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TRANSLATOR'S PREFACE. 



The constantly increasing interest which is felt in 
the sciences of chemistry and mineralogy in this comi- 
try, as well as the rapid development of our mineral 
resources, seems to render it expedient that a treatise 
on the use of that indispensable instrument, the blow- 
pipe, should be rendered accessible to the chemists, 
mineralogists and miners of this country. The edition 
of the standard work on the blowpipe, so recently pub- 
lished by Berzelius, seems to contain all that could be 
wished for on this subject, and the translator presumes, 
that, if the translation shall prove to have been properly 
executed, he will have rendered an acceptable service 
to science. 



INTRODUCTION. 



The work which I now offer to the public treats of 
a subject which is of great importance to the practical 
chemist, the miner, and the mineralogist. It constitutes 
a system of chemical experiments performed in the dry 
way, as it was formerly called, but on so small a scale 
as to be almost microscopic, although the results are 
instantly attained and decisive. In all analytical inves- 
tigations of inorganic substances, the use of the blow- 
pipe is indispensable, since by its aid all the tests 
necessary to determine the nature of the substance ope- 
rated on may be performed with so small a quantity of 
the material as to be hardly perceptible to the bal- 
ance, while the presence of elements, which were neither 
expected or sought for, is often detected. The facility 
with which the constituents of minerals may be deter- 
mined by the aid of the blowpipe, renders the use of this 
instrument indispensable to the miner, who often finds his 
operations disturbed by the occurrence of foreign sub- 
stances in his ores, whose nature he rarely has sufficient 
skill or time to investigate thoroughly, but which he 
can readily detect by the use of the blowpipe, since 
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the necessary degree of skill for such operations is so 
easily acquired. The mineralogist cannot dispense 
with the blowpipe ; it is his only resource for deciding 
whether the conclusions which he has drawn from 
external characters, such as form, color, hardness, &c., 
are correct For this reason, I have described the 
behavior of the greater portion of the known min- 
erals before the blowpipe, selecting, as far as possible, 
for this purpose, pure and well characterized specimens. 
I have also given the locality of the mineral described, 
in every case in which I supposed that a difference in 
localities might give rise to discrepancies in the results, 
in order that such variations might not be confounded 
with errors of observation, which it is almost impos- 
sible to entirely avoid in so long a course of experi- 
ments, all of which it was impracticable to repeat a 
sufficient number of times to ensure perfect accuracy. 
I have also, in case of rare substances, mentioned the 
name of the person to whose kindness I am indebted 
for the specimen, partly as a surety that the mineral 
was rightly named, and partly as a testimony of my 
gratitude for the liberality with which I have been 
furnished with the rarest specimens for my researches. 
I take this opportunity of expressing my thanks to 
Messrs. Haiiy, Bournon, Gillet de Laumont, Brongniart, 
Brochant, Oordier, Lucas, Weiss, Henry and Gustavus 
Rose, Blode and Breithaupt. 

When a mineral is met with, which is not sufficiently 
well characterized by its external properties, there 
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is, generally, only a very small number of substances 
with which it is liable to be confounded. It will rarely 
fail to be true, that the nature of the newly discovered 
substance can be accurately ascertained by comparing 
it, by means of the blowpipe, with those which it most 
resembles. This is exceedingly easy with metalliferous 
minerals ; but the results obtained with the earthy 
minerals, on the other hand, are often less decisive, 
since the success of operations performed with the blow- 
pipe depends more on the difference in the nature of 
the ingredients of the mineral, than on the different 
proportions in which the same substances may be 
combined with each other. But even in those cases 
where the same substances, by their combination in 
different proportions, form different minerals, there are 
generally remarkable discrepancies either in regard to 
fusibility or behavior with some one of the fluxes, 
so that even here the use of the blowpipe affords de- 
cisive results. It is rarely possible to determine the 
nature of a mineral by the use of the blowpipe alone, 
without any regard to external characters, exactly as 
attempts to decide the same question by external char- 
acters alone, without any regard to appearances depend- 
ent on chemical composition, often mislead. 

Even the mineralogists of the present day, who be- 
lieve that an examination of the physical characters of 
a mineral is suflSicient to determine its nature, would in 
many cases be able to obtain accurate results by the 
aid of the blowpipe, if their, in general, deficient know- 
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ledge of chemistry did not* prevent them from using it 
with advantage, whereas they now often find themselves 
deceived by the application of their one-sided and short- 
sighted principles. 

An attempt has been made to form a systematic ar- 
rangement of minerals, by classifying them into genera 
and species, according to their behavior before the 
blowpipe, on principles analogous to those followed in 
the natural sciences generally. Aikin's mineralogy is 
an ingenious attempt of this kind, and I must remark, 
as a proof of the sagacity of the author of that work, 
that he has not attempted to confound that system by 
which the name of a substance may most easily be 
found out, with a truly systematic, scientific arrange- 
ment. 

I hardly believe that any one will succeed in arrang- 
ing minerals according to their behavior before the 
blowpipe, so that one who was acquainted with the 
use of this instrument, but who knew nothing of min- 
eralogy, would be able to determine the names of min- 
erals given him for examination. 

Finally, I have added a short description of the 
method of determining the nature of the stony concre- 
tions which form in the urinary passages. I have often 
been applied to by physicians for information on this 
subject ; for this reason, T was forced to have recourse 
to the shortest methods, and I feel myself constrained 
to publish the results of my experience, since by their 



INTBODUCTION. IX 

aid the physician may decide for himself, without the 
aid of a practical chemist. 

Within a few years the attempt has been made to 
extend the use of the blowpipe still farther, and to 
apply it to quantitative determination, for metallurgic 
purposes. The researches of Harkort and Plattner, and 
especially of the latter, are deserving of high commen- 
dation. I have not occupied myself with this kind of 
quantitative analysis, and for this reason I think it 
better to refer to Harkort's " Probirkunst mit dem 
Lothrohre," (Freiberg, 1827,) and Plattner's work un- 
der the same title, (Leipzig, 1836,) than to attempt 
in the following work to describe an application of the 
blowpipe, which I have not myself investigated. 

In the fourth edition of this work, I have added the 
behavior of such substances and minerals as I have 
been able to procure specimens of. For the correction 
of errors of the press and of calculation in the formulae, 
which had crept into the third edition of this work, I 
have made use of Dr. Rammelsberg's admirable work 
on chemical mineralogy. I have also made an attempt 
to furnish beginners in mineralogy, who wish to operate 
with the blowpipe, with a means of comparing the 
mineral under examination with those already known 
to them. For this purpose, I have arranged the oxi- 
dized minerals in groups, according to certain decisive 
points of their behavior before the blowpipe. 

Stockholm, July, 1843. 

J. J. BERZELIUS. 
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PART I. 



I. HISTORY OF THE BLOWPIPE. 

In soldering small articles of metal, the workman makes use 
of an instrument called the blowpipe. By it, the flame of an 
oil-lamp is directed upon the piece of metal, which is support- 
ed upon charcoal, so that the fusible alloy which forms the 
solder can be heated till it melts. This instrument had long 
been used in the arts before its application to chemical exam- 
inations in the dry way was thought of. Antony von Swab • 
was the first person, according to Bergman's statement, who, 
in 1738, attempted to use it for testing ores and minerals. 

Von Swab published nothing upon this subject, and it is not 
known to what extent he carried his researches. 

Axel Frederick von Cronstedt, a Swedish Master of 
Mines, the founder of the system of Chemical Mineralogy, and 
a man who by his attainments in this branch of science was so 
far in advance of his cotemporaries, that he was never rightly 
understood by them, made use of the blowpipe to distinguish 
minerals from each other. For this purpose he employed fusi- 
ble reagents, and, by observing the changes produced by them, 
he was enabled to judge correctly of the composition of the 
mineral. On these results Cronstedt based his system of 
chemical Mineralogy. It was therefore important to him to 
discover some method by which he could detect differences of 
composition, and which should recommend itself to the use of 
scientific men by its simplicity. 

At the time when Cronstedt lived, the improvements 
of science were not spread with such rapidity as at pres- 
ent, when scientific men look with eagerness for every 
new addition to their particular branches. Then every one 
worked by himself, without any knowledge of what others 

* A Swedish Counsellor of Mines, a man of remarkable knowledge for hia 
time, and one to whom Swedish metallurgy is much indebted. 
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were doing in the same department, profiting only by the labors 
of past generations, from which all drew, as from a common 
treasure-chamber. Thus, before any one even suspected the 
application of the blowpipe to mineralogical purposes, Ckon- 
STEDT had arrived at a high degree of perfection in its use ; a 
result certainly attained only by severe and untiring labor. 

At that time, too, no such general interest was felt in the 
less important discoveries in science, as that which at the 
present day leads to the publication of so much that is more or 
less mature. Cronstedt, who at first did not dare to allow 
himself to be known as the inventor of a system which has 
immortalized his name, was still less likely to publish a con- 
nected description of his method of using the blowpipe. He 
imparted his results only so far as they served him for distin- 
guishing the minerals described in his System.* 

VoN Engestrom, who published in England, in 1765, a 
translation of Cronstedt^s System, added a chapter on the 
blowpipe, which contained, particularly, a description of Cron- 
stedt's method of using this instrument, and the principal 
results of its application to the various mineral substances 
known at that time. This treatise t was published in 1770, and 
was translated into Swedish by Retzius, m 1773. The work 
excited a general interest in this admirable instrument, and was 
immediately published in most of the Europecm languages. 
For a long time, however, no advance was made beyond the 
results attained by Von Engestrom, and the use of the blow- 
pipe by chemists and mineralogists went no farther than the 
mere determination of the fusibility of substances, or occasion- 
ally testing their solubility in the borax glass. The reason of* 
this can be easily seen. To use the blowpipe with facility and 
without fatigue, or injury to the health, a certain tact is re- 
quired, which can only be acquired by a course of patient 
practice, which is not readily submitted to by one who is not 
certain beforehand that his labor will be substantially rewarded. 
Moreover, after acquiring this facility, in order to draw a cor- 
rect result from the observations made with this instrument, a 
large stock of observations and much experience in comparing 
them is required. Before attaining the required degree of ex- 
perience, the use of the blowpipe gives only uncertain results, 
of whose real value nothing can be known. 

Farther, the requisite degree of perfection cannot be ac- 

* The first edition of his work was published in 1758. 

t An Essay towards a system of Mineralogy, by Cronstedt, translated from 
the Swedish by Yon Engestrom ; revised and corrected by Mendes da Costa. 
London, 1770. 
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((uirod by more reading. On commoncing, instruction from 
one already experienced is required, in order that the learner 
may not be discouraged by little difficulties which may oflen be 
easily overcome ; still, mere instruction will not always suffice, 
and tlie pupil must, himself, oflen repeat his attempts before he 
succeeds. For those reasons the use of the blowpipe was at 
first confined to Sweden. Those who had seen it used by 
Cronstedt and Enoestrom used it as they did, and thus it 
became gradually known. Bergman extended the use of it 
still farther; he applied it to the whole range of inorganic 
chemistry, and, in his hand, it became an indispensable requi- 
site for detecting, in analytical investigations, minute quantities 
of mineral substances. Bergman examined, with the help of 
tho reagents descrilnsd by Cronstedt, the greater part of the 
minerals known at his time, described their behavior, and im» 
proved many of the instruments necessary for these researches. 
Ho published a treatise on this subject, which was first printed 
in Latin, at Vienna, in 1T79,* and which was translated into 
Swedish, in 1781, by HjELM.t 

Bergman^s health, however, did not allow him to apply him- 
self unremittingly to these roscarchcs. lie was aided in them 
by John Gottlieb Garn, who used the blowpipe industriously 
in the course of his mineralogical studies, since it gave him 
results equally rapid and convincing. In the course of tho 
operations which he carried on under Beroman^s eye, ho 
learned the behavior l)efore the blowpipe of all mineral sub- 
stances at that time known, and armed with this experience, he 
continued from that time to make use of the blowpipe in 
chemical and mineralogical investigations of all kinds. He 
acquired, in process of time, such skill in the use of this in- 
strument, that he was enabled to detect, by its assistance, sub- 
stances which had escapful notice in researches most carefully 
conducted in the humid way. For instance, when Ekebero 
asked Gahn's opinion on the oxide of tantalium lately discov- 
ered by him, of which he sent him a small specimen, the latter 
detcictcd tin in it by the blowpipe, although this metal formed 
only one per cent, of the moss. Long before it was a ques- 
tion whether the ashes of plants contained copper, I saw him 
obtain with the blowpipe distinct particles of metallic copper 



*** T. Bergman, commont. dc tubo f(»rrutninatorio ejusdemqoe uiu in explo- 
randiH corporihuN, prtBRertim ininornlitiuB. Vindubonie, 1779. 
t Chenute PrufetiMoren och Riddarcn af kungl. Wa«a ordon Herr Torbern 

Berginaoi ttdiandling om blasrurut, iiamt desa bruck och nytta vid kroppars 

undersAkning, i synnerbct do niineralibke. Ofver«Att ilran Latintkm ipraketi 
med Herr Fdrfattarona tilUggningar, Htockbolm, 1781. 

1 
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from different sorts of paper, after buming a quarter of a 
sheet to ashes. 

Gahn always carried his blowpipe with him, even on his 
shortest journeys. Every new or unknown substance was in- 
stantly tested by the blowpipe, and it was really interesting to 
see with what wonderful celerity and certainty he often deter- 
mined the nature of a substance, which could never have been 
recognized by its external characters. The constant use which 
he made of this instrument led him to make many improve- 
ments in the use of it, and to contrive a method by which it 
could be always at hand, either at home or on a journey ; he 
tried a great number of reagents, in order to discover new 
methods of detecting various substances, all of which he carried 
out with such sagacity and accuracy, that his results were wor- 
thy of implicit confidence. It never occurred to him, how- 
ever, to describe his newly discovered or improved methods of 
experimentation, although he took all possible pains to teach 
them to such as wished to learn of him. Many scientific for- 
eigners, who spent some time with him, made known his re- 
markable skill, although no one has ever published a correct 
account of his methods.* 

I had the pleasure of an intimate acquaintance with this, in 
80 many respects, so remarkable man, during the last ten years 
of his life. He spared no pains to impart to me all his expe- 
rience ; and I consider it, for this reason, a sacred duty to allow 
no part of his labors or experience to be lost. 

At my repeated request, he wrote down the most important 
part of what I have published in the second part of the 
elements of Chemistry, on the blowpipe and its use in chem- 
istry ;t and this is all which be wrote upon this subject. He 
never drew up an account of his examinations of minerals, and, 
as his memory became weakened by age, he often expressed 
a wish that the behavior of minerals before the blowpipe might 
be examined and published. I therefore undertook, at his in- 
stigation, a series of experiments, the results of which he 
intended to control and examine, blowpipe in hand, in or- 
der that, when our conclusions differed, the cause of disa- 
greement might be investigated, and the incorrect result struck 
out. This examination, which would have been so interesting 
to science, was put a stop to by his unexpected, and, despite his 
advanced age, too ecurly death. 

* Professor Hausmann is the only person who has given a detailed account 
of Gkihn's researches with the blowpipe, in an article in Leonhard's Taschen- 
bach far die Mineralogie, for 1810. 

t L&rbok i Kemien, andra Delen, Stockholm, 1812, p. 273. 
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In the other parts of Europe only one, but he a most dis* 
tinguished, naturalist has mvestigated in detail the use of the 
blowpipe. This was H. B. de Saussure, distinguished by his 
geological researches in the Swiss Alps. De Saussure used it 
principally for the same purpose as Ckonstebt, namely, the 
determination of minerals ; and although he introduced many 
improvements in the use of this instrument, he remained far 
behind Gahn in the results which he attained. 

Since the first edition of this work was published, the use of 
the blowpipe has become far more general, and many more or 
less important additions have been made to the art, especially 
by Le Baillif, Smithson, Tubner, Harkort, Von Kobell, 
F^rFNEB, and others. 



n. DESCRIPTION OF THE BLOWPIPE. 

The blowpipe used by workers in metal is a brass tube, ta- 
pering towards one extremity, about two inches from which it is 
bent at a right angle : PL I. Fig. 1. The aperture at this end is 
about the size of that made by a needle, and it is held, when the 
blowpipe is used, against the flame of a lamp, and blown through 
from the larger end. In operating with this, the workman sel- 
dom has occasion to blow for more than a minute, so that he is 
not incommoded by the moisture of the breath which collects 
in the tube ; in chemical experimentation, however, in which it 
is necessary to continue blowing for a much longer time, so 
much water collects in the tube as to cause inconvenience. To 
provide against this, Chonstedt inserted, near the smaller end 
of the tube, a hollow ball, intended as a receptacle for the 
moisture. His blowpipe had the form represented in PL I. Fig. 
2. The straight part could be unscrewed from the ball at a ; 
at h was fixed a bone ring, which was pierced with a small 
hole intended to receive a needle or a piece of fine iron wire, 
with which the aperture of the blowpipe was to be cleaned, in 
case it should become stopped with soot during the operation. 
This blowpipe has, however, one inconvenience, namely, that 
if, afler having been used for some time, it be held in an up- 
right position, the water runs down into the tube, from which 
it must be removed, with much trouble, before the operation 
can be continued. 

To obviate this difficulty, Bergman adapted to the end of 
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the tube a semi-circular chamber, about one inch in diameter, 
and one-eighth of an inch in thickness ; into the upper end of 
this chamber the point of the blowpipe was inserted, as shown 
in PL I. Fig. 3. This instrument consists of three pieces, a, ft, 
and c, which can be easily put together. This form answers 
the purpose excellently, and has also the advantage, that it takes 
up less room than the other, and can be conveniently placed in 
such a thin flat box as was used at that time for containing the 
blowpipe apparatus, so that it might be easily and conveniently 
transported. 

Gahn chcuiged the form of the chamber intended for col- 
lecting the water, by giving it the form of a cylinder one inch 
in length and one half an inch in diameter, as in PL L Fig. 4, h. 
His blowpipe consists of four pieces, Fig. 4, a, ft, c, and d. At 
the end of the small tube, c, a small jet, (Z, is attached, of 
which a number must be provided, pierced with apertures of 
different degrees of fineness, to be changed as occasion may 
require. The advantage which Gahn's blowpipe has over that 
of Bergman, is, that its cylinder takes up still less room than 
the flat chamber, and that the small tube can be more firmly 
inserted into it, and ground in more deeply as it becomes worn 
and loosened by use. In this way, it is not possible that the 
small tube should slip and fall out, as sometimes happens with 
the form proposed by Bergman. I think that the form of blow- 
pipe adopted by Gahn may, without hesitation, be called the 
best and most convenient. An alteration in the arrangement 
of Gahn's blowpipe, which renders it particularly portable, has 
been proposed by Mitscherlich. It is this ; tho chamber for 
collecting the water is of smaller diameter and permanently 
fastened to the longer tube ; this can bo sei^ewtul apart in the 
centre, and the small tube with its platina jot can bo slid into 
the part to which the chamber is attaclied ; tho other half, of 
which the mouth-piece is plated with HJlvor, when tlio instru- 
ment is made of brass, is then slid ove^r the whole and serves 
as a case. The tube is then only half as long as a common 
blowpipe, and is nothing more than a sin(K)th cylinder, which 
may be conveniently carried in the pocket. PL I. Fig. 9, B 
A C, is the upper half, of whicli tlie mouth-piece B is plated 
with silver ; the other end, C, is provided with a female screw, 
which fits the thread cut on the other half, DBF, D is the 
reservoir, and £ JP the small tube, which is provided with a 
platina jet, and which, when slid into its place, as here repre- 
sented, is held fast by slight friction. G H is the whole tube 
slid together, so that tlie mouth-piece, 5, of the part B A C^ 
fits snugly against the cylindrical chamber, where it is kept by 
friction. 
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Plattner recommends, in the place of the usual mouth- 
piece, such a one as is adapted to the trumpet, intended to be 
pressed against .the mouth, and not to be held between the 
lips. He gives, as a reason for this arrangement, that the 
muscles of the cheeks are less likely to be fatigued by this 
method of blowing. This fatigue, however, is only occasioned 
by want of practice, and soon ceases to be troublesome when 
the operator has become more accustomed to blowing. When 
the blowpipe is to be used for blowing glass, I make use of a 
tube, y, bent at a right-angle, which is inserted into the open- 
ing at 6, and which can be inclined at any angle, as conven- 
ience may require. PL I. Fig. 5 shows Gahn's blowpipe put 
together. 

VoiGT has proposed another form of blowpipe which is often 
used, and which is very convenient. It has at the extremity a 
circular chamber one inch in diameter, and one-eighth of an 
inch in thickness, from the centre of which a smaller tube pro- 
jects, which may be turned in any direction. Fig. 6 shows 
this blowpipe. The inconveniences which arise from this form 
of construction are, that the diameter of the chamber makes it 
less portable, and that the movable piece gets loose after long 
use, allows air to escape, and no longer maintains its place. 
This might be easily remedied by a tube bent at a right angle, 
and ground into the centre of the chamber ; but in any case 
this form of the chamber is inconvenient. 

Since, in using the blowpipe, apertures of different sizes are 
often required, Varlet proposed to have two points on oppo- 
site sides, so that either might be directed upon the flame, as 
occasion required. The convenience of this arrangement does 
not, however, compensate for the trouble occasioned by the 
loss of air through the aperture not in use. Besides, chang- 
ing the platina jet is quickly performed, and is seldom neces- 
sary. 

Since it is highly desirable to the Mineralogist that the blow- 
pipe, without losing any of its essential properties, should be 
portable, and occupy as little space as possible, several chem- 
ists have endeavored to make it, in this respect, as perfect an 
instrument as possible. The forms adopted by Tennant and 
WoLLASTON are especially worthy of notice. 

Tennant's blowpipe is a straight, cylindrical or slightly 
conical tube, PI. I. Fig. 7, a &, which is closed at one end, and 
which has, at a distance of about half an inch from this end, 
an opening, into which a smaller tube, bent at an angle, is fit- 
ted by grinding, so that it can be turned in any direction. 
When the blowpipe is to be used, the small tube is turned at 
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a right angle with the larger one, or at an oblique angle if in 
tended to be used for blowing glass ; and when it is to be lai< 
aside, the smaller tube can be turned till parallel with the othei 
as shown in the figure. This instrument unites to a high de 
gree of simplicity all the advantages which can be desired 
The water which condenses from the breath flows down to tlM 
closed end, and does not enter the smaller tube. On compar 
ing Gahn's with Tennant^s blowpipe, I have sometimes though 
that the muscles of the cheeks are sooner tired by the use ol 
the latter form, since it offers a greater resistance to the cuT' 
rent of air than the blowpipe wifli a chamber, or reservoir fot 
the air. I should compare it with the different degree of resis- 
tance which a strong or a weak spring offers to a blow. This 
circumstance is not unimportant, especially in mineralogical 
experimentation, in which the operator may be obliged to use 
the blowpipe for many hours in succession. 

Wollaston's blowpipe takes up still less room than that of 
Tennant. It consists of three sepcorate pieces, PI. I. Fig. 8, 
a, &, and c, which slide into each other in such a manner, that 
the whole has the diameter, but only half the length, of the 
common blowpipe. The smaller end of the piece a is fitted 
into the larger end of the piece &, which is closed at the other 
end, not far from which extremity a hole is pierced. The 
piece c is closed at its largest end, and ends at the other in a 
point provided with a small aperture. The piece c is pierced 
through and through near the larger end, so that the smaller 
end of b can be passed directly through it, not however at 
right angles with it, but so that the longer and smaller end of 
c makes with b an obtuse angle. The object of this arrange- 
ment seems to be this, that when the hole at c becomes enlarg- 
ed by use, so that the small opening at b will no longer fit so 
as to ccMiduct the moisture towards the closed end of the tube, 
where it can be best condensed, it will, however, still fit, when 
the aperture in & is turned towards the open point of c. This 
blowpipe being properly constructed, when b is slid into a, the 
closed end of b fills exactly the corresponding extremity of a ; 
and when c is put in its place, the aperture of i^ is closed, so 
that the whole is protected from dust, and can be carried in 
the pocket, like a common pencil-case. It has the form and 
size represented in PI. I. Fig. 8. This is not a suitable blow- 
pipe to use when the properties of substances are to be fully 
and carefully examined, because the joints cannot easily be 
made air-tight, because it has no chamber, and because the 
two parts form an obtuse angle, so that the flame can only be 
directed upon the assay when in such a position that it cannot 
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be properly seen. It is, however, in many circumstances, 
where portability is a capital object, more convenient than any 
other. It ca^ be carried in the pocket without inconvenience, 
and, with the addition of a strip of platina foil and a bit of 
borax, much can be accomplished, since a lamp and charcoal 
can be had anywhere. I have oflen employed the Woluuston 
blowpipe, especially in pharmaceutical examinations, or when 
inspecting cabinets of minerals ; and I have succeeded by its 
aid, in many cases, in detecting errors, and assigning to incor« 
rectly named specimens their proper places. 

Whatever may be the size of itie blowpipe, its length must 
depend on the eye of its owner, and must be such, that the 
substance on.which the flame is to be directed may be held at 
such a distance as to be best seen. For this reason, a near- 
sighted person will require a shorter, a far-sighted person a 
longer, tube. The blowpipe which best suits my eye is 8^ 
mches long, and 7f inches from the aperture of the mouth- 
piece to the place where the point is fitted to the air-chamber. 

The blowpipe must either be made of chemically pure sil- 
ver, or of tinned iron with a brass point. If the whole tube 
be made of brass, it contracts, afler being used for some time, 
an unpleasant smell and taste of copper. This has been at- 
tempted to be remedied by a mouth-piece of ivory or silver ; 
but this only does away with the unpleasant taste, not the 
smell, and when the fingers are sweaty, diey contract a coppery 
smell if the tube has lain for sometime unused, afler having 
been put away without being cleaned. This is not the case if 
the tube be made of tinned iron, and for those who think silver 
too dear, it has the advantage of being still cheaper than brass. 
The tube and the cylindrical chamber are, in this case, made 
in one piece, and a bit of paper can be wrapped around the 
brass point to render the junction more perfect 

Although silver is a better conductor of heat than any other 
metal, I have never found that the tube became so heated by 
long continued blowing, as to be uncomfortable to hold. The 
small jets which are placed on the end of the blowpipe are a 
decided improvement. They become coated with soot, which 
stops the aperture or gives it an irregular shape ; it must then 
be cleaned, and the aperture opened by a needle, which is not 
always at hand. This is a troublesome but unavoidable opera- 
tion, since otherwise the jets dirty everything with which they 
come ip contact. I have, on this account, had my jets made 
of platina, bored from a solid piece. When these become 
dirty, they can be heated by the blowpipe on the charcoal, 
which operation cleans them at once, and frees the aperture 
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from obstruction. If the jet were made of silver, it would not 
stand this treatment, since, when heated nearly to the melting 
point, the silver crystallizes as it cools, and becomes brittle. 
To produce a good flame, these jets must not bo too thin at the 
end in which ti^e aperture is pierced, since the smallest parti- 
cle which settles in the orifice destroys the regularity of the 
flame, and because the aperture, by being frequently cleaned 
out, becomes enlarged. They are best made by boring them 
out for three-fourths of their length, and piercing the aperture 
through the remaining portion. 

A glass blowpipe is certainly clean and cheap, but its brittle- 
ness, and the liability of the point to be melted, are such seri- 
ous objections, that it should only be used in cases of necessity. 

The attempt has oflen been made to construct some kind of 
blowpipe apparatus, which should supersede the mouth-blow- 
pipe. De Saussure arranged a kind of blowpipe-vice, which 
was fastened to the table, and which was intended to hold the 
blowpipe, so that it could be managed by the mouth, and the 
hands lef^ free. I know of no case where such an arrange- 
ment would be of advantage ; besides, the form of the flame 
which is required in blowing depends on such slight changes in 
the position of the blowpipe, that it would be impossible to ef- 
fect them by the movement of the mouth alone. 

Haas fastened the blowpipe by means of a screw, such as 
is used by ladies to pin their work to, and which is screwed to 
the edge of a table. Before it is placed a wax candle, which 
can be raised or lowered at pleasure ; and not far from it the 
charcoal, on which the substance is to be heated, is supported 
by spring forceps. This apparatus is also provided with a pair 
of mechanical snuffers, by means of which the wick is to be 
trimmed into the proper shape. The operator has both hands 
at liberty, with which, however, he can do nothing. I do not 
know that this apparatus has ever been made use of. 

The operation of blowing has been represented as a difficult 
matter, requiring strong lungs, and tending to injure the health. 
Partly on this account, and partly because without previous 
practice it is impossible to sustain an uninterrupted blast, me- 
thods have been contrived to obviate tKe necessity of using the 
mouth to produce a blast. Ehrmann, Kohler, Meusnier, 
AcHARD, Marcet, Brook, and Newman, have invented methods 
of producing a high temperature, by an artificial blast, either 
with atmospheric air or oxygen. These contrivances are not 
suited to the purpose of the blowpipe, and I shall therefore 
pass them by. 

Hassenfratz employed a bellows worked by the foot, in 
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the manner of the glass-hlowers. I saw in England a douhle 
bellows, which was placed upon the table and worked with the 
foot by means of a strap. The blowpipe-jet was fastened to the 
immovable part of the bellows. 

Nazen proposed to fill a bladder with air, and conduct the 
blast from it upon the lamp by a flexible tube, terminating in a 
blowpipe-jet The bladder is to be filled again by a tube con- 
nected with {be mouth, and furnished with a stop-cock. Here, 
nothing more is accomplished by an embarrassing motion of the 
body, than would otherwise be easily effected by a slight exer- 
tion of the muscles of the cheeks. 

For cupelling silver with the blowpipe, Harkort proposed 
the use of a large bell of tinned iron, which fits into a reser- 
voir filled with water, in which it is made to sink by being 
loaded with weights. To the upper end of the bell is attached 
a flexible tube terminating in a blowpipe-jet ; the flexibility and 
length of the tube prevent the operator from being incommoded 
by the sinking of the bell. 

Plattneb partially improved this arrangement by attaching 
the tube to the water-reservoir by means of an inverted syphon, 
so that the air issues from the bell exactly as the gas is deliv- 
ered from the gasometer of the gas-works. When the cylinder 
is emptied of ite air, a valve is opened at the top, and the cylinder 
rises and fills itself again. The whole resembles the appara- 
tus proposed by Gahn, for saturating water with carbonic acid 
gas. Something sknilar to this has been proposed by Green. 

Several other similar contrivances have been proposed by 
diflferent persons ; but I pass them by, since all these attempts 
prove that the inventors had no correct idea of the use of ^e 
blowpipe, and it may with propriety be said, that they might as 
well have proposed to play upon a wind instrument with a pair 
of bellows. 



ffl. THE COMBUSTIBLE. 

Any kind of flame can be used with the blowpipe, provided 
it be not too small, whether it be that of a tallow or wax can- 
dle, or of a lamp. Engestrom and Bergman made use of a 
common tallow candle, or, preferably, of a wax candle with a 
good cotton wick, which, according to Bergman^s direction, 
should be bent in the direction in w&ch the flame is to be im- 
pelled. Candles have, however, this disadvantage, that the 

2 
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heat radiated from the substance under examination, melts the 
tallow or wax from the side of the candle, and caiuses it to c<ni- 
■ume too rapidly. The flame of a commcm candle is, besidesi 
hardly sufRcient for the purpose. This induced Gahn to iiaeii 
instead of one candle, three smaller ones, provided with thick 
wicks, which he placed in a candlestick arranged for the pvrh 

r3, and burnt together. They gave an excellent flame, but 
soon tired of the necessity of having a peculiar kind of 
candle made especially for his use with the blowpipe. He 
therefore replaced them by a lamp with a large wick, fed with 
olive oil ; but as he could not use this lamp when travelling;, he 
always took with him wax taper, combining three or four 
pieces of it to suit his convenience. 

Lamps have certainly great advantages over candles, but 
they are not so easily carried about when travelling, on ac- 
count of the danger of leaking. Olive oil is b^ used, 
but sperm oil can be employed, although it gives more smoke 
and less heat than the other. 

I make use of a lamp which can be easily transported, and 
so efiectually closed that the oil cannot escape. Since this is 
the form which I have found the best of the many whicb 
I have tried, for giving a suitable flame for the blowpipe, 
and since it is more portable than any other, I give a detailed 
description of it 

PI. II. Fig. 9 is a front view of this lamp. It is made of 
lackered tin, slightly ccHiical in shape, and about 4j- inches 
long. At the larger end it is 1 inch in diameter, and is fur- 
nished with a ring, by means of which it can be slid up olr 
down upon a brass rod. This ring is seen in a side view in 
Pi. n. Fig. 10. At the smaller end, &, it measures three-fourths 
of an inch, and has on the upper side, near the end, a round 
aperture, three-fourths of an inch in diameter, to which is sol- 
dered a projecting rim of brass, one-fourth of an inch in height, 
on the inside of which a screw thread is cut. It can be seen 
in Fig. 11. Through this opening the lamp is fed with oil, and 
the wick placed in its holder, which is a long flattened cylin- 
der of tin fitted into a small disk which just Alls the opening. 
The wick-holder is seen in Fig. 12, a and b. The brass ring 
is a little broader than the aperture, so that the wick-holder 
rests loosely upon its inner projecting edge. When the lamp 
is not in use, this opening is closed by a brass cap, which 
screws into the ring, and is furnished with a leather collar, 
soaked in melted wax, which presses against the upper edge of 
the brass ring and closes the aperture, so that no oil can escape. 
The leather collar must be soaked in melted wax, and the 
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screw thread should he cut aa the mode of the ring and not on 
the outside, since in the latter case the coUar remains on the 
lamp, and is liable to be destroyed by the heat. 

When the lamp is to be used, it is placed on a brass stand, 
made of a piece of thick and stiff wire. Fig. 13 shows the 
lamp upon its stand. The upright rod is 12 inches long, but it 
can be screwed apart in the centre. It is fastened, at the bot- 
tom, to two cross-pieces, each 6^ inches long and three-fourths 
of an inch broad ; they are seen in Fig. 13, d e^ia n, side 
riew, and in Fig. 14, from above. To prevent the lamp from 
slipping upon the rod, it is fitted to it by means of a cork, or a 
spiral spring can be wound round the brass rod. This latter is 
better than a scrow or spring in the ring, as the latter is soon 
worn out, while the former does not permit the lamp to move 
upon its axis. Harkort proposed to make another opening in 
the upper surface of the lamp to pour in the oil. He also cuts 
off the front of the lamp at an oblique angle, as shown by the 
dotted lines in Fig. 13, m order that the assay may be brought 
nearer to the flame, if necessary. The wick must, of course, 
be placed parallel with the lamp, and the flame must be im- 
peUed in the same direction. 

If the lamp is no longer required for use, it can be taken 
i^MUPt, and packed so as to occupy little room, and be very 
portable. 

A spirit lamp is oflen required for heating a substance in the 
tube oir matrass, in order to detect volatile matters ; for if in 
^lis case an oil lamp be used, the glass is smoked, and the 
lequisite degree of heat cannot be obtained. The spirit lamp, 
however, does not by any means give as intense a heat as the 
Uowpipe flame. I use for a spirit lamp, a kind of glass bottle, 
common in England, which is provided with a glass cap, which 
fits over the cork. I take out the cork, and fit in a wick- 
holder of tin or silver. The cap prevents the evaporation of the 
alcohol when the lamp is not in use. Fig. 15 represents this 
lamp of the natural size. 



IV. THE BLAST AND FLAME. 

Bi using the blowpipe, the act of blowing is not directly per- 
formed by the action of the lungs, since, in this case, the ef- 
jbrt would be injurious, and a continued blast could not be 
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kept up. It is efiected by the muscles of the cheeks, which 
force the air contained in the cavity of the mouth throuirh the 
blowpipe. Simple as this operation is, it is not easily perform- 
ed at first, since we habitually exert all the muscles concerned 
in respiration at once, when we attempt to blow. It is the 
same kind of difficulty which we experience when we attempt 
to move the limbs, on the same side of the body, in difierent 
directions. It requires some practice not to allow the lungs 
and the muscles of the mouth to act in concert The firat 
thing to be attempted is, to keep the mouth filled with air dur- 
ing expiration and inspiration. Imagine the air to escape from 
a small opening between the lips, the cheeks then naturally 
collapse, unless a farther supply of air be admitted at the next 
expiration. A sufficient quantity of air must then be admitted 
into the cavity of the mouth to keep the cheeks constantly dis- 
tended. The air, being thus always slightly compressed, es- 
capes in a uniform current from the opening between the lips. 
This is what takes place in using the blowpipe ; the air escapes 
so slowly from the fine aperture in the blowpipe-jet, that it la 
not necessary to fill the mouth at each expiration. This ope- 
ration, which is attended with a little difficulty at first, is soon 
learnt by practice, and, afler a short time, it becomes a ms^ter 
of course, which does not interrupt the process of breathing, 
and on which it is not necessary to bestow a thought. The 
cmly inconvenience is, that the muscles of the cheeks become 
fatigued at first, which arises from want of practice, and from 
the fact that the beginner generally presses ihe mouth-piece of 
the blowpipe more strongly between his lips than is necessary. 
The act of blowing is, however, so simple, that it may be easily 
acquired by any one who h£is no natural defect in the roof 
of the mouth. 

When the learner can keep up a steady blast, the next thing 
is, to be able to produce a good flame. For this purpose, a 
knowledge of the flame and its dififerent parts is required. On 
looking attentively at the flame of a candle, it will be seen that 
it consists of several distinct portions. PI. II. Fig. 16, repre- 
sents the flame of a candle, in its usual form. At its base is 
seen a small dark-blue portion, a c, which becomes thinner as 
it gets farther from the wick, and which disappears entirely at 
the part where the flame begins to ascend vertically. In the- 
midst of the flame is the dark portion, f d^ which can be seen 
through the more brilliant part. This space encloses the gases 
rising from the wick, which are not in contact with the air, 
and which are therefore not yet fully burned. Around this is 
the proper illuminating portion of the flame, and on its outer 
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edges will be seen, on looking with attention, a thin envelope, 
a e e^ which becomes broader near the point of the flame. 
This is the place in which the combustion of the burning gases 
is going on, and is the hottest portion of the flame. If a fine 
iron or platina wire be introduced into the flame, it will be seen 
that it is most intensely heated at the point of the flame, and if 
it be gradually lowered, it will be found that it is most vividly 
ignited at the points where it comes in contact with the surface 
of the flame, that is to say, where it touches this thin, feebly- 
illuminating envelope. If a very fine wire be used, its diame- 
ter appears much magnified, and this apparent enlargement 
(which is a phenomenon of the same kind as the apparent di- 
ameter attributed to the fixed stars) increases, as the wire ap- 
proaches the point where the lower blue edge of the flame 
ends, so that the point where the flame is supplied with the 
lai^est quantity of oxygen from the air, is the place of the 
maximum of heat Now, when air is forced into the flame 
with the blowpipe, as shown in PI. II. Fig. 17, a long narrow 
blue flame, a c, appears directly before the jet, which is the 
siune as a c in Fig. 16, although changed in foi^n, being now 
concentrated into a small, cylindrical space, whereas it before 
formed an envelope around the whole flame. Just before the 
point of this blue flame is the hottest spot, as in the flame when 
n<^ acted on by the blowpipe, with this diflerence, that in the 
latter case it formed a ring around the flame, while in the former 
it is concentrated into a focus ; it is thus rendered sufliciently 
intense to fuse and volatilize substances which were not sensibly 
acted oa by the flame in its usual state. On this is founded the 
whole theory of the intense heat produced by the blowpipe ; the 
eflfect, which would otherwise be distributed over the whole 
surface of the flame, is concentrated into a small space, exactly 
as if the flame had been turned inside out The surround- 
ing illuminating portion of the flame prevents the heat from 
escaping. 

Long practice is required to know where the maximum of 
heat is, since difierent substances are difierently ignited, and 
the light which they emit is of^n deceptive. Care must be 
taken not to blow too strongly nor too gently ; since, in the for- 
mer case, the heat is diminished in intensity by the current of 
air, and in the latter, a sufficiency of air is not supplied to keep 
up the combustion. A very intense heat is required when the 
fusibility of a substance is to be investigated, or when diflferent 
metallic oxides which part with their oxygen with diflicully, 
like the oxides of tin or iron, are to be reduced. But it is not 
a high temperature only which it is ^ design of the blowpipe 

2* 
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to produce ; there are other operations which require a less in- 
tense heat, and which, though diametrically opposed to each 
other, can be effected by the blowpipe. These are, oxidation 
and reduction. 

Oxidation takes place when the assay is heated just before 
the extreme point of the flame, when all the combustible par- 
ticles are immediately oxidized. The farther from the point 
of the flame, the better the operation goes on, provided the 
heat be sufRciently intense ; and it must be observed, that too 
high a temperature oflen impedes the oxidation, especially if 
the assay be supported upon charcoal. Oxidation goes on best 
at a low red heat. For this purpose, the blowpipe-jet must 
have a large aperture. 

Reduction succeeds best with a fine jet, which should not be 
inserted too far into the flame, since, in this case, a highly illu- 
minating flame is produced, the elements of which, not under- 
going complete combustion, do not take oxygen from the assay, 
which may be considered as being heated in an inflammable 
gas. If in the course of the operation the assay become coat- 
ed with soot, it is a proof that the flame is too smoky, which 
diminishes the intensity of the heat. The blue flame was for- 
merly regarded as the proper reducing flame ; this is, however, 
untrue, for it is the brilliant portion of the flame which causes 
deoxidation, but the assay must be held in it in such a manner 
as to be surrounded by it on all sides, and protected from the 
contact of the air. I mention once more, that it is the com- 
bustible atmosphere which surrounds the assay, which effects 
reduction, and not the charcoal ; the reduction which takes 
place at the points of contact of the assay and the charcoal, 
would take place equally as well in the outer as in the inner 
ffame. 

The most important matter is to be able to produce at will 
pxidation or reduction, which is soon learnt by practice. Oxi- 
dation is so easily performed, that it is only necessary to be 
told how to do it; reduction requires more practice, and a 
better knowledge of the management of the flame. It is an 
excellent plan, if one wishes to practice in making a good 
reducing flame, to fuse a small grain of tin upon charcoal, and 
raising it to a white heat, to endeavor to keep its surface brilliant. 
Tin has so strong an attraction for oxygen, that the moment the 
flame is changed in the least, the metal becomes covered with 
an infusible crust of the oxide of tin. One can begin with a very 
small grain, and gradually increase its size; the larger the 
quantity of tin which he can keep melted in the metallic state, 
the more skilful is he in his art 
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V. THE SUPPORT. 



Charcoal. The substance to be examined by the blowpipe 
must rest up<m something, or be held firmly in some way. 
The best substance for a support is charcoal. That of mature 
pine, or soft wood in general, is preferable. The charcoal of 
the fir oflen snaps and throws off the assay, while that of hard 
and compact woods gives so large a quaqtity of ashes, which 
often contain a large proportion of iron, that it can only be 
uaed in case of necessity. For this reason the beech and oak 
are unfit for this purpose. I have never had an opportunity of 
trying box-wood charcoal, though Gahn always thought that it 
would be best adapted for blowpipe use ; he had, however, 
seldom an opportunity of using any other than pine-wood coal. 
Of the many kinds of charcoal which I have tried in countries 
where the above mentioned woods are not found, I find that of 
the white willow, or of the willow family in general, the best. I 
prefer, however, the charcoal of a mature pine, which should . 
be split into long straight pieces, and then sawn into parallelo- 
pipeds, which, when the dust is blown off, are quite clean. 
The surface perpendicular to the annual rings is to be chosen 
for the support of the assay, since, if placed on a section paral- 
lel to them, the fluxes would spread too much upon the surface. 
Ab the interval between the rings consumes faster than the ring 
itself, ah advantage is gained, that the assay has fewer points 
of support 

That all charcoal which is used with the blowpipe ought to 
be well burnt, is a matter of course, for those pieces which 
snap, smoke, or bum, cannot be used at all. 

Gahn conjectured that the charcoal which sometimes de* 
scends in our blast-furnaces, without being consumed, would 
have lost part of its combustibility, and would, on that account, 
be excellent for blowpipe uses. I therefore once collected speci- 
mens of this kind of charcoal from various furnaces, and 
found them far heavier and closer grained than common char- 
coal, and, of course, less combustible ; but I was surprised to 
find that I could not obtain so high a heat on this charcoal, as 
on the common kind. I ascribed this, at first, to the heat radia- 
ted from the particles of coal set on fire around the assay, 
when the common combustible kind of charcoal was used, 
which I supposed might have a decided influence in raising the 
temperature ; but I soon discovered my mistake, when I found 
that the charcoal became so strongly heated at a considerable 



ififtance from the spot upon which the flame was directed, that 
I could DO longer hM. iL This kind of chaicoai is a better 
conductor of heat in proporticxi as it is denser, and it is proba^ 
Ue that this is the reason why it bums so slowly. It is, there- 
iMe, unfit for use with the bk>wpipe. 

PlaHntL In certain cases, in which the reducing actitm of 
duueoal mi^t impede the deared reaction, platina may be 
employed as a support ; sometimes in the fontk of a small 
spoon, sometimes in thin foil, and sometimes as a fine wire. 

a. Platina ^nnms. For a long time spoons of gold or silver 
were used in the treatment of minerals with soda ; but these 
are too easily melted, or injured by a strong heat They are 
BOW made of platina. The spoon is one-fi>orth of an inch in 
diameter, and <Hie-twelfVh of an inch deep, and is fiistened to a 
narrow, short and pointed handle, which can be dirust into a 
piece of charcoal, so as to be easily managed. Hie diinner 
the metal of the spoon, the higher the temperature to which it 
can be raised. I have seen them in England, stamped in diin 
platina foil, which was doubled on each side of the handle, so 
.as to make it sufficiently stiff, exactly as small tin ^wons are 
often made. The platina spoon is an instrument whmh can be 
dispensed with in blowpipe operations, since it has been found 
that minerals can be best treated with soda on charcoal. Be* 
sides, the size of the spoon renders it difficult to attain the 
high temperature which is oflen required. 

b. Platina foil, Wollaston introduced, instead of the 
spoon, thin platina foil, which should be cut into strips of a 
few inchcns in length, and half an inch broad. This foil can 
be intensf^ly heated, since the thin metal conducts away very 
little heat; when it is desirable at the same time to heat 
and oxidize the assay, the flame can be directed upon the 
under side of the foil. Platina is so bad a conductor of heat, 
that when the assay is heated upon one end of a strip of foil, 
the other end may be held in the fingers without inconvenience. 
Care must be taken not to treat such minerals on platina fcHl 
as are reducible to the metallic state by the action of the blow- 
pipe, because the platina, in that case, combines with the 
RKJtal, fuses, and becomes perforated. With care such a strip 
may be made to last for a long time ; should it be injured, 
a piece can be cut off, and when the strip becomes too short to 
be held in the fingers, it can be held in the forceps. 

c. Platina wire. Gahn, who saw at once die inutility of 
the platina spoon, but was not acquainted with the use of the 
foil, contrived another method of using platina as a support, 
which far surpasses either of the odiers, and permits us to dis- 
pense with the spoon and foil in most cases. 
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A platum wire is bent into an eye at one end, as shown by 
Fig. 18, PI. n., which eye serves as a support in the following 
manner. It is moistened by the mouth, and then dipped into 
the flux, of which a small quantity adheres to it, which, when 
melted to a bead, remains attached to the eye. The assay is 
then moistened, so that a part of it adheres to the b^ad, and 
the two are then subjected together to the action of the flame. 
The melted mass is then in a position in which it can be con- 
veniently examined ; since it is free from the deceptive play of 
colors, which is oflen caused on charcoal, by the adherence of 
the assay to the dark colored ground. 

This method answers the purpose so perfectly, that it is, in 
most cases, far more serviceable than the charcoal, and it can 
be advantageously used in all cases, excepting when a metal is 
to be reduced by the blowpipe flame. In general, all attempts to 
oxidate, and all researches in which a change of color in the 
fluxes is to be looked for, must be performed upon the platina 
wire. I must here remark, that platina does not combine with 
phosphorus during the ignition, and that it is consequently not 
injured by the salt of phosphorus. I have attempted in vain 
to cause it to combine with phosphorus, even when the salt of 
phosphorus was mixed with boracic acid, and heated with it 
upon charcoal. 

When the flux has been heated till the proper reaction has 
been obtained, if it is wished to prevent a re-oxidation by rapid 
cooling, the bead can be thrown from the wire, by a slight 
jerk, on to a cold body, such as a tea-cup, or a small anvil, 
where it cools instantly, which is oflen of service. Several 
wires must be had ready, so as not to be obliged to forcibly de- 
tach the glass from the eye in order to clean the wire ; it can 
be dissolved off in water aflerwards, at leisure. 

Smithson uses the platina wire for holding a small splinter 
of a mineral which is to be heated ; he attaches it to the end 
of the wire with fire-clay. The clay is first gently dried in 
the flame, so that it may not be blown away from its position. 

In travelling, the platina wire is indispensable, for it is not 
alwajTS possible to procure the proper kind of charcoal, and 
not easy to transport a large quantity. It can thus be kept for 
those operations in which it is required to reduce a metal to its 
metallic state, or where a mineral containing sulphur or arse- 
nic is to be roasted. As to the size of the wire, it is not a 
matter of consequence, though the finer it is, the better, pro- 
vided that it does not bend when heated. If too coarse, it 
conducts away too much heat. 

DistJtene. Ds Saussure made use of the mineral called 
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disthene, kyanite, or sappaie, before the or of pktiiia foil was 
known. This mineral can be divided into small slips, which 
may be fastened at one end to a bit of glass tube, wUch an- 
swers the purpose of a handle ; the assay is then attached to 
it by being moistened, or by a little gum water. Tins sal^ 
stance is, however, not so common that it can always be ob* 
taincd, and its use is rendered quite imnecessary by the intio- 
duction of platina. The disthene is, moreover, attacked by 
the fluxes. 

A strip of mica can sometimes be used as a support for the 
roasting of metallic ores, if the reducing influence of the 
charcoal is to be feared. 

Fire clay can also, according to Suhthson, be used for this 
purpose. The clay is to be beaten out into a thin sheet, be- 
tween two pieces of paper, with a flat, smooth hammer. It 
can then be cut into acute-angled triangles, broad strips, dsc. 
The best way of preparing them is this : an equal quantity of 
burnt and unbumt clay must be kneaded with water to a stiff 
paste, which is to be laid on paper, and then covered with soft 
paper ; it must then be smoothed with a roller, for which pur- 
pose a cylindrical bottle can be used. The mass is to be cut 
up while moist, and dried in the air, and afterwards under a 
press, since otherwise it would warp and crack. The form of 
small cupels can be given to the pieces, by cutting out round 
disks, and then pressing a concavity in the upper sur&ce by a 
stamp of proper size, turned out of hard wood. These clay 
slips withstand the action of borax, and are not attacked by the 
oxide of lead. They must be heated in the flame of a spirit- 
lamp, before being used, to drive off*hygrometric moisture. They 
are best held in the hand ; but small pieces, and the cupels are 
to be laid upon charcoal. 

Glass tubes. In case the assay is to be roasted in such a 
manner as to detect the substances which may be volatilized in 
the operation, I vaake use of a glass tube at least three inches 
long and one-twelflh of an inch in diameter, open at both ends. 
The assay is placed in this, near one end, and the tube is to be 
held with this end slightly inclined downwards. According as 
more or less heat is required, the spot where the assay lies is 
to be heated with a spirit-lamp or by the blowpipe flame ; and 
the tube can be inclined more or less, as a stronger or lighter 
draught of air is required. Substances which are volatilized 
by this operation, but not gaseous, sublime into the upper part 
of the tube, and can then be recognized. This small piece of 
apparatus is seen in Fig. 19, a, PI. II. Although straight tubes 
require no previous preparation, and are therefore easily pro- 
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cured, there is one difficulty attendant on their use, which is, 
Aiatihe assay is apt to fall out, if the tube be inclined before 
jl 18 so so^ned by the heat, tluit the substance under examina- 
tion can £uten itself to it It is, therefore, better to bend the 
tubes near the lower opening, at an oblique angle, into the form 
riiown in Fig. 19, chd. The assay is then to be laid in the 
angle at ft, wad the tube can then be inclined at an angle suffi- 
cient to allow the gaseous vapors to rise, without danger of its 
felling out When a very slight draught of air is required, the 
aperture at e can be made snmller by melting it together. This 
is especially useful in detecting selenium when roasting sul- 
phurets, since the slight access of air does not allow the sele- 
nium to become oxidized. Still another kind of tube will be 
mentioned under the head of arsenious acid. 

Glass mcUrasses. When the assay is to be examined for 
water or other volatile matters, or when it is liable to decrepi- 
tate, it must be heated in a glass tube closed at one end, and 
slightly enlarged at the other, so as to have the form of a small 
matrass, A^ Fig. 20, PL 11., since the volatile matters are more 
easily driven off when the air is allowed to circulate in the ap- 
paratus. 

When, on the other hand, combustible substances are to be 
sublimed from the assay, as sulphur, arsenic, &c., the tube 
must not be enlarged at the closed end, to avoid combustion, 
which might be caused by the circulation of air. 

YoN Engestrom proposed to heat decrepitating substances 
in a cavity in the charcoal, by covering it with another piece 
of coal, leaving a small aperture into which the flame of the 
blowpipe could be directed. Wollaston placed the decrepi- 
tating substance in a fold of platina foil. Bergman used 
glass tubes closed at one end, and also a platina spoon, closed 
by a lid provided with a hinge. Gahn preferred the small 
glass matrass to any other contrivance, but he used it- only for 
decrepitating substances, and paid little attention to the reaction 
obtained by sublimation. 

The glass tubes and matrasses which are used for the exam- 
ination of metallic substances, are oflen destroyed in the course 
6f the operation. For this reason, it is necessary to be provi- 
ded beforehand with a supply. It is troublesome to carry 
tiiem in travelling, and difficult to replace them when broken. 
I am in the habit of cutting glass tubing into pieces of five or six 
inches in length, which I keep in a wooden or tin case. The 
place where 9ie glass tube has once been exposed to the flame 
oannot be a second time heated without cracking, as the glass 
generally loses its shape. For this reason a piece must be cut 
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off with a file, and the tube then cleaned with a bit of paper 
wound round a wire. Thus with one piece seven or eight op- 
erations can be performed, since each one will not require mcne 
than half an inch to be cut off. In the same maimer the 
closed tubes can be cut off and cleaned. 

The matrasses are rarely exposed to so high a temperature 
as to be destroyed. They can, therefore, be used for a long 
time, but still it is best to have a few in readiness in case o( 
accident. Those tubes which are merely closed at one end, 
without being enlarged, are best made as wanted, by sealing up 
one end with the blowpipe, by means of the spirit-lamp. Thus 
the same piece of tube can be used, open or closed, as occa- 
sion requires. When the piece is too short to be used as an 
open tube, it will still answer the purpose when a closed tube 
is required. 



VI. INSTRUMENTS WHICH ARE REQUIRED 
WITH THE FOREGOING. 

1. Forceps, Forceps, or tongs of various kinds are used for 
different purposes. 

a. Forceps to hold the assay during the operation of blow- 
ing. It oflen happens that small fragments are blown away 
by the current of air produced by the blast upon the charcoal. 
They must, in such cases, be held by forceps, of which the 
whole, or the points only, are of platina. 

They are best made of steel, of the form shown in two 
views, PL in. Fig. 21, a 5, are two small strips of steel, of the 
form shown in the figure, to the ends of which platina points 
are attached, by means of two small rivets. These steel slips 
are fastened, in the middle, to a small plate of the same metal, 
which lies between e e, so that a double pair of forceps is 
formed, which, at one end, have broad steel points, separated 
from each other, and at the other, narrow and long platina 
points, which are closed upon each other by the elasticity of 
the steel part of the instrument. In order to open them, each 
piece has a small projection, d d^ passing through one limb and 
attached to the other, so that when they are pressed between 
the thumb and finger the platina points separate, and, if the 
pressure be relaxed, the elasticity of the steel holds the assay 
firmly. 
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The platina points must be sufficiently stiff at h not to giv^ 
way to the elasticity of the steel, but they must dinunish in 
size towards c, in order not to conduct away too much heat. 
The steel points must be tempered at a, in order not to be 
scratched or blunted, when used to break off small fragments 
of the specimen for examination. This kind of forceps has 
been introduced among us from France, and it answers the 
purpose admirably. 

A less convenient form is used in England. It is rep- 
resented by Fig. 22, PI. HI., in profile. The legs, aft, are of 
brass, and are attached together at ft, like the former kind. At 
ft two platina points, ft c, are riveted, as before. The forceps 
are kept open by the elasticity of the metal, and are shut by a 
double button, d, which slides up and down in a slit cut in the 
legs. When the button is slid towards c, the legs shut closer 
together ; e e are two bfts of wood, fastened to the legs, by 
which the forceps are held, since brass is so good a conductor 
that the fingers are liable to be burnt, if the operation be con- 
tinued for some time. 

b. When anything is to be held more firmly, a pair of iron 
forceps is used, made like the foregoing, and represented by 
PL ni. Fig. 23. The button, d rf, by which the forceps are 
closed, is provided, on one side, with a steel spring, to hinder 
the forceps from opening from the sliding back of the button, 
when a large object is grasped. 

c. To break off small fragments from the specimen without 
striking it, or to divide small fragments, a pair of cutting-pliers, 
like Fig. 24, is used ; the edges ought, however, rather to be 
broad and strong, than sharp, since otherwise they would soon 
be gapped. 

d. A peculiar kind of forceps for trimming the lamp-wick. 
For this purpose I use a pair of iron forceps with long points. 

2. Hammers, It is necessary to be provided with two ham- 
mers, both of good and well hardened steel. One must have, 
at one end, a round and polished surface, to flatten out globules 
of reduced metals ; the other end must terminate in a blunt 
point, which is to be used for breaking off pieces for analysis, 
when the blow requires to be struck on a small surface. The 
other hammer must be square at one end, and at the other it 
must terminate in a broad sharp edge to answer as a sort of 
chisel, in case of necessity. Such a hammer is represented by 
Fig. 25, a, PI. in. This is used to break off fragments for 
analysis, and the sharper the comers and edges, the less the 
injury to the specimen. If they become rounded, the hammer 
must be ground sharp again. 

a 
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3. An anvil. An anvil is needed to break up fragments of 
minerals, and also to flatten out reduced metals. Von Enges- 
TROM and Bergman used polished steel disks, an inch square, 
and one-fourth of an inch thick. In order that the specimen 
may not be thrown about by the violence of the blows, a steel 
ring is placed in the middle of the disk, inside of which the 
fragments are confined. Gahn changed the form of the anvil 
to that of a parallelepiped about three inches long, one inch 
thick, and five-eighths of an inch broad. Fig. 26. This has the 
advantage that the anvil has several surfaces, which can all be 
used. It is also sufficiently strong to resist every blow, and 
can easily be packed with the other instruments, in the manner 
which I shall describe. The ring is an entirely unnecessary 
addition, which does not answer the purpose intended. If a 
substance is to be broken in pieces, it must be wrapped up in 
paper, laid upon the anvil, and struck -heavily with the hammer. 
The paper prevents the fragments from being scattered about, 
and although it breaks in pieces, the powder can be taken out 
without loss. To flatten out the grains of reduced metals, the 
best way, in my opinion, is to cover the grain with thin paper, 
and then to press upon it with the finger ; in this way, a pro- 
jection is left where the globule lies ; the paper can then be 
held fast by the fingers, and the metal flattened out. If the 
metal be brittle, the powder remains on the spot ; if malleable, 
a scale is obtained, which fastens itself by its ragged edges to 
the paper, and can thus be conveniently examined. 

4. A knife. A knife of good steel is required for many pur- 
poses ; it must be so formed that the edge be blunt, and the 
point bluntly ground off*, but sharp. This knife can be mag- 
netized, so as to answer the purpose of a magnet. I use a 
pen-knife with a blade which can be shut up. With such a 
knife the hardness of substances is determined, by observing 
whether they are more or less scratched by steel. With the 
point of the knife, when moistened in the mouth, the fluxes 
are taken up, and, when necessary, they can be mixed by it 
in the palm of the hand ; in short, the knife is one of the most 
indispensable instruments of the blowpipe apparatus. 

5. One or more Jiles. Triangular, flat, half-round, and round, 
are used on many occasions, which it would be idle to enumerate. 

6. A small mortar with its pestle^ of agate or chalcedony, 
the smaller the better. The one which I use is not quite two 
inches in diameter, half an inch high, and the concavity ground 
in it is five-sixteenths of an inch smaller each way.* It is de- 

* Gahn, once haying lost the pestle of his mortar, took a chalcedony buttiw 
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sirable that the bottom should be slightly transpcurent ; it must 
also be free from holes or flaws, in which the pulverized sub* 
stance might collect. 

A small piece of pumice stone must be kept for cleaning 
the mortar, since, otherwise, it is difficult to remove the traces 
of metalliferous minerals from the surface of the mortar. 

7. A conical tube of tinned iron^ PL m. Fig. 28, the ends 
of which are filed away so as to leave a cutting edge. This 
cone is used to bore cavities in the charcoal ; 3ie larger end 
makes a larger, the other end a smaller, hole, which is smooth 
at the bottom, and regular in form. The figure shows the con- 
ical tube, containing a phial, for which it serves as a case. 

8. A microscope. Fig. 27 shows the best form of the mi- 
croscope, which takes up little room, and is conveniently used. 
It has two lenses of diflferent magnifying powers, which must 
be plano-convex, as suggested by Wollaston, in order to in- 
crease the field of vision. This instrument is quite indispen- 
sable in this kind of experiments; and colors should never be 
decided upon without its aid, since the reflection from the sur- 
fitce of the coal oflen causes, in small beads, a deceptive play 
of colors, which disappeeurs under the microscope. 

9. A box for preserving the reagents. In these researches 
it is highly desirable that die fluxes should be so placed that 
they can be conveniently taken out for use, especially when 
certain experiments are to be made, in which a decisive result 
cannot be taken for granted, but when, notwithstanding, the 
use of any one of the fluxes may, unexpectedly, decide the 
question. This circumstance induced Gahn to contrive a box 
in which all the reagents could be kept so as to be at hand 
when wanted, and in which the separate compartments could be 
opened and shut by the right hand, and the flux taken out, 
without the necessity of laying down the assay and its support, 
which is held in the lefl hand. The form which Gahn at last 
fixed on is represented by PI. III. Fig. 30. It is a box 8^ inches 
long, and 1^ inches broad, and when shut, 1 inch in height 
It is divided into nine cubical compartments, each one of which 
is provided with a closely fitting lid, and it has also a common 
lid for the whole, which can be closed by a couple of hooks. 
To render this lid more secure, it is provided with two cross- 
pieces, which fit into spaces lefl between the lids of the second 

which had a surface fitted to the concayity of the mortar, and fastened it with 
riielhic, to a handle of corlc : he never afterwards required any other. I was 
compelled to make one in the same way, and mention this, that others who 
may happen to be in the same difficalty, may have recourse to the same expe- 
dient. 
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and third compartments, counting from each end. The com« 
mon lid w fastened by metal hinges, while the smaller lids turn 
on a c/immon axis, which passes through all of them. These 
joints rr;quire to be made with considerable care, and make the 
box daarer than it would otherwise be. This expense may be 
partially obviated, by making the hinge of a strip of morocco 
lcatlir;r fastened U) the back of the box, which, bending as the 
c^/ver is raised, answers as well, if not better, than a metal 
hinge. Kach reagent which is most oflen required has a sep- 
arate c(;m[iartmcjnt, and those which are only very rarely used 
can 1m3 wra[)pcd in paper, and a number of them placed to- 
gf;th(;r in one division of the box. In travelling, wide-mouthed 
phials may be used with advantage ; they can be closed with 
corks. As many small phials, or turned wooden boxes, as are 
re/|uir«;d, may be placed in a case of lackered tin, of the form 
and nv/Ai of the wooden box above described, into which they 
may 1x5 made to fit. The box should be two-thirds of the 
height of the phials, and the cover may be put on, without a 
joint or hinge, like the lid of a common snuff-box. This method 
of preserving the fluxes was introduced by Sefstrom, at the 
BchfxA of Mines at Fahlun, and is used by the pupils on their 
excursions to the mines. 

10. A plate of 8heet4ron^ 12 or 14 inches square, with a 
rim half an inch wide, turned up at the edges. This plate is 
xmul to contain the lamp while it is in use, in order that when 
substances should fall from the support, they may be easily 
fotmd on this plate. For this purpose, the bottom should be 
kept covered with clean paper. 

a. A corky through which passes a glass tuhe^ with a fine 
opening at one end^ V\. II. Fig. 20, B. This tube is inserted 
into a bottle half filled with* water, and answers the purpose of 
an cdulcorator, in certain reductions, which will be described 
farther on, whore the charcoal powder is to be washed from 
the reduced mcUxl. Since bottles and water can everywhere 
be had, it is only necessary to take the tube in a travelling case. 
It can be inmirUid into a very conical cork, in order to fit a va- 
riety of sizes of bottles. 

12. In travelling, a cylindrical hottle of tinned iron^ fastened 
by a screw cap, like the blowpipe-lamp, is useful. It is intended 
to contain a provision of oil, which, in travelling, it is of\en 
difficult to procure of good quality. 

Id, A square case of tin, for several large pieces of char- 
coal, which must be wrapped in paper before they are placed 
in it, since, if they lie loose, they are apt to be shaken to 
powder, which escapes and covers everythmg with dirt. 
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14. A smaU ohlong hox of lackered Hn<t which is provided 
on the inside with silk cushions, which fill the whole box. Be- 
tween these cushions the small loose parts of the blowpipe ap- 
paratus are to be kept, such as platina jets, foil and wire, a fine 
needle to clean the aperture of the jet when necessary, and a 
small blood-stone to try whether the reduced but unmelted me- 
tallic substances have a metallic streak. 

15. A case of tin or wood^ for glass tubes. 

16. A match hox^ for which I generally use a small phial of 
phosphorus, closed with a tin or glass stopper, which must be 
smeared with tallow. 

17. Several cylindrical hoxes^ which are intended to contain 
a provision of those fluxes which €ure most often required, such 
as borax, salt of phosphorus, and soda. 

18. Several small porcelain capsules^ three-fourths of an 
inch in diameter, and three-eighths of an inch in depth ; they 
are intended for preserving the fragments of minerals intend- 
ed for examination, and for the substances which have been 
tested, and laid aside for description. 

All these instruments must be kept where they can be con- 
veniently reached, without the necessity of stopping to look for 
them. There are two methods of attaining this end, one when 
the apparatus is to be used at home, and another when it is requir- 
ed for use in travelling. I will describe both methods as used 
by Gahn, of the utility and convenience of which I have, by 
long experience, become convinced. 

To arrange and preserve the blowpipe apparatus at home, a 
peculiar sort of table' is used. The form is not a matter of 
much importance, but PL IV. Fig. 34, represents the table used 
by Gahn. In the narrow ends of the table, two drawers are 
inserted, which are represented in the figure as drawn out, to 
show their peculiar and skilfully contrived arrangement. Each 
drawer is supported by two side pieces, which are feistencd to 
its bottom, and are much longer than the drawer itself. These 
pieces slide in grooves made in two slips of wood fastened 
under the drawers, and prevent the drawers from slipping out 
entirely and falling, when opened far enough to expose the 
back compartments. 

These two drawers are especially destined for preserving 
the blowpipe apparatus. In the right hand drawer are placed 
the most important and most frequently used pieces of appara- 
tus. Those which are not so often used are kept in the left 
hand drawer. To prevent the instruments from getting into 
disorder, the drawers are divided into compartments, by 
tin boxes, which are more easily taken out and cleaned, than 

3» 
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if the compartments were fonned of strips of wood. In the 
other four drawers on the front side of the table, which, if 
necessary, can also be filled by boxes of tin or pasteboard, the 
lamp and the iron tray can be kept, together with the charcoal, 
and a supply of fluxes, lamp- wick, and other useful articles, and 
the substances intended for examination ; and behind the left 
fore leg is suspended a towel, which is thus always at hand, 
and which can be used, and then dropped, without the necessi- 
ty of seeing that it is put in its proper place. 

When on a journey, the instruments are to be arranged in a 
case of leather, made like a case for surgical instruments. 
PL IV. Fig. 35, represents such a one. It consists of a large 
piece of leather, from 40 to 42 inches long, and 18 inches 
broad, which is folded lengthwise, so as to be 10 inches wide. 
To this a leather band is sewn, so as to form from 25 to 30 
folds or spaces. In these spaces the instruments are to 
be arranged ; the folds on each side are to be turned down and 
fastened by ribbons sewn on to the edges, and the whole rolled 
together and secured by a leather strap fastened to the edge. 
The spaces must be graduated in size according to the instru- 
ments intended to fill them ; the largest should be placed near- 
est the end which is first to be rolled up ; small spaces should 
be lefl between the larger ones. It is well to leave a few 
empty spaces for future wants. This case has one advantage, 
that when it seems already full, in case of necessity, half as 
many more instruments may be packed into it. 

The instruments lie without being shaken or rubbed against 
each other ; the case takes up the least possible room, and can 
be packed among other things without injuring them. I en- 
close it, when on a journey, in a linen sack, and put it in the 
comer of the carriage, where it occupies little room, and is at 
hand when required for experiment. When I remain several 
days at the same place, the case is unrolled and suspended by 
a button-hole in one end to a nail in the wall, so that everything 
can be conveniently and easily reached. 

I have described these methods of packing rather circum- 
stantially. They were the result of many experiments on the 
part of Gahn, to bring the system to perfection, and he who 
follows accurately what I have laid down on the subject, will 
be spared the necessity of making the same trials, and resting 
satisfied at last, perhaps, with a less convenient form of arrang- 
ing and packing his apparatus. I assure any one, that if he is 
willing to make the small outlay required to arrange everything 
as I have here described it, he will be satisfied, and I am con- 
fident that there is nothing which can be spared from the list. 
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Besides the abovementioned instruments, I generally carry 
a few others in the same case, which do not properly belong to 
the blowpipe apparatus, but which are of great service to the 
chemist when travelling. 

19. A short arm to fasten to the standard which supports 
the lamp, and which can be screwed in any position. It is rep- 
resented in PL n. Fig. 19, i k. It has in front a deep slit cut, 
which can be brought together by a screw, I, In this a trian- 
gle, ah c^ cut from sheet iron, is inserted, as a support for a 
platina capsule, or a crucible of the same metal. It consists 
of two parts, ah d^ and acd^ which are connected by a hinge 
at <{, so that the triangle can be folded together, when it is to 
be placed in the case. The small holes, efg A, on a 5, are 
intended to reduce the size* of the opening, in order to fit 
smaller crucibles ; a steel wire, bent at one end at a right 
angle is inserted into one of these holes and laid against one of 
the four small projecting points, efgh (lettered to correspond 
with the holes), so that four different sized triangles can be 
formed. I must add, that the figure is a little smaller than the 
triangle which I use. 

20. A small capsule of platina^ which, together with the 
spirit-lamp, occupies the largest division of the case ; also a 
handle of wood, which Gahn contrived for similar vessels. 

21. A magnetic needle^ mounted with an agate cup, with a 
stand. PL HI. Fig. 32, A, and Fig. 31. 

22. Hauy*s electrical torsion halance^ Fig. 32, J?, for which 
the same stand will answer as for the former. 

23. A piece of transparent crystallized carhonate of lime^ 
for electrical purposes. Nos. 21, 22, and 23 are packed to- 
gether in a small case. 

. 24. A cylindrical case^ in one end of which, a glass tube 
filled with sealing-wax is kept, in which a small pin of steel is 
inserted, to which the torsion balance can be suspended, when 
it is necessary that it should be isolated. The other end is oc- 
cupied by a conical stand, also of sealing-wax, to which a hair 
of a cat is fastened. This electroscope, invented by Haijy, is 
the most delicate of all, and allows us to dispense with almost 
all others in physical examinations of minerals. The hair is 
rubbed between the fingers, by which it is negatively electri- 
fied ; and if in this state it be approached to an excited body, 
it will be attracted or repelled, according as the body be posi- 
tively or negatively excited. When the hair is not electrified, 
it is attracted by all electrified bodies, and detects smaller quan- 
tities of electricity than even the torsion balance. 
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95. A Heel magnet^ for performing Haity^s experiment of 
double magnetism.* 

26. A small pair of scissors. 

27. A jsmall pair of pliers^ to take off and put on the cru- 
cibles, when heated by the spirit-lamp. 

28. A small touchstone^ and several needles of gold alloys^ 
tor trying the fineness of gold. 



Vn. THE REAGENTS, AND THE METHOD OF 

USING THEM. 

Ceonstedt used generally but three reagents ; basic carbon- 
ate of soda, borate of soda, and the double salt of the phosphate 
of soda and ammonia, which I shall call here|ifler, for the sake 
of brevity, by their common technical names, soda, borax, and 
salt of phosphorus. These reagents are all still in use, and 
among the great number of those which have been tried since 
that time, not one has been found to replace either of these. 
It is singular enough, that, in the very beginning of the art, the 
very best reagents should have been hit upon. In addition to 
these, which are constantly required, others, intended for certain 
special purposes, are not so of^en used, but must be at hand, as 
occasion may require. I will speak of each reagent by itself, 
of the purpose it is intended to accomplish, and Qie method of 
using it. 

1. Soda (carbonate of soda). For this purpose the carbon- 
ate or the bicarbonate may be used ; but it must be perfectly 
pure, and, especially, free from sulphuric acid. It is best pre- 
pared by dissolving the common refined soda of the shops, and 
impregnating the saturated solution with carbonic acid, by 
which operation the bicarbonate of soda is thrown down, in 

'*' This experiment is intended to detect the slightest trace of magnetic force 
in minerals, and is thus performed. A magnet is placed at a small distance 
from the suspended magnetic needle, the north pole, for instance, turned 
towards that of the needle ; it is then gently moved toward the needle till it 
takes a position at right angles to its former place, caused by the repulsion of 
the same kind of electricity. The repulsion of the magnet and the force of 
terrestrial attraction now hold the needle exactly balanced between them, so 
that the smallest disturbing magnetic force moves it out of its place, and the 
attractive power of the magnet prevails. In this way an amount of ma^etic 
force may oe detected whicn would not be sufficient to affect the needle m its 
ordinary state. In performing this experiment, care must be taken not to 
excite electricity in tne mineral by handling it, since it would exert the same 
attracting power as magnetism. 
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the form of a white crystalline precipitate ; this precipitate 
must be washed a few times with cold water, and then dried. 
The salt can be kept in powder, either as obtained by this pro- 
cess, or after being ignited. In the former ccuse it takes up 
more room, but in Sie latter state, when a moistened knife is 
introduced to take out portions of the soda, the remaining por- 
tion is rendered lumpy by the absorption of water. 

The object of the use of soda is, in general, two-fold : a. to 
determine whether substances, when melted in it, are fusible or 
not; and, b. to assist in the reduction of metals. Both are 
operations of the highest importance, and render soda the most 
indispensable of the fluxes. 

a. The fusibility of substances in soda, A great number of 
substances have the property of combining with soda at a high 
temperature, but the greater part of these combinations are in- 
fusible. Soda produces fusible combinations with acids and 
with a few metallic oxides, including silica. These are for the 
most part absorbed by the charcoal. The combination which 
most frequently occurs, is the glass formed by it with silica or 
minerals containing silica, of which I will speak farther when 
treating of silica and the silicates. 

When soda is to be used, certain small precautions are to be 
observed. It is to be taken out of the box in which it is kept 
with the point of the knife moistened in the mouth, in order 
that the powder may adhere to it. It is to be placed in the 
hollow of the lefl hand, and, if necessary, moistened with a 
little water, and then worked into a coherent mass. If the 
substance to be examined is a powder, it must be kneaded up 
with the soda ; but if it be a thin scale or fragment, it must be 
covered with the soda, and then gradually heated on the char- 
coal to the mehing point. It oflen happens that the soda will 
be absorbed by the charcoal at first ; this does not hinder its 
reaction upon the assay, for if it is soluble in the soda it will 
draw it out again ; a constant effervescence is seen upon the 
surface of the assay, the edges become rounded, and it is soon 
converted into a melted globule of glass. If, on the other 
hand, the assay be not soluble in soda, but be decomposed by 
it, it is seen gradually to change its appearance, but without 
melting. However, before coming to the conclusion that such 
a substance is insoluble in soda, it must have been mixed with 
the soda in a pulverized form. If too little soda be added to 
the assay, a part of it remains undissolved, surrounded by a 
clear gleuss ; and if too much be added, the glass, on cooling, 
becomes clouded. In order, in each of these cases, not to be 
deceived by an element of the substance examined, which 
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might be insoluble, and thus cause an opacity in the bead, 
more of the same substance must be added, to see if in that 
manner a transparent glass can be obtained. In general, it is 
always best to add the soda in small portions, to observe what 
effect varied proportions of the flux may produce. 

It often happens, that, in this operation, the glass while cool- 
ing becomes colored, and assumes a tint varymg from yellow 
to a deep hyacinth red, or becoming even opaque and dark 
yellowish brown. This happens when the soda or the assay 
contains sulphur or sulphuric acid, the color being produced by 
the hepar or liver of sulphur, which is formed by the reducing ac- 
tion of the charcoal. If it always occurs with the same soda, it is 
a proof that it contains sulphate of soda, and it is therefore un- 
fitted for blowpipe uses; but if the soda generally gives a 
colorless glass, the assay contains sulphur or sulphuric acid« 

Cronstedt and Bergman prescribed the use of a metallic 
spoon, in which the soda was to be melted with the mineral, 
because they believed that the absorption of the flux by char- 
coal might prevent its action upon the assay. Gahn never 
used the spoon for this purpose, because by performing the 
operation on the charcoal, the melted mass assumes a globular 
shape, of which the color and degree of transparency can be 
accurately observed, while, on the contrary, it spreads over the 
surface of the spoon. 

b. The reduction of the metallic oxides. This operation, by 
means of which quantities of reducible metals are often de- 
tected which would escape the test in the moist way, unless 
very large quantities were operated on, I consider the most 
important of Gahn's discoveries in the use of the blowpipe. 

When a small quantity of native or artificial oxide of tin is 
placed on the charcoal, a practised blower can obtain from it, 
with some difficulty, a metallic globule ; but if a small quantity 
of soda be added, the reduction is effected with ease, and, i£ 
the oxide be pure, it is entirely converted into a globule of tin. 
The soda then assists in the reduction in a positive manner, 
but in what way is not exactly known. Since the substance 
which is to be reduced is surrounded by soda, and its contact with 
the charcoal rather hindered than favored, the soda may, during 
the operation, undergo partial reduction, by means of which the 
enclosed oxide is brought to the metallic state, by the action <^ 
the radical of the soda or its suboxide. If the metallic oxide 
contains a foreign body, which cannot be reduced, it is often 
difficult to bring it to the metallic state ; but if a small quantity 
of borax be added, which contributes by its presence to the 
solution of the foreign substance, the operation can be effected, 
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and the metal is generally much easier recognized, since the 
character of the substance under examination had previously 
been determined with tolerable certainty, and the reduction is 
only performed for the sake of confirming previous experi- 
ments. This kind of reduction has been described by Bebg- 

MAN. 

But let us suppose the metallic oxide mixed in small quanti- 
ty with other non-reducible substances, and that its presence is 
not known, or that it cannot be determined with certainty by 
other tests, in what way can it be discovered whether the assay 
contains a reducible metal, and how can it, in this case, be ex- 
tracted ? This question has been answered by Gahn in the 
following simple manner. 

The assay is to be pulverized and mixed, in the palm of the 
hand, with moist soda, to a paste ; it is then to be laid upon 
the coal, and heated in the reducing flame. Upon this, more 
soda is to be added, and the operation continued. As long as 
any portion of the assay is still remaining unabsorbed by the 
charcoal, more soda is added, and the blowing kept up, till all 
has been absorbed. The first and smaller portions of soda 
serve to collect the metallic matter scattered through the mass, 
and the final absorption of the mass into the charcoal, com- 
pletes the reduction of that part which had not before been 
reduced. The coal is then moistened with a few drops of 
water, and all that part of it into which soda has been absorbed 
is to be broken out and finely pulverized in the small mortar. 
Water is then to be poured upon it, to wash away the fine 
coal-dust ; the washing-tube answers this purpose excellendy ; 
this operation must be repeated till all the coal has been re- 
moved. If no metal was present in the assay, the mortar is 
left empty ; but if it contained ever so small a quantity of re- 
ducible metal, small, flattened, brilliant scales of metal are 
found, if the metal be malleable ; or a metallic powder, if it be 
britde, or cannot be melted. In both these cases the metallic 
streak, produced by the friction of the metal in the mortar, can 
be seen. Should the quantity of metal contained in the assay 
be exceedingly small, the metallic streaks are of^en not to be 
observed. The flattening of the malleable metals has the ef- 
fect that an almost invisible grain becomes flattened out into a 
plate with quite an appreciable diameter, while at the same 
time its surface receives a burnish. In this way, a quantity so 
small as one half per cent can be detected in a specimen of 
fin of the usual size for blowpipe experiments, and of copper 
the smallest trace can be detected and rendered visible. 

Care must be taken in these operations, to keep the tempera- 
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ture as high as possible, and to envelope the surface of the flux 
as much as possible with the reducing flame. None of the 
substance must be allowed to remain attached to the charcoal, 
or be washed away, since when the mineral collects in a grain, it 
is impossible to say in what part of the mass it may fie ; tiie 
coaly mass must be slowly and carefully pulverized, and cau- 
tiously poured ofl*, so that only the lightest and finest particles may 
be carried away with the water ; the result should not be deter- 
mined till all the coal has been washed away, since small scales 
of the metal may be concealed by the coal, and the particles of 
coal seen in a peculiar light have a metallic lustre, which might 
deceive the inexperienced. Lastly, the assay should always be 
examined with the glass, even if it should be large enough to 
be seen with the naked eye, in order to be certain that no error 
has been committed. It often happens that a mortar, which 
has been a long time in use, has small cavities which are filled 
with air, and form bubbles under the water, whose convex sur- 
face reflects the light like a metallic substance. It is, however, 
easy to recognize the true nature of the reflecting surface, in 
such a case, by turning the bottom of the mortar to the light ; 
if it Ixi a bubble it will be transparent, if a scale of metal, the 
spot will be opaque. 

Tlie metals which can be reduced in this way are, the pre- 
cious metals, molybdena, tungsten, antimony, tellurium, bismuth, 
tin, l(jad, copper, nickel, cobalt, iron. Among these, antimo- 
ny, biHrnuth, and tellurium are easily volatilized, if a strong 
heat Ikj used for the reduction. Selenium, arsenic, cadmium, 
zinc, and mercury, are so easily volatilized, that they cannot 
Ixi coiU?cted except in a small apparatus for sublimation. The 
proccm of reduction can be successfully performed by the be- 
ginner, if the assay contains 8 or 10 per cent, of metal. If, 
however, the proportion of metal be less, more care and more 
pnw;tice is required to keep the reduced metal in the mortar, 
and to detect it. To acquire practice in this operation, a sub- 
HUxnca containing copper is best chosen, and at each successive 
experiment the quantity of copper can be diminished by adding 
a jiortion of mineral which contains no copper ; and when the 
proportion is so far diminished that the copper can be no longer 
detec^ted, the operation must be repeated till the operator is 
succ^JHsful in again detecting it. When, in this way, several 
assay H have been made for practice, one soon becomes master 
of the science, which only requires dexterity and a practised 
eye. 

When several metals are contained in the same specimen, 
they are generally obtained reduced together to a metallic 
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alloy ; some of them can be obtained singly, e. g. copper and 
iron, which leave a regulus of each metal. When seyeral 
metals are mixed together, especial researches are required to 
determine the nature of the reduced metal. I shall describe, 
farther on, the reaction of each metalUc oxide. 

Instead of soda, potash can be used in all these operations ; 
but soda is always to be preferred, since its carbonate remains 
dry, while the carbonate of potash attracts moisture from the 
air, and because the dissolving power of soda is to that of pot- 
ash as 25.56 to 16.95, that is to say, in proportion to the quan- 
tity of oxygen which they contain. 

2. Borax, The borax of the shops must be dissolved and 
recrystallized. Gahn oflen showed me that by melting borax 
with soda, till both were absorbed by the charcoal, a white 
metal could be obtained, which seemed to come from the vessels 
in which the borax is refined. This docs not occur with borax 
which has been recrystallized. 

The borax can be kept in small grains of the size required 
for blowpipe use, or in powder, in which case it can be taken 
up on the moistened point of the knife, like soda. Some per- 
sons use borax from which the water of crystallization has 
been driven off by ignition, in order to avoid the intumescence 
which would otherwise take place when the borax is melted on 
the charcoal. This is certainly convenient, but the borax at- 
tracts moisture in process of time, at least on the surface, and 
begins to puff up, although not so considerably as before. I 
always use unmelted borax, since the intumescence causes a 
very trifling inconvenience, and the method of collecting the 
melted mass into a globule is soon learned. 

Borax is used for the decomposition of a great number of 
substances. The substance intended for examination, is to be 
placed, in powder or in fragments, according to circumstances, 
upon the swollen mass, or moistened and made to adhere to 
the borax bead. In general, it is best first to attempt to decom- 
pose a small fragment of the mineral, since if it be used in the 
form of a powder, the undecomposed particles are with diffi- 
culty distinguished from the already separated elements. The 
following circumstances are to be attended to; whether the 
substance is easily or slowly dissolved, with or without effer- 
vescence ; whether the bead has acquired a color, and whether 
this color remains the same in the oxidating and reducing 
flames ; whether the color is heightened or diminished during 
the process of cooling ; and, finally, whether the bead remains 
transparent after cooling, or becomes opaque. 

Certain substances have the property of giving a clear glass 
4 
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with borax, which remains transparent on cooling ; but if the 
bead be gently heated in the outer flame, especially if it be 
exposed to a fluttering external flame, it loses its transparency, 
becomes milk-white, and, in certain cases, acquires a color. 
This is the case, for instance, with the alkaline earths, with 
yttria, glucina, zirconia, the oxides of cerium, of tantalium, of 
titanium, &c; For this operation, it is necessary that the glass 
be saturated to a certain point widi the eaith or the oxide. . It 
is not the case with silica, alumina, the oxides of iron, of man- 
ganese, &c. ; and the presence of silica prerents this appear- 
ance from occurring in those earths which alone would show 
it, so that their silicates either do not give this result at all, or 
only after the glass is super-saturated by them. To avoid cir- 
cumlocution, I shall describe this operation by saying, that the 
bead can be rendered opaque by fiaming^ or by the intermittent 
flame. 

The use of borax is founded on the readiness with which 
the elements of this salt form acid and basic combinations, 
which are all, to a certain degree, fusible. For this reason, it 
decomposes bases and produces with them fusible douUe salts; 
and also with the. acids, among which I reckon silica, and to a 
certain extent alumina, it forms acid double salts. Since all 
these salts generally retain their transparency on cooling, the 
color which is produced by the combination with the ^lecom- 
posed substances is the more accurately observed. 

3. SaU of phosphorus. This salt is obtained by dissolving 
16 parts of sal ammoniac in a very small quantity oi boiling 
water, and adding 100 parts of crystallized phosphate of soda, 
which must be dissolved together over the fire ; the solution is 
then filtered hot, and allowed to cool slowly, during which op- 
eration the douUe salt forms in cr3rstals. The mother water 
contains common salt and a certain quantity of the double salt 
It does not, however, answer to evaporate again, since the 
oommon salt crystallizes with the double salt, which, besides, 
becomes acid during the evaporation, so that ammonia must be 
added in order to obtain crystals. If the salt of phosphorus 
be impure, it gives a glass which becomes more or less opaque 
on cooling. It must in this case be redissolved, ammonia add- 
ed, and the double salt recrystallized. 

This salt is kept in large grains or in powder. The ciystals 
are often of the proper size for keeping. Put upon the char- 
coal and submitted to the action of the flame, it boils, pufl& up 
a little, and gives ofi* ammonia ; phosphate of soda remains 
behind, which quickly liquefies, and on cooling becomes a clear, 
colorless bead. Its efficiency as a reagent depends principally 



on its firee phosphoric aeid, and it m piefeired to thia, because 
the phosphoric acid cannot be kept without deliquescing, while 
at the same time it is much dearer, and is also easily absorbed 
by the charcoal. The sah of phosphorus shows therefore the 
action of an acid upon the substance to be tested. The excess 
of acid takes up all the bases, and forms with them? more or less 
fijsible double salts, whose color and degree of transpareney 
most be observed. This flux is especially adapted for detect* 
ing the metallic oxides, of which tl» peculiar color is generally 
iar better determined by its aid, than when borax is used. 

This flux decomposes the combinations of the salts, and ex- 
pels the acids ; the volatile substances are driven oflf in fumes^ 
while the fixed remain behind, and either share the bases with 
the phosphoric acid, or are separated and swim undissolved in 
the glass. For this reason, the salt of phosphorus is an excel>* 
lent reagent for the silicates, from which the silica is separated, 
and remains as & geladnous mass undissolved in the melted 
flux. 

4. Saltpetre. Long and delicate crystals are to be selected 
and preserved entire. The use of this reagent is very limited, 
and its object is to oxidize such assays as cannot be oxidized 
by the extemai flame. This is performed by touching the 
melted flux wi& the extremity of the crystal of saltpetre ; since, 
however, the bead would get cold before the crystal could be 
taken up, it must be held ready between the third and fourth 
fingers of the right hand, while blowing. At the moment that 
the blast is suspended, the saltpetre is approached to the bead, 
and held for a moment against it The melted mass swells, 
foams, and either becomes immediately colored, or it does not 
become colored till after cooling. It is best not to continue 
blowing, since the reaction is best observed in this frothy state 
of the flux.. 

This reaction is hardly made use of, except to detect so 
small quantities of manganese that the bead would not be 
colored without the action of the saltpetre ; but as we posses» 
a better test for this substance, this reagent can be tolerably 
well dispensed with. 

5. Crlass of horax^'\a to be kept as a coarse powder. Its 
use is limited, but it is indispensable in detecting phosphoric 
acid in minerals, in the way which will be described in the ac- 
count of the reaction of the salts of the phosphates. 

6. BtsuIpJiate of potash^ in the anhydrous state. It is to be 
kept in the form of a coarse powder, in a phial well secured 
from moisture* It is only used in the detection of lithia^ bo- 
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FBcic acid, and bromine, in the way which will be described 
fiurther on. 

7. Crypsvm^ and 

8. Fluor spar, both, free from water, are used mutually to 
detect each other. They are, on this account, of great value 
to the mineralogical chemist. If a small fragment of g3rpsum 
be placed touching a still smaller fragment of fluor spar, and 
if liiey be heated together, they begin to melt at the points 
where they touch each other, gradually become absorbed into 
eax^h other, and easily melt to a clear, colorless glass bead, 
which cools into a milk-white enamel. In this way the two 
substances are used reciprocally to detect each other. This 
fused combination seems to be a double salt of the sulphate of 
lime and the fluor spar ; and since it is always necessary, in 
order to obtain a clear bead, to take a larger volume of gyp- 
sum than of fluor spar, it appears probable that the double salt 
is composed of one atom of each. If a considerable propor- 
tion more of one than of the other be taken, the fusion is in- 
complete. If the fused mass be heated strongly for some 
time, or if it be melted in the reducing flame, it fixes, swells 
up, becomes angular, and cannot be again melted. The reason 
of this seems to be, that the sulphuric acid is decomposed, sul- 
phurous acid formed, and the double salt destroyed. In the 
same way, sulphate of baryta and sulphate of strontian may 
be fused with fluor spar, and fluoride of barium and fluoride of 
strontium with gypsum. 

9. Nitrate of cobalt, dissolved in water. This solution must 
be quite pure, free from alkali, and slightly concentrated. I 
keep it in a small phial, made of glass tube, which is figured 
in PI. Ill Fig. 29, and which, to be better protected, is inserted 
in the cylinder used for boring cavities in the charcoal, after 
lining it with a piece of cloth, so that the glass may not touch 
the metal, and that the phial may fit perfectly, it is closed 
with a cork, into which a bit of platina wire is inserted, the 
end of which is hammered out into a sort of small spoon, so 
that a drop of the liquid may be taken out upon it 

The object of this reagent is to distinguish alumina and 
magnesia from each other. The first named of these substan- 
ces gives a fine blue color on being strongly heated with the 
oxide of cobalt, and the latter a pale rose-red. Silica does not 
prevent this reaction from taking place. This operation is per- 
formed in two ways. 

a. A fragment of the unpulverized assay is used in case it 
will absorb the cobalt solution, when a drop of the latter is to be 
put upon the former, and the whole is strongly heated, but not 
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fused. In a short time the assays aoquiros a colon IF blue, 
more or lees clear, it indicates the presence of alumina ; if, on 
the other hand, it be red, or pale rose color, it indicates the 
presence of magnesia^ In the latter case an attempt must bo 
made to melt the assay, since the red color is retained and ren- 
dered more i4)parent by fusion. The alumina retains its blue 
color on being fVised, but minerals which contain lime or an 
alkali without alumina, and which before fusion do not show 
this blue color, after fusion give a blue glass with the nitrate of 
eobah. 

b. If the substance be harder, a crystallized mineral, for in- 
stance, the following course must be adopted. The mineral is 
to be finely pulverized with water, in the small mortar, and 
the pestle is then to be lifted directly out of the mixture, so 
that a drop remains adhering to it, which drop contains the 
finest portion of the substance. This drop is to be placed 
upon the charcoal, which absorbs the water, and leaves a half 
(fay mass spread out upon its surface. A drop of the cobalt 
solution is to be added, and the whole heated, first by the 
spirit-lamp, and then with the blowpipe flame, to ignition. No 
regard need be paid to ^e changes of color, from blue to red, 
which take place before ^e matter is decomposed, and which 
end in a dark color. It is only afler a still stronger heat has 
been applied, that the desired recu^tion makes its appearance. 
When it is seen that the mass begins to separate itself from 
&e charcoal, it can be carefully taken in the platina forceps, 
and be thus more easily brought to the proper temperature. 

The color of the assay can only be properly judged, after it 
is perfecdy cool, and \jf daylight. By the light of a candle 
the clearest blue appears often of a dirty violet color. 

How much of the cobalt solution may be necessary, de- 
penda on its degree of concentration. This is easily learned 
by experience. The presence of the metallic oxides in the 
assay destroys the action of this reagent. Traces of saltpetre 
also change the nature of the reaction, so that it gives a blue 
cok)r with substances with which it' otherwise would not, e. g. 
with: aiiioa and: zirconia.* ^ 

^TbirfeaetiMi was discovered br Qahni \oag. before the cobalt bine color 
of tlift aneniAte aiul- pliosphate or cobalt with alumiiia was diacovered bjr 
Th^nard. Thi» led Oahn to the discoTery of the same blue color, which he 
prepared from the alamina precipitated /rom alum and free from iron, to which 
he added a concentrated solution of the oxide of cobalt in nitric acid, on 
which the whole was dried and strongly ignited ; but as G^hn found that this 
beaatilol blue ooler was diiagreeable to the ey« by candle-light, he thought 
that it ooald pol be iised^ and that it was not worth description. Re hit upon 
the 086 of this reagent m the course of a series of experiments, which ha 
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Oxalate of cobalt cani^also be used for this purpose. It is 
more easily kept and carried about, as it is in the form of a 
dry powder. The mineral is to be pulyerized exceedingly 
fine, and mixed with a gradually increasing qucuitity of oxalate 
of cobalt, while, afler each addition of the latter substance, a 
portion of the assay must be submitted to the acticm of the 
flame. In this way the proper proportion of the salt of cobalt 
for producing the blue color is hit upon. It is necessary to 
heat the assay with the oxide of cobalt for some time. 

10. Nitrate of nickel^ or oxalate of nickel, I prefer the lat- 
ter, since it can be most easily carried about in the form of a 
powder. The nitrate, however, when dissolved, can be more 
conveniently used. It is used to detect potash, according to 
the observation of Lamfadius, that a soda glass is colored 
brown by the oxide of nickel, while the potash glass, on the 
other hand, acquires the bluish-purple color of the solution of 
the oxide of nickel in ammonia. The oxide of nickel must 
be quite free from cobalt ; it is to be tested by treating it with 
borax, with which it should give a brown and not a Uue bead. 

11. Tin, For this purpose tin foil is to be preferred, either 
cut into small strips, or, still better, into long pieces half an 
inch in width, which can be rolled together. The object of the 
tin is to produce the highest degree of reduction in the ^ass 
fluxes, especially when the substance contains a minute quan- 
tity of a metallic oxide, which ean be reduced to a protoxide^ 
and thus give a more satisfactory result. The bead, previously 
heated in the reducing flame, is to be touched with the end of*^ 
the tin foil, which operation leaves a particle of melted tia- 
upon the flux, which is in an instant fused by the reducing 
flame. It is not necessary to blow for a long time, since the 
tin might entirely precipitate the metal to be reduced to the 
state of protoxide, in which case all reaction ceases. The tin 
may also be dissolved in so large a proportion in the salt of^ 
phosphorus, as to render the bead opaque. 

12. Irony in the form of piano wire of No. 6, 7, or 8. 
Bergman and Gahn used iron to precipitate metals from the 
diflerent fluxes, or to separate them from sulphur, or from the 
fixed acids. The metals which can be separated and detected 
in this manner, are copper, lead, nickel, and antimony. For 
this purpose, a bit of the wire is to be inserted into the fused 
assay, and the blowing continued, on which the iron becomes 

carried on in order to determine what changes mineral substances undergo, 
when dried and heated with metallic solutions. Of ail the substances which 
he tried, cobalt was the only one which gave a useful result. 
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ooated with the reduced metal, and which often collects in the 
form of small globules on the edge of the flux. Iron has ac- 
quired, however, a still more important application, which is 
founded on the property it possesses of reducing the phospho- 
ric acid of the phosphates to phosphorus, and forming phos- 
phuret of iron, which fuses in the flux to a white, brifie and 
metallic globule. I shall describe, farther on, in what manner 
the operation is to be performed. 

13. Le£u2, free from other metals, especially silver, for cu- 
pellation. 

14. Bone ashes, are used in the cupellation of metals con- 
taining gold or silver, or their ores. Gahn ussd small cupels, 
of one-fourth of an inch in diameter, which, laid one against 
another, could be kept in a cylindrical case. I have concluded 
that it is best to prepare them in the following manner. The 
bone ashes are to be kept finely powdered, or, still better, levi- 
gated, in the box with the other reagents. When wanted for 
use, they are to be taken out on the point of the knife moistened 
in the mouth, and mixed with a small quantity of soda, in the 
left hand, to a stiff paste. A hole is then to be made in the 
charcoal, which is to be filled with this paste, and the surface 
smoothed by pressing it with the agate pestle. It is then to be 
slowly heated by the flame of the blowpipe, or, still better, by 
the spirit-lamp, till perfectly dry. The soda serves to make 
the mass coherent, but it can be dispensed with. The lead, 
melted with the assay, is then to be Isdd upon this small cupel 
and heated in the exterior flame, till the precious metal remains 
alone upon the cupel. This test is so sensitive, that a globule 
of silver may always be obtained from the lead of commerce, 
which can be seen without a magnifying glass. I have even 
been able to take hold of them and hammer them out. 

I have seen pipe-stems used for the same purpose, the cu- 
pellation being performed upon a cross section of the same ; 
but these do not absorb a sufficient quantity of the oxide of 
lead, and allow of the cupellation of only a very small quanti- 
ty at once, so that the grain of silver is smaller in proportion. 
I endeavored for some time to use burnt cylindrical bones for 
this purpose. I performed the cupellation on a part near the 
end, and at each operation I removed the part already saturat- 
ed with the oxide of lead. But the fragility of the burnt bones 
is so great, that the former method is far preferable. 

15. Silicic acid, as obtained from the operations of chemi- 
cal analysis, or finely pulverized rock crystal. It is used to 
form with soda an easily fusible glass, to test the presence of 
sulphur or sulphuric acid, in case the assay does not contain 
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siiicic acid, with which the soda can farm a gUnn;. I lometiines 
1M8 glass instead of silica, hut this mixes less leadilfr than tiio: 
pare silica with the soda, when they are fused togedKT. See 
the article on the sulphates. 

L6. Oxide of copper^ is used- for detecting chlorine. 

17. Tssi-papery colored with litmus, Biazil-wood, and tar* 
meric, cut in small strips, and presenred^ according to ciicum* 
stances, in round or flat boxes. 

18. A piece of silver foU^ for the reaction of hepar or 
soluble sulphurets. 

19. Formate of xodo, anhydrous, is used for detecting arse- 
nic in the oxide ii antimony. 



Vffl. GENERAL RULES FOR BLOWHPE TESTING. 



It oflen happens, in the course of the operation, that the 
say, with which one has been for some time occupied, looaeoa 
itself from its support, and is blown away by the current o£ 
air. To recover the fallen substance, Gahn placed his biow^ 
pipe lamp in a large tray of sheet iron, with edges turned up 
about one inch, and covered the bottom with thick paper. The 
advantage of this arrangement is, that the substance, when it 
falls, is caught by the tray, and is easily seen upon the white 
paper. If die iron be tinned and the bead red hot, it may ea- 
sily melt a portion of the tin, by which, changes in the nature, 
of the results might be produced, on which the operator did 
not calculate. In travelling, shallow plates of porcelain or 
crockery ware can be used, or a sheet of paper, with turned- 
up edges, can be used in their place. Between the several 
operations the paper must be brushed, that no beads may ra- 
miain lying upon it to produce confusion. 

In regard to the size of the assay, the general rule is, that it 
is large enough, provided the nature of the result which is ex* 
pected can be distinctly seen, and that the operator is mora 
likely to fail by using too large, than too small an assay. Von 
Engbstbom prescribed a fragment one-ei^th of an inch square* 
This would perhaps do for operations made with the glasa* 
blower^s lamp, but it is far too large for use with the mouth- 
blowpipe. Bebgman recommended the assay to be of the siza 
of a pepper-corn, but added that very small quantities must 
oflen be operated on. A piece as large as a pepper-corn, ia» in 
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many cases, more than enough for all the researches which 
are to he made on a suhstance, and rarely can so large a mass 
he properly treated in the blowpipe flame. It is even much 
too lai^ for the glass of the flux. A piece of the size of a 
common mustard-seed is oflen quite suflicient However, 
experience soon teaches what is the most convenient size, 
especially if one attempts an operation on a small quantity, 
which he has been unable to succeed in when employing a 
larger fragment; and, in general, it may be remarl^ed, that, 
if the result be obtained with a large assay, the operation 
requires a longer time, and more exertion in blowing, while 
the degree of fusibility, and the color, are as well seen in the 
smaller assay as in the lai^er. The only case in which ad- 
vantage may be derived from the use of a large assay, is 
where a metal is to be reduced by soda, or by cupellation, 
where naturally a larger quantity of the metal is obtained, 
which can then be more easHy tested and examined. 

Before the assay is exposed to the action of the fluxes, it is 
necessary to examine its behavior alone before the blowpipe. 
This operation is thus performed : a. the assay is heated in a 
glass tube over the spirit-lamp, to see if it decrepitates or gives 
oflf water or other volatile matter ; b. it is to be gently heated 
upon the charcoal by the blowpipe flame, and then held to the 
nose the moment it is withdrawn from the Are, by which 
means the presence of the volatile acids, arsenic, selenium, 
and sulphur is detected ; the diflTerence of smell in the reducing 
and oxidating flames must be also taken into account, since 
sulphur and selenium are best detected by the oxidating, 
arsenic by the reducing flame ; c. its fusibility is examined. 
If it be a substance of which only round grains are to be had, 
it is best to lay it upon the charcoal, although it may be easily 
driven away by a strong blast, particularly if infusible. If, 
however, the fragment for examination can be selected, a quite 
thin splinter must be broken ofl* with the hammer from the 
edge of the speciiQen, and held in the platina points of the 
forceps, with the sharpest end exposed to the flame. It is then 
easily determined whether it be fusible or not. The infusible 
substances retain their edges unaltered, and, with the magnify- 
ing-glass, the question is settled in a moment. The diflicultly 
fusible become rounded on the edges, while the easily fusible 
melt together into a globule. Very difficultly fusible minerals 
I generally pulverize with water, and let fall a drop of the 
mixture upon th§ charcoal, exactly as in the operation with the 
nitrate of cobalt, when the mass is dried and heated in the 
outer flame till it separates from the coal. It forms then a 
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eokerent disk, which is to be taken eaiefully with tke 
tOBgi, and be^tted on the extreme edges, with the strongesl 
flame which can be pcoduoed. The edges of the islueible 
Biinerals axe generally bent together a litSe, a proof that the 
iubetanoe is not absolutely infusible ; but the me^^nifyiBg-riaflv 
riiows at once whether the assay be vilr^ed or not fhy, 
pulverulent substances are to be made into a paste, and spreeA 
out upon the coal with the point of the knife, and the blowing 
pvoceed^ with as befoce. 

I am conyinced that the tempemture produced by the blow- 
pipe, fed by air from the lungs, has a <£Btinctly defined limit ; 
so that, fcMT instance, ahimina or silica cannot be melted, how- 
ever small fragments of them may be employed f and that the 
observations with regard to the fusibility or infusibilky of dif- 
ferent substances do not diepend so much on the size of the 
assay and the skiM of the operator as has been generally sup- 
posed. For this reason^, the mouth-blowpipe has a decided 
advantage over the blowpipe in which oxygen gas is used. 

H. DE Saussube performed a set of experiments to deter- 
mine the relative degrees of fusibility of different minerals ; 
and he reckoned the temperature, at which they melt, in de* 
grees of Wedgewood's pyrometer, according to the diameter erf 
die laigest assay which he was able to melt, compared wifb 
the diameter of the lai^st globule of silver melted in Ibe 
same way, of which the degree of fusibility was previously 
determined. These experiments are of considerable valHie, 
but cannot properly be used as a means of discriminatiBg 
minerals, and the results could be but approximataons. I dlere^ 
fore pass them by. 

Certain bodies, especially minerals, change their appeiurance 
and form considerably in the blowpipe flame, without melting ^ 
some puff up like borax, others form caulifiower-like excres- 
cences ; and, of these, a part melt, afler swelling out, and 
others remain in that state without being fused. Some foam 
and melt, and form a blebby glass, which is rendered more- 
or less opaque from the numerous bubbles which it contains, 
although the mass of glass is itself transparent. 

This puffing up and foaming takes place, in most minerals, 
at the temperature at which all the water is driven off. The 
cauliflower-like ramifications seem to be caused by a change 
in the r9lfttivp posiitipa of the elements, prgdwced by the heat ;. 
but the intumescpnpp, whbh t^es pierce in the fiised mineral, 
seems to be oaused by the P^f^pe Qf a gc^seous constituent 
of the assay, although it often takes plf^ce in (substances in 
which, analysis shows no tr^e Qf guch M element, It often' 
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Idkaes [ilaoe in silicatea of lime, or of an alkali with alumina. 
It aometiniea diaappeafs for an instant, but soon conunenOM 
agaittt «nd oantuwes so long as the assay is kept at the meitinf 
point In this last case, the reason seems to he^ that the aasar 
takes carbonic acid gas from the flame, which, by contact with 
the coal, is reduced to carbonic oxide, and escapes in bubbles. 
The cause of these peculiar phenomena deserves to be mors 
fully investigated, since the knowledge of these substances 
cannot be considered perfect so long as this is not understood. 
In the mean time, this reaction serves to distinguish substances 
wluch resemble each other. 

In using the fluxes, the blast must not be too soon suspended ; 
that which first seems insoluble, is of^en by degrees taken up, 
and, afler some time, fully dissolved. Furthermore, the flux 
must be added in small quantities, and this operation must be 
repeated till the exact point of saturation is reached. When 
the fluxes are operated with in the reducing flame, it ofVen 
happens that the bead becomes oxidized in the short space 
of time required for it to cool, which renders the operation 
uncertain. In this case, the coal must be turned over, and the 
still liquid globule be allowed to fall upon a cold body, as, for 
instance, the tray ; or, if that does not answer, a drop of oil 
can be put upon it, by which it is cooled, though it oflen 
happens that the oil is carbonized and the glass rendered 
opaque, which must, if possible, be avoided. 

When the color of a flux is so deep that it appears black, 
it is customary to hold the bead against the flame of the lamp, 
in such a direction that its image appears inverted in the bead 
with the color of the glass. The bead also may be pressed 
flat with the smooth surface of the forceps before it hardens ; 
or, if that is not suflicient, the bead must be drawn out to so 
fine a thread, at the moment of its cooling, that its color can 
be recognized. 

Furthermore, substances treated in the outer and inner 
flame, as well as when fused alone and with the fluxes, offer a 
variety of appesurances which deserve notice, and which must 
all be taken into consideration, in summing up the result of 
each experiment. Attention must be given to the most trifling 
circumstances, since such may lead to unexpected results. 
Furthermore, the conclusions which can be obtained in regard 
to entirely unknown substances, investigated by the aid of the 
blowpipe, depend entirely on a general knowledge of chemistry, 
and especially oo an accurate acquaintance with the phenomena 
of the blowpipe, and also upon the personal skill of the ob« 
marcr in recognizing the most characteristic reaction, and in 
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following it up ; no general rule can be given in regard to Urn 
subject. When in Qie course of investigatioa with the blow* 
pipe, the results are to be described either for the b^iefit of 
one^s self, or of others, two series of observaticMis must be 
made and separately described ; since in such cases it may 
often happen, that that which escaped notice the first time may 
be evident upon a second examination. It is still better, how- 
ever, that two persons should each go through the same series 
of experiments, and draw up their results for comparison ; if 
they agree, it may, with reason, be concluded, that they are 
correct ; in the contrary case, the cause of the disagreement 
must be studied out. Here difficulties often are occasioned by 
the different manner in which different observers see and de- 
scribe colors. Thus, for instance, Gahn sometimes called a 
shade of color, yellow or dark yellow, which I should have 
called red, although we both agreed in naming the fundamental 
colors yellow or red. 



K. BEHAVIOR OF SUBSTANCES BEFORE THE 

BLOWPIPE. 

It cannot here be a question with regard to the simple, non- 
metallic bodies. They are in this state easily recognized, and 
the knowledge of their properties must be taken for granted in 
those who are occupied in such researches. Neither are the 
oxides and acids properly objects of investigation before the 
blowpipe, unless in combination with other oxidized bodies, 
and they will, therefore, be treated of in the description of the 
salts farther on. 

I will, therefore, commence with the metals proper, and 
especially their oxides, among which I reckon the alkalies and 
earths, and I will give the results of my experience in the de- 
termination of them. 

A. ALKALIES, EARTHS AND METALUC OXIDES. 

1. Alkalies. 

The alkalies cannot be recognized with perfect certainty by the 
action of the blowpipe. In their free or carbonated state, their 
taste, and their action on reddened litmus paper, is the best test 
for them. As salts, they are best detected by fusion with soda on 
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the platina foil ; if no precipitation takes place in the fused 
mass, the basis of the salt is an alkali. 

Baryta and strontian give a clear bead, but if the melted 
mass be dissolved in water, they are easily detected, since the 
carbonates of these earths remain behind undissolved. 

To distinguish the alkalies from each other, the point of the 
blowpipe flame must be observed. This flame ends in a 
pointed, feebly illuminating edge, which is often colored by 
various volatile substances. If, for instance, carbonate or nitrate 
of potash be melted into a bead on the platina wire, the flame 
is tinged with violet behind the bead. With a soda salt, it is 
yeUow, with a lithia salt, red. This reaction can, however, be 
rarely used for the detection of potash, since a minute proportion 
of soda tinges the flame yellow, and entirely destroys the pecu- 
liar action of the potash on the color of the flame. When, for 
instance, saltpetre contains only one per cent, of soda, the flame 
acquires a yellow color, and, in nature, potash seldom occurs 
without a mixture of soda. 

Habeoet used,, for the detection of potash, the observation 
of liAMPADiusi that potash glass is colored blue by the oxide of 
nickel ; soda glass, on the contrary, brown. This is, to a sur- 
prising extent, true. Nothing more is necessary than simply 
to dissolve the oxide of nickel in borax, and to add to the 
brown glass a very minute quantity of saltpetre, felspar, or any 
other substance containing potash, when a blue glass is ob- 
tained. The presence of soda does not impede this reaction. 
To produce this blue color, care must be taken that no more 
oxide of nickel be dissolved in the borax than the potash is 
capable of saturating ; for an excess brings out the brown color 
of the soda, by which the weaker blue is overpowered. The 
operation succeeds best when the color of the borax glass is 
very faint More and more of the assay is to be added, and if 
it contains potash, a blue bead will at length be obtained. 

The yellow color which soda imparts to the blowpipe flame, 
although always well marked and evident, is not to be trusted 
to as a means of detecting this alkali, since it may be produced 
by a variety of causes. 

Lithia is distinguished from the foregoing, in that when it is 
melted upon platina foil, this alkali leaves a yellow stain around 
the spot which it covered ; this reaction is not produced by lithia 
salts, unless soda be added, which separates the lithia, which 
then acts upon the platina. This reaction is not to be depended 
upon as a test for lithia, since, although it takes place most 
decidedly when a salt of lithia is present, it is also produced by 
substances which do not contain lithia, when they are heated 
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with soda, and even the soda itself sometimes leaves a trace 
upon the platina. This is not the case with potash, which, oa 
the contrary, has the disadvantage, that, added in excess, it 
destroys the recustion even if lithia bo present This spot upcm 
the platina disappears if washed and ignited ; but the metal 
loses its polish and becomes dull, which c€ui easily be seen 
when the platina is heated. 

Che. G. Gmelin noticed that lithia imparted a red color to 
the point of the blowpipe flame, if directed upon that alkali. 
TuRNEE showed that this reaction can be produced in the sili- 
cates containing lithia, if 1 part of finely pulverized fluor-cipar 
be mixed with 1^ parts of sulphate of ammonia, or bisulphate of 
potash, and the substance be melted with it. When Uie am- 
moniacal salt is used, the flame is at first green and then red. 
If a potash salt be used, and the assay contains no lithia, the 
flame is of a faint violet color ; if, on the contrary, it does con- 
tain lithia, the flame is red. 

Ammonia is seldom tested for by the blowpipe. The sub- 
stance needs only to be mixed with soda, when the peculiar 
smell detects the ammonia at once, or the mixture can be 
warmed in a small matrass, when carbonate of ammonia sub- 
limes. The assay can also be heated in a closed tube, in 
which a moistened piece of weakly reddened litmus paper is 
placed. 

2. Baryta. 

Alone^ it does not fuse, unless it has absorbed water which 
was formed by the flame. The hydrate melts, boils and swells, 
and ends by congealing on the surface and sinking into the 
charcoal, where it becomes anhydrous, and forms a hardened 
mass. Carbonate of baryta, melts readily into a transparent 
glass, which becomes enamel- white on cooling. On charcoal, 
it boils violently, spirts about, becomes caustic, and is absorbed 
by the charcoal, like the hydrate. With the following fluxes 
they both react in the same manner as the pure earth. 

Baryta is dissolved by borax into a transparent glass. An 
addition of a larger quantity gives a transparent glass, which 
on cooling becomes covered near its base by warty excres- 
cences of a milk-white substance. A still larger quantity pro- 
duces a glass, milk-white at the base, which becomes finally 
enamel-white throughout. The glass, which is transparent on 
cooling, can be rendered opaque by flaming. 

It is easily dissolved with efTervcscence by the salt of phot- 
phorus, in which operation the bead foams, swells, ana finally 
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shrinks* together into a transparent glass. On the addition of a 
larger quantity of baryta, a transpsurent glass is obtained^ 
which, on cooling, becomes spotted with milky- white, and if 
still more be added, the bead on cooling becomes enamel- white. 
It melts with soda^ and is absorbed by the charcoal. 

With nitraie of cohalt it melts to a bead, which, as long as it 
is still hot, is, €u;cording to the quantity of cobalt, brownish-red, 
brick-red, or rusty-yellow ; on cooling, it loses its color. On 
being again heated, the color is not restored, imless the bead 
be again melted. It is soon reduced to a light grey powder on 
exposure to the air. 

3. Steontian. 

Alojie, the hydrate behaves like that of baryta. The carho' 
note of strontian melts, however, at a certain, not too elevated, 
temperature, but only on the edges, and begins immediately to 
swell out in cauliflower-like ramifications, which emit a brilliant 
light, and which, when strongly heated in the reducing flame, 
impart to it a faint reddish tinge, which, however, is hardly to 
be seen by daylight. These ramifications have an alkdine 
taste and reaction. 

With borax and salt of phosphorus it behaves exactly like 
baryta. 

Caustic strontian is not dissolved by soda. Carbonate of 
strontian, mixed with an equal volume of soda, fuses into a 
transparent glass, which becomes milk-white on cooling. In a 
stronger heat, the mass begins to boil, becomes caustic, and is 
absorbed by the charcoal. A larger addition of carbonate of 
strontian is not dissolved, but is rendered caustic, and is absorbed 
by the charcoal. 

With the solution of cohalt it gives a black or greyish-black 
color, and does not fuse like baryta. 

4. Lime. 

Alone^ caustic lime undergoes no change. Carbonate of lime 
is rendered caustic, and then looks whiter, emits a more brilliant 
light, and falls to a powder when moistened. Salts of baryta 
and strontian sometimes contain lime. To detect this they must 
be melted on platina foil, when the lime remaining undissolved 
renders the bead opaque. Melted on charcoal wiSi a sufficient 
quantity of soda, baryta and strontian are absorbed into the 
coal, and leave the lime as a thin coating on its surface. 
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It is easily dissolved by horax to a clear bead, which can be 
rendered opaque by flaming. 

The carbonate of lime is dissolved with effervescence. An 
addition of a still larger quantity, produces a transparent glass, 
which, on cooling, crystallizes and becomes angular, although 
not so distinctly, as, for instance, the phosphate of lead. The 
glass is never so milk-white as that of baryta or strontian. 

It is dissolved in large quantity by the salt of phosphcnu 
(the carbonate with effervescence) to a clear glass, which, on 
cooling, remains transparent. If more carbonate be added in 
small fragments, the carbonic acid is driven off, and the frag- 
ments become changed to phosphate of lime, without altering 
their form. After blowing for some time, this also begins to 
melt, and, on cooling, delicate acicular crystals shoot through 
the glass upon the undissolved portion. If the glass be fully 
saturated, it becomes, on cooling, quite milk-white. 

Lime is not particularly easily dissolved by soda, either in 
its caustic state or as a carbonate. The soda is absorbed by 
the charcoal, and leaves a semi-spherical mass of lime upon 
its surface. With the solution of cobalt, lime gives a black or 
grey-black unmelted mass. 

5. Magnesia. 

Alone, no change takes place. It restores the color of moist 
reddened litmus paper. 

It behaves with borax like lime, but does not become so 
strongly crystalline. 

It is easily dissolved by the salt of phosphorus to a clear 
glass, which, if saturated with magnesia, becomes milk-white 
on cooling. The imperfectly saturated glass is rendered milk- 
white by flaming. 

It is not attacked by soda. 

With the cobalt solution it produces, after long-continued 
blowing, a beautiful rose-red color, which is not, however, in- 
tense, and which cannot be properly seen till the assay has 
become cool. 

6. Alumina. 

Alone, it remains unchanged. 

By borax it is slowly dissolved to a transparent glass, which 
does not become opaque on cooling or by flaming. If a large 
proportion of alumina in fine powder be added, an opaque glass 
is obtained, whose surface becomes crystalline on cooling, and 
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winch scarcely melts ag^j^ This glass is opaque when hot or 
^Id, and if the bead is transparent when melted, it remains so 
cm cooling. 

By the salt of phosphorus it is dissolved into a clear bead, 
which does not become opaque at any degree of saturation. . 
If too much be added, the glass loses a part of its transparency. 
Saturated salt of phosphorus mixed with the saturated borax 
glass still remains clear.* 

With soda it swells out and forms an unmelted combination, 
while the excess of soda is absorbed by the coal. 

With the cohalt solution^ it produces, afler strong heating, a 
fine blue color, which becomes still deeper if more of the 
cobalt solution be added, but is still a fine blue. It only appears 
properly blue by daylight and when cold. 

7. Glitcina. 

Alone^ it remains unchanged. 

It is dissolved in large quantity by horax and the salt of 
phosphorus into a transparent glass, which is rendered opaque 
by flaming. If a larger quantity be added, it becomes, on 
cooling, milk-white. 

It is not attacked by soda. 

With the colalt solution^ it gives a grey or dark-grey mass. 

8. Ytteia. 

What up to this time has been called yttria, consists, accord- 
ing to the researches of Mosander, of three separate earths : 
a, yttria proper, b, terbia, and c, the proto-peroxide of erbium. 
The yellow oxide of erbium becomes white in the reducing 
flame, and acquires a transparent yellowish appearance, with* 
out retaining so deep a yellow color after cooling as it Imd be- 
fore. It becomes milk-white in borax and sdt of phosphorus, 
and is somewhat slowly dissolved into a colorless glass. The 
borax glass behaves as was described under glucina. Treated 
with soda it becomes white, without dissolving. 

9. ZlSGONIA. 

Alone, as prepared by the ignition of the sulphate of zir^ 
conia, it emits a more brilliant light than any other substance ; 

* The elass which is rendered milk-white by flamingj also loses its trans- 
parency if the bead of the salt of phosphorus be mixed with borax. 

5* 
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the whole room is illuminated, and so great is the power of the 
light, that the eye can scarcely endure it, even by daylight It 
is, however, entirely infusible. Klafroth says that zircoiua 
becomes sintered before the blowpipe, but in this case it could 
not have been pure. 

Its behavior with horax^ salt of phosphorus^ and soda^ is like 
that of glucina, with only this difference, that it is more slowly 
dissolved by the salt of phosphorus, €uid sooner gives an opaque 
bead. 

10. Thorina. 

Alone, on charcoal, this earth does not fuse, or alter its appea^ 
ance in any way. 

By horax it is very slowly dissolved ; the bead is transparent 
and colorless, and is not rendered opaque by the intermittent 
flame. By saturation, it arrives, at last, at a point where it 
becomes of itself milky on cooling. 

It is very slowly taken up by the saJt of phosphorus. 

It is not at all acted on by soda. 

11. Silica. 

Alone, it remains unchanged.* 

By horax it is very slowly dissolved, and gives a transparent 
and difficultly fusible glass, which is not rendered opaque by 
the intermittent flame. 

It is dissolved in very small quantity by the salt of phospho' 
rus. The glass remains clear, on cooling. The undissolved 
portion is semi-transparent. 

Soda dissolves it, with effervescence, to a clear glass. Wth 
the solution of cobalt, it gives, at a certain degree of satura- 
tion, a bead of a faint blue color, which, on the addition of a 
larger quantity of cobalt, becomes black or dark grey, by which 
it is easily distinguished from substances containing idumina. 
If an intense flame be directed upon a thin edge of the assay, 
it melts with the cobalt to a blue glass, and the border around 

* H. DE Saussuhe announces, that he melted silica (rock-crystal), sup- 
ported on a slip of cyanite, by means of the flame of a thick wax candle, sap- 
plied with a blast or air from a double bellows, having a surface of 62 square 
mches. The bead had the diameter of 0.014 of a line. I could not produce 
the smallest sign of melting, either on the coal or in the forceps, in the thiniiest 
edge of a fragment of silica, and I suspect that in De Saussure's expenment, 
the support may have produced an effect on the assay, and that the air sup- 
plied by the bellows, being purer than that of the lunffs, may have also cqb- 
tributea to effect a result which cannot be obtained with the mouth-blowpipe. 
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he melted part remains also blue, but this blue has a tinge of 
[ed, and is not a fine color. 

I direct the reader in regard to the action of silica, to the 
article on the silicates, farther on. 



12. The Acids of Arsenic. 

Arsif^ add^ heated on charcoal, ^ves oS the peculiar 
smell of arsenic. Strongly heated in ^ matrass, arsenious 
acid sublimes, and oxygen is given off. 

Arsenious acid is easily sublkned in the matrass or open 
tube. The crystals, examined by the microscope, are general- 
ly regular octahedra. 

If a glass tube be drawn out, so that its diameter be not 
greater than that of a knitting-needle, and the fine tube be 
sealed at the end, and arsenious acid be introduced into this 
part of the tube, the arsenic can be reduced, if a s(nall splinter 
of the charcoal be inserted into the tube till it nearly touches the 
bottom. That part of the tube in which the charcoal lies must 
be heated till the coal is ignited, which is best done by the 
flame of a spirit-lamp, and then the end of the tube, where the 
arsenic lies, must be brought into the flame, so that the acid shall 
come in contact with the ignited coal while in the gaseous state ; 
it is then reduced, and condensed metallic arsenic is deposited 
in the forward part of the tube. It is better to make use of a 
long continuous splinter than to use powdered charcoal, since 
this is liable to fall out of the tube. If the amount of arsenic 
be trifling, the tube is only blackened at a little distance from 
the spot on which the flame was directed. This part of the 
tube is then carefully to be introduced into the flame, and the 
sublimed arsenic is to be collected into a narrow ring, which 
then has a metallic lustre. The tube is then to be cut off on 
both sides of the ring, grasped with the forceps, and heated 
at a little distance from the nose. The arsenic can be recog- 
nized by its smell, and thus it cannot be mistaken for tellurium, 
antimony, mercury or cadmium. Few tests can be so deci- 
sive as this, where so small a quantity of the metal is operated 
on. A grain of arsenious acid, if it be large enough to be re- 
moved from its place to the bottom of the tube, is sufficiently 
large to give a satisfactory result. Of course, the smaller the 
grain of arsenic, the finer the tube must be drawn out. 

In order to be convinced of the arsenical smell of the arse- 
nious acid upon the charcoal, it must be mixed with soda before 
being subjected to the blowpipe flame ; since the arsenious acid. 



56 BB^AYIOR OF SUBSTANCES BEFOBS TJEOt BlfOWT^^. 

when heated alone, often volatilizes before any part of itris re« 
duced, and the vapor of arsenious acid has no arsenical smelL 
See further on, under the head of the ansenical metals and sul- 
phuret of arsenic. 

13. Vanadic Acin. 

AlonCj on charcoal, it fuses, and is reduced to the state of 
suboxide, while a pcurt of the acid is absorbed by the #Hd, and 
the reduced portion is kept upon the surface. This resemUes 
in appearance graphite. 

Chi platina foil it melts to a deep yellowish red liquid, and 
becomes crystalline on cooling. 

It is easily dissolved by horax and salt of phosphorus. 

The glass is yellow in the oxidating flame, but in the reduc- 
ing flame, especially on charcoal, it gives a fine green, as beau- 
tiful as that of the oxide of chrome. When the bead is strong- 
ly colored, it has, while still warm, a brown color, and tbe 
green color appears only after the bead has become entirely 
cold. Vanadic acid is distinguished from the oxide of chrome, 
principally in that its glass becomes yellow on platina, in the 
oxidating flame, which is not the case with chrome. 

It is dissolved by soda^ and absorbed by the charcoal. No» 
thing metallic is obtained, in this case, by pulverizing and 
washing. 

14. MoLTBDio Acid. 

Alone, in the inclined tube, it melts and gives off fumes. 
The fumes condense on the glass partly as a white powder and 
partly as brilliant, faint yellowish crystals, directly over the 
fused mass. On platina foil it melts and fumes. The melted 
mass is brown, and becomes on cooling pale yellow and crys- 
talline. In the reducing flame it is absorbed by the charcoid ; 
the metal is partially reduced if the flame be sufficiently hot, 
and can be separated afterwards by pulverizing and washing 
the charcoal. It is obtained in the form of a grey metallic 
powder. If a large quantity of the assay bo treated in the re- 
ducing flame, a copper-red spot of the oxide of molybdena re- 
mains upon the charcoal, which is surrounded by a ring aS 
sublimed molybdic acid. 

It is dissolved by borax, upon the platina wire, and in the 
outer flame, to a clear, colorless glass. On charcoal, in the 
teducing flame, the color of the bead is dirty brown, and trans- 
lucent, not unlike that produced by a mixture of the protoxide 
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and peroxide of iioxi. If more molybdic acid be added, the 
bead loses its transparency entirely in the reducing flame, and 
a number of brown flocks of the oxide of molybdena may be 
seen in it, apparently surrounded by a transparent brownish 
glass. 

It is dissolved, by salt of phosphorus^ on the platina wire, 
and in the outer flame, to a transparent glass, which inclines to 
green as long as it remains hot, but on cooling becomes color- 
less. In the reducing flame the glass is dark and opaque, but, 
(m cooling, it becomes clearly and beautifully green, almost 
like the oxide of chrome. This shade of color is obtained 
upon charcoed both in the interior and exterior flame, especially 
if the proportion of molybdic acid be large. Brown molybdic 
oxide cannot be precipitated, in the reducing flame, by the salt 
of phosphorus. Even by the aid of tin the color of the green 
reduced glass is not changed, but it can be seen that the tin 
inside of the bead swells, and becomes to a certain extent 
charged with molybdena. 

Molybdic acid fuses with soda^ on the platina wire, to a clear 
bead, which becomes milk-white on cooling: If the glass con- 
tain a small proportion of molybdic acid, and be heated in the 
reducing flame, it acquires nearly the same color as the borax 
glass, under the same circumstances, but on cooling it becomes 
clouded. If, on the contrary, it be super-saturated with molyb- 
dic acid, and subjected to a strong reducing flame, the molyb- 
dena is partially reduced to an oxide, and partly to the metallic 
state, and if the mass be dissolved in water, a greyish-brown 
heavy substance remains behind, which, when burnished, shows 
a metallic lustre, and an iron-grey color. 

Treated with soda on charcoal, the melted mass is absorbed, 
and if afterwards the mass be tested, a quantity of reduced 
molybdena is obtained, in the form of a steel-grey powder. 
When a new portion of molybdic acid, with a small quantity 
of soda, is laid upon the spot where the mass was absorbed, 
and submitted to a strong reducing flame, the portion last added 
is not absorbed, but a bead is obtained which consists of re- 
duced molybdena, mingled with molybdate of soda, which need 
only be dissolved to obtain the reduced metal. Molybdena, 
therefore, contrary to the common opinion, belongs to the 
easily reducible metals, although it cannot be fused. 

15. TuNGSTic Acid. 

AlonCy it becomes black in the reducing flame, but does not 
fuse. 
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It is readily dissolved by horax^ on the platina wixe, in Iho 
exterior flame, to a clear and colorless glass, which is not len- 
dered opaque by flaming. If added in lai^r proportion, it 
loses its transparency when subjected to the intermittent flame, 
and with a still larger proportion it becomes enamel white, on 
cooling. In the reducing flame, with a small proportion of the 
tungstic acid, the glass is yellowish, and the color deepens as it 
grows cold. If a larger proportion be added, the glass is deep 
yellow, and, on cooling, clear blood-red. On charcoal this re- 
action is produced wi^'a trifling proportion of tungstic acid. 
If tin be added, the glass becomes, on cooling, milk-white. 

Tungstic acid is dissolved by the salt of phosphorus in the 
exterior flame into a colorless or yellowi^ bead. In the re- 
ducing flame the glass acquires a flne and clear blue color, 
finer even than that of cobalt If the acid contain iron, the 
glass acquires an entirely diflerent color in the reducing flame; 
it becomes blood-red, much like the reduced borax glass. The 
addition of tin destroys the reaction of the iron, and the glatt 
acquires a green or often a blue color ; for this purpose it must 
not be too concentrated ; if it is, it can be remedied, however, 
by the addition of a still larger quantity of the flux. 

By soda^ tungstic acid is dissolved, and gives a transparent 
dark yellow glass, which, on cooling, crystedlizes and becomes 
opaque white or yellow. This glass retains its bead-like form 
upon the charcoal. It acquires a still darker color in the re- 
ducing flame, so long as it remains hot ; but after cooling it 
becomes again white. 

When tungstic acid is treated upon charcoal, with a very 
small proportion of soda, a steel-grey metallic slag is obtained. 
If this be washed in the mortar, a large quantity of metallic 
tungsten, in the form of a steel-grey powder, is obtained, which 
has a perfect metallic lustre, where it is flattened by the pestie. 
If tungstic acid be melted with such a proportion of soda that 
it shall all be absorbed into the charcoal, and then strongly 
heated, a number of small metallic particles are obtained, 
which vary in color from a gold-yellow to a pinchbeck-brown. 
This is the combination of the oxide of tungsten with soda, 
described by Wohlee. 

16. Oxide of Chrome. - 

Alone^ unchanged. 

Borax dissolves it slowly, and the bead acquires a beautiful 
emerald-green color, which is particularly apparent when the 
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SWs is cold. This color can be mostly driven off on the pla- 
^Ha wire, in the external flame. The glass becomes, in that 
^Q^, yellowish-brown, as Icoig as it remains hot ; when cool, it 
inclines to green. 

By the salt of phosphorus it is dissolved in the exterior as 
Well as the interior flame, and acquires a green color, which 
becomes very deep if a large proportion of the oxide of chrome 
be used. If more of it be added to the glass than can be dis- 
solved, and the whole be strongly heated, it acquires the pecul- 
iar property of puffing up, mo^ or less, at the moment of 
liquefaction, and is converted into a foamy mass by some de- 
v^opment of gas, which takes place at that moment. If the 
glass be melted, the foam fuses together, but returns again on 
cooling. This happens both in the exterior and interior flame, 
on charcoal or on the platina wire. I cannot discover the 
cause. It does not take place if the glass be transparent. 

Soda dissolves the oxide of chrome in the exterior flame, 
and forms a dark brownish yellow glass, which on cooling be- 
comes opaque and yellow. In the reducing flame the glass is 
opaque, and, after cooling, green. It is absorbed by charcoal, 
but I could discover no trace of a reduced metal. 



17. Antimony and its Oxides. 

Metallic afUimony is easily melted upon the charcoal. Heat- 
ed to a red heat it continues to glow for a long time without 
being further heated, and gives off dense white fumes. The 
fumes gradually crystallize and form, around the glowing me- 
tallic globule, a net- work of small crystals, which have a pearly 
lustre, and finally completely cover it ; by lamp-light the 
globule of metal may be seen for some time, glowing within 
Sie mass by which it is entirely surrounded. This net- work 
consists of crystals of oxide of antimony, and melts if the 
flame be directed upon it. Metallic antimony, heated alone in 
the matrass, does not volatilize at the temperature at which 
glass melts. Heated to a red heat in an open glass tube, it 
bums slowly with a white fume, which deposits on the glass, 
and shows signs of crystallization. These fumes are mere 
oxide, and can be driven from one place to another, without 
leaving a trace behind. When, however, antimony is in com- 
bination with sulphur, besides the oxide of antimony, a por- 
tion of antimonious acid is formed, which can be recognized 
by its remaining as a white coating on the spot from which the 
oxide has been driven by the heat. 
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The oodde ofantinUmy is easily fused, and sublimes in white 
fumes. As obtained by precipitation, washing and drying, it 
oflen has, before it begins to melt, the property of taking firp 
and burning like tinder ; it then becomes infusible, and. is coor 
verted into antimonious acid. On charcoal it is reduced to 
metallic antimony, and tinges the flame green. 

Antimonious acid does not melt, but gives out a brilliant 
light, and diminishes in size in the interior flame, during which, 
the coal becomes coated with white fumes, but it is not reduced^ 
like the oxide, in this manner. 

Antimonic add becomes white afler the first action of the 
heat, and is converted into antimonious acid. Antimonic acid 
containing water, changes at first from white to yellow, gives 
off water, and becomes again white on being ignited, losing a 
portion of its oxygen at the same time. 

All these different degrees of oxidation behave in the same 
manner with the fluxes. 

Borax dissolves antimonious acid in large quantities without 
losing its transparency. The glass gives out a yellow light 
when warm, but af^er cooling it is only very slightly tinged. 
When saturated, a part of the antimony begins to be volatil- 
ized in the metallic form, and covers the charcoal ; when the 
glass is strongly heated in the reducing flame it becomes 
opaque and grey from the particles of reduced metal. 

Salt of phosphorus dissolves it, and produces a clear, color- 
less glass. The bead may be tinged with a faint yellow color 
upon the platina wire, but the color soon disappears on cooling. 
If the bead contain iron, it has the same red color in the re- 
ducing flame which is produced by tungstic and titanic acids 
containing iron. Skilful blowing will reduce and volatilize 
the antimony, and cause the color to disappear. This takes 
place also on the addition of tin. 

The oxides of antimony are dissolved by soda: on the plati- 
na wire into a clear, colorless bead, which becomes white on 
cooling. On charcoal the antimony is reduced. 

For medicinal and pharmaceutical purposes, it is oflen ne- 
cessary to examine the oxide of antimony for arsenious acid. 
If the oxide of antimony be treated on charcoal with soda, it 
gives off the arsenical odor, even if the antimony does not con- 
contain a thousandth part of arsenic. Antimony also gives off 
an odor, but faint, and not resembling at all that produced by 
arsenic. When the proportion of arsenic is so small that it 
cannot be detected by the smell, it can easily be recognized by 
Gobel's method, by means of the formate of soda. The oxide 
is to be mixed with this salt, and the mixture heated in the 



f 
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^^oaed tube till it melts and becomes liquid. A combination of 

^xide of antimony and soda is formed, which melts, while the 

*Wenic, together with a small portion of antimony, is reduced 

[^ ^ sublimes. The tube must then be cut off close by the 

r sublimate, so that this remains in the closed part of the tube ; 

the sublimate can then be heated over the lamp, and if arsenic 

fe present its smell will be distinctly perceived. If the tube 

be cut off so as to leave the sublimate in that part which is 

open at both ends, it bums so rapidly, on being heated, that 

its smell cannot be observed. 



18. Tellueic Acid and Tellueous Acid, oe Oxide op 

Tellueium. 

Telluric acid, gently heated in a closed tube, gives off water 
and becomes dark yellow. More strongly heated, it becomes 
milk-white, and is converted into tellurous acid. A glowing 
match, held in the tube, shows a disengagement of oxygen. 
If the tube be heated to a low red heat, the tellurous acid 
fuses to a yellow liquid, which, on congealing, becomes color- 
less, crystalline, and opaque. Small globules generally remain 
transparent. 

Alone^ on platina foil, tellurous acid fuses, and emits 
fumes ; on charcoal, it is fused and reduced with effervescence. 
The reduced metal may easily be mistaken for antimony or 
bismuth. I shall speak of the proper method of distinguishing 
diese metals, under the head of bismuth. 

With borax and salt of phosphorus^ on platina wire, it gives a 
transparent, colorless glass, which is rendered grey and opaque, 
on charcoal, by particles of reduced and finely-divided metal. 

With sodaj tellurous acid gives, on platina wire, a trans- 
parent, colorless glass, which becomes white on cooling. On 
charcoal, it is reduced, and forms telluride of sodium, which 
sinks into the charcoal. If tellurous acid, soda, and finely- 
scraped charcoal be strongly heated in a closed tube, till 
fusion takes place, and then a few drops of boiling water be 
let fall into itie tube, the water is soon tinged with a fine 
purple-red color, showing the presence of telluride of sodium. 

19. Taictalic Acid. 

Alone^ it is unchanged. 

Borax dissolves it to a clear, colorless glass, which is ren- 
dered opaque by the intermittent flame, and which, if a still 
larger quantity be added, on cooling, becomes enamel-white. 

6 
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With salt of phosphorus^ it dissolves easily and in large 
quantity, fonning a colorless bead, which remains transparent 
on cooling. 

It unites with soda with efienrescence, and dissolves in small 
quantity, forming a transparent bead. A still larger addition 
does not fuse, and is not reduced. 

Since tantalic acid strongly resembles the earths proper, 
it may easily be mistaken for them in blowpipe experimenta- 
tion. Tantalic acid can, however, be distinguished by this, 
that its combination with the salt of phosphorus does not be- 
come opaque on cooling, not even if it be added in excess, 
which is the case with glucina, yttria, and zirconia. When a 
large excess of tantalic acid is added to the salt of phosphorus, 
it divides itself among the mass of the glass ; this becomes, on 
being fused, opaque, but the undissolved matter does nckt be- 
come milky, but semi-transparent, like silica, from which, how- 
ever, it is easily distinguished by its behavior with soda. It 
can be distinguished from alumina by its behavior with bor^, 
and the solution of cobalt, which does not give a blue with me 
tantalic acid. 

20. Titanic Acii>.^ 

Alone^ it remains unchanged. 

It is easily dissolved by borax into a colorless glass, which, in 
the intermittent flame, becomes milk-white. If still more of the 
titanic acid be added, it becomes of itself white on cooling. If 
the glass be heated in the reducing flame, with a small quantity 
of the titanic acid it is first yellow, and afterwards, when the 
reduction is complete, the glass acquires a dark, amethystine 
color, which becomes very evident on cooling. The glass is 
transparent, and not unlike that produced by the oxide of 
manganese in the oxidating flame ; it is, however, somewhat 
more blueish. If more titanic acid be added, and the bead be 
treated on the charcoal with a strong reducing flame, it be- 
comes dark yellow, and assumes, on cooling, so dark a blue 
color, that it seems black and opaque. If afterwards heated 
in the intermittent flame, it becomes light blue, but opaque and 
enamel-like. The color is a more or less beautiful blue, and 
has different shades in different experiments. The cause of 
this is, that the glass contains titanic acid as well as oxide of 
titanium ; the latter renders the glass dark blue, and the former, 
which contributes nothing to this color, produces the enamel- 
white color in the intermittent flame. When the white and 
the dark blue are mingled, a light blue is obtained, whose 
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shade depends entirely on the relatiye quantities of oxide and 
acid in the glass; so that, when it contains onlyist very small 
quantity of acid, it is black, and when, on the contrary, it 
contains very little oxide, it is rendered white by the inter* 
mittent flame. 

The salt of phosphorus dissolves it, in the exterior flame, to 
a clear and colorless glass. In the reducing flame, it gives 
a glass which looks yellowish as long as it is hot; but, on 
cooling, it becomes red, and finally acquires a fine violet-blue 
color. If too much titanic acid be used, the color is so deep 
that the bead becomes opaque, but it does not become enamel- 
like. The color can be driven off in the exterior flame. The 
reduction can be better performed on charcoal than on the 
platina wire, but requires, even on the charcoal, a strong and 
continuous heat, especially when titaniferous minerals, like 
sphene, are to be examined. 

When the titanic acid contains iron, or if iron be added to 
the glass colored by titanic acid, the violet color of the oxide 
of titanium disappears, and the glass acquires, in the reducing 
flame, the* same red color as from tungstic acid containing 
iron. If the quantity of these substances is very minute, the 
color is yellowish red, and does not make its appearance till 
the bead has cooled, and, in general, does not acquire its 
highest intensity till the glass is entirely cold. This reaction 
is so delicate, that, when die glass contains so little pure titanic 
acid that its presence cannot be safely inferred from its color, 
if a small quantity of iron, most conveniently in the metallic 
form, be added, the reaction is most decided. The same shade 
of color in the bead is produced in the reducing flame, by 
tungstic acid containing iron, by antimonious acid containing 
iron, and by the oxide of nickel. It is, however, easy to 
decide which of these substances it is which is contaminated 
by iron. The antimonious acid can be easily driven off, 
afler a strong heating, and the color of the iron remains. I 
have mentioned that tungstic acid containing iron gives, on the 
addition of tin, a green, or sometimes a blue, glass ; when the 
ferriferous titanium glass is treated in the same way, the color 
due to the iron disappears, and the violet color of Uie titanium 
again appears. For this purpose, the color of the flux must 
not be too deep. If it should be, more flux must be added. 
It often happens that so small a quantity of ferriferous oxide 
of titanium colors the glass, that the titanium contained in 
it would alone hardly produce a visible reaction ; in this case 
the tin destroys the reaction entirely, by completely removing 
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the color. Let the attempt then he made to prepare a glass o: 
the salt of phosphorus, fully saturated with the substance to 
examined, and let this be treated with the tin, by which 



it not rarely happens that the peculiar color of the oxide o: 
titanium may be recognized, especially when the glass 
entirely cooled. The reaction produced by the oxide of nicke 
can be distinguished from the foregoing, in that it is s 
when the glass is hottest, and disappears almost entirely on 
cooling, and also m that the color is the same in the exteno: 
as well as the interior flame ; while, in the other cases, it dis- 
appears in a strong oxidating flame. The above-described 
reaction of iron upon the color of titanic or tungstic acids does 
not take place with borax. 

Titanic acid combines with soda with effervescence, and 
forms a clear, dark green glass, which is not absorbed by the 
charcoal, and which, on cooling, becomes grey or white. This 
glass has the property of crystallizing, exactiy at the moment 
that it ceases to be ignited ; and, in this operation, so much 
heat is developed, that the bead becomes again, of itself, 
white-hot. This property is common to all bodies which, crjrs- 
tallize at a very high temperature, as, for ini|tance, the phos- 
phate of lead ; I have, however, never had an opportumty to 
observe a substance where the heat was so intense and so 
lasting as in this. The proper proportion of the substances 
contributes much to the striking effect of this phenomenon. 
If more titanic acid be used than the soda is able to dissolve, 
so that the undissolved portions swipi in the glass, it never 
takes place ; but, if soda be then gradually added, till exactly 
the proper proportion be reached which is required to dissolve 
the titanic acid, the phenomenon is most strikingly successful. 
If still more soda be added, the crystallization diminishes till 
all is absorbed by the charcoal. 

Titanic acid cannot be reduced on the charcoal by the aid 
of soda. In the experiments which I made, I used titanic acid 
prepared from French rutile, according to Laugier's method, 
and obtained at each operation a few flat grains of a malleable, 
white, unmagnetic metal, which had the appearance of tin. 
I found, afterwards, that when the titanic acid, precipitated 
from French rutile, was digested in hydrosulphate of ammonia, 
a trace of tin was dissolved by it, which remained behind after 
the evaporation of the liquid and the ignition of the diy 
residuum ; this was easily reduced, and fused into a globule. 

With the cobalt solution^ the titanic acid becomes black, or 
dark grey. 
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21. Oxides of Uranium. 

Ahne^ thd oxide of uranium is reduced to the protoxide, 
^d becoinefl black, but does not melt. 

The oxide is dissolved with borax into a dark yellow glass, 
'^bich becomes dirty green in the reducing flame. The yel- 
icm color can be restored upon the platina wire in the oxidating 
fame. On charcoal, this is very difficult. The green glass, 
at a certain degree of saturation, can be rendered black ly the 
intermittent flame, and does not become afterwards either 
enamel-like or crystalline. 

With the salt of phosphorus^ on the platina wire, in the 
oxidating flame, it gives a transparent yellow glass, of which 
the color diminishes in intensity as it cools, and finally becomes 
straw-yellow, bordering on green. In the reducing flame, it 
gives a fine green bead, of which the color becomes still more 
beautiful as it cools. On charcoal, it is difficult to obtain any 
other than a green color, although the green is weaker in the 
oxidating flame. 

Soda does not dissolve it. A very small quantity of soda 
g^ves signs of lesion. If still more be added, the mass be- 
comes yellowish brown in the reducing flame, as an oxide is 
formed, which saturates the alkali, like an acid. By a still 
further addition, it can be carried so far that it becomes ab- 
sorbed by the charcoal, but it is not reduced. Generally, traces 
of tin are found, if this metal be not removed from Uie oxide 
by hydrosulphuric acid or hydrosulphate of ammcoiia. 



22. Oxides of Ce&ium^ 

Ahne^ the protoxide is converted into a peroxide. This 
remains unchanged in the reducing flame. 

Borax dissolves the oxide, in Sie exterior flame, to a fine 
red or dark yellow glass, of which the color diminishes as it 
cools, till it at length becomes yellow. It can be rendered 
enameUwhite by the intermittent flame. If more of the oxide 
be added, the glass becomes of itself enamel-white and crystal- 
line on cooling. 

Salt of phosphorus dissolves the oxide into a fine red glass, 
which loses its color on cooling, and becomes transparent and 
cdoriess. The glass is colorless in the reducing flame, but 
there is never so large a quantity dissolved that it becomes 
opaque on cooling. 

It is not dissolved by soda. The soda is absorbed by the 
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charcoal, and the protoxide of cerium remains behind, o/* ^ 
white or light grey color. 

The reactions of the oxides of cerium resemble exceedingly 
those of the oxide of iron, especially when the oxide of cenum 
is combined with silica, which prevents the glass from becom- 
ing opaque with borax. They can be distinguished from each 
other by the unlike behavior of the protoxides with the fluxes; 
but, when both are found in combination with silica, as often 
happens, the presence of the oxide of cerium cannot be de- 
tected by the blowpipe. 

23. Oxide of Lantanittm. 

The oxide of lantanium behaves like the oxide of cerium, 
with this difiTerence, that, dissolved in the fluxes, it gives leas 
highly colored beads, which, in the exterior flame, have oo 
color, if the oxide of lantanium be pure. 

24. Oxide of Didtmium. 

Alone^ it does not fuse, but loses its brown color in an 
intense reducing flame, and becomes grey. 

It dissolves in borax and salt of phosphorus^ and gives m 
the outer flame a transparent, dark, amethystine-colored glass, 
similar to that obtained from titanic acid in the reducing &me. 

With soda^ it behaves like the oxide of cerium. 

25. Oxide of Manganese. 

ilZone, it does not melt, but, at a high temperature, becomes 
brown. 

It is easily dissolved by borax^ in the oxidating flame, to ^ 
clear, amethystine-colored glass, which loses its color in th^ 
reducing flame. If the quantity of manganese be considerable ^ 
the bead must be thrown so as to fall upon a cold body, th^ 
moment the blowing is discontinued, otherwise it recovers it^ 
color if slowly cooled. If the quantity of oxide be sufl^cient^ 
the glass is at length so deeply colored that it appears black £ 
but it is still transparent in thin threads. 

It is ecisily dissolved by the salt of phosphorus into a trans^ 
parent glass, which is colorless in the reducing flame, anctf 
amethystine in the oxidating flame ; the color is never so deep^ 
that it loses its transparency. As long as the glass continued 
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^Ited, either upcm the charcoal or on the platina wire, it 
^iStinues to boil, and gives off gas. This process ceases in 
^ reducing flame, but commences again in the oxidating 
fl&me. The cause seems to be this : the glass bead becomes 
Otxidized upon the sur&ce, and, as the oxidized portion is 
carried into the interior of the mass by the revolutions of the 
bead, oxygen is disengaged by the phosphoric acid, and the 
aalt of the oxide is changed to a salt of the protoxide. Thus 
it happens that the salt of phosphorus only acquires the 
amethystine color to a certain extent, since only a certain 
amount of the oxide can be taken up by the glass. In general, 
the borax glass can be easier oxidized than reduced ; and the 
glass of the salt of phosphorus, on the other hand, is obtained 
in a perfect state of reduction, but can only be imperfectly 
oxidized. When the glass of the salt of phosphorus contains 
80 little oxide of manganese that the color is no longer visible, 
it can be rendered evident, if the melted bead be touched with 
a crystal of saltpetre, in the manner described before in treat- 
ing of the reagents ; the bead foams, and the foam takes an 
amethystine or a rose-red color during the cooling, according 
as the substance contains more or less manganese. 

The oxide of manganese is dissolved, in very small quantity, 
by sodcLi on the platina wire. The glass is transparent green, 
and, on cooling, it congeals, and becomes blueish green. 
This succeeds best on platina foil. The solution of the oxide 
of manganese in the soda flows about the undissolved portion, 
so that the color of the salt is distinctly visible afler cooling. 
A thousandth part of manganese in the substance tested 
colors the soda distincdy green, and in this way the smallest 
trace of manganese may be detected. 

Manganese cannot be reduced on the charcoal with soda ; 
if it contain the slightest trace of iron, however, that can be 
reduced, and can be separated in the usual way. 



26. Oxide of Zinc. 

• Alone^ it turns yellow when heated, which can be seen by 
daylight, but not by candle-light. The white color returns on 
cooling. It does not melt, but gives out a brilliant light when 
strongly heated, and gradually disappears in the reducing 
flame, while a white crust is deposited upon the coal. 

It is easily dissolved by borax into a clear glass, which is 
rendered milk-white by the intermittent flame ; and, if a 
larger quantity be added, it becomes enamel-white on cooling. 
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In the reduciDg fkme the metal volatilizes, and the coal is cov- 
ered with a white deposit around the assay. 

With the salt of phosphorus it behaves as with borax, is how- 
ever reduced, and easily volatilized. 

It is not dissolved by soda ; but treated with soda on the 
charcoal, it becomes reduced, and deposits upon the coal ; with 
a strong heat the peculiar flame of burning zinc may even be 
observed. This reaction furnishes the best means of detecting 
zinc, and the presence of this metal in the minerals which con- 
tain it, as, for instance in Grahnite, is known at once by the 
incrustation which deposits on the charcoal, when the minend 
is treated with soda. 

27. Oxide op CADMnitf. 

Alone^ on platina, in the outer flame, it remains imcbanged. 
On charcoal it disappears in a short time, and deposits upon the 
charcoal a red or dark yellow powder. This behavior of thd 
oxide of cadmium is so striking, that if, for instance, carbomte 
of zinc, which contains one or two per cent, of caiix>nate of 
cadmium, bo exposed for an instant to the reducing flcune, t 
yellow or dark yellow ring of the oxide of cadmium will be 
deposited at a short distance from the assay, which can best be 
observed af^er the charcoal h£is been allowed to co<^. It is 
formed long before the zinc begins to be reduced, and if the 
zinc begins to be deposited, it is a proof that the operation has 
been too long continued. If this yellow deposit be not ob- 
served before the zinc begins to incrust the charcoal, it is proof 
that the zinc contains no cadmium. 

It is dissolved by horax^ in large quantity, and gives a jrel- 
lowish transparent glass, of which the color mostly disappears 
on cooling. When the glass is nearly saturated, it b^omes 
milk-whito in the intermittent flame, and when fully saturated, 
it becomes, of itself, on congealing, enamel-white. On char- 
coal, the borax glass containing cadmium boils incessantly, 
cadmium is reduced and volatilized, and the coal is covered by 
a dark yellow deposit of oxide of cadmium. 

It is dissolved in large quantity by the salt of phosphorus^ 
into a transparent glass, which when saturated becomes milk- 
white on cooling. 

It is not dissolved by soda upon the platina wire. On char- 
coal it is reduced, volatilizes, ajid deposits a dark yellow ring 
of the oxide of cadmium. 
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28. Oxide of Ibon. 

Alone^ it remains unchanged in the exterior flame, but in 
the interior flame it becomes black and magnetic. 

It is dissolved by horax in the oxidating flame into a dark 
red glass, which on cooling grows lighter, becomes at last yel- 
lowish and even colorless. If a larger portion be added, it 
becomes, when fused, opaque, and has, on cooling, a dirty 
dark yellow color. In the reducing flame, it becomes bottle- 
green, and when the reduction is carried as far as possible, a 
clear blue-green color is obtained, exactly like that obtained by 
dissolving iron in diluted sulphuric acid. The addition of tin 
hastens tibe reduction to the state of protoxide. The bottle- 
gree«i color properly belongs to the proto-peroxide ; it is of^en 
so dark that it appears black. As long as the glass contains 
only the peroxide of iron it remains transparent while fused, 
but as soon as it is exposed to the reducing flame, and the 
proto-peroxide begins to be formed, it becomes opaque, and 
continues so till the operation is carried so far that only the 
protoxide remains, when it becomes again transparent. The 
green color of the protoxide is very beautiful, as long as the 
glass is warm ; but it diminishes on cooling, and disappears if 
3ie quantity of iron is trifling. 

It is dissolved by the salt of phosphorus^ with the same phe- 
nomena of color, as by borax, but the color decreases still 
more on cooling. By adding tin it can be caused to disappear 
almost entirely. A glass containing a large proportion of iron, 
acquires, on being treated with tin, a faint blueish green color ; 
sometimes the bead acquires, at the moment of cooling, a grey- 
ish pearly color, which, however, disappears on its being re- 
heated. 

It is not dissolved by soda^ but is absorbed by the charcoal, 
is easily reduced, and gives, when washed, a grey magnetic 
powder. 

29. Oxide of Cobalt. 

Alone^ it remains unchanged. 

It is easily dissolved by borax^ and gives a clear blue bead, 
which does not become opaque in the intermittent flame. A 
small quantity of the oxide colors the glass deeply, and if a 
larger quantity be added, the glass becomes so dark blue, that 
it appears black. 

It is dissolved by salt of phosphorus^ with the same facility 
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and with the same color. The cobalt color inclines to violet, 
when seen by artificial light, but by daylight it is a clear blue. 
When the salt of phosphorus bead has a feeble blue color by 
daylight, it appears by candle-light of a faint rose-red. 

It is dissolved by soda^ on the platina wire, in small quan- 
tity ; the melted mass is, when viewed by transmitted light, 
famt red, and becomes, on cooling, grey. It melts with soda 
on platina foil, the dissolved portion runs ofi* at the sides, and 
the platina acquires around the undissolved portion a thin dark 
red coating. 

The oxide of cobalt is dissolved in a far larger proportion 
by the Ixisic carbonate of potash, the salt does not flow about 
as much, and the mass becomes black, without any shade 
of red. 

On charcoal, the oxide of cobalt is easily reduced, with the 
alkali, in the interior flame, even if so little be employed that 
it does not become absorbed by the charcoal ; but it cannot 
be fused. After washing away the soda and the coal, there 
remains a grey magnetic metallic powder, which takes a metal- 
lic lustre, when burnished. 



30. Oxide of Nickel. 

Alone^ it undergoes no change. 

It is easily dissolved by borax into a dark yellow or reddish 
glass, which becomes light yellow, or nearly colorless, on cool- 
ing. A larger quantity of the oxide produces a glass which, 
while fused, is opaque and dark brown ; but, on cooling, it ac- 
quires a clear, deep red color, like that of ferriferous tungstic 
acid in the salt of phosphorus. The addition of saltpetre or 
carbonate of potash changes the color to a blue or deep purple, 
by which it is distinguished from the oxide of iron, of which 
the color with borax resembles that of the oxide of nickel. 
This color is destroyed in the reducing flame, and the glass 
acquires a greyish appearance from the particles of finely 
divided, metallic nickel, which, on continuing the operation, 
collect together without fusing. If the oxide of nickel contains 
cobalt, as often happens, its color makes its appearance ; if it 
contain at the same time arsenic, it melts to a bead. 

If a small quantity of nickel occurs with a large proportion 
of cobalt, it is no easy matter to discover the presence of the 
former. Plattner gives the following method for that pur- 
pose. The borax glass is to be almost saturated with the assay, 
and the glass is afterwards to be melted with four or fivo 
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^^tigrammes of fine gold in a strong reducing flame. All the 

^de of nickel with a portion of the oxide of cobalt is thus 

^uced, and a regulus of nickel, cobalt and gold is obtained. 

This must be flattened out with the hammer, cleared of the 

fowdered glass, and again melted with fresh borax in the exte- 

^r flame. The cobalt is first oxidized, and dissolves in the 

fuz. A Uue glass is obtained, which, when it acquires a 

deep color, must be separated from the regulus. If the blue 

is not so deep, but that it can be seen whether the color changes 

to green, the blowing is to be continued' till the glass begins to 

turn green. The cobalt is then oxidized, and the gold contains 

only nickel. The regulus is again purified by hammering it out, 

and then kept for some time in fusion with fresh borax, in the 

external flame. The nickel is gradually oxidized, and imparts 

to the borax glass the brown color, characteristic of the oxide 

of nickel. (The gold is afterwards purified by cupellation.) 

It is dissolved by the salt of phosphorus with the same colors 
as with borax, but the color disappears almost entirely on cool- 
ing, and is, moreover, the same, both in the reducing and the 
oxidating flame, by which it is distinguished from iron, which, 
however, it much resembles in its behavior. An addition of tin 
produces, at first, no change, but afterwards the nickel is pre- 
cipitated and the color vanishes. 

If the substance contains nickel, it will now be appreciable ; 
but the blue glass is not clear, and, in general, the oxide of 
cobalt cannot be so easily detected in this way, as by the borax 
glass. 

The oxide of nickel is not dissolved by soda. If a large 
quantity of soda be employed, it is absorbed by the charcoal, 
is easily reduced, and gives, after washing, small, white, bril- 
liant, metallic particles, which are attracted by the magnet with 
almost more strength than iron itself. With a small proportion 
of soda, the mass remains on the surface of the charcoal, but 
the nickel is reduced, and can be obtained by dissolving the 
soda. This pure nickel cannot be fused with the blowpipe. 
Nickel containing a trace of arsenic does not fuse with soda, 
but if a little borax be added, it melts to a bead, which is mal- 
leable, and can be flattened out ; generally, however, it cracks 
a little at the edges, and is strongly attracted by the magnet 



31. BiSMTTTH AND ITS OxiDE. 

Alone^ the oxide of bismuth is melted on platina foil to a 
dark brown mass, which becomes psde yellow on cooling. 
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is reduced by too strong a heat, and perforates the platina. 
On charcoal, it is at once reduced to one or more metallic 
grains. 

It is dissolved by harax^ without becoming colored, in the 
exterior flame. In the interior flame, it is reduced, and gives 
a greyish glass, clouded by particles of finely divided bismuth. 

It is dissolved by salt of phosphorus ; the glass is yellowish 
brown when hot, and becomes colorless, but not quite transpa- 
rent, on cooling. In the reducing flame, especially if tin be 
added, a glass is obtained which is transparent and colorless 
when hot, but it becomes grey and opaque on cooling, like that 
of the protoxide of copper, excepting the color, which in the 
latter is red. This circumstance would seem to indicate a 
lower degree of oxidation than is known by preparation in the 
humid way. 

The facility with which bismuth can be reduced, causes it to 
become an object of blowpipe investigation, generally, in the 
metallic state. It is then important to be able to distinguish it 
from tellurium and antimony, with which it is easily con- 
founded. 

a. In the closed tuhe^ neither bismuth nor antimony are 
sublimed at any temperature which the glass permits. Tellu- 
rium, on the contrary, first gives off a small quantity of fumes 
(caused by the oxygen of the atmosphere in the tube), and 
afterwards a grey sublimate of metallic tellurium is obtained. 

b. In the open tuhe^ antimony gives off white fumes, which 
coat the glass internally, and which can be driven from one 
spot to another by the application of heat, so that nothing is left 
upon the glass. The metallic bead is surrounded by a consider- 
able quantity of the fused oxide. 

Tellurium rises in dense clouds, and deposits on the glass a 
white powder, which melts to clear colorless drops, when 
heated ; a small portion volatilizes, but the larger part only 
changes its place in such a manner, that the drops, if of lai^ 
size, are mechanically driven from one place to another. If 
the coating be thin, it seems to be driven entirely away by the 
heat, but the magnifying glass shows that the powdery sub- 
stance has collected in small globules. The metallic bead be- 
comes enveloped with a fused, clear and almost colorless oxide, 
which, when cooled, by forming a thicker coating, becomes 
white, opaque and foliated. If 9ie heat be strong, and the air 
have slight access, a part of the tellurium is sublimed in the 
metallic state, as a grey powder. 

Bismuth gives off scarcely any fumes, if not combined with 
sulphur ; the metal surroimds itself with the fused oxide, of a 
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dark brown color, which becomes pale yellow on cooling. It 
attacks glass strongly, and dissolves its substance. 

c. On charcoal^ all three of these metals are volatilized, if 
the blowing be long continued, and deposit a ring around upon 
the charcoal. That of antimony is quite white, bismuth and 
tellurium have a red or dark-yellow edge. If the reducing 
flame be directed upon this deposit, it disappears, and the flame 
is colored beautifully and strongly green by the tellurium, weak 
greenish-blue by the antimony, and it acquires no color what- 
ever from the bismuth. i 

I must here remark, that the odor of decayed horse-radish, 
which is often ascribed to tellurium, is not a characteristic of 
this metal, but belongs to selenium, which accompanies many 
ores of tellurium. 

32. Oxide of Tin. 

Alone^ the protoxide, the pure as well as the hydrate, bums 
like tinder when heated, and is converted into a peroxide. The 
peroxide is not changed or fused, but in a strong and long-con- 
tinued reducing flame, pure oxide of tin may be entirely re- 
duced, without any addition, to metallic tin. This, however, 
requires practice in the use of the blowpipe. 

' The oxide of tin is slowly and in small quantity dissolved by 
borax. It gives a transparent glass, which remains transparent 
on cooling. It cannot be rendered enamel-white by the inter- 
mittent flame, but if the saturated glass, after becoming quite 
cold, be exposed again for some time to the exterior flame, and 
heated to a dull red-heat, it becomes opaque, loses its spherical 
form, and becomes indistinctly crystalline. The color of the 
glass is not changed in the reducing flame. By a long-con- 
tinued exposure to the reducing flame, small globules of reduced 
tin are made to appear. 

By the salt of phosphorus^ the oxide of tin is slowly dis- 
solved in minute quantity to a clear colorless glass. If oxide 
of iron be added, it loses its property of coloring the glass. It 
is to be observed, that only a certain proportion of the oxide of 
tin has the property of destroying the color of a certain quan- 
tity of the oxide of iron, and that the excess of the latter colors 
the glass, as if no oxide of tin were present. The presence 
of arsenic renders the glass opaque. 

With soda on the platina wire, it combines with effer- 
vescence, forming a swollen unfused mass, which cannot be 
dissolved by the addition of more soda. On charcoal it is 
easily reduced to a globule of metallic tin. Certain varieties 

7 
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of oxide of tin, especially if tantaliferous, are difficultly re- 
duced by the use of soda only, so that the tin in such substances 
might escape observation ; but if a small quantity of borax be 
added, the reduction is easily effected. 

Tin occurs, in nature, very often as an accidental ingredient, 
mixed in very minute quantity with minerals containing tanta- 
lium, titanium and uranium, and perhaps others, where its pre- 
sence is not even suspected in an analysis in the humid way; 
but if they be treated with soda before the reducing flame, 
especially after the iron has been removed from them, metallic 
tin is always obtained, even when it does not constitute over 
i per cent, of the substance. If the proportion of iron be not 
very large, its reduction can be prevented by the addition of 
borax to the soda. 



33. Oxide of Lead. 

Alone^ minium appears black, as long as it remains hot, 
and changes, at a low red heat, into the yellow oxide. The 
yellow oxide melts to fine dark yellow ^ass, which is reduced 
upon the charcoal, with effervescence, to a grain of metallic 
lead. 

It dissolves with borax on the platina wire to a transparent 
glass, which is yellow, if saturated, as long as it remains hot, 
but becomes colorless after cooling. The assay cannot be 
brought into a bead upon charcoal, but it spreads oiit upon the 
coal ; the lead is reduced, and flows towards the edges. 

It is easily dissolved by the salt of phosphorus to a trans- 
parent glass. When saturated, it appears yellow when fused ; 
it becomes enamel-white on cooling. It is not reduced by the 
intenor flame, unless an excess of die oxide of lead be present 

The oxide of lead is readily dissolved by soda on the platina 
wire to a transparent glass, which, on cooling, becomes yellow 
and opaque. The lead is instantly reduced on charcoal. 



34. Oxide of Copper. 

Alone^ treated in the oxidating flame, the oxide of copper 
melts to a black bead, which soon spreads out upon the chieur- 
coal, and becomes reduced upon the under side. In the re- 
ducing flame, the oxide is reduced and acquires a metallic 
histre, at a temperature below the melting point of copper ; bat 
IB soon as the blowing is discontinued, the surface of the metal 
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18 instantly oxidized and becomes black or brown.* In a 
stronger heat, it melts to a globule of copper. 

The oxide of copper is easily dissolved by borax. The glass 
is of a fine green color, but at the moment in which the glass 
congeals, it acquires a cinnabar-red color, and becomes opaque. 
If the oxide of copper be impure, the glass is oflen dark brown, 
and does not acquire an enamel-like appearance, as in the 
intermittent fiame. If the proportion of copper be large, a 
part of the metal is reduced to a melted globule, which can be 
obtained by breaking the glass. 

It is dissolved by salt of phosphorus with the same color as 
with borax. If the quantity of copper be small, the glass, 
treated in the reducing flame, sometimes becomes ruby-red ; 
this happens generally at the moment of congelation. It is, 
however, almost always red, opaque and enamel-like. If the 
amount of copper be so small that the reducing flame cannot 
produce the reaction of the oxide of copper, a little tin must 
be added to the borax or salt of phosphorus glass ; if the bead 
be then heated, the glass, which before was colorless, becomes 
red and opaque on cooling. If the heat be kept up too long, 
the copper is precipitated in the metallic form, especially from 
the salt of phosphorus, and the reaction is prevented. 

In analyses of minerals containing lead, if the lead be sepa- 
rated by means of hydrosulphuric acid, when converted into 
an oxide it still contains a portion of copper, which is not dis- 
tinguished by the color. This, however, can be detected in 
the following manner, according to Plattner. A cavity is 
made in the charcoal, in which boracic acid is melted ; the re- 
duced bead of lead is then laid on the edge of the acid, and gently 
heated in the oxidating flame. The lead oxidizes, and is taken 
up by the acid. When, at last, only a very small quantity 
remains, it is treated with the salt of phosphorus, when the 
reaction of the copper can be observed, either with or without 
the aid of tin. 

* GAftN, who had large copper-works near Fahlun, which he managed with 
the utmost care, found that ores taken from different parts of the mine re- 
quired different methods of treatment, in order that too large a quantity of the 
metal might not be lost in the slag. In order to discover by some short pro- 
cess, whether the proportion of copper in the slag was increasing, he tested 
them with the blowpipe in the following way. A thin and broad fragment of 
the slag, of which the surface had been ground flat, was heated, in the first 
place, in tne oxidating flame, in order to drive off the sulphur, and then in the 
reducing flame, so that the flame was spread out upon the already roasted 
surface. If the slag contained copper, metallic points and spots havine the 
color of copper made their appearance, by the number and size of which the 
per centage of copper was estimated. Karely was a slag found entirely free 
from copper, but the eve soon learned to decide what was the common per- 
centage, and what too large an amount. 
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The oxide of copper is dissolved by soda on the platina 
to a transparent green glass, which becomes colorless 
opaque on cooling. On charcoal the mass is absorbed, and tfae^ 
metal reduced. There is no better method of detecting minute^ 
quantities of copper than by reduction, in those cases in which 
the copper is not combined with other metals which are liable 
to be reduced at the same time, and thus to'ma^ its reaction. 
Should such be the case, borax must be used with tin. When 
copper and iron occur together, both metals are obtained 
together in separate particles by the process of reduction, and 
ean be distinguished by the color, and by the aid of the magnet. 

35. Mercury. 

The combinations of mercury are all volatile, so that no 
reaction can be obtained with the fluxes. Mercurial substances 
are best examined by mixing them with metallic tin, iron-filings 
or oxide of lead, or, what is still better, soda, and then placing 
them in a glass tube closed at one end, and heating them to 
ignition. The mercury is reduced, and collects in the cold 
part of the tube in the form of a grey coating, which, when 
stirred, collects in small metallic globules. 

36. Oxide of Silver. 

Alone^ it is instantly reduced. 

Borax partly dissolves and partly reduces it Heated in 
the oxidating flame, the glass acquires, after cooling, a milk- 
white or opalescent appearance, according to the quantity of 
silver dissolved. The same result takes place, if silver in the 
metallic form be added. In the reducing flame, it becomes 
grey from particles of metallic silver disseminated through the 
mass. 

With the salt of phosphorus , the oxide and the metal give, 
in the oxidating flame, a yellowish glass, which acquires an 
opaline tint from a greater proportion of silver. Seen by 
transmitted light, it appears yellow ; by candle-light, it has a 
reddish appearance. It becomes grey in the reducing flame, 
like the glass of borax. 

The remaining precious metals, gold, platina, iridium, 
rhodium, and palladium, give no reaction with the fluxes, and 
are not oxidized. To this rule, however, rhodium and palla- 
dium are an exception, since they are oxidized and dissolved 
by the bicarbonate of potash, if fused with it. The operation 
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^y^^^ be performed in the closed glass tube over the spirit- 

*itnp, since the sulphuric acid escapes too quickly from the 

P^tifia foil. Platina and iridium are not attacked by this flux. 

^ only thing which can be done with these metals is to treat 

^m with the fluxes, to see whether any oxidizable metals can 

k detected in combination with them. In the same manner, 

^7 can be melted with pure lead, and cupelled, to determine, 

fitMQ the color of the cupel, whether itiey contain foreign 

inetals. Of the above-mentioned metals, only gold can be 

obtained in a coherent globule. The others remain, after 

cupellation, in the form of a grey, infusible, porous mass, 

irhich acquires a metallic lustre under the burnisher; and, 

if it be platina or palladium, it is malleable. 



B. COMBINATIONS BETWEEN COMBUSTIBLE BODIES. 

1. SULPHITBETS OF MeTALS. 

The sulphurets are recognized by the smell of the sulphur- 
ous acid which they disengage on being roasted on charcoal, 
or in the glass tube. If a metallic combination contains so 
little sulphur that it cannot be detected by the smell on being 
roasted, a bead of soda and silica must be melted, and to this 
the substance to be tested is to be added, when the glass 
acquires a red or yellow color, immediately or after cooling, 
according to the proportion of sulphur present If other 
metals should tinge the glass, so that the color produced by the 
sulphur cannot be seen, the assay must be fused with soda in 
the reducing flame, and then laid, afler being moistened with 
water, upon a piece of silver foil, which is immediately dis- 
colored by the sulphur. The assay can also be roasted in the 
open tube, in the open end of which a piece of Brazil-wood 
paper is placed ; this will be bleached by a quantity of sulphur 
too small to be perceived by the smell. This precaution is to 
be taken especially in the treatment of antimony ores, where 
the smell of sulphur can with difficulty be perceived, since the 
vapor of antimony has itself an acid smell. 

In testing sulphurets, the object generally is, to discover 
with what metal the sulphur is combined; for this purpose, 
as much of the sulphur as possible must be burnt off. To 
effect this, thin fragments of the assay are best selected, since 
these are most easily penetrated by the air ; round and thick 
masses must be avoided. For the same reason, the heat must 
at first be gently applied, in order that the assay may not melt 

7* 
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around the silver-furnaces near Freiberg smelling most strong- 
}j of arsenic, without perceiving any signs of its injuriouB 
efiect upon the workmen, who are exposed to this atmo^here 
almost every day. 

4. Antimoniurets. 

These give off, when roasted in the open tube, antimoniacal 
fumes, which, however, differ in character according to the 
nature of the various metals with which the antimony is mixed. 
If they are easily oxidized, antimonious acid is formed ; and, 
in this case, the sublimate is infusible. Antimony is driven 
off from copper and silver, and an oxide is formed, which 
deposits upon the glass as a volatile sublimate. The fumes 
which rise from the tube have a distinctly acid smell, which 
seems to belong to the oxide, or to the antimonious acid. 



5. Tellueets. 

Roasted in the glass tube, they produce in the upper part 
of the tube the same deposit as pure tellurium (see bismuth). 
The fumes which issue from the tube have a peculiar acid 
smell, like the vapor of antimony. The deposit of the oxide 
of tellurium is distinguished from that of arsenious acid, in 
that the first is not crystalline and can be fused, while, on the 
contrary, the latter is crystalline, and volatilizes without fusiDg. 

ToUurets, mingled with soda and finely-scraped charcoal, 
and heated in the closed tube, as described under the head 
of telluric acid, produce telluret of sodium, which can be 
dissolved out of the tube, after allowing it to cool, with a few 
drops of water which has been boiled for some time ; it can 
then be recognized by its purple color. Since, however, the 
tellurets not unfrequcntly contain sulphur, a combination of 
telluret of sodium with sulphurct of sodium is obtained, which, 
by its yellow color, mingled with the red of the telluret of 
sodium, sometimes produces an orange-red. 



6. Carburets. 

Those carburets of which the composition corresponds witfc*- 
that of the sulphurets and antimoniurets, that is to say, thos^ 
from which salts of the carbonates can be formed, do not occa"^ 
in the mineral kingdom. They can be artificially produced b; 
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the dry distillation of certain vegetable matters, or by beating the 
cyanurets of certain metals in closed vessels. These have 
then the combustibility of charcoal, can be set on fire, and 
bum like tinder, leaving behind the metallic oxide ; this prop- 
erty depends principally upon their porous texture. 

The only test for carbon in the dry way is, that it gradually 
consumes, without fumes or smell ; and that, when mixed with 
saltpetre, and heated in the platina spoon, or on platina foil, it 
detonates, and forms a carbonate of the alkali. 



C. REACTION OP ACIDS WHEN IN COMBINATION 

WITH SALTO. 

What has been already said of the phenomena presented by 
the metallic oxides, considered each one by itself, can be 
applied to the detection of the nature of the base of a saline 
combination, especially if it be a metallic oxide. It now re- 
mains to give rules by which the acid, or the electro-negative 
element of a combination, may be detected. To determine 
whether the substance to be tested contains a mineral acid, 
it is to be melted, according to the method proposed by Smith- 
son, with soda, on platina foil. The melted mass is then to be 
dissolved in water, of which a clear drop is then to be let fall 
upon glass, saturated with acetic acid, and tested by a solution 
of the acetate of lead. All the mineral acids, except the nitric, 
give precipitates. 

1. Sulphuric Acid 

Is detected in the salts of the sulphates, by adding an ex- 
^wiely minute quantity of the salt to a bead of silica and soda 
fused together, or by mixing it with soda before melting it with 
silica. The latter is most easily effected, but the former gives 
Usurer result The sulphuric acid is reduced, and sulphuret 
01 Solium is formed, by which the glass is colored dark brown, 
^' oecomes colorless' while fused ; but after cooling it acquires 
a red or dark yellow color, according to the quantity operated 
?^* The presence of sulphuric acid is also detected by melt- 
ing the salt with soda in the reducing flame, and then taking it 
^rorn the charcoal and laying it moistened upon a piece of sil- 
^®' foil, by which it is blackened, or stained deep yellow. 
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2. NiTBic Acid. 

The salts of the nitrates are recognized by their deflagratioa 
with charcoal when they are fusible. Those which do noi 
melt are to be heated to ignition, after being perfectly dried, ir: 
a glass tube closed at one end, when the tube is soon filled 
with a dark yellow vapor of nitrous acid. 

3. Chlorides. 

I made many researches to discover a test for chlorine in 
the dry way. A remark of Bergman, that chloride of copper 
tinges the flame green, which is not caused by any salt of cop- 
per in combination with a mineral acid, led me to make the 
following experiment, which succeeded beyond all expectation. 
Oxide of copper is dissolved in the salt of phosphorus, till a 
dark green bead is obtained. To this the substance to be test- 
ed for chlorine is to be added, and the blowing continued. If 
the assay contains chlorine, the bead becomes surrounded by a 
beautiful blue flame, inclining to purple, which continues as 
long as any chlorine remains. No one of the acids which oc- 
cur in the mineral kingdom produces anything similar, and 
those whose copper salts alone color the blowpipe flame, do 
not, when treated with the salt of phosphorus. Thus, for in- 
stance, the blowpipe flame is colored intensely green by the 
earthy mineral in which the blue carbonate of copper occurs, 
at Chessy in France ; but if the salt of phosphorus be added to 
it, if previously saturated by the oxide of copper, the flame 
does not exhibit the slightest trace of color. There is still 
another method of detecting chlorine, which is thus performed. 
Sulphate of iron or oxide of copper is placed on a bright sheet 
of silver, a drop of water let fall upon it, and the metallic 
chloride laid upon it, when the silver after a while acquires a 
deep bronze color. 

4. Bromides 

Give with salt of phosphorus and oxide of copper, as well 
as with the sulphate of copper on silver foil, the same re- 
action as the chlorides ; but the blue color of the flame inclines 
rather to green than purple, especially on the edges. To dis- 
tinguish with certainty the bromides from the chlorides, the 
substance must be fused with bisulphate of potash (both an- 
hydrous) in a small glass matrass with a long neck. Bromine 
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and sulphurous acid gas are disengaged, and the matrass is 
filled with a yellow vapor, which can he distinctly recognized 
by itB smell, although mixed with sulphurous acid. The color 
of the gas cannot well he seen by candle-light, for which rea- 
son this operation must be performed by daylight. 

5. Iodides. 

Tested in the same way as the chlorides, tinge the flame 
with a beautiful daric green color. It must be observed, how- 
eyer, that the salt of phosphorus at the commencement of 
fusion often throws out small jets of flame tinged of a green- 
ish hue by the combustion of ammonia, and that in a strong 
reducing flame it emits a greenish light ; this cannot, however, 
be confused with the brilliant green flame which is caused by 
an iodide. Iodides fused witli the bisulphate of potash in a 
glass matrass, give off a violet colored vapory iodine being sub- 
limed at the same time that sulphurous acid is disengaged. 

6. Fluorides. 

Since fluor has been detected in so many minerals in which 
its presence was formerly not even suspected, as, for instance, 
in wavellite, hornblende, and mica, it is of importance to be 
able to detect its presence by means of the blowpipe. This is 
not 80 easy in those cases where it forms an essential constitu- 
ent of the mineral, as, for instance, in fluor spar, topaz, cryo- 
Kte, &c., since the fluoric acid is not so easily driven off by 
the heat from these minerals, as from those in which it exists 
as merely an accidental ingredient, as, for instance, in mica 
and hornblende, in which the fluor is driven off by the change 
in the relative arrangement of the particles which ensues on 
ignition, in the form of fluo-silicic acid gas. 

In the first place, the assay is to be mixed with salt of phos- 
phorus, previously fused, and heated at the extremity of an 
open glass tube, so that a part of it is carried by the force of 
the current of the flame into the tube. In this way aqueous 
fluoric acid is formed, which gradually fills the tube, and which 
can be recognized by its peculiar odor, as also from the cir- 
cumstance that the glass is attacked by it on the inside, and 
^oaes its polish, especially at those spots where moisture is de- 
posited. If Brazil-wood paper be held at the orifice in the 
current of acid gas, it will be changed to yellow.* Smithson 

* According to Bomsdobff's researches, several acids, as, for instance, fluo- 
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performs this operation in this way : he fastens a piece of pL^ 
tina foil to the lower end of the tube, with a metallic wire, la* 
that it forms a sort of canal before the glass tube. In this op^i 
canal, the assay is to be laid and heated, so that the product o 
the operation is driven into the glass tube. At the highest tem- 
perature to which the assay can be raised, according to his 
statement, the fluoric acid can be driven off from the topaz and 
fluor spar, without the assistance of the salt of phosphorus. 
Smithson also changes the arrangement, by attaching the tube 
by a metallic wire to a small cork, and fastening the assay with 
clay to the end of a platina wire opposite the lower open end 
of the tube, which wire is also fastened to the cork, by which 
the whole can be held in the hand, and turned so that the flame 
can be directed into the tube. If the finely pulverized assay 
be fused in a glass tube closed at one end, with four times 
its weight of bisulphate of potash, till sulphuric acid begins to 
be disengaged, the tube is more or less coated internally with 
silicic acid, which deposits from the fluo-silicic acid gas. The 
tube is then to be cut off above the fused mass, rinsed with 
water, and dried, when the reaction is distinctly seen. 

When, on the otJier hand, fluoric acid is contained in mi- 
nute quantity in a mineral, in which it is combined with weak- 
er bases and water, the assay need only be heated in a 
glass tube closed at one end, in the open end of which a piece 
of moistened Brazil-wood paper is inserted. In general fluo- 
ric acid containing silica is driven off by the heat, and not far 
from the assay a ring of silica deposits in the tube, and the 
extremity of the Brazil-wood paper becomes yellow ; this re- 
action indicates that the volatilized acid is fluoric acid. In this 
manner the presence of fluoric acid can be detected in, for in- 
stance, a mica, which contains no more than J per cent, of its 
weight of that acid. 

7. Phosphoric Acid Salts. 

The unexpected discovery of phosphoric acid in wavellite 
and lazulite, has shown the necessity of a reagent for this acid, 
especially since, as it is precipitated with the earths, it easily 
escapes the notice of the chemist. Its known behavior in 

ric, phosphoric, and oxalic acids, have the property of coloring Erazil-wood 

Eaper straw-yellow, which is not effected l»y sulphuric, nitric, arsenic, and 
oracic acids. Therefore, in order to detect a comliination of fluor, if it be 
moistened with chlorohydric acid in a watch glass, and the Brazil-wood paper 
be applied to it, after a short interval the reaction of the fluoric acid is ren- 
dered evident. 
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combination with the oxide of lead, induced me to attempt to 
discover some method of detecting its presence by the help of 
lead or the oxide of lead, which, however, did not succeed, 
except in the case of the phosphate of copper, unless I had 
beforehand combined the phosphoric acid with the oxide of 
lead in the moist way, an operation quite out of the sphere of 
blowpipe expeiimentation. After many ineffectual attempts, I 
at last hit upon the following plan, which answers the purpose 
excellently. The assay is dissolved in boracic acid, and when 
the mass is entirely fused, a piece of fine iron wire rather longer 
than the diameter of the bead is stuck through it, and the 
whole heated strongly in the reducing flame. The iron be- 
comes oxidized at the expense of the phosphoric acid, by which 
borate of the protoxide of iron and phosphuret of iron are 
formed. The latter fuses at a high temperature, and the assay, 
which at first spreads itself over the wire, acquires its spherical 
form again, as soon as the phosphuret of iron fuses. As the 
bead cools, a sudden flash of light is generally seen in it, which 
is caused by the crystallization of the phosphuret of iron. The 
glass bead is then taken from the charcoal, wrapped in paper, 
and broken upon the anvil by a light blow of the hammer, 
when the phosphuret of iron appears as a round metallic grain, 
which adheres to the point of the magnetized knife, breaks 
under the hammer, and when broken liuas the color of iron. 
According to the proportion of iron it contains, it is more or 
less brittle, and the grain can oflen be partially flattened out, 
or struck a pretty heavy blow without breaking. If the assay 
contained no phosphoric acid, the wire comes out with its orig- 
inal shape and polished surface, being only burnt at the ends 
which projected from the bead. As small a proportion as four 
or five per cent, cannot be detected in this way, since it would 
fuse so small a quantity of iron that no result could be obtain- 
ed which could be safely relied on. 

As a matter of course, before the assay is examined accord- 
ing to this method for phosphoric acid, it must first be ascer- 
tained that no other substance is present which might be 
reduced by the iron and melted with it to a bead, as, for in- 
stance, sulphuric acid, arsenic acid, or such metallic oxides 
as are reduced by iron, since in such a case their bases would 
be obtained in combination with the iron. 

8. Salts of the Carbonates. 

The salts of the carbonates cannot be so easily detected 

by the use of the blowpipe, that the usual test in the humid 

ft 
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way by applying a drop of hydrochloric or nitric acid couldi 
be dispensed widi. 

9. BoRACic Acip. 

For the detection of boracic acid in the salts of the borates. 
Turner has given the following process. A quantity of 
finely pulverized fluor-spar is mixed with 4J parts of bisul- 
phate of potash and 1 part of the assay, and made up with 
water into a stiff paste, which is taken upon the platina wire, 
and, after being dried, heated just within the point of the blue 
flame ; as soon as the mass is melted, a pure green color tinges 
the flame for a moment, and then disappears and is not re- 
peated, and must, therefore, be observed at the moment of 
fusion. The theory is this ; fluoboric acid is formed and dis- 
engaged, coloring the flame at the moment that it escapes. 

10» Hydrates. 

Hydrates, or the combinations of water with oxidized bodies, 
are easily recognized, if the assay be heated in a small 
matrass, when the least trace of water is condensed in the neck 
of the matrass. Few substances are so free from hygroscopic 
moisture, that they do not give a trace of water when treated 
in this way. 

11. Silicates. 

Silicates are decomposed by the salt of phosphorus, the 
silica is set free, and the bases combine with the free acid of 
the salt of phosphorus. If a small quantity of this flux be 
used, it often happens that the silica swells up at the moment 
that the substance is decomposed, and absorbs the liquid mass. 
If more flux be added, a bead can be obtained in which the 
swollen, semi-transparent mass of silica swims. This is better 
seen while the glass is in fusion, than after it has been allowed to 
cool. In a large proportion of silicates, it sometimes happens, 
that the bead, though transparent when fused, becomes opa- 
lescent on cooling. This is not the case with pure silica. If 
the assay contains only a trace of silica, this is generally en- 
tirely dissolved in the flux. 

Every substance of an earthy or mineral nature, which 
melts with soda with effervescence into a transparent glass which 
remains transparent on cooling, is either silica, or a silicate in 
which the oxygen of the silica is generally at least double the 
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quantity of that of the hase. The glass, which is a comhina- 
^on of soda and silica, has the power of dissolving the hase, 
wluch the soda has set free from its comhination with the silica. 
If, on the contrary, the suhstance contains a smaller proportion 
of silica, so that, for instance, the oxygen of the silica is equal 
in quantity to tlmt of the hase, the siHcate is entirely decom- 
posed, and a glass formed, hut the quantity is not sufficient to 
dissolve the Hherated hase, into whose pores the glass is ah- 
sorbed. Here a circumstance occurs which seems paradoxical, 
namely, that a suhstance can dissolve with a minute portion of 
soda and form a transparent glass, which, if more soda he add- 
ed, becomes opaque and infusible. This happens generally 
in those fusihle silicates, whose hases, although by themselves 
in^ible, form a glass with soda. A small proportion of soda 
separates a portion of the infusible hases, hut they still remain 
dissolved. The more soda is added, the larger the quantity of 
the base which is liberated, and it congeals at last into a swol- 
kn mass. 

This relation between the phenomena which result from dif- 
ferent proportions of silica undergoes no exception, although 
"Mferent bases behave in different ways. Since the silicates 
^ generally double salts, and the bases are oflen united in 
^Mferent proportions, it often happens that two bases, which in 
* certain reciprocal relation to each other easily unite with 
*^a, when otherwise combined are with great difficulty melted 
^ a glass with it. If, for instance, the bases are C-f-SA, a 
g^asa c€ui be obtained from the silicate, as well as from the bi- 
^f tri-silicate. If, however, the bases are C-f-SA, the silicate 
pnxis no glass with soda. If the bases are C-f-M, the silicate 
^ ^vith difficulty fused to a glass ; if C+^M, a liquid glass of 
^® 1)i-silicate is obtained. If the bases are C-f-f, or C+nig, 
^^tiification takes place most readily. Since in a great num- 
^^ of the most common silicates the crystalline form can be 
^ed\ji(»e(j from the proportion of silica which they contain, their 
fuailiility with soda is a good method, in certain cases, of esti- 
''■^ting, approximatively, the relative quantities of the bases. 

X2. Selenic, Aesenic, Molybdic, Tungstic, Cheomic, 
Titanic, and Tantalic Acids. 

iTie salts of these acids are detected by the methods which 
J*^^ been before described ; namely, selenic and arsenic acids 
"y their smell in the reducing flame, as well as the seleniurets 
^^ arseniurets ; the others by the reaction produced by their 
^^^, m the manner which has been described in speaking 
^Pajately of each of them. ^ 
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PART II. 



BEHAVIOR OF MINERALS BEFORE THE 

BLOWPIPE. 

I SHALL, in the following pages, describe the behavior of 
minerals before the blowpipe, observing the order of the 
electro-chemical system ; according to which, I shall com- 
mence with the most electro-positive substances, and describe 
each compound substance under the head of its most electro- 
negative element. This arrangement is not a matter of con- 
sequence in a work like this, where the place of each mineral 
can be readily found by referring to the index ; but, as a 
certam order must be followed, that ought to be preferred 
which, in a mineralogical point of view, offers the greatest 
advantages. I shall also add to each mineral the formula 
representing its composition, as far as such may have been 
determined, according to the generally received atomic weights. 



NATIVE ELECTRO-POSITIVE METALS. 

These are generally so easily recognized by their external 
characters, that they rarely become the objects of investigation 
l)efore the blowpipe. Should they require to be examined in 
^ way, they must first be oxidized, in order to be able to 
test them with the fluxes in their oxidized state. 

The following may occasionally require examination :— 

a. Native palladium^ from Brazil.* CarefuUy heated on 
platina foil over the spirit-lamp to a low red heat, it becomes 
tmged with blue, which color disappears at a full red heat. 

•AJone^ cm charcoal, it is infusible and. unchanged. With 
Bulphur, it fuses in the reducing flame. In the oxidating flame, 

* This experiment was performed with unhammered palladium, which was 
ndooed from the oxide. As far as my knowledge .goes^ Dr. Wollaston is 
we only person who has hjad the opporkuoity orm^estigating native palla- 
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the sulphur is consumed, and the pure palladium remains 
behind. 

Treated in the matrass with bicarbonate of potash in fusion, 
it is dissolved, while sulphurous acid is disengaged, and the 
flux acquires, on cooling, a yellow color. The matrass must 
be of large dimensions, or the mass will rise above the top. 

b. Native amalgam, AgH^, from Zweibriicken. It boils and 
spirts in the matrass, gives off mercury, and leaves behind a. 
swollen mass of silver, which fuses on charcoal to a globule. 

c. Iridosmine<i Ir Os*, is changed, when heated before the 
blowpipe, to Ir Os ; and, if strongly ignited in the matrass with 
saltpetre, it disengages oxide of osmium, which can be recog- 
nized by its smeU. Some grains, of which the composition 
can be represented by Ir Os* and Ir Os*, smell strongly of osmic 
acid when heated. If such a grain be held in the forceps just 
on the edge of the flame of a spirit-lamp, that part of the 
flame is illuminated, as if from the combustion of oleflant gas. 
At that point, osmium is reduced, and bums like carbon in the 
gas-flame. 



ELECTRO-NEGATIVE COMBUSTIBLE SUBSTANCES AND 
THEIR UNOXIDIZED COMBINATIONS. 

Tellurium and Tellurets. 

Native tellurium, Te, from Nagyag, is recognized by the 
tests described under oxide of tellurium, in the former part of 
this work. 

It fumes when heated on charcoal, and leaves a slaggy 
mass, which when treated with the fluxes exhibits the reaction 
of oxide of iron. 

Telluret of bismuth, Bi Te"^. a. Telluret of bismuth and 
seleniuret of bismuth, from Tellemarken. Esmark's native 
tellurium. (The substance for examination was obligingly 
furnished me by the Abbe Hauy.) 

Alone, on charcoal, it fuses to a metallic globule, which 
colors the blowpipe flame intensely blue, and smells strongly 
of selenium. It deposits on the charcoal a white substance, 
iridescent on the edges, which disappears if the blowpipe 
flame is directed upon it, and colors the flame green. The 
remaining metallic globule can be entirely driven off*, if the 
heat be continued for some time. If a little salt of phosphorus 
be melted on the spot where the globule disappeared, it shows 
a trace of copper. 
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In the open tube, it fuses, and gives off dense white fumes, 
which deposit a reddish substance, after that'part of the sub- 
hmed mass which is nearest the assay has been roasted for 
some time. This red substance is selenium, of which the 
stream of gas issuing from the tube smells strongly. The 
white sublimate melts to transparent drops when heated, and 
is therefore oxide of tellurium. A metaUic globule remains 
in the tube, which gives off no more fumes, but surrounds 
itself with a brown fused mass, which becomes opaque and 
light yellow on cooling, and is therefore bismuth. 

b. Telluret of bismuth (Von Born's Wasserhleisilber), 
(The substance was furnished me for blowpipe examination by 
Piof. Weiss, from the collection of the Berlin University.) 

Alone, in the open tube, the metallic scale turns brown 
before it fuses, collects into a bead, and smells, for a moment, 
of selenium ; it gives off, on being ignited, dense white fumes, 
which condense on the side of die glass, and can be melted 
^^ white, transparent drops. In the bead, there still remains 
A globule of bismuth, which gives off no more fumes, and 
''^bich, if the heat be continued, becomes covered with fusing 
brown oxide of bismuth. 

Telluret of bismuth^ from Schubhau, Bi + ^^^Te', behaves, 
^^en roasted in the open tube, like the former variety, but 
^'iiells strongly of sulphurous acid. On charcoal, the bead 
^^^Hiiot be entirely volatilized, which is probably owing to a 
'"^^ture of foreign substances. The flame is colored blue, 
^^^n directed upon the charcoal. 

W^ith soda, it fuses together, telluret of sodium is absorbed 
"7 the charcoal, and brittle metallic grains remain behind. 

I^he test with soda and charcoal in the tube closed at one 
®^ (see telluric acid, page 61), gives, with well-boiled water, 
* yellowish red solution. 

. MtHien sulphur and lead, or bismuth, occur at the same time 
^ the ores of tellurium, it is not easy to distinguish the pres- 
CBc^ of tellurium by its smell. It can, however, according to 
Pla^itnek, be detected in the following manner : The pulver- 
J^^ assay is mixed with equal parts of pulverized and vitrified 
^^^Btcic acid, and laid near the end of the charcoal. The 
"^ine is then directed upon it, along the coal, so that its ele- 
Baonts become oxidized. The sulphur bums and is volatilized, 
"^^^ oxide of tellurium forms a white deposit upon the charcoal, 
JJ^ile the oxide of lead and the oxide of bismuth are retained 
^ the boracic acid. If the assay contains selenium, this can 
^ detected by the red spots on the charcoal. 
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Telluret of lead^ Pb Te (mechanically mixed with Pb S and 
Au Te'), Foliated tellurium (Blattererz), from Nagyag. 

Alone, on charcoal, it fumes, and leaves a yellow deposit 
upon the charcoal. The deposit disappears, tinging the innex 
flame blue, and not green, and leaves, afler long-continued 
blowing, a grain of gold, which, at the moment of passing tc 
a solid state, becomes again red hot The grain is malleable. 

In the glass tube, it fumes, smells perceptibly of sulphurous 
acid, but not at all of horse-radish, and gives a white sublimate, 
which is, however, grey directly over the assay. The sub- 
limate which is deposited directly over the assay does not 
melt like the oxide of tellurium ; it changes its appearance, 
and forms a grey semi-fused coating on the glass, without any 
perceptible fused globules. If such an examination should be 
made when the presence of tellurium was not previously sus- 
pected, this sublimate might be mistaken for antimonious acid, 
but is not so snow-white as this acid, which also does not be- 
come grey and partially fuse when heated. This is occasioned 
by the tellurate of the oxide of lead. At a considerable distance 
from the assay, it has the fusibility and reaction of the oxide 
of tellurium. The metallic globule remaining in the glass is 
surrounded by a dark oxidized mass, which looks like the oxide 
of bismuth ; but the color remains after cooling, and does not 
become much lighter. The test with boracic acid, recom- 
mended by Plattner, and given under the head of telluret 
of bismuth, gives, in this case also, a result which can be 
depended on as accurate. 

Telluret of silver, from Savodinskj, Ag Te. In the open 
tube, it fuses, without fuming or sensibly changing. On char- 
coal, it gives off fumes on being raised to a white heat. The 
edge of the flame is tinged blue, but there is no deposit upon 
the coal. The bead, as it congeals, becomes covered with 
silver-white crystalline ramifications, which are probably metal- 
lic silver from which the tellurium has been volatilized. These 
ramifications become still more extended on further heating, 
and they finally change into small globules, which sometimes 
shoot out upon fine threads. At length, the whole bead 
acquires a homogeneous silvery surface. The grain is then 
malleable, but breaks at the edges. 

With borax and salt of phosphorus, in the oxidating flame, 
a transparent yellowish glass is obtained. In the reducing 
flame the glass is colorless, but becomes grey and opaque on 
cooling. If the metallic globule be removed, all the metal 
contained in the borax glass may be soon expelled ; with great- 
er difficulty, however, out of the salt of phosphorus, which, 
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with a larger proportion of metal, becomes opaque and white 
on cooling. . After long continued heating, it becomes opales- 
cent, but only on congealing. 

Soda combines with the tellurium, boils and is absorbed by 
the charcoal, while the silver remains behind. It is wholly freed 
of its tellurium only by repeated fusion with soda. 

With soda and charcoal-powder in the matrass, telluret of 
sodium is obtained, which forms a fine red solution. 

WhiU teUurium, AgTe+3PbTe+2AuTe% behaves like the 
foregoing, except that on cupellation on charcoal oxide of tellu- 
rium is deposited, and afterwards it gives yellow fumes of lead, 
and leaves behind a grain of silver exceedingly rich in gold. 

Graphic tellurium^ (Schriflerz) from Nagyag. 

Alone, it melts on charcoal to a dark grey metallic bead, de- 
posits white fumes upon the charcoal, which disappear with a 
green or bluish-green light when the flame is directed upon it. 
After long blowing a light yellow metallic grain remains be- 
hind, which at the instant of solidifying becomes, of itself, 
white hot. The brilliant metallic globule i» malleable. 

In an open tube a white fume deposits, which, near the as- 
say, is grey (from sublimed tellurium). The sublimate fxises 
into clear and transparent drops, when the flame is directed 
upon it ; it smells acid, but without any trace of the smell of 
hoise-radish. 

Antimony and the Antimoniurets. 

Native antimony^ Sb, from Sala, behaves like pure antimo- 
ny) and is dissipated in fumes, leaving no residuum. 

Antimonial silver^ (Spiesglanzsilber,) Ag* Sb, and (Silber- 
spiesglanz,) Ag* Sb. 

Alone, it fuses readily on charcoal to a grey, brittle, metallic 
globule, and fumes like antimony, but not so strongly; the 
^obule acquires, after a certain proportion of the antimony 
has been driven off*, a dull, white, and strongly crystalline ap- 
pearance, and gives out a sudden light at the moment of so- 
hdifying. After losing still more antimony, it becomes, on 
cooling, smooth and polished on the surface, like glass, and is 
at that instant strongly ignited. Finally, after long ignition, 
nothing but silver remains behind. The fumes of antimony 
^ deposited on the charcoal, and this is sometimes tinged 
with red, in the direction of the flame, probably from the sul- 
phur contained in the assay, which forms crocus of antimony. 

Heated in the tube, a great quantity of the oxide of antimo- 
ny is given off, and the remaining globule becomes surrounded 
by a ring of a dark yellow glass. 
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Anthmmial irickel^ N? Sb^ firom Andreoriieig in die Haiz. 

In the open tube it gires off white fimies widioiit fbsiiig. 
The sublimate^ ii* collected and treated with fiofmate of soda, 
(see oxide of antimony, page 60^) gives a Teiy trifling ling, 
which volatilizes with the smell of aisaiic. The roasted assay 
is greyish-green and inftiable. 

On charcoal^ the assay melts at a lii^ tempeiature, and 
continues to tume like antimony for a few momentB, yet with- 
out covering itself with crystallized oxide of antimnny. The 
fumes smell strongly of arsenic. The addition of soda biings 
out the arsenical smell still more stron^y. The soda is absorb- 
ed by the charcoaU but does not give any reactum of Ihrer of 
antimony on metallic ^ver. 

With borax and salt of phosphorus^ ^^aas beads are obtained, 
which are colored by the oxide of nickel. 



AsssNic AifD AsssmusETs. 

Native arsenicy As> from Saxony, when heated, smells of 
garlic. In the matrass, it sublimes, and leaves behind a aooall 
globule of metallic silver. The sublimate is metallic arsenic 

Observation, Many varieties of native arsenic, as they are 
commonly called in various collections, are either biarseniurets, 
or mixtures of biarseniurets with arsenic, as, for instance, the 
colunuiar arsenic, from Schneeberg, and the testaceous cobalt 
from Saxony, and other biarseniurets of cobalt 

Copper nickel y (Kupfemickel,) Ni* As, from Schneeberg. 

In the matrass, it gives otF no fumes, and partially fuses as the 
glass begins to grow sofl. It gives a deposit of white arsenic, 
which is formed by the air in the matrass. 

On charcoal it fuses, fumes, and smells of arsenic, leaving a 
brittle, white, metallic globule. 

In the open tube it is easily roasted, gives off a large quan- 
tity of white arsenic, and leaves behind a yellowish-green sub- 
stance, which, when roasted on the charcoal and fused with 
soda and borax, gives a tolerably maUeable, magnetic, me- 
tallic globule. 

After roasting, it behaves with the fluxes like the oxide of 
nickel, and afler the reduction generally tinges the glass of a 
blue color, by which the presence of cobalt is recogmzed. 

Arsenical nickel^ (Arseniknickel,) Ni As, behaves like the 
foregoing, with this difference, that in the matrass arsenic » 
subluncd, and leaves a copper-colored residuum of copper 
nickel, (Kupfcmickel.) 
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Arsenical cobalt^ Co As, sometimes Co'As^, (Speiskobalt,) 
!rom Riegelsdorf, Schneeberg and Bieber. 

Alone, in the open tube, gives off readily arsenious acid. 

In the matrass, some kinds give metallic arsenic, others do 
lot. On charcoal they fume and emit the odor of arsenic, 
jiving a fused white bead, which, even after long fusion with 
!x>rax and soda, remains brittle, and tinges the fluxes with the 
[)eculiar color of cobalt. 

Columnar arsenic^ from Schneeberg, (Stangliches Arsenik,) 
Testaceous cobalt ^ (Scherbenkobalt) from Saxony, give off, in 
^e matrass, no arsenic, or at most only a trace. 

In the open tube a white sublimate is obtained, partly of ar- 
senious acid, and partly of metallic arsenic, while a greyish- 
brown infusible mass remains behind. Thoroughly roasted, it 
dissolves readily in the fluxes. 

They are taken up by bora;?:, and give it a cobalt color, 
wdthout producing any other reaction. They are dissolved by 
salt of phosphorus, giving a cobalt color to the bead ; but the 
columnar arsenic gives also evident marks of the reaction of 
the oxide of nickel, which passes into a cobalt-blue, as soon as 
the nickel is precipitated by tin. 

Arsenical antimony^ (Arsenikspiesglanz, Antimoine testace 
de PouUaouen.) 

Alone, in the matrass, it gives off at first a large quantity of 
metallic arsenic, afterwards it begins to melt, and at length 
ceases to sublime. If the metallic globule be taken out and 
heated to ignition on charcoal, it does not bum with the same 
phenomena as antimony, but the fumes smell strongly of arse- 
nic. The fumes crystallize gradually around the metal, and 
the crystals are whiter, and in larger laminae than those of pure 
antimony. If the ignition be continued, it volatilizes entirely. 



Carbon. 

Graphite is little changed by the action of the blowpipe 
flame. By long-continued blowing, it decreases in size and 
leaves an ash, which has the reaction of the oxide of iron, and 
sometimes of titanic acid. If graphite be rubbed upon fire- 
clay and then heated, the streak becomes gradually red, from 
the oxide of iron left behind. 

Graphite, (Kohlenblende,) from Barreros in Minas Geraes in 
Brazil, often leaves no red streak, and is therefore pure carbon. 

Lignite^ mineral charcoal^ when heated, bums like tinder, 
and leaves a white ash, which is not alkaline. 

9 
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Anthracite gives off water in the matrass, but no empyreu- 
matic oil. It bums in the oxidating flame without fusing, and 
leaves a small quantity of ashes. 



Selenium and Seleniusets. 

Seleniuret of had^ Pb Se, from Tilkerode in the Harz Mts. 

Alone in the matrass it decrepitates, often violently, but 
otherwise remains unchanged. 

On charcoal it fumes, smells strongly of selenium, deposits 
on the coal a red, yellow and white incrustation, and tinges 
the flame blue. It does not fuse, but becomes rounded, and 
gradually volatilizes, smelling constantly of selenium. It leaves 
behind a very trifling quantity of black slag, which gives with 
borax indications of iron, and in the reducing flame traces of 
copper. 

Roasted in the open tube, it gives ofl* at first a little selen- 
ium, but undergoes but a very trifling change. The sublimate, 
at the greatest distance from the assay, is red, nearer to it, it 
is of a steel-grey color. 

Cupelled with lead on a bone-ash cupel, it oflen leaves a 
trace of silver, and sometimes gold. 

It is gradually dissolved by soda, and is absorbed by the char- 
coal ; the lead is reduced, and can be separated by washing. 

Seleniuret of lead and cobalt, Co Se*^ -j- 6 Pb Se, from Tilke- 
rode, behaves like the seleniuret of lead, but the remaining 
slag gives a blue glass with the fluxes. 

Seleniuret of copper, Cu* Se, from Skrickerum. 

Alone, on charcoal, it fuses into a grey and slightly mallea- 
ble bead, at the same time smelling strongly of selenium. 

In the tube, selenium sublimes in the form of a red powder, 
and also selenious acid, which crystallizes before the selenium ; 
the crystals are volatilized by a very gentle heat. After long- 
continued roasting, during which the assay gives oflT the odor 
of selenium, if it be treated with soda, a grain of copper is 
obtained. 

Seleniuret of copper and lead, (Selenkupferblei und Selen- 
bleikupfer,) from Tilkerode and Glasbachsgrunde. It varies 
in composition : Cu Se + 4 Pb Se, Cu Se tJ- 2 Pb Se, and Cu Se 
+ Pb Se. 

The first of these behaves like seleniuret of lead, but fuses 
slightly on the surface. After long-continued roasting it leaves 
a black slag, which, when fused with borax, gives the reaction 
of copper, and if soda be added, a globule of copper is sepa- 
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ntted in the flux. The last named ore fuses readily, spreads 
oa the charcoal and forms a grey mass, having a metallic lustre, 
which, after a thorough roasting, gives with horax and soda a 
grain of copper. ' 

Sdeniuret of capper and silver^ Cu' Se-|-Ag Se, Eucairite 
from Skrickerum. 

Alone, it fuses, smells strongly of selenium, and gives a 
grey, soft, but not a brittle, mettdlic globule. Cupelled, after 
being mixed with lead, it gives a grain of silver, and smells 
strongly of selenium during the whole operation. 

In the open tube it behaves like the seleniuret of copper. 
With the fluxes it gives a decided reaction of copper. 
Seleniuret of mercury and lead^ Pb Se mixed with Hg Se, 
from Magdesprung. 

Alone in the matrass it gives a grey, crystalline sublimate of 
seleniuret of mercury, and sometimes, before this, a few glob- 
ules of pure mercury. Heated with soda in the matrass, it 
gives only mercury. Its behavior is, in general, like that of 
the seleniuret of lead. 



SXTLPHUE AND THE SULPHURETS. 

-Native sulphur^ S and (')*, is easily recognized by its 
soiell when burning. In the matrass it sublimes ; it is distin- 
guished from the sulphuret of arsenic, by this, that if burnt in 
aii open tube nothing condenses on the surface of the tube 
abK>Ye the place of combustion. 

Sulphuret of manganese^ Mn, (Manganglanz) from Nagyag. 

-Alone in the matrass it undergoes no change. Heated in the 
2p^ii tube, it is gradually and slowly roasted, without subliming. 
I*x^ roasted surface acquires a greyish-green color ; it* remains 
^^^ a long time unchanged internally. It can be fused with a 
sti'ong reducing flame, on the edges to a brown slag, when 
'^^^^ted to a certain extent. Thoroughly roasted, it behaves 
^^t.li the fluxes like pure oxide of manganese. 

It is very slowly dissolved by borax ; the glass acquires, on 
^^^^^ling, a faint yellowish color, as long as any part of the assay 
^^^^ains undissolved. This color seems to be similar to that 
^*^ch sulphur imparts to a glass of soda and silica. When the 

I shall make use here of the symbol for the sulphurets which I proposed 
^ ^He ist Part of the 4th editioQ of my Elements ot Chemistry. It consists 
^ X^lacing a comma for each atom of sulphur, over the symbol of the radical ; 

"^ i-"08tance, PeS= Pe. The coavenience of this method of notation will be 
cie^^ly ,^^ fiurUier on. 
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assay is fully dissolved, and the deoxidizing action has ceased, 
the color of the oxide of manganese is perceived. 

It is dissolved by the salt of phosphorus with strong effer- 
vescence, and the escape of a large quantity of gas, which 
continues for a short time, after heat ceases to be applied. If 
the bead be placed almost in contact with the flame, sHght deto- 
nations are heard, caused by the combustible gases, which are 
evolved and set on fire. If a larger bead which remains hot 
for a longer time be taken, the detonations last longer, and near 
the end a large bubble of gas is given off*, which burns with a 
feeble green light ; it is easy to perceive by the peculiar, garlic 
smell of the boiling globule, that the gas is a sulphuret of phos- 
phorus, which is produced by the oxidation of the metallic 
manganese at the expense of the phosphoric acid, while the 
sulphur combines with the phosphorus and escapes. The glass 
exhibits, in this case, a curious play of colors ; it is clear and 
colorless so long as it remains fused, but acquires the same 
yellow color as the borax glass on cooling. At first, wheh 
only a small portion of the assay has been decomposed, it be- 
comes, on cooling, of a light yellow color, but the color gradu- 
ally increases in depth, and at the moment of congelation a 
substance is separated from it, which causes the bead to appear 
black. Examined with the microscope, small black particles 
are seen scattered through the dark yellow glass, and on cool- 
ing it transmits a bluish light.* When all the sulphuret of 
manganese is decomposed, and the effervescence has entirely 
ceased, the glass is perfectly transparent and colorless, and it 
acquires, in the oxidizing flame, a beautiful, clear amethystine 
color. 

It is imperfectly dissolved by soda. The hepatic mass is 
absorbed by the charcoal, and a grey sintered slag remains on 
the surfkce. 

Sulphuret of zinc, Zn, Blende, 

Alone, it sometimes decrepitates strongly ; it can be ignited 
without any particular change ; it does not fuse but becoines 
rounded on its thinnest edges, in the strongest heat which caD 
be produced ; it smells feebly of sulphurous acid, and is not 
easily roasted. 

In the open tube it does not give off* fumes, and undergoes 
little change. On charcoal it deposits a coating of zinc, wh^^ 
strongly heated in the external flame. 

* The cause of this play of colors cannot be sulphur. Is the sulphure*- °j 
manganese soluble in the salt of phosphorus, or is there a lower aegre© . 
oxidation than the protoxide, which, like the lowest oxides of copper and t***" 
math, is soluble in the melting acid, and which, on cooling, is separated? 
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It is scarcely acted on by soda, but the zinc is reduced, so 
that, if the heat is sufficient, the flame of burning zinc is per- 
ceived, and flowers of zinc are deposited upon the coal. 

Sulphwret of iron, a. Magnetic iron pyrites, Fe-j-5Fe, 
(Magnetkies) from Uto. 

Alone in the matrass it undergoes no change. In the open 
tube it gives off* sulphurous acid, but no traces of a sublimate. 
On charcoal it reddens in the exterior flame, and is converted 
mto peroxide of iron by roasting. In the inner flame, it melts 
with a strong heat into a globule, which continues red hot for 
£ui instant after being taken from the flame. After cooling, it 
is covered with a rough, black mass. If the globule be broken, 
the fracture is crystalline, with a yellowish color and metallic 
lustre. 

b. Bisulphuret of iron^ Fe, Iron pyrites^ (Schwefelkies.) 
Alone in the matrass it throws out a smell of hydrosulphuric 
acid gas, and gives off* sulphur. After a strong heating, a reddish 
sublimate is obtained, which is less volatile than sulphur, and 
the quantity of which varies in diflTerent specimens. This sub- 
limate looks like sulphuret of arsenic. The sulphuret of iron, 
when thoroughly roasted, is metallic, porous, attractable by the 
magnet, and behaves like the magnetic pyrites. 
On charcoal it reacts like the magnetic pyrites. 

Sulphuret of cobalt, Oo, (Kobaltkies,) with occasional admix- 

tare of Fe and Ou, from Bastnas near Riddarhyttan and from 
Musen. 

Alone in the matrass it does not give oflT fumes, as one would 
expect from the formula C^ S^. It does not decrepitate. In 
the open tube it gives off* sulphurous acid, accompanied by a 
white sublimate in trifling quantity. This sublimate consists of 
small drops, as is seen if it be examined by the microscope. 
It is concentrated sulphuric acid. If the tube be dusty, it be- 
comes black from the decomposition of the dust. The sul- 
phuric acid is given off at the commencement of the operation, 
and is not visibly increased in quantity by its continuance. 
No trace of arsenic can be perceived. It is roasted upon char- 
coal, and afterwards fuses to a grey, metallic globule, which 
cannot easily be freed from sulphur. 

With the fluxes, the reaction of the cobalt overpowers that 
of the iron and copper^ so that the latter cannot be recognized, 
"but after the grey fused bead has been several times remelted 
in the oxidating flame, the cobalt is taken up, and the copper 
"becomes concentrated, so that, finally, if the glass be exposed 
to the reducing flame after being saturated with the salt of 

9* 
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phosphoriMi, on cooling, the red color of the protazide ci capper 
appears, although shaded with the hlue of the cobalt. 

Sulphur et of nickel^ Ni, (Haarkies.) 

In the open tube it smells of sulphuric acid^bleacliesBFufl- 
woo<] paper, and leaves a dark mass, unaltered in fixm. 

Btronglv hr;ated on charcoal it gives a malleaMe, magnetia 
sinter, which is nickel. 

After being roasted, it behaves with the fluxes like the oxide 
of nickcL 

It gives, before being roasted, a hepatic ccdor with a glass 
of soda and silica. 

Sutphuret and antimoniuret of nickel^ Ni + Ni Sb, (Nickel- 
sptesglanzerz.) (The antimony is partially replaced by arsenic. 
The nickel sometimes contains traces of cobalt) 

In tho open tube it gives off strong fumes of antimony, 
smells slightly of sulphurous acid, and bleaches Brazil-wood 
paper hold in the tube. 

In the matrass it gives off a trifling white sublimate, whicti 
seems to bo formed at tho expense of the air in the matrass. 

(Jn charcoal it fuses and gives off dense fumes. The arsenical 
smell is not easily recognized, but can sometimes be perceived 
in a slight degree. The metallic bead, however long it may be 
roasterl, still remains fusible and brittle. With soda it does not 
oniit tlio odor, or fumes, of arsenic, nor does it sink into the 
charcoal, but forms a black, liquid mass, which remains on the 
surfmjn, and collects into a bead. This flux produces with Ae 
glass tlie color of hopar. The metallic globule, melted with 
tho fluxos, gives no other reaction than that of the cobalt 

Sulphur ct of copper^ Ou, Vitreoiis copper^ (Kupferglas.) 
Alorif; on charcoal it smells of sulphurous acid, fuses easily in 
tho external flame, and boils, throwing off melted globules. ^ 
the internal flame, it becomes covered with a crust, and no 
longer fuses. This can be repeated several times. No copper 
is s<!parated, as long as any sulphur remains, and it appears 
from this, that sulphur and copper can be fused together in any 
proportion. 

In the open tube it gives off sulphurous acid, and is roasted, 
but does not sublime. The roasted assay gives a globule oi 
metallic copper with soda or borax. 

Sulphurct of iron and copper, a. Copper pyrites, £\i Fe» 

(Kupfcrkies,) and b. Variegated copper, Ou^ Fe^, (Buntkup- 

fercrz.) (Sometimes mixed, in various proportions, with Ou, Fe, 

or with Pe.) 
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Alone, on the charcoal, it becomes darkened by the first 
action of the flame, and turns black, but changes to red on 
cooling. It fuses more readily than the sulphuret of copper to 
a globule, which, after being heated for some time, is attractable 
by the magnet It is brittle, and its fracture is greyish-red. 
Exposed for some time to the oxidating flame, and afterwards 
treated with borax, it gives a globule of copper. In the open 
tube it gives a strong smell of sulphurous acid, but no subli- 
mate. In the matrass there is no sublimation of .sulphur. 

After being roasted, it gives with the fluxes the reaction of 
a mixture of the oxides of iron and copper. Treated with 
soda, iron and copper are obtained separately, after burning 
off all the sulphur. 

Sulphuret of lead^ Pb, Galena^ (Bleiglanz.) 

Alone, on charcoal, it does not fuse till all the sulphur has 
been driven off*, when globules of lead make their appearance 
on the surface, and a button of lead is at last obtained. If 
this be cupelled, it can be determined whether the assay con- 
tains silver. The color of the bone-ash cupel shows after the 
operation is finished, whether the lead was pure or not. If 
pure, it has a clear pale yellow color ; copper stains it of a 
greenish hue, iron, black or brown, &c. The bone-ash cupel 
can be used, either for roasting or for cupelling. 

In the tube, sulphuret of lead gives off sulphur and a white 
sublimate of the sulphate of lead, which becomes, in a strong 
beat, grey near the assay. The sublimate can be fused by a 
strong heat ; it congeals immediately, and does not volatilize. 

Remark 1. Since the sulphuret of lead is one of the prin- 
cipal ores from which silver is obtained, the assaying of it for 
that metal is of great importance, and, since this can be done 
by cupellation with the blowpipe, Harkort endeavored to use 
this instrument for quantitative analyses, so that it would be 
possible in twenty minutes to arrive at a pretty accurate knowl- 
edge of the quantity of silver contained in the assay. Although 
such a technical use of the blowpipe does not properly come 
withm the limits of this division of the work, I wUl, notwith- 
standing, briefly describe his method of operating.* 

A larger quantity of the assay than can be used in the cupel- 
lation is to be taken, pulverized and well mixed, so that an 
average of the whole may be obtained. A decigramme (which 

* " Die Probirkunst mil dem Lothrohre " by Edwabd Harkort. Part 1 st. 
Assayinff of Silver. Freiberg, 1827. Plattner has, since that time, carried 
still farther the art of making quantitative assays with the blowpipe, not only 
for silver, but for some other metals. '* Die Probirkunst mit dem Lothrohre " 
oj C. F. Plattneb. Leipzig, 1835, pp. 251 to 350. 
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is called the standard cwt.) is weighed on a delicate halance, 
or hy means of Nicholson^s hydbrometer, which is sunk in 
alcohol to make it more susceptible. The weighed powder is 
then placed in a small ivory capsule, and mixed with pulverized 
borax glass, in proportion to the quantity of foreign matteis 
contained in the assay, and decomposed by from 3 to 8 times 
its weight of pure finely granulated lead. The lead is not 
weighed, but measured in a graduated cylinder, in which one 
degree marks a space sufficient to contain a decigramme of 
lead. The mass is then well mingled, and placed in a small 
cone of post paper, which has been previously soaked in a solu- 
tion of soda and dried. The cone is closed at both ends, after 
fiUmg it with the assay, and then laid in a cavity in the char* 
coal and heated. The paper and the soda hold the mass to- 
gether, till the borax glass has become sufficiently soft to pre- 
vent any particles from being scattered and lost The mass 
soon melts, and the borax takes up the slag, while the lead 
containing the silver forms a coherent regiuus. It is easily 
seen whether the slag is too large in quantity to be separated 
from the lead, in this case, it must be remelted with more 
borax. The cupels are made of bone-ashes, in an iron mould, 
which resembles the steel anvil described on page 26, and 
which is provided with a steel handle, and has tluree cavities in 
which the bone-ashes are placed to form the cupels.* The 
cupellation requires two operations. The first time, it is carried 
so far, that two thirds of the lead is oxidized, which must be 
done with care, to allow as little oxide as possible to be ab- 
sorbed by the cupel, which is then to be broken away on the 
side, till the globule is exposed, so that it can be taken out from 
the surrounding oxide with the forceps. It is then placed upon 
a fresh cupel, and heated till it is oxidized and absorbed by the 
bone- ashes. The globule of silver which remains is too small 
to be weighed, and Harkort proposed to measure it ; for this 
purpose he prepared a scale of ivory, on which is cut a right- 
angled triangle, whose base is a millimetre in length, its height 
157.5 millimetres ; it is divided into 50 equal spaces, forming 50 
triangles, which decrease regularly in height. The grain of sil- 
ver, is placed on this triangle, and slid along till its surface is 
seen, the eye being held directly over it, to exactly touch the sides 
of the triangle, when the number of loths of silver contained 
in a hundred weight of ore can be read off on the nearest divi- 

* In repeating Harkort's experiments, I used, instead of the iron monld, 
one of pumice stone, which, apart from its liability to be broken, answerea 
the purpose very well, and is not liable to become so hot that it cannot be held 
in the hand. 
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sion. This scale cannot be made from calculation, since the 
grain of silver is not spherical, but gradually becomes flatter as 
it enlarges. It is, therefore, constructed from experiments 
made first in the humid way, and afterwards ropeated with the 
blowpipe, so that each division of the scale corresponding to 
the diameter of the silver globule is marked with the number 
determined by experimentation in the large way. Thus, after 
several points of the scale were fixed, the rest was interpolated 
in the same ratio. Analyses performed in the large way 
agreed, not exactly, but sufi&ciently near for practical purposes, 
^th those performed with the blowpipe according to this 
naethod. 

It was properly only for operations of this kind, that Har- 
^ort invented the blowing machine described on page 13, for 
^lieving the muscles of the cheeks and lips. 

Remark 2. The sulphuret of lead from Fahlun and from the 

^C»pper mines of Atvidaberg, smells of selenium when roasted 

^^ charcoal, and if the operation be performed in the tube, a 

J ^d sublimate of selenium is obtained, which, although not 

^^rge in quantity, is sufficiently evident. For this purpose the 

^^;>asting must be slowly performed, and continued for a long 

^5.me, since the selenium does not separate till near the end of 

^iie operation. A red ring is then seen to be formed about an 

i-^ch from the assay, and the smell of selenium is recognizable 

^^ the upper end of the tube. The selenium is collected by 

"treating the space between the assay and the ring, so that the 

Selenium which is deposited there is driven towards the ring. 

Xf the amount of selenium is small, the ring is hardly to be 

discerned by transmitted light, but it becomes evident when 

^eld against a dark ground. If there is arsenic in the assay, 

Sulphuret of arsenic may easily give rise to mistakes. 

^ Sulphuret of bismuth, a, from Greger's Klack, Bispberg, 

HBi, orBi + 2S. 

AioQe, in the tube, it gives off sulphurous acid and a white 

saUimate, and boils violently on being heated to ignition, which 

aoan ceases, and oxide of bismuth is deposited around the glo- 

boley as k the case with pure bismuth. 

Ob charcoal it fuses and boils, throwing out small red-hot 

l^obalea for a short time. After the bismuth is driven ofiT, a 

w das remains, which is dissolved by the salt of phospho- 

] idi 9ie characteristic color of iron. 



et* 



l^iddaihyttan, Bi. 
' it ffvea ojflT, at first, sublimed sulphur, then a 
'' a mblinmte, which resembles the fumes of 
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tellurium in its property of fusing on being heated, but the glo- 
bules become brown and cloudy-yellow on cooling, while those 
of tellurium, on the contrary, are transparent and colorless, 
when the deposit is not too thick. Afler a part of the sulphur 
has been burned away, it begins to boil and spirt like the fore- 
going variety, and leaves a regulus of bismuth, which, when 
cupelled, leaves behind a clear orange-yellow stain on the 
cupel. - 

Remark. It seems. to follow from these experiments, that the 
native bismuth found fifty years ago on the Greger's Klack in 
Bispberg, is really sulphuret of bismuth, but containing a small- 
er proportion of sulphur than that of Riddarh3rttan, which 
seems to be brought by roasting to have the same composition 
as the preceding. , ,„ 

Sulphuret of copper and WswuiA,Ou^fii, (Kupferwismutherz,) 
from Wittichen in Fiirstenberg. 

In the open tube it gives off sulphur and a white sublimate. 
The assay then boils, but less violently than the sulphuret of 
bismuth. 

On charcoal it emits burning globules, at first, and coats the 
coal with a deposit of bismuth, but cannot be fused on account 
of the quantity of quartz which it contains. If it be treated with 
soda, after being roasted, it gives a globule of metallic copper 
of considerable size. 

r frt t ftt 

Needle ore, Ou^ fii -f- 2 Pb^ fii, (Nadelerz,) from Katharinen- 
burg. 

Alone it fuses and fumes, coats the charcoal with a white 
deposit, which is slightly yellow on its edge, and gives a me- 
tallic globule, resembling bismuth. The fumes are reduced by 
the interior flame, and do not become colored. 

In the open tube it gives off white fumes, which can be fused 
into liquid globules, some of which are white after cooling, and 
others volatile. The air issuing from the tube smells of sul- 
phurous acid. The globule of bismuth becomes covered with 
a black fused oxide, which after cooling is transparent and 
greenish-yellow. The globule gives with the fluxes the reac- 
tion of copper, though indistinctly. After long heating a glo- 
bule of copper remains, which, when cupelled, leaves behind 
an exceedingly minute trace of silver. 

Remark, John found in this mineral between 1 and 2 per 
cent, of tellurium. This agrees with the character of the 
fumes deposited in the glass tube, though, in that case, a larger 
quantity would be expected than was, found by John. Tellu- 
rium generally tinges the reducing flame green ; this is not the 
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ae with this mineral, which communicates a bluish tinge, if 
ly, to the flame. The same thing takes place with the foiia- 
i tellurium (Blattererz) in which tellurium and lead occur to- 
other, so that the lead partially changes the characteristic 
action of the tellurium. 

jRn pyrites^ Fe' Sn + -Gu' Sn, (Zinnkies,) from Cornwall. 

Alone it melts at full red heat, and smells, in the external 
ame, of sulphurous acid ; it becomes snow-white on the sur- 
ice and coats the charcoal with a white deposit, both near the 
lobule and at a few lines distance from it. This coating, 
^hich is the characteristic test of this mineral before the blow- 
ipe, is the oxide of tin. It is distinguished from that of other 
olatile minerals, 1st, in being contiguous to the assay, 2d, by 
ot being driven off either by the inner or outer flame, if the 
last be not so strong as to drive it away mechanically. 

In the open tube it smells of sulphurous acid, and deposits 
3iise white fumes, which are not volatile, upon the assay, and 
little distance from it. 

Roasted for sometime on charcoal, it gives a brittle metallic 
lobule, which, when treated with the fluxes, gives the reaction 
r iron and copper. If treated in the reducing flame with a 
lixture of soda and borax, a pale, hard and imperfectly mal- 
«ible button of copper is obtained. 

Sulphuret of silver, Ag, (Glaserz,) from Schemnitz. 

Alone, on charcoal, it fuses and swells up, and forms empty 
ibbles, but collects into a globule, after being heated for some 
He. It smells of sulphurous acid, and leaves, finally, a grain 
* silver, surrounded with a slag. The slag, fused with borax 
id salt of phosphorus, indicates the presence of iron and 
>pper. , , 

Sulphuret of silver and copper, Ou Ag, (Silberkupferglanz.) 

Alone it fuses readily, smells of sulphurous acid, does not 
ve off fumes, even in the tube, is not oxidized, neither does 
form a liquid slag, either on charcoal or in the tube. The 
obule has a grey color, and metallic lustre ; it is imperfectly 
cdleable, and has a grey fracture. Treated with the fluxes, 
gives the reaction of copper. Cupelled with lead, on bone- 
hes, it gives a large globule of silver, and the cupel is colored 
ackish-green. , 

Sulphuret of mercury, Hg, Cinnabar. 

a. Crystallized cinnabar, from Almaden in Spain. 

Alone on charcoal it volatilizes, leaves no residuum, and 
>es not smell of sulphurous acid. 

In the matrass it sublimes. The sublimate is dark colored, 
id gives a red streak. 
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Hoasted in the open tube, mercury and sublimed cinnabar 
are obtained. The mercury deposits at a greater distance from 
the flame, than the cinnabar. 

In the matrass globules of mercury are obtained. 

b. Mealy cinnabar^ from Zweibriicken. 

Alone in the matrass it gives off cinnabar, and leave a large 
residuum, which, when treated with the fluxes, shows the pres- 
ence of a large proportion of iron and lead, and a trace of 
copper. 

c. Hepatic cinnabar ^ (Lebererz.) 

Alone in the matrass it gives off cinnabar, and leaves a 
black residuum. If this be taken out and heated in an open 
tube, it gradually disappears, without subliming or emitting an 
odor, till, at length, only a small trace of earthy matter re- 
mains. The residuum resembles charcoal. 
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Sulphur et of antimony, Sb, (Grauspiesglanzerz.) 
Alone on charcoal, it fuses readily, and is absorbed by ^^ 
coal, of which the surface becomes coated with a black glassy 
mass. If the heat be continued, particles resembling metal 
appear on the surface of the charcoal, which seem to be a Bul- 
phuret, and do not behave like the pure metal ; they do ^^^ 
burn, but become blackened and lose their metallic lustre, ^' 
fore becoming cold. 

In the glass tube, it gives, at the commencement of the ro^^' 
ing, a large quantity of antimonious acid, and afterward^ * 
sublimate of antimonious acid, mixed with a large proport^^^^ 
of oxide. This is curious, since the pure metal gives off 0^7 
oxide, and the sublimate is quite volatile. The air which is^^^ 
from the tube smells of sulphurous acid. 



Hypantimoniosulphurous Salts. 

This division embraces a class of minerals which has ^' 
ceived a variety of names, (Fahlerz, Weissgiiltigerz, &c.) ^^^ 
of which the real composition was first made known by "^ 
discovery of the sulphur salts. 

Hemi-Tiypantimonio sulphurous sulphuret of iron^ Fe' S^" » 
Berthierite^ from Chazelles in Auvergne. 

On charcoal it fuses readily, gives off fumes of antimo^y» 
and leaves, after the antimony has been driven off, a bl^-fj 
slag, which is attracted by the magnet, and which gives y^'^ 
the fluxes the reaction of the protoxide of iron. , ^#» 

Neutral hypantimoniosulphurou^ sulphuret of lead, Pb '^*^» 
Zinkenite, from Wolfsberg, near Stollberg in the Harz. 
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Alone on charcoal it decrepitates, fuses, gives off fumes of 
^timony, and can be almost entirely driven off; the residuum, 
fr'eated with the fluxes, indicates the presence of copper. 

In the open tube it gives off dense white fumes, of which a 
part is volatile, and is the oxide of antimony, the remaining 
portion is fixed, &ndL is an antimoniate of lead. 

It is generally difficult to determine the presence of antimo- 
jny, if lead and sulphur are present at the same time. Accord- 
ing to Plattnbr, the antimony can be obtained tolerably free 
from lead, by roasting the fused assay with melted boracic acid, 
taking the precaution not to allow it to be surrounded entirely by 
the boracic acid. This latter dissolves the oxide of lead, and 
keeps it back, the sulphur bums and forms sulphurous acid, 
and antimony is deposited upon the charcoal. 

Pb Sb combines with Pb in several distinct proportions, and 
forms several species of minerals. The following are those 
known at present : 

Plagionite 3PbSb + Pb 

Jamesonite 2 Pb Sb + Pb 

Plumose antimony Pb Sb -f- Pb 

BorUangerite Pb Sb + 2 Pb 

Geocronite Pb Sb + 4 Pb 

Kilbrickenite Pb Sb + 5 Pb 

These different species cannot be distingubhed from each 
other by the blowpipe, and the most which can be done is to 
(letermme whether the specimen under examination belongs to 
those containing a larger or smaller proportion of antimony, 
and whether it contains other metals intermixed ; I will subjoin 
& couple of examples. 

Jamesonite^ from Cornwall, behaves like the preceding, but, 
after the antimony and lead have been driven off, a slag re- 
mains, which gives a trace of the presence of the oxides of 
iron and copper, when- treated with the fluxes. 
Plagionite^ from Wolfsberg. 

Decrepitates strongly ; in the opeft tube, gives off fumes 

of antimony and sulphurous acid. Fuses very readily. It is 

absorbed by the charcoal, exactly like sulphuret of antimony ; 

and if this part of the charcoal be heated for some time, 

small globules of lead make their appearance. 

It does not give a colored bead with borax. 

Treated with salt of phosphorus, in the oxidating flame, it 

^es a transparent glass, which becomes jgrey and opaque, on 

10 
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congealing, like that of Insmuth. This property disappears 
on farther heating, when, hy the addition of dn, a diity red 
color can he obtained, indicating the presence of copper. 

When treated with soda, a hepar is obtained, wluch sinks 
into the charcoal, and leases globules of lead upon the surface. 
These can be driven off on the cupel, without leaving a visible 
trace of silver. 

One-third hifpantimoniosulpkurau9 tvJphuret of lead and 

copper^ Cu' Sb + 2 Pb' Sb, Baumonite^ from Bleibei^. 

On charcoal, it fuses, and fumes for a short time, and after- 
wards congeals into a black bead ; if strongly heated, fumes 
of lead deposit on the charcoal. It gives a slaggy mass, 
which, treated with the fluxes, indicates the presence of a 
large proportion of copper, and from which a button of copper 
can be obtained, after clearing it of lead. 

Heated in the tube, it smells of« sulphurous acid, and gives 
off dense white fumes, which mostly condense on the lowo^ 
side of the tube, and cannot be driven off or fused. The part 
which deposits on the upper side of the tube is volatile. The 
former consists of antimoniate of lead ; the latter, of oxide o^ 
antimony. 

Grey copper (Fahlerz), V < ®^ > +2eu^ J ^} , fro«o 

Zn* ( As j (As 

different localities. (Schwarzerz,) from Kapnick, Endelliani^^^ 
from St. Harvey, near Grenoble, and from Katharinenburg. 

Alone, in the open tube, they fuse, and give off fumes ^^ 
antimony, which contain little antimonious acid, but smell ^^ 
sulphurous acid, which smell cannot be perceived before tt* ^ 
assay has been heated for some time. A piece of Brazil-woc^^ 
paper inserted into the upper end of the tube is entirol^ 
bleached. The roasted substance congeals into a black mas^' 

On charcoal, they deposit antimony, without any trace c^ 
lead ; the globule becomes smaller, grey, and semi-malleable ^ 
in borax, it remains for some time grey, and then indicates tb^ 
presence of copper ; a grain of copper is obtained by fusio^' 
with soda. 

Addition, a. LicJU'WeissguUigerz^ from Freiberg. 

It decrepitates strongly, fuses easily, and gives off 
fumes. 

In the open tube, it behaves like the forogoing. 
roasted mineral, treated with the fluxes, tinges them with th 
<color of nidcel, and sometimes of cobalt. With borax, 
metallic bead is obtained, which, cupelled with lead on bon^" 
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Mihea, 18 ilii^tly diminished in size, and leaves on the cupel 
fioxe silver. 

b. DunkeUweissguUigert^ from Sala. 
In the open tube, it behaves like the former variety. It 
leaves, after being roasted, a slaggy mass, which colors borax 
with iron, and gives a globule of lead, which, after cupellation, 
leaves an inconsiderable trace of silver. 
Polyhdsite^ from Guarisamey, in Mexico, 

It decrepitates slightly, and fuses very easily. 

In the open tube, it gives a white sublimate, and smells of 
sulphurous acid. 

On charcoal, it does not deposit antimony. 

With borax and salt of phosphorus, it gives a glass colored 
by oxide of copper. 

With borax, it forms a hepar, and smells of arsenic. A 
'wIxAq regulus is formed in the melted mass. 

MyargyrUe^ Ag &b, from Braunsdorfi*. 

In the open tube, the assay fuses readily, and gives a consider- 
able sublimate of oxide of antimony, at the same time smell- 
ing of sulphurous acid. If the intensity of the flame be 
increased, a yellow sublimate is formed, which is transparent, 
aj[^d less volatile than the oxide of antimony ; so that, after this 
letter has been driven off, a portion of the yellow sublimate 
rtemains. A small quantity of a slightly fused slag forma 
^iround the globule. 

On chara>al, it fuses and fumes. The deposit, which is 
formed around the assay, is at first yellow in the centre, which 
<^olor afterwards disappears. 

No color is obtained with borax or salt of phosphorus. 

Hepar is formed with soda, which sinks into the charcoal, 
^nd leaves a white brittle globule, which, after being heated 
for some time, leaves a button of pure silver. 

One-ihird hypantimoniosulphurous svlphwret of silver ^A^ fib, 
(Rothgiilden.) Alone, on charcoal, it decrepitates, fuses, 
Wrns, and fumes like antimony, but smells of arsenic. The 
^uines soon cease to be given off. 

In the open tube, it fumes considerably, and smells of sul- 

pburous acid, particularly at the beginning of the operation. 

"Rie greater portion of the fumes condenses upon the glass, 

^d sometimes crystallizes ; that it is oxide of antimony, and 

Ctta be entirely volatilized. The remaining globule gives. 
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after being heated in the exterior flame, a grain of ]yine 
silver. 

Sidphuret of molyhdena. Mo. 

Alone, on the charcoal, it smells of sulphorona acid, fumes, 
and deposits on the coal, especially at first ; it is burned with 
tiie greatest difficulty, and remains unaltered for a long time 
during the heating. 

With saltpetre, in the platina spoon, it detonates with a flash, 
and dissolves in the fused salt, leaving a few yellow flocculi, 
which remain behind on washing the salt, and behave like 
molybdate of iron before the blowpipe. 

In the open tube, it gives no sublimate, but the glass be- 
comes dim around the assay. 

Sidphuret of arsenic, a, red. As, Realgar, h. yellow. As, 
Orpiment. 

Alone, on charcoal, bums with a whitish-yellow flame. In 
the open tube, it consumes, and deposits white arsenic in the 
upper portion of the tube ; it volatilizes, and leaves no re^- 
duum. In the matrass, it fuses, boils, and gradually sublimes. 
The sublimate is dark yellow and transparent, and sometimes 
of a beautiful red. 

In legal investigations, it is oflen of great importance to be 
able to convert the sulphuret of arsenic into the metal. This 
sometimes succeeds very well, when the sulphuret is placed at 
the bottom of a small tube, such as is described on page 55, 
with a bit of iron wire before it, which is heated to a full red 
heat, and the sulphuret conducted over it in the gaseous form. 
The arsenic is reduced, and deposits on the tube in the metal- 
lic state. This method, however, so often fails, that it cannot 
be depended on when small quantities are to be operated with. 
Thiebeuf lately stated that silver-leaf could be used instead 
of the iron wire. I have also tried this, but it is still less to be 
depended on. The effect of the silver on the sulphuret of 

arsenic, As, is this : that a certain portion of the arsenic is 
deprived of its sulphur, which unites with the silver, and forms 
sulphuret of silver, which again combines with the remaining 
portion, end forms arsenio-sulphurous sulphuret of silver, from 
which the arsenic cannot be separated by fusion with more 
silver. For this reason, the operation always succeeds when 
performed in the following method : the sulphuret of arsenic 
IS placed in an open glass tube, of the thickness of a goose- 
quill, and about four or five inches long, and roasted by in- 
clining the tube, and heating it directly over the assay, so that 
the gas which rises passes over the hottest part of the tube 
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and 18 burned. The roasting must be slowly carried on, so 
thttt nothing shall escape unconsumed. Arsenious acid crys- 
tallizes, and collects in one portion of the tube, close by which 
it is to be drawn out, and the arsenious acid driven into that 
pordon of the tube, and reduced with charcoal. Without a 
litde practice, it will be difficult, at first, to succeed in this 
operaticm ; but the knack is so<m acquired, and, afler that, it 
never fiuls to succeed. 

Sulphuret of arsenic can be fused with soda, and then heated 
in a stream of hydrogen by means of the blowpipe flame, when 
arsenic is gradually set free and sublimed. With charcoal, 
however, no arsenic is obtained. 

Arsenical glance^ (Arsenikglanz,) from Palmbaum, near 
IMarienberg. (Furnished by Prof. Bseithaupt.) 

Heated in the matrass, it gives off at first brown sulphuret of 
axBenic, and afterwards metallic arsenic. It sublimes without 
leaving a residuum. 

The presence of sulphur can be recognized in this mineral, 
hy treating it with soda, when it combines with a portion of the 
soda and blackens silver. 

Remark. This combination appears to be identical with the 
^ficial brown sulphuret of arsenic 12 As -f- S. 

Kebsten described another arsenical glance from the same 
locality, from which arsenic only was sublimed, leaving behind 
ft little bismuth. He could not detect sulphur in it. 

.^rseniostdphurous sulphuret of silver^ A^ As, (Sprod- 
gl&aerz,) from Saxony. 

Aione in the open tube it fuses, fumes a little, and deposits 
^ the glass small, lustrous, white crystals of arsenious acid, 
without a trace of antimony. 

On charcoal it leaves no deposit, is slowly roasted, smells 
s^i^htly of arsenic, if the heat be strong, and retains its sulphur 
with greater obstinacy than the sulphuret of silver ; it leaves a 
^yk grey, metallic globule, which can be hammered out till 
^^te thin, although it cracks on the edges. If treated with a 
S^^-as of soda and silica, the glass acquires a hepatic color, and 
the silver becomes pure. 

fiy the addition of soda, the roasting and consequent puri- 
fication of the silver is hastened. The silver can, however, be 
p^tained pure in a strong oxidating flame, without soda, so that 
^ <^an be clearly seen that the foreign substances in the globule 
wer© volatile. 

With the fluxes, the characteristic reaction of inhrer only is 
oWined. 

10» 
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Remark. The difference in the strength with which Ht^^^ 
sHver retains the sulphur in combination, in the sulphuret^c::^^ 
silver (Glaserz), and the brittle sulphuret (Sprodglaserz), is 
remarkable, that it is evident that it must be occasioned by 
presence of some third substance. Klaproth found ten p& 
cent of antimony in the brittle sulphuret of silver 
Saxony. I could not find a trace of it ; and, on the contrary 
if antimony is present, the sulphur is separated with th( 
greatest ease, and antimoniuret of silver is obtained. I 
lulver with the sulphuret of arsenic, however, and obtained 
combination which had all the properties of the loittle suL- 
phuret ; and I feel confident that it is a combination of sulph 
and the arseniuret of silver, and that the presence of arsenic i 
the reason that the sulphur is burned off with such difficulty. 

It must also be remarked, that there are specimens of th( 
brittle sulphuret, in which the sulphuret of arsenic is partiall; 
replaced by sulphuret of antimony. These give, according 
Von Kobell, a deposit of antimony upon tihe charcoal. 
Rose analyzed a specimen of the brittle sulphuret of silve 

from Schemnitz, which contained antimony only z= Ag Sb 

sAg. 

Absenio-Sulphubets. 

Arsenio'Sulphuret of iron^ Fe S' -f- Fe As", MUpickel^ crys^ 
tallized, from various localities. 

Alone, in the matrass, it gives off at first a red sublimates- 
which is sulphuret of arsenic, and aflerwards a black one^ 
and, finally, metallic arsenic, in the form of a brilliant, meted 
lie, greyish, crystalline sublimate. The ignited assay 
longer smells of arsenic, if treated on charcoal, and behaves 
like magnetic pyrites. On charcoal, mispickel gives off, at 
first, dense fumes of arsenic, and afterwards fuses, with the "^ 
odor of arsenic, into a globule, which behaves like fused 
magnetic pyrites. If the mispickel contains cobalt, the pres- 
ence of this metal is detected, by strongly roasting the assay, 
and then dissolving it in the reducing fiame with borax or salt 
of phosphorus ; the cobalt color then becomes visible, after the 
bead has become cool. 

Arsenio'Sulphuret of cohalty Co S'* -f- Co As', (Gkmzkobalt,) 
from Tunaberg. 

Heated in the matrass alone it undergoes no change. 

In the open tube it is slowly roasted, gives off, when stnxQglf 
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heated, arsenious acid, smells of sulphurous acid, and bleaches 
B^azil*wood pi^er. 

On charcoal it fumes strongly, and afler being roasted for 
some time it becomes liquid. Afterwards it behaves like fused 
arsenical cobalt. 

Arsenio'Sulphuret of nickel^ Ni S^ -f" ^^ -^'j (Nickelglanz,) 
from Loos. 

Alone in the matrass it decrepitates strongly, and gives off, 
on ignition, a large quantity of sulphuret of arsenic, which 
sublimes in a fused, transparent, yellowish brown mass, which 
remains transparent after congealing. The ignited assay re- 
sembles copper nickel, and reacts in the same manner with 
the fluxes. The presence of iron is detected with difficulty, 
and the cobalt-blue color is generally observed, after the nickel 
has been removed by reduction. 



OXYGEN AND OXIDIZED SUBSTANCES. 



A. OXIDES OP ELECTRO-POSITIVE METALS. 

Peroxide ofynanganese^ Mn. 

Heated alone in the matrass it undergoes, when pure, no 
apparent change, but, generally, even the best crystallized 
specimens are more or less mized with the hydrated oxide, 
from which the water is driven off by heat, so that the quan- 
tity of water given off furnishes a standard of the economical 
value of the ores of manganese. The larger the quantity of 
water which they give off, the less their value, since they con- 
tarn proportionally less of the peroxide. — Heated on charcoal 
with a strong reducing flame it becomes reddish brown. 

It is dissolved by borax and salt of phosphorus with strong 
effervescence, which is caused by the escape of oxygen ; it 
behaves, in general, like pure oxide of manganese. The per- 
oride of manganese is often contaminated with iron, which 
can be recognized by treating it with borax in a strong re- 
ducing flame. The color of the iron only remains. Also, 
by reduction with soda and washing, the iron is obtained. 

Sesquioxide of manganese^ Mn, and Red oxide of manganese^ 

Mn-J-Mn, behave exactly like the foregoing. 
The oxides of manganese often contain small quantities of 
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alkalies, baryta, or lime. Care must he taken, tfaerefinne, after 
thoroughly roasting the assay, to moisten it with a few dropa 
of water on platina foil, and then examine whether the water 

blues reddened litmiis-paper. 

• ••• • • 

FrankUnite^ R B, (in which R represents a mixture of &, 

Mn, and Fe, R a mixture of Mn and Fe.) 

Alone, it is infusible. 

It dissolves in borax and salt of phosphorus, and tinges the 
glass on the platina wire in the outer flame with the usual 
color of manganese, and on charcoal in the interior flame, 
with that of the protoxide of iron. 

On platina, with soda, the fused mass is green. The assay 
deposits fumes on the charcoal. 

The pale red mineral^ which occurs with Franklinite, gives 
the following reactions : — 

Alone, it remains unchanged, except that it acquires a 
deeper color when hot In the reducing flame, it coats the 
charcoal with a deposit of zinc. 

It is readily dissolved by borax, and imparts to it the char- 
acteristic color of manganese in the outer flame. The satu- 
rated solution is rendered opaque on cooling, and by the 
intermittent flame. 

It is readily dissolved by salt of phosphorus, and gives a 
transparent bead. The color of manganese ca^ot be obtained 
till the glass has dissolved so large a quantity that it is no 
longer transparent on cooling. 

It is not dissolved by soda, and no metal can be obtained by 
reduction ; on the platina foil it gives a green color, but not 
particularly striking. 

With the solution of cobalt, the powder (which is yellow) 
acquires a yellowish green tint on the exterior, but does not 
become bluish-green or fuse on the edges. 

*" • • • 

Peroxide of iron^ Fe, Specular iron^ Bloodstone^ (Eisen- 
glanz.) 

Its behavior was described under the head of the oxide of 
iron. It sometimes occurs contaminated with chromium and 
titanium. These mixtures are easily detected by methods 
which will be described under the head of chromate of iron 
and titanate of iron. 

Magnetic oxide of iron^ Fe -J- Fe. 

This oxide behaves exactly like the preceding. 

Red oxide of copper^ €u, and the 

Protoxide of copper^ Cu, behave as was described under the 
oxide of copper, in the first division of the work. 
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J^rotoxide of lead^ Pb, and 

Superoxide oflead^ Pb, Minium, 

Soth these behave as was described under the oxide of lead. 

JPeroxide of bismuth^ Bi. 

Its behavior is simUar to that described under oxide of bis- 
muth in the first part of the book. Sometimes traces of iron 
and copper are found in it. 

It sometimes smells distinctly of arsenic when reduced with 
soda, and if any quartz, to which it often is found adhering, is 
present, it fuses slowly into a glass which becomes yellowish 
and opaque on cooling. 

Peroxide oftin^Sn^ Tinstone. 

See oxide of tin. On platina foil with soda the dark varie- 
ties give traces of manganese. .... 

Remark. When the oxide of tin contains tantalium, as in the 
variety found at Finbo, near Fahlun, the presence of this metal 
renders the tin difficultly and imperfectly fusible, and a large 
residuum is obtained. Its solution in borax, at a certain degree 
of saturation, acquires the property of becoming opaque by 
flaming, or even of itself. 



B. OXIDES OP ELECTRO-NEGATIVE SUBSTANCES. 

Water and Hydrates. 

Hydrate of magnesia^ Mg H, from Hoboken and Unst. 

Alone, in the matrass, it gives off water, and both before 
and after ignition restores the blue color of reddened litmus- 
P&per. On charcoal it thickens in the direction of the lamina 
and cracks, and turns milk-white, but does not fuse. 

With the fluxes and solution of cobalt, it behaves like pure 
magnesia. ... . 

Hydrate of the oxide of manganese^ Mn H, Wad. 

Alone, in the matrass, it gives off a large quantity of water. 
On charcoal, and with the fluxes, it behaves like the oxide of 
nuinganese. 

Addition, a. Cupreous manganese^ (Kupfermanganerz,) 

'CuMn'-}-2H, (in which about half of Cu is replaced by Mn, 

K, Ba, Ca, Mg and Co,) from Schlackenwald. 

Alone, in the matrass, it gives off at first a quantity of water, 
and then splits in pieces with decrepitation. The water has 
not an acid reaction. 
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On chaicoal it becomes bxovm ia*tt» xodnoiiig flame, but 
does not fiise. 

It is leadily dissolved by bofwc, and gives, iH die leducing 
fttme, a traospafeiit, ooloriess glass,* wUch b e eomo s red ana 
qmque on cooling. 

It is readily dissolved by salt of plKM^ilxmis, and gives die 
samie shades of eobr as with borax. If the reduoed cdoriesa 
^iass be held for a moment in the oxidatidg flame, it aoquiies % 
beautiful oopper-gre^i tint, and remains transparent after cool- 
ing. If more strengly oxidked^ it acquires a Uue amethya* 
tmecdor. 

It is not dissolved by soda, but if borax be added, a diadnct 
globule of copper is obtained. 

SiirthffeohaU,^ \ Mn*+4H, (Schwaxzer Exdkobalt,) 

Cu ' 
bma Saalfeld. 

Alone it gives off water, which has an empyieuraatic odor. 

Qh charcoal it smells feebly of arsenic, and does not fbse. 

It is dissolved by borax ana the salt of phosphorus, with the 
usual color of cobalt, which is so intense that it prevents any 
other reaction from being distinguished. 

It is not dissolved by soda. On the platina wire it gives a 
mass intensely colored by manganese. If the clear green soda 
be separated, and treated alone on charcoal, a white, slightly 
magnetic metal is obtained, which imparts the characterisdc 
color of iron to salt of phosphorus, and also the property of 
becoming milk-white on cooling. I have not examined it 
farther. 

Hydrate of the peroxide of iron^ Pe'H", {Ochre^ SUlpnasu 
derite^ Lepidocrodte^ Bog iron ore, &c.) 

Gives off water in the matrass, and leaves red oxide of iron. 
Stilpnosiderite can be fused on the edges in a strong heat 
After being cUssolved with salt of phosphorus in a strong re- 
ducing flame, it gives with tin a trace of copper. 

... . 

Hydrate of the oxide of uranium^ U H', from various local- 
ities. 

a. Uranium ochre^ a loose, lemon-yellow powder. 

Gives off water in the matrass, becomes red as long as it re- 
mains hot, and green in the reducing flame, without fusing. 
It, reacts, in general, like pure oxide of uranium. 

b. Compact oxide of vranium. Alone in the matrass it 
gives off water, and acquires a reddish tinge. On chareoal it 
melts in a strong flame, and the fused assay is then black. It 
behaves like the former with the fluxes. 

With soda it gives fumes of lead and white metallic globules. 
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AlUXIHA AKD ALVmif ATB8. 

Alumina^ Al, TelesiCy Corundum^ Sapphire^ B.vhy^ &c. 

Alone, it remams entirely unchanged, either in powder or 
in fragments. 

It is slowly dissolved by borax into a transparent, colorless 
^ass, which cannot be rendered opaque by flaming. 
. It is with difficulty dissolved by the salt of phosphorus ; for 
this purpose the assay must be finely pulverized, when it slow- 
ly dissolves into a transparent glass. The undissolved portion, 
in case more has been added than the flux could take up, does 
not become opaque, as is the case with the silicates, and the 
bead is not opalescent, either on cooling, or when slightly heat- 
ed m the exterior flame. 

It is not attacked by soda, and no sign of fusion can be per- 
ceived. 

With the solution of cobalt, it gives a deep blue. The color 
18 beautiful in proportion as the assay is finely pulverized, and 
<te the heat is stronger and more constant, since the oxide of 

<H>balt atteicks the alumina when in this state, very slowly. 

... • 

Hydrate of alumina, a. Diaspore^ Al H.* 

Alone, in the matrass, it decrepitates with great violence, 
^^ad crumbles into small, brilliant, white sccdes. During the 
decrepitation it gives off very little water, but aflerwards a 
^^Qosiderable quantity, which renders it probable that it retains 
ttie water with strong chemical affinity, as is generally the case 
^"ith the hydrates. On charcoal it is infusible. 

The scales are dissolved by borax with considerable facility, 
^to a clear, colorless glass, without giving a skeleton of silica. 

They are not at all acted on by soda. 

With borax and iron they do not indicate the presence of 
I4o6phoric acid. 

They acquire a beautiful blue color with the solution of co- 
balt 

^ Dia9por€j from Eosoibrod in Siberia, does not decrepitate, 
Sives oflT a large quantity of water, and turns brown after ig- 
^lion, showing a grey foliated structure alternating with a 
3^ik red, earthy mass. 

It is gradually and entirely dissolved by boras^ and salt of 

. ** The locality of the diaspore here described is unknown, and only one spec- 
^>i^en of it is .known, which Le Li^vre bought of a French mineral dealer, and 
^''^cli HaAy ased in making his descripuon of diaspore. The piece which 
^^^« «sed fpr^Kaminatiog with the blowpipe, was broken from the same spao- 



phosphorus ; the ^ass acquires the color of the oodde of iroo, 
and the undissolved portkni has a white color. 
Soda does not attack it, hut sinks into the charooal, and leaves 

the alumina tderaUy white. 

••• • 

h. GiUntej AlH", from Bichmcmd, in Bfassachosetts. 
Alone, in the matrass, it gives'off a large quantity of water. 
On charcoal it is infiisihle, and hehaves with the fluxes Ube 

Cure alumina. With the solution of cobalt it gives a beautiful 
lue. . ... 

Aluminaie ofmagnesia^ Mg Al, S^ndy from Celon and fioA 
Aker. 

Alone, it undergoes no change. The red variety from Cey- 
lon becomes darker and opaque while hot, but on cooling it 
gradually acquires its former color. When seen by transmit- 
ted light it loses its fine chrome-green color, becomes nearly 
colorfess, and ends by acquiring its original red. 

It is slowly dissolved by borax into a clear and almost color- 
less glass. The spinel from Aker often contains lime in its 
interstices; in that case it dissolves with eflbrvescence, and 
gives a glass which can be rendered opaque by flaming. 

In f^re^ments it is slowly dissolved by aedt of phosphorus, but 
when pulverized it dissolves readily and entirely. The bead 
shows the color of iron, but the spinel from C^lon becomes 
faindy but distinctiy chrome-green oa cooling, and does not 
become opalescent 

It is not dissolved by soda, but it swells up ; on platina foil 
it shows faint traces of manganese. 

Aluminaie of the protoxide of iron ani magnesia^ v^ > 'j^\^ 

Pe j 

Pleonaste^ from Ceylon and Monte Somma. 

Alone, it does not change except by becoming blue in a 
strong heat, resembling the blue, glassy slag of the blast-furna- 
ces. It does not fuse, even when pulverized, but appears 
glassy on the edges. 

It is dissolved by borax into a transparent, dark and clear 
iron-green glass. 

It is hardly attacked by salt of phosphorus unless previously 
pulverized, but it is then easily and entirely dissolved into a 
transparent glass tinged with iron. 

With soda it swells up into a black slag, which does not fuse 
even on the addition of more soda. 

Remark. Cklorospinel^ from Slatoust, behaves like the last 
mentioned. With salt of phosphorus the presence of copper 
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can be detected by the aid of tin. When the saturated glass 
of borax is treated on charcoal, scales of copper can be sepa- 
rated by washing in the usual manner. 

Zn r *" 
Aluminate of zinc^ . > Al, Gdhnite^ from Fahlun and 

Fe ) 

Franklin. 
Alone, it undergoes no change. 

. It is so little acted on by borax and salt of phosphorus, that 
it appears as if no part of it had been dissolved ; even when 
pulverized it is very slightly dissolved. 

It is not dissolved by soda, but forms a dark colored slag. 
If this be pulverized, the finer the better, and well mixed wiSi 
soda, a distinct ring of oxide of zinc deposits around the assay 
when it is strongly heated in the reducing fiame. This is the 
best characteristic of Gahnite before the blowpipe. 

It is dissolved by soda and borax together into a transparent 
glass, which is colored by iron. 

Silica, in the form of Quartz, Rock-Crtstal, Hornstone, 
Chalcedony, Carneliaj^, Flint, &c., and Silicates. 

I shall not give a particular account of the behavior of all 
different varieties, since small proportions of the metals 
often cause their reaction with the fluxes to differ. The prin- 
cipal characteristic is that already described under the head of 
sifica. Some, like opal and pitchstone, give off water when 
heated in the matrass. This water, however, appears to be 
merely hygrometric moisture, as is the case with the dry lumps 
of silica obtained by the operations of analysis, in which the 
proportion of water varies with the hygrometric state of the 
atmosphere. Flint, which often includes calciferous petrifac- 
tions, can be melted in those places, since silicate of lime is 
formed. According to Turner, the varieties of pitchstone 
from Arran and Meissen, treated with bisulphate of potash and 
fluor spar, tinge the flame green, indicating the presence of 
feiacic acid. 

I. Silicates with one base. 

NistrfraZ silicate of lime^ CaSi, (CS^),* from Aedelforss 
and Gjellebak, and 
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TufO'thirdt sUicate of lime^ Ca'Si*, (C 5*^, Tdbh spar, 
from Nagyag, Perhoniemi, Pargas, Grokum, and Capo di Bore. 

Alone in the matrass they undergo no change. On char- 
coal they fuse on the edges to a semi-transparent, colorless bead. 
They require a strong heat for ftision, and sometimes puff up. 
The mineral from Gjellebak gives a reddish glass, and is more 
difficultly fusible. 

They are readily dissolved by borax into a transparent glasB, 
which cannot be rendered opaque by flaming. 

They are dissolved by the salt of phosphorus, and leave a 
siliceous skeleton resembling iron. The glass generally be- 
comes opalescent on cooling. 

With a certain proportion of soda they are dissolved to a 
blebby glass ; if more be added they become infusible, and 
swell up. Table spar remains colorless, but the mineral from 
Gjellebak acquires a reddish tinge. The latter becomes green 
on platina foil. With the solution of cobalt they are far more 
fusible ; the fused edge is blue. . „, 

PersilictUe of lime^ Okenite^ from Greenland, Ga'Si^4-6H, 
{CS* + 2Aq). 

In the matrass it gives off a large quantity of water, without 
changing its appearance. 

In the forceps it fuses to a glass, which is milk-white on 
cooling. 

It is slowly but perfectly dissolved by borax ; the glass is 
transparent and colorless. 

It is much more slowly dissolved by salt of phosphorus, and 
does not give a siliceous skeleton. The undissolved portion is 
rounded and milk-white. If, however, the mineral be finely 
pulverized, it gives an ice-grey skeleton of silica, and an opu- 
escent glass. 

It dissolves with soda into a clear, transparent glass, which 
becomes opaque and milk-white on cooling. If a large excess 
of soda be employed, the excess sinks into the charcoal, and 
leaves an infusible slag. With soda on platina it dissolves into 
a transparent glass, which becomes milk-white on hardeningi 
and after cooling inclines to green. 

With cobalt the fused edges only are blue ; the assay, how- 
ever, is rendered less fusible by the addition of the oxide of 
cobalt. . ... 

Neutral silicate of magnesia^ MgSi, (itfiS^), SoapsUm^ 
from Wunsiedel, and . ... 

Neutral silicate of magnesia with water y Mg Si 4-2 ft 
{M S^'\'2 Aq)y Meerschaum^ from Turkey and from Valeros in 
Spain. 
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Alone in the matrass tbey give off water, amell bnmt and 
Mucken. Meerschaum gives considerabtj inoie water than 



Od charcoal they bum white again, shrivel bother, and fuae 
an the thinnest edges into a white eoame). 

Tbey aie readily dissolved by borax into a transparent glaaa. 
Tbey are decomposed by salt of phosphorus, leaving a sili- 
eeous skeleton, which is transparent. The clear, colorless glass 
crystallizes on cooling. With a sufficient quantity of soda they 
fine to a transparent glass ; if there is too little or too much 
wda, the bead is opaque. 
With the solution of cobalt they give a clear lilac color. 
T^-thirds silicate of magnesia, Picrosmine, 2 Mg* Si* -j- 3 H, 
{2 M^ + 3 Aq), from EngeJaberg, near Presnitz, in Bohemia. 
Alone in the matrass it gives water, blackens and smells 
burnt. On charcoal it bums white without fiising. 
Borax slowly dissolves it into a transparent glass. 
Salt of phosphorus separates a siliceous skeleton, and g^ves 
t colorless glass. 

It fuses imperfectly with soda into a glass. 
With solution of cobalt it gives a pale and indistinct red. 
PicrophyU, Mg* Si» + 3 H, (3 AfS" + 2 Aq), from Sala. 
JpAroit(e,4Mg'Si' + 9H, (4 3fS'4-3 jIj), from Ung- 
bansbyttan. 

MonradUt, 4 Mg" Si* + 3 H, (4 MS* + Aq), from Bei^ns 
Stift, Norway. All these behave like picrosmine. Monradite 
has a part of its magnesia replaced by protoxide of iron, and 
fiw this reason gives with the fluxes the shades of color charac- 
iBiittic of iron. All these magnesian silicates give, with a small 
froportioD of soda, a transparent, hichby glass ; but if the pro- 
iniiDD of soda be increased, they swell up into an infusible slag. 
Pyraltolile, from I'argas, which consists principally of 
Lji^ Si% but gives the formula CS' + 6 MS" + AS' + 2 Aq, 
bffonliDg to Nordenskjold's analysis ; it behaves like pjcroa* 
Bbb, but becomes rounded on the edges if the heat is strong, 
K^nd gives with soda a glass which is transparent, and tinged 1^ 

SffclWrrfs ^ilirMte of magneaia, mith hydrate of magnetia, 
^Sfc* *>iMg'Si' + 8 Mg IP, (2M^ + MA^.) In this 
-T^ 'dif^sia in the silicate is often partly replaced by 

jntine its green and yellow colors. 

, from Skyttgrufva, near Fahlun. 

* ^ves OD water and becomes black. 
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On charcoal it burns white, and can be melted on its thin edges, 
in a strong flame, into an enamel. 

With borax it dissolves slowly into a transparent, greenish 
glass. 

It behaves like the last described mineral with salt of phos- 
phorus. 

With a certain proportion of soda, it forms with difficulty an 
enamel-white, semi-fluid mass ; with a larger quantity, it swells 
up and becomes infusible. 

With the solution of cobalt it gives a red color. 

b. Common serpentine^ yellow and translucent variety from 
Sala and Baireuth. 

Alone in the matrass and on charcoal, it behaves like the 
preceding. 

Bor£ix dissolves it slowly, but in large quantity, and forms 
with it a glass, which can be rendered opaque by flaming. 

With salt of phosphorus, soda and solution of cobalt, it be- 
haves like the preceding. 

Hydrophite^ (serpentine containing vanadium,) from Faberg 
in Sm&land, behaves like the former, but gives with borax and 

salt of phosphorus, in the reducing flame, a greyish-green salt 

. ... 

One-third silicate of magnesia^ Olivine^ Mg^ Si, in which 

Mg is replaced by Fe in any proportion. 

Alone it gives no water, becomes darker colored, especially 
on the edges, but does not fuse, and retains its translucency 
and color. Olivine which has been long exposed to the 
weather, gives, in the matrass, a considerable quantity of 
water. 

With borax and salt of phosphorus, it behaves like the last de- 
scribed mineral ; the glass is colored with iron, and does not indi- 
cate the presence of manganese when treated with saltpetre. 

With soda it fuses into a brown, slaggy mass. 

• • • ■ • 

One-third silicate of zinc, 2 Zn^ Si -|- 3 H, (2 ZnS + Aq)^ 
Electric calamine, (Zinkkieselerz.) 

Alone in the matrass- it decrepitates, gives oflT water and 
becomes milk-white, does not fuse, but puffs up a little in a 
strong heat. 

It is dissolved by borax into a transparent glass, which does 
not become opaque by flaming or on cooling. 

With salt of phosphorus it fuses into a transparent glass, 
which becomes opaque on cooling. If a larger proportion of 
the assay be employed, traces of silica are seen in the bead. 

It is not dissolved by soda, but swells up, and gives, but not 
readily, fumes of zinc. 

With the solution of cobalt, at a moderate temperature, it 
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becomes green, but wben strongly heated the assay acquires a 
beautiful light-blue color on its edges, and shows signs of fusing, 
while the blue color extends into the infusible portion. 

TwO'thirds silicate of the protoxide of manganese, Mn^ Si*, 
{mn <S^),* (Rubinspath, Rothbraunsteinerz,) from Langbans- 
hyttan. 

Alone in the matrass it undei^oes no change. On charcoal 
it does not change till it begins to melt, when it gives in the 
reducing flame a semi-transparent glass, of the color of the 
mineral ; in the oxidating flame, however, it forms a black 
bead having a metallic lustre, from which the color can be 
discharged in the reducing flame. 

With borax in the reducing flame, it dissolves into a colorless 
glass ; in the oxidating flame the bead has an amethystine color. 

It is slowly attacked by the salt of phosphorus, leaves a 
siliceous skeleton, and gives a colorless glass, which acquires 
an amethystine color in the exterior flame. 

With a certain proportion of soda, it dissolves into a black 
glass ; with a larger quantity, it gives an infusible black slag, 
and with still more, it is absorbed by the charcoal. 

One-third silicate of manganese, Mn^ Si -|- 3 H, {mn S -|- -Aq)^ 
(schwarzer Mangankiesel,) from Klapperud, in Dahlsland. 

Alone in the matrass it gives a large quantity of water, which 
has no acid reaction, and afterwards emits an empyreumatic, 
gaseous vapor, and the black color of the mineral changes to 
a light grey. Heated to redness, it swells up, and its color 
becomes still lighter. On charcoal it intumesces, and after- 
wards fuses to a glass, which has a bottle-green color in the 
reducing flame, and is black and has a metallic lustre in the 
oxidating flame. 

It is readily dissolved by borax. The glass is strongly colored 
by oxide of manganese in the exterior flame, and slightly tinged 
by the protoxide of iron in the reducing flame. 

It is dissolved by salt of phosphorus into a colorless glass, 
which acquires an amethystine color in the exterior flame, 
leaving a skeleton of silica. 

A certain proportion of soda dissolves it into a black glass ; 
a larger quantity gives a black slag, while the flux is absorbed 
by the charcoal. 

One-ninth silicate of the sesquioxide of manganese, Mn^ Si, 
(JWn* S), from Piedmont 
Alone in the matrass it remains unchanged. On charcoal it 

* This mineral can be classed with pyroxene, on account of the small 
quantity of lime which it contains. 

11» 
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flues on the edges at a yery hi^^ temperetare, and letains its 
daik grey color* 

Borax dissdves it readily. In the exterior flame it acquires 
an amethystine color, and in the inner flame a fidnt tinge of 
ibfi protoxide of iron. 

It dissolves readily with eflervescence with the salt of phos- 
phorus, and the bead has a deep amethystine color. In the 
reducing flame, the glass becomes colorless, and leaves a riti- 
ceous weleton uniformly divided through the mass, and is 
strongly opalescent on cooling. 

Soda does not dissolve it 

One'third silicate of the protoxide of cerium^ oxide of Umr 
taniumj and oxide of didymfUim^ 



CeriU, L'l Si + 3H, ( L is + AqY 



from Bastnfis, near Biddarhyttan. 

Alone in the matrass it gives off* a large quantity of water, 
and becomes quite opaque. On charcoal it cracks, but does 
not fuse. 

It is slowly dissolved by borax; in the oxidating flame a 
deep yellow glass is obtained, of which the color grows lighter 
on cooling, and this light yellow bead can be rendered milk- 
white by flaming. In the reducing flame the glass has a faint 
tinge of iron. 

The oxide of cerium is taken up by the salt of phosphorus 
with the usual play of colors. The glass becomes colorless 
on cooling, and silica remains imdissolved, in the form of a 
white, opaque skeleton. 

It is not dissolved by soda, but partially fuses into a dark 
yellow, slaggy mass. 

Anthosiderite^ Fe Si' + H, from Minas Greraes, in South 
America. 

In the matrass it gives off water. 

Exposed to the flame alone, the yellowish-brown color of the 
assay changes at first to a reddish-brown, and then to black. 
Thin splinters fuse with considerable difficulty into an iron-grey 
slag, which has a metallic lustre, and is attractable by the mag- 
net. 

It is not dissolved by borax or salt of phosphorus, even afler 
being pulverized ; but it communicates to these fluxes a tinge of 
the characteristic color of iron. 

It gives a black glass with soda. 
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-Bmii^«rite,Fe»S? + 3FeSi-J.15H, (FS^+Sf S+6 
'^q)j from Riddaiiiyttan, Bodemnais and Gillinge. 

SideroschisoUte, Fe'^Si + Fe' JP, {3FS'\-F^ Af") ? from 
Conghonas di Campo, and 

CAZoropA^te, a silicate of iron, from Ferro, not yet analyzed, 
filling spherical cavities ; these minerals behave as follows : 

The two first give off water when heated in the matrass. 
They do not fuse, or undergo any change when heated on char- 
coal, but become magnetic. 

They are slowly dissolved by borax and salt of phosphorus, 
and give beads strongly tinged with iron. 

They fuse to a black glass with soda. 

The latter contains no water, but fuses to a black glass, and 
in other respects behaves like the two former. Neither of them 
gives any trace of manganese, when treated with soda on the 

platina foil.» 

. ... 

Titchblende^ U U, (Uranpecherz,) from Johann Georgenstadt. 

Alone it does not fuse, but held m the forceps it colors the 
exterior flame green. 

With borax and salt of phosphorus it behaves like the oxide 
of uranium. 

It is not dissolved by soda, but emits the smell of arsenic, 
^d gives white metallic globules of iron and lead, by reduc- 
^on in the usual way. 

TtDo-ihirds silicate of the oxide of copper^ Cu' Si^ -|- 3 H, 
{Cu S^-^- Aq)^ Dioptase^ from the country of the Kirghese. 

Alone in the matrass it gives off water, and turns black. On 
charcoal it becomes black in the outer flame, and red in the 
inner flame, without fusing. 

It is readily dissolved by borax, with indications of the pres- 
ence of copper. The bead has the property of tinging the 
exterior flame green for an instant, when gently heated in it, 
which phenomenon is not repeated, if the heat be continuously 
applied ; but if- the bead be first allowed to cool, and then be 
heated again, the same color will be communicated to the 
flame. This is not the case with pure oxide of copper. In a 

* Under the name of WsingerUe. I have included another mineral, from the 
iron mine Gillinge in Sodermanlana, which is principally a hydrated silicate of 
the protoxide of iron, mixed, according to Hibinoer's Analysis, with a small 
amount of alumina. Its behavior before the blowpipe is as follows : 

Alone in the matrass it gives oflf water : on charcoal or in the forceps it 
swells up and ramifies, and then fuses to a black glass with a dull surface. 

Borax and salt of phosphorus dissolve it readily, ^ving the reaction of iron ; 
in the salt of phosphorus a siliceous skeleton rcmams. 

With soda it gives a black glass, and becomes green on platina foil. 
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Strong reducing flame, a grain of metallic copper is obtained 
from the borax glass, and the bead can be rendered colorless 
by heating. 

It is readily dissolved by salt of phosphorus, giving the re- 
action of copper, but leaves a siliceous skeleton, which can be 
best seen when the glass is heated in the exterior flame and 
then allowed to cool. The flame is not colored when this flux 
is used. 

It dissolves with soda into a dark opaque glass, which be- 
comes red internally on cooling, and envelopes a grain of 
copper. 'With a larger proportion of soda, it is absorbed by 
the charcoal, and leaves metallic copper on its surface. 

One-third silicate of the oxide of copper^ Cu' Si -f- 3 H, 
{Cu S -\~ Aq)^ Chrysocolla^ (Kieselmalachit,) from Siberia. 

It behaves, in all respects, like dioptase. The only notice- 
able difference is,'that the dioptase requires more soda before it 
sinks into the charcoal, and that the copper can be reduced 
in the chrysocolla bead so that it becomes colorless. 

Remark, When dioptase or chrysocolla are treated with 
the fluxes without being previously ignited, they dissolve with 
effervescence, which is occasioned by the escape of water and 
by the presence of carbonic acid, which is not uncommon in 
the chrysocolla. 

• • • • • ■ 

One-third silicate of glucina^ O Si (GjS^), Phenakite, 

Gives off* no water. It is infusible and unchangeable, even 
after being pulverized. 

Borax attacks it so slowly, that it appears to be insoluble in 
that flux. When pulverized, however, it dissolves readily into 
a transparent glass. If the glass is strongly saturated, on 
being flamed it exhibits flocks, which do not easily dissolve 
when the bead is remelted. 

Its behavior with salt of phosphorus is the same. 

With a small portion of soda, it fuses to a milk-white bead, 
which swells up on the addition of a larger quantity, and 
becomes a white, infusible slag. 

It does not give a blue color with cobalt. 

Neutral silicate of alumina^ Agalmatolite^ from China, Al Si' 
(AS^)^ according to Lychnell ; Klaproth and Vauquelin, 
however, found in it between six and seven per cent, of potash, 
and Rammelsberg gives, according to their analyses, the 

formula (K Si + AISV) + 3 (Al Si + H). The agalmatolite 
is probably found in different localities in China, and varies in 
composition. That used for blowpipe examination in this case 
was taken from a Chinese image. 
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Alone in the matrass it gives off water, which smells humt 
The assay turns hlack, as is generally the case with serpentine 
and silicates of magnesia. On charcoal, it hums white, he- 
comes covered with fine scales on the surface, and exhihits 
on the edges signs of fusion. 

With borax, it dissolves with effervescence into a trans- 
parent, colorless glass ; a portion remains undissolved at first, 
which afterwards dissolves very slowly without effervescence. 

Salt of phosphorus does not decompose it. It effervesces 
strongly, after which the fragment, a little diminished in size, 
remains entirely infusible. 

With a- little soda, it fuses to a clear glass ; with a larger 
quantity, it gives a. clouded bead, which does not easily liquefy. 

It gives a beautiful blue with the solution of cobalt. 

Wackenboder analyzed a Chinese image, of which the 

composition can be represented by Mg H -|- 5 Mg Si. This 
nnight have been a kind of steatite, and, as such, would give 
the usual reaction of the silicates of magnesia with the solu- 
tion of cobalt. 

Basic silicates of alumina. 

WorthUe, Al iP + 5 Al Si (AAq + bAS), from Petersburg. 
BamliU, Al S? + Al (A' S% from Bamle, in Norway. 
Xenolite, Al Si^ '+ 2 Al (AS), from Peterhoff. 

Andalusite, Chiastolite, Fihrolite, Al Si^ + 3 Al {A* S'), 
from various localities. v 

Kyanite, DUtUne, Rhdtizite, 2 Al Si' + 7 Al {A^ 5^), from 
various places. 

All these minerals, with trifling exceptions, behave alike. 

Alone they undergo no change when ignited, but at a high 
fetjQperature they become white, without fusing. Their powder 
^ also infusible. Rhatizite becomes red at a moderate heat, 
^ut if the temperature be raised it changes to white. Worthite 
^ves off water in the matrass. 

They are gradually dissolved by borax into a transparent, 
Colorless glass. 

With salt of phosphorus they are partially dissolved, and 
{^a.ve a blebby, semi-transparent skeleton of sUica. The bead 
^^ not particularly opalescent on cooling. 

With a certain proportion of soda they fuse to a blebby, 
8^mi-transparent, rounded mass. If kyanite be heated with 
®^<ia till it begins to fuse, the mass acquires a faint rose-red 
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tinge, and the eolored portion is transponnt The color disap- 
pean at A hi{^ temperatore and in the interior flame, and 
cannot be vestored by heating in the outer flame. This color 
m best obtained by a larger prc^Kirtkxi of soda on the platina 
wire, since the soda is liable to be absorbed by the charcoal, 
before it can act upon the assay. The red cdor is &r moie 
evident in the kyanite of St. Godiard than in specimens from 
Norway, and with the rh&tizite the glass hss a yellowMi tinge 
only. With a larger proporti<m of soda diey swell up and do 
not fuse. 

With the solution of cobalt, at a hig^ temperatore, they pwe 
a fine dark-blue color. 

AddUian. VartetUi of clay. 

a. FuUer^s earthy from England. 

Alone in the matrass it gives off water, beoomea at first 
Ugfater and then darker, and emits an empyreumatic odor. 
The water has a slight ammoniacal reaction. On charcoal it 
splits in pieces violently, unless very slowly heated. It bums 
white, and fuses into a white blebby glass. 

It is dissolved by borax with difficulty, so that the last re- 
maining portion requires long-continued blowing before it 
becomes perfectly dissolved. The glass is clfear and colorless. 

Salt of phosphorus dissolves it into a transparent ^ass, leav- 
ing a siliceous skeleton, which, afier a strong heat, becomes 
opalescent on cooling. 

It dissolves with soda into a bottle-green bead. 

With the solution of cobalt it becomes black. 

b. Cologne earth. 

Alone in the matrass it gives off water, like the preceding, 
but the water is not alkaline. On charcosd or in the forceps it 
must be slowly and gradually heated, or else it flies in pieces ; 
at a high temperature it fuses into a white glass on its thin 
edges. 

It behaves with soda, borax and salt of phosphorus, like the 
preceding variety. 

With the solution of cobalt it gives a blue color, which, how- 
ever, is not clear. 

c. Clay from Stourbridge, from Rouen, and from the coed- 
mines near Hogenas, or the so-called fire-clays^ AS\^ 

In the matrass they behave like the foregoing. Carefully 
heated on charcoal they lose their dark-brown color and be- 
come white. At a high temperature, they are converted <m 

* This formula is computed from SEFSTRdM's analysis of the Stourbridge 
and Heisingborg clay, in the " Annalen des Eisencomptoiis ** for 1820. 
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tldn edges into a slaggy, colorless glass ; they do not fuse into 
ahead. 

With borax and salt of phosphorus they behave like the 
preceding. 

With soda they dissolve readily into a transparent glass, 
which is tinged with iron. 

They give a pale blue color with the solution of cobalt 

Remark. The varieties of clay are, in general, silicates of 
alumina, with varying proportions of alumina, which contain 
water in chemical combination, as well as hygroscopic mois- 
ture. MiTSCHEBLicH has observed that they all contain potash, 
Bome in as large proportion as 4 per cent. The red varieties 
of clay contain peroxide, the blue clays the magnetic oxide of 
iron. The latter become red when heated in the outer flame, 
. and black in the interior flame ; with a strong heat they can be 
fused into a black or bottle-green glass, or they become con- 
verted into a black slag. In some the alumina is replaced 
by the oxide of chrome ; for instance, in the varieties from 
Miloschin or Serbian ; these give with the fluxes the reaction 
of chrome. 

• • • • ■ • 

One-third silicate of zirconia^ Zr Si, {Zr S)^ Zircon and 
Byacinth^from Ceylon, Finbo, Fredriksvarn and Expailly. 

Alone the colorless transparent variety remains unchanged. 
The red (hyacinth) loses its color, and becomes transparent, or 
very slightly yellowish. The opaque brown variety from Fred- 
riksvarn loses its color and becomes white, resembling glass 
"ill of flaws. The dark variety from Finbo gives a little water, 
^comes milk-white, and appears as if it had effloresced. 
Neither can be fused, either when pulverized, or on the edges 
^^ the thinnest splinter. 

The zircon is slowly dissolved by borax into a transparent 
S^^ss, which at d certain point of saturation can be rendered 
opaque by flaming, and if a larger proportion of the flux be 
*dded, it becomes clouded of itself on cooling. 

The zircon is not attacked by salt of phosphorus. A frag- 
'^ent heated in this flux retains its sharp edges, and even when 
pulverized it remains so unchanged, that it is impossible to 
^©cide whether it has been attacked or not. The glass remains 
^Uite colorless, or becomes milk-white when the powder is 
^ded to it, both in the oxidating and reducing flame, so that it 
*s impossible to detect the titanium which Chevreul found in 
specimens from Ceylon, and John m the Norwegian zircon.* 

^ In examining the rounded grains of hyacinth, which are known hj the 
■*^tne of " Edelsteingrus," of which the greater portion are spinels, I found 
Sn&ins which resembled hyacinths, and which dissolYed in the salt of phos- 
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It is not dissolved hy soda ; this flux attacks it ui&fgbiQj on tlie 
edges, and then sinks into the chaicoaL Most Taneties of 
ziicon show the presence of manganese on pbUina fbiL 

One-third silieaU of ihorina, fh' Si + 8 H, ( 7A 5+ Aq), 
Thorite^ from Lovon. 

In the matrass it gives off water, and becomes brownish-red. 
On charcoal it is inmsible. 

It is readily dissolved by borax ; the saturated glass becomes 
opaque on coolinff, but cannot be made so by flaming, as long 
as the glass remams transparent after cooling. The glass is 
tinged with iron. 

U is dissolved by the salt of phosphorus, and leaves a sili- 
ceous skeleton. The glass is slightly tinged with iron, and be- 
comes opalescent on cooling. 

With soda, on charcoal, it forms a yellowish-brown slag. 
On platina the melted soda around the assay becomes green. 

By reduction with soda, malleable globules are obtained, 
which indicate a small amount of lead in the mineraL 



n. Silicates with sevebal bases. 

A. Silicates of an alkali or alkaline earthy and tilicate of 
alumina^ united toith water of crystaUizatian, 

Cronstedi*8 Zeolites. 

I have here united together these minerals, which almost all 
belong to the volcanic rocks, since they resemble each other so 
much in their behavior before the blowpipe, that they can rarely 
be distinguished by it. They are as follows : ^ 

Apophyllite, k Si' + 8 Ca Si + 16 H, 
{KS'+8CS^+l6Aq). 



Chabasiey . M Si» + 3 Al Si'* + 18 H, 

phorns, giving a faint tin^e of titanium. It is possible that a mixture of these 
was the occasion of finding titanium in the Ceylon zircon. As to John's 
statement, it is evident from his own description, that what he considered ti- 
tanic acid was not so. Any one who wishes to prepare zirconia from the 
Ceylon mineral will do well to ignite the zircons and nyacinths, and then se- 
lect the colorless grains, since those which do not lose their color are spinel, 
essonite, or pyrope. 
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Gme?tntte is a variety of chabasie, in which a portion of the 
alkalies is replaced by magnesia. 
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Mesotype, Na Si + AlSi -|- 2 H, 
{NS' + AS + 2Aq). 

M^olUe- NaSi + AlSi + 2H, 
2(Ca Si + AlSi + 3H), 
(NS^+^CS'-^-dAS+S Aq). 

Mesole. Na^ SP + 3 Al Si + 6 H, 
2(Ca^Si«-|-3AlSi-|-9H), 
{NS^ + 2CS^ + 9AS+ Aq). 

Analcime, Na« Si* -|- 3 AISV + 6 H, 
(NS'' + SAS^ + 2Aq). 

Capordanite is an analcime, in which a small portion of the 
soda is replaced by potash and magnesia. 



• ••• •••••< 



Thofnsomte. Na3Si + 3AlSi + 3H, 

3(Ca«Si + 3AlSi + 9H), 
{NS + SCS+12AS+10 Aq). 

* 1 prefer to arrange the formulae in this way, since it shows that the mine- 
ral is a combination of two double salts. The si^, 2 (), implies that all the 
sTinhoIs in the following formula must be multiolied by the preceding numer- 
al. There are several combinations of these salts, as, for instance, the Meso- 
liki ^^ Hauenstein, which consists of 
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NaSi + AlSi-|-3H 

• ... ... ••• • 

• CaSi+AlSi+2H 

and therefore contains only one atom of each double salt, and one atom more 
of water in the first. Moreover, the alkalies and lime replace each other in 
rarioas proportions, which cannot always be arranged according to exact pro- 
portions. * In such a case it is necessary to give the formula a more general 
expression) e. g. 

Na 



. J Si + Al Si. 



Ca 

The formulae of substitution^ proposed by L. Svanbebo, deserve, in this re- 
spect, attention, since by their aidi the relative proportions of the substances 
can be given. Thus, for instance, the preceding formula may be thus written : 

R Si+ Al Si (R = Na 5.40 per cent. -|- Ca 9.87 per cent) 

There are also varieties of mesolite in which 

»=zNa 7.69 -I- Ca 7. 09. 
12 
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StmUe* Ca Si + Al Si» + 6 H, 
(CS^ + SAS' + eAq). 

HeuUmdite, 3 Ca Si + 4 Al Si' + 18 H, 
{CS' + ^AS^ + 6Aq). 

Brewsterite. This mineral has the same formula as the Heu- 
landite, with the exception that ^ of the soda is replaced by an 
equivalent amount of lime. 
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LaumomU, Ca« Si« + 4 Al Si' -|- 18 H, 
{CS^ + 4AS^ + 6Aq). 

BaryUHarmotome, 2 Ba' Si* + 7 Al Si' + 36 H, 

{BaS' + 7AS^+eAq), 

in which a portion of the haryta is sometimes replaced hy a 
very trifling amount of potash. 

Lime-Harmotome, 9*' ] Si» -|- 4 iU S> + 18 H, 

V* I Si»+4AlSi+15H, 



«•• •••••• 



Scolezite, Ca Si + Al Si + 3 H, 
{CS' + dAS + SAq). 

PrehnUe, Ca' Si + AlSi + H, 
(C^S' + 3AS + Aq). 

Edingtonite has heen so imperfectly examined that a form- 
ula cannot as yet he given for it. 

The general and common behavior of the zeolites is as fol- 
lows : they give off a large amount of water in the matrass ; 
the greater portion of them become opaque and milk-white. 

On charcoal they swell and intumesce. This intumescence, 
which gave a name to the family of Zeolites (from t^w, I boil), 

* EipistiUnte is the same combination, with only 5 atoms of water, and in 
which a small portion of lime is replaced by soda, which is also the case in 
Hauy*8 StilbUe dodecaCdre lameUiforme, 
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seems to be (^ the same nature as the crumbling of arragonite, 
and the loss of transparency of bitter spar when heated to 
-|- 50® centigrade, which is due to a change in the relative po- 
sition of the particles, and not to the escape of any volatile 
substance. — ^They afterwards fuse to a colorless glass, which is 
transparent, though it appears milk-white from the number of 
bubbles which it encloses. 
They are readily dissolved by borax into a colorless glass. 
They are decomposed by salt of phosphorus. The silica 
swells up in the bead, remains transparent, and sometimes ab- 
sorbs nearly the whole of the flux. 
With soda they fuse to a transparent glass. 
Some of the zeolites exhibit peculiar phenomena, which may 
serve to distinguish them from each o^r. 

ApophylUte swelbs up in the direction of the foliated cleav- 
age. Its saturated solution in borax can be rendered opaque 
and milk-white by flaming. In the open tube it gives the re- 
action of fluoric acid. 

Mesotype becomes opaque, if large crystals are employed, 
and fuses without intumescence. The acicular crystals swell 
in the direction of their length, a circumstance from which it 
may be inferred that it contains a mixture of mesolite. 

Analdme becomes at first milk-white as it loses its water, 
and afterwards fuses at a higher temperature, without intume- 
scence. 

Laumonite be^ns to intumesce when merely kept exposed to 
the air, when it swells up and crumbles to powder, but this is 
not occasioned by the loss of water. When fused, the glass is 
first enamel-white, but if remelted at a higher temperature it 
becomes transparent. 

Prehnite does not lose its transparency in losing its water. 
Koupholite^ a variety of the same, which oflen contains dust 
irom the way in which it is found, blackens and emits a burnt 
odor ; the carbon can be entirely burnt away without destroy- 
ing the transparency of the mineral. They both intumesce, 
and give a glass with soda with considerable difficulty. 

Baryt'harmotome fuses without previous intumescence. With 
a small quantity of soda, it gives a transparent glass ; with a 
larger portion, the glass becomes opaque on cooling, and can 
be rendered milk-white by flaming. 

SUicate of soda and potash^ with one-half silicate of lime^ 
Pectolitej from Monte Baldo. 
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This mineFal generally contains weathered portions wbi(?b 
are united to the transparent mineral. 

a. Transparent portion. 

Alone in the matrass it -gives off water, loses its transpa- 
rency, and crumbles, when gently touched, into acicular frag- 
ments. 

In the forceps it fuses quietly into a transparent glass without 
intumescence. 

With borax it gradually dissolves into a transparent glass. 

With the salt of phosphorus it gives a siliceous skeleton, and 
an opalescent glass. 

With soda it swells up like a zeolite, and fuses into a blebbyi 
colorless slag. 

With the solution of cobalt it acquires a blue color, bordering 
on purple, even before fusing. 

b. Weathered portion. 

It gives off a ^ large quantity of water in the matrass. ^ 
does not fuse on charcoal or in the forceps. It gives with soda 
a transparent glass. With cobalt it gives a purple-blue colo^i 
and resembles, in other respects, the transparent portion in i^ 
behavior. 

Tujo-thirds silicate of soda and lime, vrith onC'third sUtcO^ 
of alumina. 

Brevicite, from Brewigen, 

Na' |s> + 3AlSi + 6H (^\S^-\'SAS+2Aq\' 

In the matrass it gives off a large quantity of ^ivater, b^^ 
changes its appearance very little. 

In the forceps and on charcoal it melts into a colorless blebt^J^ 
glass. 

It is readily dissolved by borax into a transparent glass. 

It is decomposed and leaves a siliceous skeleton with tt»^ 
salt of phosphorus, giving an opalescent glass. 

With soda it does not form a glass, but gives a white sla^ i 
on platina it does not color the soda. 

B. Silicates of alkalies or alkaline earths, comMned toith s^^ 
icates of alumina, vyithout chemically combined water. 

Supersilicates of an alkali and alumina. 
Baulite, ?|sP + AiSi« /^ I S' + SAS'\^ 

from Baulabjerg, Iceland. 
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^one in the matiafis it gi^es a small quantity dT moistare. 

Strongly ignited in the forceps, it is at first transparent and 
Tesembles ice, but afVerwards fuses at the point to a transpa- 
resnt, colorless glass, but cannot be melted to a bead, unless the 
splinter is very small. 

It is very slowly dissolved by borax. If previously pulver- 
ized it is readily attacked. The glass is transparent and color- 
less. 

In the salt of phosphorus it dissolves very slowly, but when 
pulverized it is decomposed, and a siliceous skeleton is sepa- 
rated, which fills the bead, so that it is no longer liquid. This 
can be dissolved, however, by the addition of a large pcHlion 
of the salt of phosphorus. The glass is transparent and color- 
less, but becomies opalescent on cooling. 

With soda it fuses with effervescence into a trane^utfent, 
colorless glass. 

With the solution of cobalt it becomes black, and the fused 
portions only are blue. 

KrakUU, ^*| Si^+AlSi* /^J^ + S^S*), 

firom ErafUnnahruggr, Iceland. 

Alone in the matrass it gives rather more water than the 
preceding, but does not lose its reddish-grey color on cooling. 

In the forceps it acquires an icy appearance, and fuses at 
the point to a transparent, colorless glass. The portion which 
i^esembles ice is mingled with transparent, brownish portions. 

With borax and salt of phosphorus it behaved exactly like 
^e preceding. 

It dissolves with soda, and gives a bottle-green glass* 

With the solution of cobedt, it gives a black glass. 

FeuaUe,Z^ J SP-f 4Ais> ( ^ } S«-|-4^S'V 

fi^m Uton, behaves exactly like feldspar ; but, when finely pul- 
verized, if mixed with the bisulphate of potash and fluorspar, and 
^^sed on platina fcMl, it tinges the flame red, around and before 
^e assay. 

from Uton and Tyrol. 

Ak>ne in the matrass it is deprived of its water, and be- 
<^oines white, and less transparent than before. On charcoal, 

12 • 
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it intiinieices like the doable ailicales of lime and ahimina, 
a fler waid s fnw to an almot tran^ieiept and coiorie— glaM. 

With borax, it alao puSb op, bat is not readilj dtasohecS. ; 
die swollen mass becomes transparent and iponded, but n^9- 
mains for a long time without dissolYing. 

In the salt c^ phosphorus, it swells in the same way, bat ss 
toleFably readily dtssolyed, learing a siliceous dceleton. 

With soda, it intumesces, and is afterwards diasoWed to a 
tnuK^rent glass, which becomes opaque on the additioa ^J^ 
more soda, but does not become less furaUe. 

With the solution of cobalt, it gives a blue glass. 

With the bisulphate of potash and fluor spar, it behaYes liAce 

Neutral silicate of ahtmina and poUuk^ K Si -|- Al S? (KSP 
+ 3 AS^), Feldspar. 

Alone in the matrass the transparent Tarieties do not ^r^r^ 
off water. The splintered and weathered qiecimena oft^^fl 
ghre off a considerable quantity, which was mechanically wMh 
eluded in the fissures. On charcoal, it becomes in a stroocag 
lieat glassy, semi-transparent, and white, and fuses with di^E- 
culty on the edges to a semi-transparent, blebby glass. It is 
exceedingly difficult to fuse it. 

It is very slowly dissolved by borax, without efiervescencc, 
into a transparent glass. 

Salt of phosphorus attacks it very slightly. Pulverized, it ^ 
decomposed, and leaves a siliceous skeleton, and the bea^ 
becomes opalescent on cooling. 

It is slowly dissolved by soda with effervescence into ^ 
transparent and exceedingly infusible glass, which can be 
rarely obtained free from bubbles. 

With the solution of cobalt it becomes blue, but only on the 
fused edges. 

Turner observes that he obtained from several varieties of 
feldspar, by the use of bisulphate of potash and fluor spar, * 
flame tinged with green, indicating the presence of boracic 
acid. 

. ... ... ... ^^4 

Neutral silicate of alumina and soda^ Na Si -\- Al Si^, {NS 
-|- 3-45^), Alhite^ behaves like feldspar. 

Albite and feldspar can, however, be distinguished froco 
each other by the blowpipe, if they be dissolved in glass of 
borax, in which oxide of nickel has been previously dissolved. 
Feldspar colors the bead blue, or dark purple ; wifli albite, ^^ 
the contrary, it retains its original brown color. It must ^ 
observed, however, that a very trifling proportion of potash ^ 
the albite causes it to give the same reaction as feldspar. 



MOULYlOn 09 XINBIULB BSFOBB THE BLOWPIFB. 189 

Neutral silicate of soda with ttoo'thirds silicate of alumina^ 

NaSi-f-AlS?, {NS* + ^AS% Soda-spodumene^ from the 

granite around Stockholm (the soda is partially replaced hy 

potash, lime, and magnesia) ; it behaves like feldspar, but 

^s so much more readily into a transparent glass, that this 

ciitumstance alone is sufficient to distinguish the two from 

each other. 

• ••• ••• ••• 

TSjDO'thirds silicate of alumina and potash^ K^Si^ -|- ^ ^^ ^^ 
(KS' + 3 AS*)j Leucite, Amphighne. 

Alone in the matrass it does not give off water. On char- 
coal, it undergoes no change, and does not fuse, even when 
pulverized. If the powder be mingled with a very small 
quantity of carbonate of lime, it shows distinct signs of fusion. 

It is dissolved by borax slowly, but in large quantity, into a 
transparent glass. 

It is very little attacked by salt of phosphorus, either in 
fragments or pulverized; but it becomes transparent in the 
bead, and has the same degree of refraction, so that it is al- 
iiQost impossible to distinguish the undissolved portion. It can 
be observed, however, when an attempt is made to flatten the 
melted bead against a hard substance. 

With soda it dissolves slowly with effervescence to a trans- 
parent, but blebby glass. 

With the solution of cobalt it gives a fine blue, without 
fusing. 

Neutral silicate of soda and lime^ with one-third silicate of 

oZumtna, ^^ .?.^ + '^]^} {NS^ + s CS^ + 12 AS), 
3 (Ca Si + Al Si 

Lahradorite, from Labrador, behaves exactly like feldspar, 

and even gives a blue bead with the oxide of nickel and borax. 

TujO'thirds silicate of soda and lime, toith one-third silicate 

of alumina, 9*'^ \ Si* + 2 AlSi (^| S' + 2ASj, 

^emerite, Paranthine, Scapolite. 

a. Meionite, from Vesuvius. 

Alone in thin splinters it gives off bubbles at certain points, 
^hich cause the whole mass to boil and foam violently for a 
^ODg time. It gives a transparent, blebby glass. 

It is dissolved by borax slowly with continuous effervescence 
''^to a transparent glass. 

It is decomposed by the salt of phosphorus with effer- 
vescence, gives a siliceous skeleton, and becomes opalescent 

On onnlinrr 
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It ia slowly dissolTed by soda, with strong iiiUimeacenc3< 
into a transparent glass. It requires a large quantity of sod^ 
and remains for a long time opaque on the edges. 

With the solution of cohalt it gives a hlue colori hut onJj 
on the fused edges. 

b. Wemerite^ from Pargas. 

Alone in the matrass it gives off a small quantity of wate^T, 
hut does not lose its transparency. On charcoal it undergoes 
no change at a moderately red heat ; hut at a higher tempeirci- 
ture it fuses and swells up; afler this it forms a colorlesss, 
uneven, opaque mass, looking like ice, and becomes infusible. 

With borax it dissolves with continuous efienrescence into a 
transparent glass. This continues to effervesce, even after it 
has been so long fused that it has ceased to intumesce. 

Salt of phosphorus decomposes it in the same way, w^ith 
effervescence. 

With soda it fuses slowly to a transparent glass, whioh 
becomes still more infusible if more soda be added. 

With the solution of cobalt it gives a blue glass. 

c. WernerUe^f from Malsjo. 

Alone it becomes milk-white before it begins to fuse, axid 
afterwards melts to a colorless glass, which is rendered opaq^^^ 
by bubbles. In the open tube it gives the reaction of fluoric 
acid. 

Borax and salt of phosphorus decompose it with effoi- 
vescence, as they do the preceding. 

With soda it fuses very readily into a transparent glass, 
which does not swell up or become infusible on the addition 
of a farther quantity. 

d. Wernerite^ from Arendal (Paranthine vitreux — Hauy)? 
behaves exactly like the preceding. 

e. DipyrCy irom Mauleon, behaves exactly like the Wemet- 
ite from Malsjo. It gives off, like the others, a small quantity 
of water, without losing its transparency, and seems, in spi*® 
of Vauquelin's analysis, to be a scapolite. 

f. Ekebergite^ from HesselkuUa and Pargas. 

3Ca^Si« + 2AlSi (^^s' ^3 CS' + S AS). 

Na^Si^+2AlSi 

Alone in the matrass it gives off a little water, but does r^^j 
change its appearance. On charcoal it becomes white ax^^ 
opaque, puffs up a little, and afterwards fuses into a colorle^^' 
blebby glass. 

It dissolves like scapolite with borax and salt of phospt*^ 
rus, with effervescence. 
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It fiises, like the scapolite from Pargas, with soda^ with great 
difficulty, into a transparent, greenish glass. 
Tm'thirds silicate of soda with one-third silicate of aUvmi" 

nfl,Na^S?-|-2AlSi, (IV'S' + 2ilS), Sodalite, from Vesu- 
vius, where it occurs with garnet ; * it is contaminated with 
hydrochloric acid. 

In the matrass it does not change, and does not give off 
water. 

On charcoal it does not lose its transparency, and fuses less 
readily than Wemerite but more so than feldspar, into a blebby 
glass. 

It is dissolved slowly and without effervescence by borax, 
into a transpcurent glass. The assay divides itself through the 
flux, the undissolved portion resembling a siliceous skeleton. 

It is slowly dissolved by the salt of phosphorus, but the un- 
dissolved portion does not divide itself in the flux. 

It fuses slowly into a blebby glass with soda. 

One-third silicate of alumina^ potash and soda^ 

|f } Si + 2AVsi (^}s'+6il5), 

Ekeolite. The potash and soda oflen replace each other in 
such large proportion that the following species have been 
formed. 

a. ElaeolitCj from Fredriksvam. 

Alone in the matrass it gives off water, but does not change 
its appearance, or lose the degree of transparency which it had 
at first. 

On charcoal it fuses with considerable facility, and slight in- 
tumescence, into a colorless, blebby glass. 

It is dissolved by borax, like mesotype, at first readily, but 
it leaves a semi-transparent substance, which requires to be 
heated for a long time before it disappears. 

It is dissolved by the salt of phosphorus with great difficulty, 
and leaves a ' siliceous skeleton. The glass is opalescent on 
cooling. 

WiA soda it gives a glass with the greatest difficulty, which 
is scarcely fusible, and which it is difficult to obtain clear. 

With the solution of cobalt it becomes blue on the fused 
edges. 

b. Nepheline^ from Vesuvius. 

Alone on charcoal it becomes rounded on the edges, but 

* Tbollb-Wachtmeisteb, in Poggekdorff's Annals, II. p. 14. 
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doM not appear to intumesce at all. It cannot be perfeetJ} 
fused into a bead, but it gires a coloriets, Uebbj glass. 

It is dissolved by borax slowly and without dEkrvesceo^^^ 
into a transparent, colorless glass. 

It is dissolved by salt of phosphorus without hissing, ajo^ 
leaves a siliceous skeleton. The bead becomes opalescent d 
coolinff. 

With soda it first swells up, and then dissolves into a trarft^ 
parent, blebby glass. 

The solution of cobalt gives to the unmelted mass of tfc> 
powder a greyish-green color, and to the fused edges a gre^ 
ish-blue. 

One-half silicate of potash and lime^ with one-third silicc^^ 
of alumina^ 

Mg3J V3f/ r 

Rosite^ from the lime quarry at Aker. 

Alone in the matrass it gives off water, its red color disajf 
pears, and it becomes colorless. 

Heated in the forceps it does not swell up, and does ncz 
fuse, except in very thin splinters, when it fuses to a whit^ 
slag. 

In borax it dissolves with effervescence, the glass is colorle^ 
and transparent 

It is very slowly dissolved by salt of phosphorus. The un* 
dissolved substance becomes rounded and milk-white. Pulver* 
ized it gives a siliceous skeleton. 

With soda it forms gradually a transparent, colorless glas@ 
which does not become infusible or slaggy by the addition o* 
more soda, which distinguishes it from the next mineral, whicB 
it very closely resembles. On platina foil it gives a weak bi* 
dist'mct color of manganese. 

Tvsp-thirds silicate of lime^ with one-third silicate of ahtmim^ 

Fe» >Si-|-2AlSi( f» ^S' + 3^S). 
Mg«j VjT i J 

Amphodelite^ from various primitive lime beds. 

It gives in the matrass water, without changing its appea= 
ance. 

On charcoal it becomes milk-white at a white heat, and th^ 
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'uaea, without intomeaceacef and slowly, into a colorless, blebby 
glass, which cannot be melted into a bead« 

Borax dissolves it slowly and without effeiresoence to a 
tmnsparent glass, for which, howerer, a large quantity of the 
flux is requisite. 

Salt of phosphorus dissolves it exceedingly slowly. It does 
not swell up, but becomes rounded on the edges, and milk- 
white. 

The powder is easily decomposed, gives a siliceous skeleton, 
and a transparent, colorless, opalescent glass. 

With soda a white slag is obtained, which is not liquid even 
with a smaller quantity of the flux. 

With the solution of cobalt a fine blue color is obtained. 

Neutral sUicate of magnesia^ protoxide of iron^ protoxide 
of manganesej potash and soda^ toith one-third silicate of alu- 
mina. PyrargilUte^ from Helsingborg. 



Fe 
Mg 

Mn 

Na 

■ 

K 



••• ••• 




^Si+AlSi I mn SS'-j- 3^1 5 + 4-4^ 



)• 



It gives off* a large quantity of water in the matrass, without 
changing its appearance. 

It is infusible, but becomes somewhat glassy in the strongest 
possible heat. The assay then appears to be covered with a 
greyish- white, ruptured crust. 

Borax dissolves it very slowly. The undissolved portion le- 
pciains whitish-grey, and cracked upon the surface. The glass 
Js colored with iron, but its color disappears on cooling. 

It behaves in the same way with the salt of phosphorus. 

With soda it swells up and forms a grey slag, which has a 
S^^eenish hue as long as it remains warm. It does not give a 
green color on platina. 

Neutral silicate of lime^ toith two-thirds silicate of alumina, 

G^ Si + Al S? {CS^ + 3A 8% Lime-oligodasey (Havnefjor- 
^t,^ from Havnefjord, Iceland. 

Alone in the matrass it gives a slight trace of moisture. 

In the forceps it melts at a high temperature, and gives a 
^**tnsparent, colorless, somewhat opalescent glass. 

It dissolves with borax slowly, but, if pulverized, readily, 
^to a transparent glass. 

It is rather more readily dissolved by the salt of phosphorus. 
^ pulverized it gives a swollen siliceous skeleton. 
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With soda it gives a tnuMpaient ghn. Oo platma tool it 
ezhibitB a faint reacdoii of manguiflte. 

With the folutbo of cobalt it becomes black. 

Neutral 9ilic4Ue of /mm, with one4kird iOkaie qf alumimM^ 

AnhydrouB scolexiUj (of Nordendgold,) firom Plurgas, Ca Si-f- 

:^ Si, (C S* -j- 8 j1 5), behaves like Wemerite fiom the sune 
locality, but gives rather more readily a tnmspaient gla» with 
soda. 

One-third eilicaie of Ume^ magnesia and aJuminaj 

AnarthUe, ^'^} + ^'¥?} ,(mS+C S^2 AsV 
(3a»Si + 2AlSi V / 

ftom Vesuvius, behaves like soda, with this di^rence, that it 
gives with soda, not a transparent, but an enamel-white g^ass, 
in whatever proportion the flux may be added. 

Addition, AndaluHte^ from Fahlun. 

Alone it becomes white in spots, and remains in other por- 
tions unchanged, without fusing, either in thin splii^rs or 
when pulverized. 

Borax dissolves it slowly, even when pulveriised. The glass 
is transparent and colorless. 

With salt of phosphorus it is slowly attacked, and mostly on 
the edges. The transparent portion of the glass is not opale- 
scent. 

With soda it swells up and is decomposed, but does not fuse. 
The soda sinks into the charcoal and leaves a white mass. 
With the solution of cobalt it gives a fine blue color, without 
fusing. 

With borax and iron it does not give a phosphuret of iron. 



G. Silicates of potash or lithia^ vnth silicates of magnesia^ 
protoxide of iron, protoxide of manganese and alumina/^ 

(Micaceous minerals.) 

MioL 

A constant constituent of mica is E S^, combined with seve- 
ral atoms of A S, but it often contains at the same time f S, 
also mg S, and sometimes M S. We are not yet able to discover 
in what manner these elements are combined with each other. 
The best anal3rses of mica, besides those of Elafroth and 
VATjqTJELiN, were performed by H. Rose, in which he found 

* Notwithstanding the admirable analytical labors of Klapboth, Vavqub- 
LiK, H. Roas, C. Gmelin, and Tubker on this genus, we are still unable to 
five a formula which represents their composition with any degree of pn4»- 
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that all varieties of mica contained more or less distinct traces 
of fluoric acid, with a small amount of water. But even these 
analyses fail to give us a correct idea of the chemical formula 
of mica. Rose's analyses would give the formula KS'-|- 
12 AS, in which one or more atoms of silicate of alumina are 
replaced hy silicate of iron or manganese, provided the bases 
existed in the state of peroxides. But in the course of the ex- 
periments which he instituted to ascertain this point, he found 
that ferriferous mica, when ignited in a retort, became green, 
and acted on the magnet, without having given off any gas 
firom which the deoxidation of the supposed peroxide might be 
infenred. 

The different polarization of light in different varieties of 
this mineral adds to the uncertainty, as well as the remarkable 
&ct mentioned by Biot, that a certain very magnesian mica 
has only one axis, while this mineral generally has two. 

In regard to the behavior of the varieties of mica at a high 
temperature. Rose found that those which contain from one-half 
to one per cent, of fluoric acid, when heated in closed vessels 
lose their lustre and become dull. The other varieties, on the 
contrary, maintain their semi-metallic lustre, and only change 
their color. The loss of lustre in the micas containing fluoric 
acid is evidently owing to the decomposition which takes place 
on the surface of the scales as the fluoric acid escapes, taking 
with it the silica to form fluosilicic acid. 

It follows from this that the behavior of mica varies with its 
locality, like the garnet, and that it is impossible to give a 
characteristic blowpipe test for all the varieties of this mineral. 
I shall on this account only select a few varieties for descrip- 
tion. 

a. MUa^ from Broddbo and Finbo, in granite. 

Alone in the matrass it gives off water, which gives evident 
traces of fluoric acid when the heat is raised to the melting 
point of glass. The mica treated in this way becomes green, 
loses its lustre, and becomes rough to the touch on its surface. 
Heated in the flame before the blowpipe it becomes white, or 
whitish-grey, but retains its lustre, becoming rough upon the 
surface by swelling up. On the edges it cracks in the direction 
of the folia, and fuses into a greyish-yellow, blebby glass. 

It is readily dissolved by borax with effervescence into an 
iitm-green glass. The mineral which had been ignited in the 
matrass dissolves without effervescence. 

It is readily decomposed by the salt of phosphorus, and 
swells up into a siliceous skeleton, which would hardly be no- 
ticed, were it not that it alters the shape of the bead. If a 

13 
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small proportion of mica be employed, the skeleton can be dis- 
solved by skilful blowing ; but if more be added, the greater 
portion remains undissolTed. The bead becomes opalescent 
on cooling. 

With soda it swells up, at first, into a green, then into a grej 
slag, in which only that side upon which the flame was directed 
is fused into a transparent, somewhat greenish glass. It gires 
distinct traces of manganese on platina foil. 

With the solution of cobalt it gives a black glass. 

b. Mica^ from North America, in granite. 

Alone in the matrass it gives off water, without becoming 
opaque. At the melting-point of glass it becomes white, and 
acquires a silvery lustre. It gives slight traces of fluoric acid. 
On charcoal it becomes milk-white, and afterwards fuses, at a 
very high temperature, into a white enamel, but only on die 
extreme edges ; even the thinnest scale cannot be fused into a 
bead. 

It is dissolved by borax, at first with gentle eflfervescence, 
but afterwards quietly ; if the mineral had been previously 
ignited till it became opaque, it dissolves without efiervescence. 

It is at first entirely dissolved by the salt of phosphorus, if 
not too large a quantity is employed. Ailerwards it is slowly 
decomposed, and leaves a siliceous skeleton. The glass be" 
comes opalescent, but not till after having been long heated. 

With soda it gives a white slag, which fuses to a transparent 
glass on the edges exposed to the direct action of the flame. 

With the solution of cobalt it becomes blue on the fused 
edges. 

c. Mica^ from the Pargas lime quarry, a fragment of a six- 
sided prism. 

Alone in the matrass it gives off water, without changing i^ 
appearance ; at a higher temperature it gives no trace of fluoric 
acid. It does not lose its smoky-brown color, even when ignited 
in the flame. It fuses readily to a milk-white glass, which can 
be obtained in the form of a bead. The unmelted portion <* 
the mica preserves its perfect transparency, at the point whe^ 
the fused portion ends. 

It is dissolved by borax quietly and without effervescence. 
The scale of mica remains quite transparent, and gradually 
diminishes in size, till it finally disappears. 

It is readily dissolved by the salt of phosphorus, leaving ^ 
perfectly transparent siliceous skeleton. The glass is opal^ 
cent. 

With soda it swells up, becomes mUk-white, and fuses HB^ 
an opaque bead, which becomes milk-white on cooling. 
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Wiih the solution of cobalt it becomes light blue on the fused 
edges. 

Remark. If the external characters did not show that these 
three minerals were all micas, it would hardly be inferred from 
their behavior before the blowpipe, that they all belonged to the 
same class of minerals. The fusibility of the Pargas mica 
and the infusibility of the American variety, imply a consid- 
erable difierence of composition. Thb difference resembles 
that which distinguishes common schorl from the tourmaline 
apyre, of which two varieties the composition is quite dif- 
ferent 

LepidoUte^ or Lithia mica^ from Uton. 

Alone in the matrass it gives off water, which, if the assay 
is raised to a red heat, is rendered quite acid by fluoric acid, 
and tinges Brazil-wood paper yellow ; the glass becomes 
clouded in spots from the deposition of silica. On charcoal it 
fuses very readily with intumescence into a blebby, transparent, 
colorless glass. 

It dissolves with borax readily and in large quantity into a 
transparent glass. 

With salt of phosphorus it dissolves, leaving a siliceous skel- 
eton. The bead becomes opalescent on cooling. 

With soda it fuses readily with intumescence into a trans- 
|Kuent and somewhat blebby glass. 

With the solution of cobalt it becomes blue on fusing. 

With boracic acid and iron it does not give a phosphuret of 
iron. With bisulphate of potash, or sulphate of ammonia and 
fluor-spar, it tinges the flame before and around the assay red, 
thus proving that it contains lithia. 

Varieties of talc. 

What I have said of mica may be applied with justice to 
talc, of which a few examples may serve as proof. 

a. Transparent^ green talc^ from la Vallee de Bine. 

Alone it gives off no water, neither does it lose its trans- 
parency when ignited. At a high temperature it exfoliates, 
and becomes white where the heat is most intense, but does not 
fuse. 

Borax dissolves it readily with strong effervescence into a 
transparent glass. 

It is easily decomposed by the salt of phosphorus, with effer- 
vescence ; it gives a translucent siliceous skeleton, and an 
(^lescent glass. 

With soda it intumesces, and gives a white semi-fused slag. 

With the solution of cobalt it gives a pale red color. 
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b. White^ opaque talc^ from la Vallee de Fenestrolle, behaves 
like the preceding variety, but does not effervesce so strong!/ 
when treated with the fluxes. 

c. Greenish^ translucent taJc^ from Skyttgrufva, near Fahlan 
Alone in the matrass it gives no trace of water ; it emits a 

little light on the edges, but remains transparent at a gentle 
heat. More strongly heated, it whitens, becomes scaly on the 
surface, and fuses on the edges to a white, blebby mass. 

It dissolves with borax, with effervescence, into a transparent 
glass, which has the characteristic color of iron, as long as it 
remains hot. A portion remains undissolved, which afterwards 
slowly dissolves, without effervescence. 

With soda it swells up and fuses into an opaque, difficultly 
liquefiable glass, which may be rendered transparent by the 
addition of a certain proportion of soda. In general a large 
proportion of this flux is required. 

Strongly heated with the solution of cobalt it acquires a 
reddish color. 

Remark. All the varieties of talc from the Fahlun mines 
behave in the same way. 

d. Black talc^ from Finbo, near Fsdilun. 

Alone in the matrass it gives off a large amount of water, 
which shows, after the assay has been heated to ignition, dis- 
tinct traces of fluoric acid. By ignition it acquires a lighter 
shade of color, bordering on green, and afterwards fuses 
tolerably readily to a black glass. 

It is readily dissolved by borax, without much effervescence, 
and gives a glass tinged with iron. 

It is also readily decomposed by the salt of phosphorus, and 
gives a siliceous skeleton ; the glass is tinged with iron as long 
as it remains hot, but becomes opalescent on cooling. 

With a certain proportion of soda it fuses to a black glass, 
which becomes less fusible, and acquires a yellowish-brown 
color, if more of the flux be added. 

On platina foil it exhibits traces of manganese. 

Addition, Pimelite^ nickeliferous talc, from Kosemiitz. 

Alone in the matrass it blackens and gives off water, which 
smells of petroleum. The black color comes from carboD? 
which consumes in the open atmosphere ; after which the ma^s 
becomes greyish-green, bordering on brown. It does not fus^i 
but becomes slaggy on its thin edges, and acquires a dark gf^J 
color. . 

With borax it dissolves with the reaction of the oxide ^^ 
nickel, and does not give a trace of cobalt after the reducti^^ 
of the nickel. 
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It is diasolyed by the salt of phosphorus, when a small quan- 
tity of the assay is used, into a transparent glass. If more of 
the assay be added, a glass tinged with nickel is obtained, and 
an undiarolved siliceous skeleton remains in the bead. 

Soda dissolves it imperfectly into a rounded, slaggy mass, 
«nd after washing the charcoal a large quantity of reduced 
mckel is obtained. 

Remark. Pimelite has exactly the appearance of a nickel- 
iferous talc. The property of blackening when heated in a 
dosed vessel and giving off an empyreumatic odor, is so far 
common to minerals containing magnesia, that I have rarely 
foiled to detect it, in case the magnesia formed a constituent 
part of the mineral, or was contained in it in considerable 
quantity. These circumstances require that the pimelite should 
be more carefully examined. It is not improbable that the 
oxide of nickel may have similar properties with magnesia, 
exactly as it resembles the latter in its double salts with ammo- 
Ilia and potash. 

Chlorite^ from Fahlun. 

Alone in the matrass it gives off water, and, at the melting 
point of glass, fluoric acid, which tinges Brazil-wood paper 
fellow, and leaves silica upon the glass. On charcoal it fuses 
lato a black bead with a dull surface. 

With borax it dissolves into a dark green glass. 

Salt of phosphorus dissolves it, leaving siGca. The gleiss is 
strongly colored with iron. 

Soda does not dissolve it ; it does not swell up, but becomes 
bounded on the edges.- On platina it exhibits no traces of man- 



Pinite^ from St Pardou in Auvergne, and from Greenland.* 

Alone in the matrass it gives off a little water, but does not 
change its appearance. On charcoal it becomes white, and 
ftses on the edges into a white, blebby glass. On the speci- 
fiiens from Auvergne colored spots are seen scattered over 
|he surface. The ferriferous variety sometimes melts readily 
into a black glass. 

It is very slowly dissolved by borax, even when pulverized, 
^ gives a transparent glass, which is slightly tinged with iron. 

The variety from Auvergne is not visibly attacked, if the 
mineral is used in fragments ; but the bead has a tinge of iron 

* The latter specimen was obligingly furnished me by M. Hafty. It is 
^^'yvtaliized in six-sided prisms, ajod is purer and lees mixed with foreign 
iQ&tten than most specimens. 

13 ♦ 
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88 long 88 it lemaiiw hot. In powder, it can be 
after long blowing, and leaves a silieeous Bkeleloo* The glass 
is opalescent on cooling. The Grieenland Tariety is more 
easify dissolved by the sdt of phosphorus, but the glasses are, 
otherwise, alike. 



FaUmUe^ 



V] .... /Ml 

Mn* ^"^^ 



a*+sAa+2Aqy 



ftom Eric Matts mine, at Fahlun. 

Alone in the matrass it gives off water, which has not an 
acid reaction. On charcoal it bums white, and (uses on the 
edg^ into a white, blebby glass. 

with borax it is dissolved, with great difficulty, into a glass 
which is somewhat colored by iron. 

Salt of phosphorus decomposes it, leaving a siliceous skel- 
eton ; the glass is opaque, and has a tinge of iron as long as it 
remains hot; but on cooling it becomes coloriess and opal- 
escent. 

It is not dissolved by soda, but acquires a slaggy appearance, 
and a yellowish color. 

Weissite, ^f I S? + 2 AlSi'* (^\ 8^-^-2 ASpY with 

traces of soda, manganese, and tin, from Eric Matts mine, at 
Fahlun. 

Alone in the matrass it gives off water, which has at first an 
acid, afterwards an alkaline, reaction. Its color grows darker. 

On charcoal it becomes milk-white, and afterwards fuses on 
the edges, but cannot be entirely liquefied. After a strong 
heating in the reducing flame, the charcoal becomes coated 
with a deposit of the oxide of tin. 

With borax it dissolves gradually, giving a transparent, 
colorless glass. 

With salt of phosphorus it is very slowly dissolved, leaving 
a siliceous skeleton. The pulverized mineral is rapidly taken 
up, and swells up into a siliceous skeleton. 

With soda it gives a white slag, which, in a strong heat, can 
be melted into a bead. On platina foil it gives no distinguish- 
able trace of manganese. 
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Gigantolitej 

Mg] /M) \ 

Fe Vsi + AlSi + H( jP SS' + SAS+AqL 

from Tammela, Finland. 

Alone in the matrass it gives off water, which at length 
acquires an alkaline reaction. 

It fuses readily, with intumescence, into a lustrous, greenish 
slag, but cannot be melted into a bead. 

In borax and salt of phosphorus it dissolves into a trans- 
parent glass, which is tinged with iron, but becomes colorless 
after it has cooled. The solution proceeds slowly unless the 
mineral be' pulverized, when it swells into a siliceous skeleton 
with the salt of phosphorus, and dissolves completely in a larger 
quantity of the flux. The transparent glass becomes opalescent 
on cooling. 

With soda it swells into a brown slag, which can be made to 
take a globular shape with considerable difficulty. 

Mg3 ^ /M ) 

PraseoKte, Fe^ > Si + 2 Al Si+3 H ( F ( ^+2 AS+Aq \ , 

(containing, at the same time, traces of the oxides of manga- 
nese, lead, copper, cobalt and titanium,) from Brakke, in 
Bamla parish, Norway. 

Alone in the matrass it gives ofi" water, which has no effect 
on Brazil-wood paper. The clear-green assay becomes dirty- 
green, and partially brownish. 

In the forceps it fuses slowly, and only on the edges into a 
bluish-green glass. 

It is dissolved by borax into a transparent, greenish glass. 

In the salt of phosphorus it is less easily dissolved, and leaves 
a siliceous skeleton. In a strong reducing flame, or with the 
help of tin, the presence of titanium can be observed, though 
only faintly. 

With soda it forms a pea-green slag, bordering on yellow. 

With the solution of cobalt a greyish-blue color is obtained. 

Esmarkite^ ftom the same locality. 

Mg'] /M\ . 

Fe» >S? + 3AlSi + 3H,( F SS^ + ^AS-^Aqy 

Mn»j ^^'^^ ^ 

Behaves exactly like the preceding. 
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D. Silicates of an aBudi and oxide of iron. 

Neutral silicate of soda^ with ttoo-tMrds silicate of ike per- 
oxide of iron. AcmiU, 3 NaSi + 2FV SP (N8^+2F^), 
from Eger in Norway. 

Alone in tbe matrass it gives off water, which on drying 
i leayes a stain upon the glass, which disappears when heated. 
The appearance of the assay remains unchanged. On cha^ 
coal it fuses to a hlack bead with a vitreous lustre. 

It is readily dissolved by borax into a glass tinged with iroB. 

With salt of phosphorus its behavior is the same, except thai 
a siliceous skeleton remains. 

With soda on charcoal it gives a black ^ass, and on plalmt 
the usual reaction of manganese. 



Persiiicate of soda and magnesia, with one-half silicate of 
the protoxide of iron. Crocidolite, from Orange River, Cape 
of Good Hope. 

^^1 sV + 3 Fe' S? + xH, (jj } S' + SfS^ + xAq^ 

Alone in the matrass it gives off a small amount of water, 
having an empyreumatic odor, and becomes brown. 

A fibre of the mineral bends upon itself in the flame, and 
forms a brownish slaggy mass, which caimot be fused into a 
bead without considerable effort. 

The fibre is immediately taken up by borax, dissolves with 
effervescence, and colors the bead with the oxide of iron. 

It is readily dissolved by salt of phosphorus, leaving a sili- 
ceous skeleton. On the platina wire the glass, treated in the 
oxidating flame, is red as long as it remains hot, but it becomes 
colorless on cooling. It splits in pieces and then exhibits ame- 
thystine-red patches in the interior of the siliceous skeletoDj 
which appearance cannot be produced on charcoal. 

Saltpetre does not show the presence of manganese, or tm 
that of titanium. 

With soda it gives on platina a red glass, which does not ex- 
hibit the reaction of manganese ; on charcoal it gives a grey* 
ish green glass. 
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E. Silicates of lime and magnesia^ in which the aJkaJine earths 
are more or less Juiiy replaced by protoxide of iron and 
protoxide of manganese^ and the silica sometimes replaced by 
idtmnna. 

Neutral silicate oflime^ with two-thirds silicate of magnesia. 

AwpUhole, Ca Si + Mg* sK ( C ^^ + 3 MS^). 

Von Bonsdobff has shown that all the varieties of amphi- 
bole contain fluoric acid, which is united to the lime, forming 
fluoride of calcium, and that they can he considered as thus 
composed : 1 atom of the fluoride of calcium is combined with 
an amount of the above-named combination, which contains 5 
times as much lime as the fluoride of calcium. It is possible 

that the correct formula is Ca Fl8 + 5(Ca Si + Mg^Si^), in 
which case this mineral should be included among the halogen 
substances. The presence of the fluoric acid cannot be ascer- 
tained by the blowpipe. 

a. Non-aluminijerous amphihole. 

a. Colorless amphihole^ from Gullsjo in Wermland, has ex- 
actly the composition represented by the above formula. 

Alone in the matrass it does not change, and gives ofi' only 
hygrometric water. In the forceps it fuses readily with intu- 
mescence into a semi-transparent glass, and the portion near-, 
est the fused mineral becomes milk-white. Each time that the 
mineral is remelted it begins by swelling up, but afterwards 
liquefies. 

It is slowly dissolved by borax into a transparent, colorless 
glass. 

It is not decomposed by the salt of phosphorus ; the frag- 
ment remains in the bead rounded on the edges and quite milk- , 
white in color, and if it be heated for a long time the glass 
becomes opalescent on cooling.* 

With a certain portion of soda it dissolves into a transparent 
glass, which swells up on the addition of more soda, and forms 
a white, infusible, slaggy mass. 

With the solution of cobalt it acquires a rose-red color on 
the fused edges. 

|J. Grammatite^ from Fahlun. 

* This property belongs to the amphiboles in common, with few exceptions. 
There is, nowever, a method of decomposing them with salt of phosphoms. 
which oiten succeeds, namely, by meltins them with so small an amount of 
this flux that the surface only is covered. When the assay begins to swell 
np, the phosphoric acid penetrates the mass, which intumesces, is decom- 
posed, and becomes icy in appearance. 
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Alone it undergoes no change when gently ignited. At ^ 
higher temperature it swells up, cracks longitudinally, and be-. 
comes milk-white ; at a still higher temperature it fuses with 
effervescence into a whitish-grey, rough, opaque mass. 

With horax and salt of phosphorus it behaves like the pre- 
ceding mmeral. 

With a suitable quantity of soda it fuses to a transparent 
glass ; with too much or too little the glass becomes opaque on 
cooling. 

With solution of cobalt it becomes dark red on the fused 
edges, and clear bright red around the assay. 

y. Asbestiform tremolite^ from Sheffield, Massachusetts. 

Alone it bubbles and fuses with difficulty into a vitreous 
mass, after which fine acicular crystals often shoot out. 

With borax and salt of phosphorus it behaves like the pre- 
ceding. 

With soda it is dissolved with the greatest ease into a trans- 
parent glass, which must be fused with a large quantity of the 
flux before it becomes opaque. 

With the solution of cobalt it reddens on the fused edges. 

M) 

3. Asbestus, from the Tarentaise, (C S' + 3 f > S*). 

cj 

Alone it fuses readily into a greyish bead resembling enam- 
el, but without a vitreous surface. 

With the fluxes it behaves like a, 

e. Asbestiform actinolite^ from.Taberg near Philipstad, and 
from Fahlun, has the same formula as the preceding. 

It is not particularly changed in appearance by gentle ign^' 
tion. In a strong heat it becomes white, and then fuses with 
intumescence into an opaque, dark yellowish glass. 

It fuses readily with borax to a transparent glass, tinged with 
iron. 

It is very slightly acted on by the salt of phosphorus. The 
acicular crystals remain unchanged, and the glass becomes 
opalescent on cooling. 

With a small proportion of soda it gives an opaque, green- 
ish glass ; with a larger quantity it swells into an infusible slag- 

With the solution of cobalt it becomes red on the fused 
edges. 

Remark. The greener varieties of actinolite give to the gla® 
a deeper color of iron, but their behavior is, otherwise, the 
same. 

^ ByssoKtej from Bourg de I'Oisons, has the same formula 
as i. 
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Alone it fuses into a black, brilliant bead. 

It is readily dissolved by borax into a glass colored with iron* 

Salt of phosphorus dissolves it slowly ; the acicular crystals 
which are first added to the flux dissolve entirely, the others 
remain undissolved. 

With soda it gives a black glass ; with a larger quantity, a 
black slag. On platina foil it exhibits the reaction of manga- 
nese. 

b. Alumvniferous amphibole. 

II. Grjammatite^ from Akers lime quarry. The empiric 
brmula for this and the following varieties is, rejecting the 

luoric acid, Ca Si 4- . ^ W — and, in general, to 5 atoms 

^ Fe^ ) ( Al^ ^ 

)f this combination, 1 atom of fluoride of calcium. Other va- 
ieties contain also protoxide of manganese. 

Strongly ignited it becomes white without splitting, and fuses 
X)Dsiderably easier than the grammatite from Fahlun, and 
nuch like that from Gullsjo, and gives an almost transparent 
llass. 

It dissolves readily with borax to a transparent glass. 

With the salt of phosphorus it swells up, is not entirely de- 
composed, but is converted into a translucent, light colored 
nass, which, however, remains hard internally. 

With soda it fuses to an opaque, scarcely liquefiable mass, 
^ith more soda it first swells up, but can aflerwards, in a strong 
^eat, be fused to a bead. 

With the solution of cobalt it becomes more infusible, but 
^es on the fused edges a fine dark blue glass. 

^. Black primitive hornblende^ from Slattmyra. 

Alone it swells up very little, and fuses to a blcu^k, brilliant 
iead. 

It dissolves with borax into a glass tinged with iron. 

It is not decomposed by the salt of phosphorus. The frag- 
»e!it remains unchanged, and retains its color, becomes after- 
Wttds rounded on the edges, and acquires a tinge of iron. In 
his respect it resembles the non-aluminiferous amphibole. 

With soda it fuses to a black, brilliant glass, which is rendered 
3»ore fusible by a farther addition of the flux, but it then ac- 
jubes a dull, crystalline surface, and a dark brown color. 

i. Black hornblende^ in broad laminae, from Taberg, in the 
Sftrict of Norberg, behaves like the preced'mg variety. 

». Dark green^ foliated hornblende^ from Annaberg, in 
Saxony. 
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Alone it fuses with intumescence inio a biack, InBtroiB 
glass. 

It is readily dLssolved by borax to a sli^itly cdored ^asi. 

It is decomposed by salt of phosphorus, aAer being bested 
for some time, and gives a siliceous skeleton. The bead ii 
colorless, and becomes opalescent on cooling. 

With soda it behaves like 11. 

X. Black, crystallized homhlende, from Pargas, fuses widi 
strong intumescence and readily into a greyish-brown, opaque 
glass. 

Borax dissolves it readily to a transparent, greenish glass. 

With the salt of phosphorus it is decomposed into a glass 
which resembles ice in appearance, and is colored by iron as 
long as it remains hot, but it becomes opalescent on cooling. 

It fuses with difficulty with soda into a greyish-brown glass, 
which is not easily fused to a bead. 

^, Pargasite, or transparent, light green, crjrstallized hcffD- 
blende, from Pargas. 

It behaves exactly like the preceding, except that the glass 
is less strongly colored with iron. It differs from the last vari- 
ety only in containing a less amount of iron. 

TwO'thirds silicate of lime, vnth two'thirds silicate of fMg- 

nesia. Pyroxene, Ca^ Si^ + Mg^ S[\ {CS^ + M JS^). 

a. White or colorless, translucent pyroxene. 

Diopside or Alalite, from Piedmont. 

White malacoHte, from the Tammare lime quarry in Finland. 

White malacoHte, from Tjotten, in Norway. 

Salite, light green variety from Sala; all these have the 
composition represented by the above formula. 

Alone, they fuse with slight effervescence, to a colorless, 
semi-transparent glass. 

They readily dissolve with borax to a transparent glass. 

They are slowly decomposed by salt of phosphorus, and 
leave a siliceous skeleton. The transparent glass becomes 
opalescent on cooling. Diopside remains for a long time trans- 
parent and unchanged, but finally swells up, and is converted 
mto a siliceous skeleton. 

With a small proportion of soda they swell up and dissolve 
into a liquid, transparent glass, which becomes opaque and less 
fusible on the addition of more soda. As each new portion of 
soda is added, they swell up anew before fusing. 

The malacoHte from Finland becomes red on the fused edges 
when heated with the solution of cobalt ; diopside also acquires 
a red color on its thin fused edges, or, if fused to a bead, it 
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becomes violet ; malacolite from Tjotten becomes blue,* bor- 
dering on red. 

Remark, Among the specimens of the so-called Salite from 
Sala, there occurs a malacolite, which cannot be distinguished 
from common Salite except by a lower degree of lustre and 
hardness, as it exactly resembles it in form and color. This 
variety contains 5 per cent, of lime, and is, according to Rose's 
analysis, principally a silicate of magnesia ; its behavior is as 
follows : 

Alone in the matrass it gives off water ; on charcoal it bums 
greyish-white, but does not fuse, either in fragments or when 
pulverized, but only sinters and becomes dark and glassy on 
the edges. 

With borax and soda it behaves like the preceding. 

It is dissolved by salt of phosphorus, with about the same 
degree of difficulty as the preceding varieties, but the fragment 
does not retain its translucency and color, as the others do, 
but becomes enamel-white, and then begins to swell up slowly, 
and is converted into a siliceous skeleton. 

With the solution of cobalt it gives a dirty red color, both 
on the fused edges, as well as through the whole mass, and the > 
oxide of cobalt renders it more fusible. The contrary is the \ 
case with the malacolites containing lime. ' 

b. Pyroxene^ which contains a larger number of atoms of 
lime than of magnesia. 

Malacolite^ from Bjormyresweden, 

Ca^S^+Fe'S? /« ^«, , ^ ,^0. . ^«,\ 

fuses readily to a dark glass. 

With borax, salt of phosphorus and soda, it behaves like the 
preceding, except that it gives a glass colored with iron. 

c. Pyroxene^ containing silicate of the protoxide of iron 
as a constant ingredient. 

a. HedenhergitCy from Mormorsgrufva, near Tunaberg, 

Ca3 Si2 + Fe3 S>, (CS^+fS^). 

Alone it gives off no water, or only hygroscopic moisture, 
which when the assay is heated to the melting-point of glass 
has a slightly acid reaction. In the forceps it &ses, after boil- 
ing a very little, into a black, brilliant glass. 

Borax dissolves it into a glass tinged with iron. 

Salt of phosphorus decomposes it slowly to a siliceous skele- 

* This is perhaps owing to one half per cent, of alumina which is contained 
in the mineral. 

14 
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toa, in which the undecompoaed substance appean widi a bril- 
liant, Uack lustre. The color of iron disappean aa the bead 
Gook. ' 

Soda dissolves it with difficulty to a black glass, which be- 
comes dull upon the surface with the additicm <^ moie aoda, 
and it requires a fiir larger quantity of that flux than ^tber of 
the preceding varieties, befbfe it bec<Hnes sla^jy. 

p. GreeHtsk'Uack p^axenc^ from Taberg near Phil^ietad, 
and from Arendal, and Dark red maJacoliU from Dagera in 
Finland, behave like the preceding. 

d. Pyroswiie, €tmtmimmg abmdna and gamrmUig UmeL 

•. PyrtHMfie, from P^urgas, and 



jf. Pyroxene from Auveigne, Ci^ B? -f- ^^ 

re* 






I CS* "^ f I I it* )* ^ ^^^^ behavelike pyravene in gaa- 

eial, but are f^ more difficultly, or not at aft, dissolved "bj 
salt of phosphorus ; the fragment becomes tranriucent and less 
deeply colored 4 widi soda they ^ve a less ftistUe glass, so 
diat they become infbsible wi6i a quantify of soda, with whidi 
the dark-green varieties^, contuning iron as a constant ingxecfi- 
ent, would form a glass. 

TSoO'tkirds silicate of alumina and the protoxide of iron. 

a. DiaUage.'^Fe^'si^ + SM^Sl^ (fS^-^UMS^). 
Alone in the matrass it gives off water, which is not acid, 

cracks, and acquires a lighter color. On charcoal it fuses with 
difficulty on the edges to a greyish dag. 

It dissolves with difficulty with bomx to a trans^mrent glass, 
colored by iron. 

It is decomposed by the salt of phosphorus, and leaves a si- 
liceous skeleton. 

With a certain portion of soda, it fuses to an opaque, greyish- 
^reen bead ; with a larger quantity, it swells up aiul becomes 
mfusible. On platina foil it gives traces of manganese. 

b. Hypersthene, Fe^Bi^ + U/Si'^(/S^ + MS^). 

Alone in the matrass it cracks a little and gives off water, 
which is not acid, but it does not change its appearance particu- 
larly. On charcoalj U foses arith difficulty to a greyi^-greoQ 
glass. 

* I do not know the locality of the hypersthene and diallage used in these 
esaininatioot, ;but as J30lih.&|>eciineii8 w^re {weteDted me hy fi. Haoy, I can 
have no doubt that they are rightly named. 
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^^ bonx, h fbses readily to a greenish gfaas. 

Salt of phoq>lMmi» does not appear to attack it, but it be- 
comes rounded on the edges, and is dissolved with the greatest 
difficolty. 

it behaves with soda like the preceding. 

One'third silicate of lime and the protoxide of iroUy toith 
onC'third silicate of the peroxide of iron^ 

^ rsi+sFe'si (^ J s+aFs)* 

Jenite^ Lievrite^ from Elba. 

Alone in the matrass, it gives off water, which has not an 
acid reaction, and which seems to be only mechanically enclos- 
ed in the mineral, since its appearance undergoes no change. 
On charcoal it fuses readily to a black bead, which becomes 
vkieous in the exterior flame ; in the interior flame it acquires 
a dall surface, and becomes attractable by the magnet, which 
IS not the case with the mineral when it is simply ignited. 

It dissolves readily with borax to a dark, almost opaque glass, 
irluch is colored widi iron. 

Salt of phosphorus decomposes it, leaving a siliceous skele- 
ton ; the glass is strongly colored by iron. 

With soda it fuses to a black glass. On platina it exhibits 
tiaGes of man^nuiese. 

Addition. Oroiutedtitej from Przibram in Bohemia.t 

Alone in the matrass it gives off water, which, when driven 
eff.by ignition in the open tube, exhibits traces of fluoric acid. 

Alone on charcoal or in the forceps it fuses slowly on the 
edges into a black glass, which is dull on the surface. 

*Tk6 fommla dees not agree exactly with tke results of the analjrsis, bat is 
the most probable which can be riven. 

tlf Steinniann*8 analysis of this mineral be calculated, (Neues Journal fur 
vkemie u. Physik,Ton Schweigser und Meineke III. p 269,) it would appear 
ttemaat of oae-third siHcate of magnesia, combined with silicates of the pro- 
toxides of iron and manganese, in which the bases contain 1 i-2 times as much 
•tygea as the silica, and water of crystallization. The resultmg formula is : 

Mn»S? + 3 Fe* S? + 26 H 
9 (Mg^ Si + 2 Fe* SP + 12 H) or 

(mtf S^ + 9 MS + 21 f^ S^ + 4b Aq) ; however, this formula 
^^t not to be adopted without renewed investigation. According to '*^'~ 
^beli its composition is, 

mn}S+ FAq. 
M ) 
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It if readilj-diMdlTed by bonx and salt of photphoras, gidng 
the leaction of the profeoiudee of inm and manganeae. 

With foda on chaicoal it givea readily a Mack glaaa, which 
becomes infusible with the addition of more soda, and with a 
atill lar^r quantity it is absorbed by the chaicoaL On platina 
foil it gives distinct traces of manganese. 

F. SUieates of lime and tnagnena^ vnih ahmina^ in whick ike 
dlkaline earths are often replaced hjf the protoxidee of iron 
and manganese^ and the aJumina hy the peroxide of iron. 

One-third iUicate of lime and alvmina. 

m. BpidoU,(^^'&. + 2h'^\,{C S-^- AS). 

a. ZaiiiUj from Baireuth and Carinthia. 

Alone it swells up and thickens at right ai^es to the lami- 
nsB; when first heated, it emits a number of small bubbles, 
which disappear at a higher temperature. On the extreme 
edges it fuses to a transparent, yellowish ^ass, but the swdlen 
mass is afterwards very difficultly fusible, and forms a vitreous 

■iag- 

With borax it swells up and dissolves to a transparent glass. 

With salt of phosphorus, it intumesces and dissdves readily 
with effervescence, leaving a siliceous skeleton. 

A very small quantity of soda dissolves it to a slightly green- 
ish glass, but widi the usual quantity it swells up into a white 
infusible slag. On platina it exhibits traces of manganese. 

With the jsolution of cobalt it gives a blue glass. 

Turner obtained in many varieties of Zoisite the reaction t>f 
boracic acid, by the aid of bisulphate of potash and fluor spar. 

b. Pistacite^ from Bourg d'Oisan, Hellestad, Arendal, Ta- 

berg and Orrjarfwi, 9^'?/. + ^=^!.^! ICS+fS^-AA S).^ 

^ Fe«Si+2AlSi^ -^ ^ ' 

Alone, it fuses first on the extreme edges, swells up into a 
dark brown, cauliflower-like mass, which, at a higher tempera- 
ture, becomes black and rounded, but does not really liquefy. 
The variety from Arendal, which, according to analysis, con- 
tains the largest amount of iron, is considerably more fusible 
than the others. 

With borax it' first swells up, and then dissolves to a glsuss, 
colored by iron. 

Salt of phosphorus decomposes it, with intumescence, and 
leaves a siliceous skeleton. 

* This formula is, perhaps, only applicable to the variety which is found at 
Bourg d'OisaUj in France. 
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With a certain proportion of soda^ it fuses difficultly to a dark 
;1ass, which, with more soda, is converted into a slag. 



Ca' Si + 2 Al Si 
0. Manganesian epidote^ Fe' Si -f> 2 Mn Si 

Mn Si + 2MnSi 
(/>S-f-2^^|iSr\ from St. Marcet, in Piedmont 

Alone it fuses readily, with intumescence, into a black glass. 

With borax it dissolves, with effervescence, into a transparent 
^lass, which acquires an amethystine tinge in the exterior flame, 
l^iit in the interior flame it exhibits the color of iron while hot, 
cuid becomes colorless on cooling. 

h Uie salt of phosphorus, it swells up and dissolves, leaving 
SL siliceous skeleton ; the glass exhibits the color of iron, and 
n.ct of manganese, as long as it remains hot. 

With soda, it behaves like the preceding varieties, but with 
fit large amount of soda on platina foil a dark green mass is 
ol>tained, which flows away from the assay. 

All varieties of epidote give globules of tin, when reduced 
cuQd washed from the charcoal. 

C 

T^wZtte, from Tellemarken, Norway, / } S + 2AS, 

mn 

Behaves like the preceding. 

% Idocrase, Its formula is not known with certainty, but it 
^^<, in all probability, the same as that of garnet, with the same 
^vibstitutions of its elements. 

a. Common idocrase or Vesuvian^ from Vesuvius, Eger and 
l^assa, fuses very readily, with intumescence, to a dark glass, 
"^^hich, when treated in the external flame, can be rendered 
S^ellow and translucent. 

It is readily dissolved by borax to a transparent glass, colored 
oy iron. 

With soda it gives a glass, but less readily than garnet y with 
^ larger portion of the flux, it is converted into a slag. 

Remark. Idocrase dissolves more readily in borax and salt of 
phosphorus, because it has the property of intumescing at a 
Certain temperature. Since this intumescence takes place with- 
in the flux, it gives it an opportunity of penetrating into the 
^ssay and acting in many points at once. It fuses, on the 
other hand, less readily with soda, because it contains less iron. 
"TuRNEE states that he obtained traces of boracic acid in several 



} 
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yarieties of idocrase, by means of bisulphate of potash and flnoto 
spar. 

b. Magnesian idocrase or Lohaite^ from tbe lime quarries 
Gokum and Fru^rd. 

Heated alone, it becomes opaque, splits, and tiben fuses 
dily, with intumescence, to a green or yellowish bead, whk^^ 
seems to contain heterogeneous particles. 

It dissolves instantly, with intumescence, with b(»az. 

With salt of phosphorus and soda it behaves like the pre- 
ceding. 

c. Cyprine^ idocrase containing copper, from Tellemaiken, 
in Norway. 

Gently heated its fine blue color remains unchanged. It 
appears black as long as it remains hot, but the blue color re- 
turns as soon as it becomes cold. It fuses readily, with strong 
intumescence, to a blebby bead, which is black in the oxidatiBg 
flame, but red from the protoxide of copper in the reducing 
flame. 

It is readily dissolved by borax ; the glass is transparent and 
becomes green in the oxidating flame. In the reducing flame 
it is colorless, and, unless the glass is fully saturated, the reac- 
tion of copper cannot be obtained without the aid of tin. 

It is quickly decomposed by salt of phosphorus ; it swells Qp 
into a mass resembling ice, which is green on cooling, and 
when treated in the interior flame it becomes red on the surfece. 
If too much of the salt of phosphorus be employed, the green 
color can be obtained, but not the red, without the aid of tin. 

With soda it gives a black glass, and bears more of this flux 
than the preceding. A large quantity of copper is obtained by 
reduction. 

y. Essonite ; the formula is not known with certainty, but 
is probably the same as that of garnet. 

a. Essonite^ from Ceylon, Cinnamon stone. 

Alone it does not become darker when heated ; it fuses 
readily ; at first the glass has the same color as the minei^^' 
but it afterwards becomes green ; in both cases it remain 
transparent. 

With borax it dissolves readily to a transparent glass, wbi^^ 
is colored with iron. 

With the salt of phosphorus it behaves like common idocra^' 

With soda it fuses to a green glass, which becomes a gr^J' 
difficultly fusible slag, on the addition of more soda. 

b. Essonite, from Brazil. 

Its dark red color does not become more intense when h^^' 
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ed ; it fuses readily to a black bead, which appears metallic on 
the surface, but does not act strongly on the magnet 

With borax it is dissolved with great facility to a glass colored 
with iron. 

Salt of phosphorus dissolves it, as it does the preceding. 

It is decomposed by soda ; with a small quantity it gives a 
black glass, with more, an infusible slag. 

d. Garnet, 

Although the composition of the two preceding varieties 
agrees so nearly with that of the garnet that they may be con- 
sidered identical, there is a marked difference between them 
both in their crystalline form and in their behavior before the 
blowpipe, as well as in slight peculiarities of composition, so 
that we may conclude that some important ingredient is con- 
tained in the latter mineral, which has thus far escaped notice. 

The formula of the garnet is R^ Si -j- R Si. R in the first 

member of the formula denotes often a mixture of Ca, Mg, 

_ ♦ • • • • • • • 

Fe, Mn, and R in the last term generally a mixture of Al and 

••• 

Fe. The varieties of garnet can therefore be divided into, 

1st, those which contain Ca in the first term of the formula, 

2d, those which contain chiefly Fe or Mn in the first term, and 
3d, those which contain chrome, which according to Trolle- 
Wachtmeister's researches exists in the state of brown oxide, 
and not as an acid, in this mineral.* 

1. Lime garnet^ Aplome. 

a. Black garnet^ from Frascati, Melanite. 

Alone it fuses to a black brilliant globule, without effer- 
vescence. 

It is slowly and difficultly dissolved by borax, and gives a 
glass colored by iron. 

Salt of phosphorus dissolves it slowly, leaving a siliceous 
skeleton. The color of iron disappears on cooling. 

Soda forms with it a black bead, which becomes less fusible 
on the addition of more soda, but which can, however, be fused 
after the excess of the flux is absorbed by the charcoal. On 
platina foil it gives traces of manganese. 

^, Green garnet^ from Sala, fuses with strong intumescence 
to a black, brilliant glass. 

* A. Maus endeavored to show (in Poggendorff's Annals, vol. IX. p. 127,) 
that this oxide is not an exact atdmic combinatidn | his researches only prove 
that it contains chromic acid as it is generally obtained, and that it can be so 
decomposed hy reagents that chromic acid and protoxide of chrome are formed 
Can it be supposea that there is not sach a combination as Cr + 2 O 7 
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WUh borax and salt of phosphontt it behayea like die pi 

cediDg. « 

It is decomposed by soda and sweUs up, but afterwards fbs^^ 
to a black, brilliant bead. On platina foil it exhibits a trace o/* 
manganese. 

r. Light hrown garnet, from Danemora, fuses, without intu- 
mescence, to a black, brilliant bead. 

It is dissolved by borax to a transparent glass, which acquires 
a dirty amethystine color in the oxidating flame, but in the re- 
ducing flame it is tinged with the characteristic color of iron. 

With salt of phosphorus it behaves like the preceding. 

With soda it becomes green at first, then intumesces and 
fuses to a black bead with a metallic lustre. 

i. Dark brown or hlack garnet, from Langbanshyttan, JRo^i^ 
qffite. 

Alone it fuses with difiiculty to a black, dull or semi-vitreous 
globule. 

It is slowly dissolved by borax to a dark green glass. 

With the salt of phosphorus it behaves like the preceding. 

With soda it swells up into a black glass ; on platina foil it 
gives traces of manganese. 

«. Red garnet, from the lime quarry at Kulla in Finland, 
Romanzovite, 

Heated alone it becomes darker, but not opaque. It fuses 
with considerable intumescence to a blebby bead. 

It is dissolved by borax with the greatest difficulty. By long- 
continued heating it becomes green, first on the edges and then 
in the centre, and gives out a greener light than the glass which 
surrounds it. At length it is entirely dissolved. 

It behaves like the preceding variety with the salt of phos- 
phorus. 

With soda it intumesces, and then fuses to a green glass, 
which liquefies less readily on the addition of more soda. On 
platina foil it exhibits traces of manganese. 

Remark. It resembles the cinnamon-stone of Ceylon bo«^ 
in composition and in its external characters. Nordenskj6i*P ^ 
formula is PS + 3 C5+5 AS, whUe Klaproth's analyst 
of cinnamon-stone gives FS -f- 4 CS -|- 5 AS. Both oc^'^ 
in lime. 

t. Allochroite, from BerggieshiJbel, in Saxony. 

Alone it fuses readily without intumescence to a black, b^*^^' 
liant glass. 

With borax it dissolves readily into a glass colored by ir^^^' 

With the salt of phosphorus and soda it behaves like the p^^*^' 
ceding. On platina foU it exhibits faint traces of mangai^^^' 
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2. Garnet containing the protoxides of iron and manganese^ 
Almandine. 

». Fahlun garnet^ Fe' Si + Al Si. 

Alone it grows darker when heated, but acquires its original 
color on cooling. It fuses, without the least intumescence, to 
a black bead, which is dull and metallic on the surface as if 
covered with a crust of reduced iron. The bead shrinks 
together on cooling so as to form a cavity on one side of the 
mass. It has a vitreous fracture. 

It is dissolved with great difficulty by borax into a dark glass 
colored by iron. The undissolved portion looks quite dark in 
the glass. 

It is decomposed by salt of phosphorus and intumesces. 
The skeleton is white, spotted with black, but becomes colorless 
if the heat is continued. As long as the bead holds together 
the glass is transparent on cooling, but if the blast be continued 
so long that it crumbles in pieces, the bead becomes opalescent 
on cooling. 

It is dissolved by soda, first intumescing, and then dissolving 
to a black bead having a metallic lustre ; a larger quantity of 
soda does not affect its fusibility. On platina foil it exhibits 
traces of manganese. 

••......•a 

Fe' Si + Fe Si 
I?. Finho garnet, ^ .^3 gj , 'J^j g-v {fS+FS + 4mnS 

+iAS). 

Alone on charcoal it behaves like the preceding, with this 
difference, that the fused bead has a metallic lustre only on por- 
tions of it^surface. 

It i$, dissolved by borax like almandine, but the saturated 
glass acquires an amethystine tinge in the oxidating flame. 

With salt of phosphorus, it behaves like the preceding. 

It is decomposed by soda, and with a small proportion of the 
flux it fuses readily to a black bead. More soda lessens its 
fusibility, till it no longer liquefies. On platina foil it gives 
decided evidence of the presence of manganese. 

Fe^Si^+.AlSi 
Mn^ Si + Al Si 

Alone it fuses and boils, giving a black bead with a highly 
vitreous surface. 

With borax and soda it behaves like the preceding. 

With salt of phosphorus the same is true, except that the 
bead is less opalescent on cooling. 



r. Broddho garnet, ^-^ 3 — , y; — (/S^ -f- mn S-f- 2 -4 S). 
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S» CftrMwe gmrmsi, JV^off. Aceofdlnf to y«ir Kobbll, die 

^l A I 

formula of the pyrope is, /f'^+oJ'^ 

0. Pyrope^ from Cejkm, becomes, whea healed, daricer col- 
ored, and finally, black and opaque ; aeen by transmitted light 
when cooling, it becomes dark green, then chrome*green, then 
colorless, and finally returns again to its original fiery red. It 
fuses with difficulty, without intumescence, to a blacky brilliant 
glass. 

With borax it dissolves, and gives a glass which has a more 
or less beautiful chrome-green color, in proportion to the quan- 
tity of the flux. 

It is very slowly dissolved by the salt of phosphorus, leavmg 
a siliceous skeleton. The glass acquires a green color before 
the assay is decomposed. The fragment remains for a long 
time imdissolved, retaining its red color«but at length gradually 
becomes converted into a siliceous skeleton. The bead is opa- 
lescent on cooling, and becomes chrome-green. 

It is decomposed by soda, but hardly dissolved ; it forms a 
reddbh-brown, slaggy bead. 

|9. Pyrope^ from Bohemia, becomes black and opaque when 
heated ; seen by transmitted light as it cools, k changes from a 
dirty yellow to red, and when entirely cold, it recovers its 
original color. 

With borax it dissolves to a glass strongly colored by iron, 
without a distinct tinge of chrome-green. 

With salt of phosphorus it behaves like the preceding, except 
that the glass is not so strongly tinged with green. 

With soda it behaves like the preceding. 

. . ... 

Ca' I ••• Al \ —. 

TJwarowite. • , / Si + ;:• ? Si, from Bisersk, Siberia. 
Fe' j ' €r) 

Alone in the matrass, it gives off water, and acquires a dingy, 
opaque, yellowish color as long as it remains hot, but on cool- 
ing it becomes green again. 

In the forceps it is infusible ; on the edge, where the heat was 
greatest, it becomes darker colored and brownish. 

It is taken up by borax with exceeding slowness. The slass 
k chrome-green. ^ 

It is also very slowly dissolved by salt of phosphorus. The 
glass exhibits the usual play of colors of the oxide of chrome ; 
while hot it is transparent, and has a purple tinge ; afterwards 



i^ becomes opaque, but when eotirely cold, k hM <t fioe, dear, 
emerald-green color. 

With soda on charcoal it forms a greenish-yellow slag. On 
platma the melted soda around the assay is tiaged with Ihe 
fibaiacteristic yoUow of chromic acid. 

One-third sUicate of limey toith one-sixth silicate of dhmina. 
2Ca'Si4- ... > ^i, Gehlenitey from Monzoni, in the Fassa 



... V * 

^ Fe« j 



valley. 

Alone it does not fuse or undergo any change. 

With borax it dissolves with great difiieulty to a ^ass which 
is faintly colored by iron. 

With the salt of phosphorus it gradually becomes trans- 
lucent on the edges, without intumescing, and afterwards dis- 
sdves entirely. 

With soda it intumesces, but does not fuse. 

Wid^ the solution of cobalt it gives a dark dingy blue. 

Addition. Anthophylliie, from Greenland. 

Alone, either in fragments or pulverized, it remains unal- 
tered and infusible. 

With borax it dissolves with difficulty ; the glass is colored 
by iron. 

With salt of phosphorus it dissolves slowly, leaving a silice- 
ous skeleton. 

With soda it fuses slowly to a slaggy mass. It dpes not 
exhibit traces of manganese. 

Two-thirds silicate of alumina and magnesia, (3 Mg^ Si -|- 

2 AlSi + SH) + 4 (Mg3Si« + 3H), (3 MS-{-2AS+Aq) 
4* 4 (MS^ -\- Aq)y Soapstone, from Cornwall. 

Alone in the matrass it gives off water and blackens. On 
charcoal it bums white again, and then fuses to a colorless, 
tlebby glass. 

It &' slowly but perfectly dissolved by borax to a transparent 
glass. 

With salt of phosphorus it behaves like the preceding. 

Wilh soda an imperfecdy fused, semi-transparent glass can 
be obtained at a high temperature ; it does not become more 
flisible on the addition of more soda. 

With the solution of cobalt it acquires a dirty dark violet 
color, but is blue on the fused edges. 



••• • • • 



Saponite, 2 Mg* Si« + AlSi + 6 H {2MS''+AS'^i^2Aq), 
^fom the mine of Brukswed-Swartwiqk, Dalecarlia. 
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Alone in the matran it gives off water, which meUi trarnt, 
and blackens. 

In thin splinten it fuaes to a blebby enamel, which cannot be 
melted to a bead. 

With borax and salt of phoephoruB it behaves like the pie- 
ceding. 

It rases with soda to a clouded glass. 

TiDO'thirds iUicate of magnesia^ with one'ikM HUeaie of 
dhmina^ Dichroite. 

a. Bbte dichroUe^ 

2^ J Si^+SAlSi, ^2^} a« + 6il/?Y» 

lolUe^ SteinheUite^ CardieriU^ SapJdr d^euu, from Qnjerfvi 
and &om Sala. 

Alone it remains unchanced at a moderate heat; at a higher 
temperature it fuses with difficulty on the edges to. a |^u», 
which has the same color and degree of transparency as the 
mineral itself. 

With borax and salt of phosphorus it behaves like the pre- 
ceding. 

Soda does not dissolve it ; with a small proportion of the 
flux it gives a dark-grey, vitreous slag ; with more it swells .up 
and becomes infusible. 

With the solution of cobalt it becomes black, but on the 
fused edges, greyish-blue. 

b. Red dichroitCy 

2 Mg3Si«-|-3^Msi, ^2MS^ + B'^^ s\ 

Hard Fahlunite^ from Fahlun. 

Alone in the matrass it gives off water, loses its color, be- 
comes white and semi-transparent. On charcoal it fuses t» a 
colorless, semi-transparent glass. 

Borax dissolves it slowly, but in large quantity, to a transpa- 
rent glass, which cannot be rendered opaque by flaming. 

It is dissolved by the salt of phosphorus like the preceding. 

With a certain proportion of soda it dissolves to a very diffi- 
cultly fusible, colorless, semi-transparent glass. With more 
soda it swells up and becomes infusible. 

^ * This formula is calculated from an analysis of the dichroite, from Onjerf- 
vi, furnished to me privately by Bonsdorff. 
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With the solution of cobalt it does not give a decided color 
till after it is fused, when it forms a blue glass. 

Tm-thirds silicate of magnesia^ with two'thirds silicate of 
aponina, Pyrophyllitey from Blagodadskoi. 

Id the matrass it gives off a very little water, and acquires 
the same silvery lustre which some kinds of mica do. Thick 
fragments sometimes split and decrepitate. 

In the forceps it splits longitudinally and exfoliates, after- 
wards at a higher temperature it swells up in all directions, with 
a vermicular movement, into various distorted) snow-white 
forms, which are infusible, and seem to consist of small scales. 
It has a greasy feel, with hard points interspersed in the mass. 

It is readily dissolved by borax and in large quantity to a 
tmosparent, colorless glass. 

With the salt of phosphorus it gives a very much swollen 
fliliceous skeleton, which gradually dissolves, and the glass be- 
cmea opalescent 

With soda it gives a transparent, colorless glass. 

With the solution of cobalt a fine blue color is obtained. 

One-third silicate of the protoxides of iron and manganese^ 
wtk ont'third silicate of alumina, 

/ I Si4-3AlSi + 6H {^^\s-i^^A8+2Aq\ 

Carpholite^ from Schlackenwald, in Bohemia. It also contains 
0.0147 per cent, of fluoric acid, which is not included in the 
formula. 

Alone in the matrass it gives off water, which, after the 
assay has been ignited, is acid, attacks the glass and colors 
ftrasul-wood paper yellow. The glass is spotted with silica de- 
posited by the fluoric acid. On charcoal it first swells up ajQ4 
^mes whiter, and then fuses to an opaque, brownish glass, 
^hich acquires a considerably darker shade of color in the 
Exterior, than in the interior flame. 

. It is readily dissolved by borax to a transparent glass, which 
^colored with manganese in the exterior flame, but acquires a 
^iut greenish tinge in the interior flame. 

With salt of phosphorus it swells up and gives a siliceoi^ 
^eton resembling ice, but Uiis skeleton fuses very readily find 
^^es a transparent glass, which becomes strongly opalesceipijt 
^ cooling. In the o^da,ting flame it acquires a distinct am^- 
^ystine color. 

15 



Treatcfi with mudm, aa chmiu al it does mat < i i ij i ie ; tbe fiig 
ment swells op and acquires a fine green color. Ob pbtioi 
fcO. oa the cixiczarT. if a a«iflir ii riit quMMky €£ aodai b added 
it <fi9Bo(Te9 and fianns a fiiabie, <£i^ green moaL 

With, the solntiaa of coUt k acquiRS a. daik, and some' 
what dirrr. blue color. 



G. SHcates ^ mhnnum mmd mattmBic andla. 



Aoic siKcate of gfiwrfmr aatf jKnm^ of tnon. SoMrotiie^ 
fitom Sc Gotfaazd. 

Akme in fragments it undergoes no change, and does do) 
fbse, bat acquires a darker coIck', inctiniz^ to black. If fin^ 
patrenzed, it can be fused on die ed^es to a black dag. 

It is siowij disaohed by borax into a clear, daik green g|hs 
which is colored by the protoxide of iron. 

It is Tery riowiy cfiasohred by die sah of phosphcHUS, miles 
polTerized. In that case it leares rery litde or no silica uab 
solTed ; the bead, while hot, is greenish-yellow and tnnspa 
rent, bat loses its color and becomes opalescent en cooling. 

It is not dissolred by soda, but comlunes with it with effei 
Teacence, and giTes a yellowish slag. 

With the solution of cobalt it does not become blue, but a 
quires in tbe fused p<»tion a dark color, which inclines to 
dirty blue. 

Basic silicate of alumina and protoxide of iron. CKlori 
spar or Chloritaid^ from Eassoibrod, near Catherinenburg. 

Alone in the matrass it gives off a small quantity of watt 
and becomes brown. 

In the forceps it exfoliates, and acquires a slaggy appea 
ance on its extreme edges, but even if pulverized it does n 
show the least signs of fusion. 

In the reducing flame it becomes blackish-brown, and spli 

It is very slowly taken up by borax, and the glass is colon 
green by iron. The undissolved portion, as long as any x 
mains, is black. 

Its behavior with salt of phosphorus is the same, except th 
the color of the glass is far paler. When pulverized it di 
solves, leaving a siliceous skeleton, which remains partial 
undissolved, and gives the bead an opalescent appearance. 



BEHAYIOS or UUXEMALS BB70BB THE BLOWPIFS. 171 

Soda does not attack it at all, either on charcoal or platina ; 
it does not exhibit traces of manganese. 

Basic sUicate of alumina and oxide of copper. AUophane^ 
from Saxony. 

Alone in' Uie matrass it gives off water, and becomes black 
in spots. It becomes evident that the mass is a heterogeneous 
mixture, and that it is traversed by white layers which do not 
become colored. The water has a slightly acid reaction on 
litmus-paper. 

On charcoal or in the forceps it does not fuse, but swells up, 
crumbles, and tinges the flame with the characteristic green 
color of copper.* 

It is dissolved by borax with the greatest difficulty to a color- 
lesB glass, which is slightly reddish in the interior flanle, and, 
with the addition of tin, opaque and colored red by the prot- 
oxide of copper. 

It is readily decomposed by the salt of phosphorus, and 
leaves a siliceous skeleton, showing indistinctly the characteris- 
tic color of copper. With Uie addition of tin, the glass is red. 

It is not dissolved by soda ; the mass is green in the oxidat- 
ing flame, and red in the reducing flame ; with the addition of 
borax, a button of metallic copper can be obtained. 



H. Silicates containing glucina and alumina, 

SUicate of alumina and glucina. 

a. Emerald, Beryl, G Si«+2ArS>, {GS^ + 2AS'). 

Alone at a moderate temperature it remains unchanged. In 
thm splinters, if strongly heated for a long time, it becomes 
lounded on the edges, and forms a colorless, blebby slag. The 
tiHDsparent portion becomes milk-white when exposed to the 
action of the strongest possible flame. 

With borax it dissolves to a transparent, colorless glass. 
The variety colored by chrome gives a glass, which acquires 
on cooling a faint, but beautiful tint of green. 

It is slowly dissolved by salt of phosphorus, without leaving 
a siliceous skeleton ; the fragment remains unchsuiged in ap- 
pearance, but gradually diminishes in size, and gives a bead, 
which becomes opalescent on cooling. The glass is colored 
green by the variety which contains chrome. 

Soda dissolves it to a transparent, colorless glass. The yel- 
Wish variety with a granular fracture, from Broddbo and Fin- 
bo, ^ves, by the process of reduction, distinct traces of tin. 



nS joxAnon of miiixkai.8 bkfoib thb blowfipb. 

With the solution of cobalt it gites a dingy color, which can 
hardly be called blue. 

b. Enclose, 0'A1 + 3 (G Si + liUSi), (G^ + 3 GS + a 
AS). 

Moderately heated alone it remains unaltered. At a higfaec 
temperature it swells up., becomes white, throws out cauliflower- 
fike ramifications, and fuses in a strong heat on its thin edges: 
to a white enamel. 

In borax it swells up with effervescence, and becomes white. 
Afterwards it gradually dissolves to a transparent, colorless 
glass. It is very difficult to dissolve perfectly the last portions. 
The glass cannot be rendered opaque by flaming. 

It is dissolved by salt of phosphorus with slight effervescence, 
which very soon ceases. It gives a siliceous skeleton, whiter 
than usual, which does not become more minutely divided. 
The glass is, otherwise, transparent and colorless, but becomes 
opalescent on cooling. 

With a certain proportion of soda it fuses to an opaque 
bead ; with more soda it gives a transparent glass, which be- 
comes cloudy on cooling ; a still larger portion of soda sinks 
into the charcoal, and the residuum fuses as before. By re- 
duction a trace of tin is obtained. 

... ... 

Basic silicate of alumina with aluminate of glucina, €r Al', 

(GA^), Cymophane, Chrysoheryl, from Ceylon and Connecti- 
cut. 

Alone it undergoes no change. Pulverized, the edge of the 
mass acquires a vitreous appearance in an intense heat, but 
does not fuse. 

It is slowly dissolved by borax to a transparent glass, which 
does not become opaque at any degree of saturation. 

Salt of phosphorus dissolves it slowly and completely to a 
transparent glass, which does not become opalescent on cool- 
ing. 

It is not attacked by soda, and does not swell up ; the frag- 
ment becomes dull upon the surface. Soda does not decom- 
pose even the pulverized mineral. 

With the solution of cobalt it acquires a fine blue color, but 
does not fuse. 

One-third silicate of glucina and peroxide of iron^ with 
two-thirds silicate of the protoxide of manganese and oxy- 
sulphuret of manganese. Helvine, from Schwarzenberg in the 
Saxon Erzgebirge. The analysis of this singularly constitut- 
ed mineral, by Chr. Gmelin, gives the following formula: 

3 (Mn Mn + 3 Mn S>) + (G^ S>+Fe Si), in which it is taken 
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Car granted that the iron exists in the mineral in the state of 
peroxide and not of protoxide, with which supposition the color 
of the mineral, as well as the loss in the analysis, agrees very 

Alone in the matrass it gives off water, without losing its 
niphur-yellow color, or its transparency. On charcoal it mses 
i& the interior flame, with effervescence, to an opaque bead of 
nearly the same color as the mineral. In the exterior flame it 
ii fiur less fusible, and acquires a dark color. 

It 18 slowly dissolved by borax to a transparent glass, which, 
aol(»ig as any portion of the assay remains undissolved, is yel- 
low, which color it retains partially on cooling. This color is 
eaosed by the formation of sdlphuret of sodium. Afler all is 
diBBolved, it becomes colorless in the interior flame, and strong- 
h amethystine in the exterior flame ; but the shade of color in 
ue latter case is less clear. 

It is tolerably easily dissolved by salt of phosphorus, leaving 
a aliceous skeleton. The glass is colorless, cold or hot, but it 
becomes opalescent on cooling. 

Wiih soda it swells up at first, and then fuses to a black 
head, which becomes chestnut-brown in the reducing flame. 
On platina foil it swells up at first, divides and becomes chest- 
nut-brown without coloring the soda ; but if the heat be con- 
tinoed it acquires the color of manganese, and is converted 
into chameleon mineral. 

If a large quantity of soda is added, so that the mass lique- 
fies on the charcoal, and the whole be then laid on silver foil and 
moistened with water, the silver is blackened. With a solution 
of helvine in soda glass it is not possible to obtain distinct traces 
of sulphur. 

I. Silicates containing yttria and protoxide of cerium. 

One-third silicate of yttria^ with one-sixth silicate of the 
protoxide of cerium and iron. Gadolinite^ from Ytterby, 
Pinbo, and Broddbo. The Gadolinite is a mixture of basic sil- 
icates. The bases are : yttria, terbinia, proto-peroxide of er- 
bium, glucina, protoxide of cerium, oxide of lantanium, proto- 
peroxide of iron, and protoxide of manganese. 

The Gadolinite is of two kinds, of which the first, («) is vit- 
reous, and resembles black glass ; the other, (/*) has a splintery 
5«id less conchoidal fracture than the other. It seems to be an 
intimate mixture of Gadolinite and orthite. 

Var. a. Alone in the matrass it undergoes no change, and 
15* 
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does not pve off water ; if tlie matnun is heated almost to the 
meldng point, the assay gives out a momentaxy lifflit as if it 
had ta&en fire ; it swells up a litde, and, if ue fragment is 
large, it cracks and acquires a light, greyish-green color. 
Nothing volatile escapes from it 0^ ehamoal wA same ap- 

Eeaifance is noticed ; it does not ftuw, bat in a sttong heat it 
lackens on its thin edges. 

Yar. f. Alone it swells up into cauliflower-like ramificatioiis 
and becomes white ; it gives off moisture. It is seldom diat 
the above-described appeamnce of light can be observed in 
this variety. They both, however, behave alike with the 
fluxes. 

It is readily dissolved by borax to a daik glass deephf colored 
by iron, which becomes bottle-green in the reducing flemae. 

It is acted on by salt of phosphorus with great diflSculty. 
The glass acquires a tinge of iron, and the fragment becomes 
rounded on the edges, but remains white and opaque, so diat 
the silica is not set free by the phosphoric acid, by which this 
varie^ of the Gradolinite is distinguished from that of ESiUfvet . 

8o<ui dissolves it to a reddish-brown, semi-fbsed ahg. The 
variety f ftises with soda to a bead, if the quantity of the flux 
is not too great Neither variety exhibits on plarailA IbQ the 
least trace of manganese. 

OnC'third silicate of yttria^ mixed with silicates of lime, 
glucina, and the protoxides of cerium, iron, and manganese, 
to all appearance m uncertain proportion and in trifling quanti- 

tity, Y^ Si, Gadolinitey from Kdrarf^et.* 

Alone in the matrass it gives off a little water. On charcoal 
it bums white, and fuses in a strong heat, without swelling up, 
to a dark, pearl-grey or reddish, opaque glass. 

It is readily dissolved by borax to a transparent glass slight- 
ly colored by iron. If the bead is saturated, the opaque glass 
crystallizes on cooling, and acquires a greyish tint, inclinLog to 
red or green, according to the degree of oxidation of the iron ; 
but the enamel-like opacity which characterizes yttria cannot 
be obtained with the Gadolinite. 

It is dissolved by salt of phosphorus, leaving a siliceous 
skeleton, and giving an almost colorless glass, which becomes 
opalescent on cooling. 

With soda it fuses with difficulty to a greybh-red slag. On 
platina foil it gives a trace of manganese. ^^ 

* For this examination the purest Gkdolinite, having a granular fracti 
and yellow color, was used. It often contains a kernel oT vitreous Gradoliniti 
both kinds of reaction are obtained, if a mixture of both varieties is tsed fo< 
blowpipe experimentation. 



BBHAVIOB OF MINEBALB BE70BB THB BLOWnPX. I'ffi 

One'Mrd silicate of yttria^ protoxide of cerium^ oxides of 
lantanium and didymium^ alumina^ lime^ and the protoxides of 
iron and manganese; it cannot be reduced to a determinate 
formula. 

Cerine^ from Bastnas. 

Alone in the matrass it gives off water, without changing its 
appearance; the water is not chemically combined with the 
mineral. It fuses readily with intumescence to a black and 
Imlliant bead. 

It is readily dissolved by borax. The glass is black and 
opaque, but becomes blood-red in the exterior flame, as long 
as it remains hot, and more or less darkly yellow on cooling ; 
in the reducing flame it acquires a fine green tinge of iron. 
The bead does not become opaque by flaming. 

It is decomposed by salt of phosphorus, leaving an opaque 
siliceous skeleton. The glass is tinged with uron while hot, but 
it becomes colorless and opalescent on cooling. 

It dissolves with soda to a black glass, which is not rendered 
less fusible by the addition of more of the flux. 

Remark. I have not had an opportunity of examining 
Thomson^s Allanite before the blowpipe. It seems to behave 
very much like cerine. 

Orthite^ from Finbo and Gottliebsgang, smd also from the 
granite near Stockholm and Soderkoping. Orthite contains 
between 5 and 9 per cent, of chemically combined water. 

Alone in the matrass it gives oflT water, and acquires a light- 
er color at a high temperature. On charcoal it pufis up, be- 
comes yellowish-brown, and finally fuses, boiling violently, to 
a black, blebby glass. 

It is readily dissolved by borax. The glass is blood-red in 
the oxidating flame while hot, and yellow afler cooling. In 
the reducing flame it is colored green by iron. 

It is dissolved with the usual phenomena by the salt of phos- 
phorus. 

With soda it swells up ; with a very small quantity it fuses, 
with more it swells up to a greyish-yellow slag. On platina 
foil it exhibits traces of manganese. 

Pyrorthite^ {C S-j-SA S), containing one-third its weight 
of carbon and one-fourth its weight of water, also a considera- 
ble amount of ceS^ and small quantities of FS^ mnS^ and YS, 
fiom Kararf«ret. 

Alone in the matrass it first gives ofl* a large amount of 
vater, which, towards the end of the operatioijyjg^uires a yel- 

wish tint and smells burnt. The miner? V v?^?? coal-black. 

.ntly heated on charcoal, and then raised 4o ^)e point to a 

^ a 
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red heat, it takes fire and continues to bum without flame ot 
smoke. If several small fragments be placed together, or if 
a little heap of the pulverized mineral be used, the combustioii 
goes on much more actively. It is rendered more lively hjf 
gentle blowing. After the combustion is finished, the mineFBl 
is white, or greyish-white ; the color varies with different fiag- 
ments, and sometimes inclines to red. The mineral is now so 
porous and light, that it cannot be made to remain upon tbe 
charcoal when the flame is directed upon it. Held in the for- 
ceps, it fuses with difficulty to a black bead with a dull surfine. 

With borax, it dissolves readily to a glass, which behaves 
like the borax glass of the preceding variety. 

It is dissolved with difficulty by salt of phosphorus. Tbe 
porous fragment remains on the surface of the globule as long 
as it continues fused, but it sinks into it as it cools. If the bead 
be heated again, it makes its appearance again on the surface. 

It behaves with soda like orthite. 



Titanic acid and its salts. 

Titanic acid^ Ti.* 

a. Anatase, from Oisan. 

Behaves like pure oxide of titanium. In general it may be 
remarked, that the natural oxides of titanium dissolve with dif- 
ficulty in salt of phosphorus, and that the undissolved portion 
looks white and opaque, like a salt mingled with the flux. 

b. Rutile and acicular titanium behave like oxide of titani* 
um, but the hyacinth color which they give in the oxidating 
flame is never so clear as that obtained with anatase. With 
soda on platina foil, the flux is colored green on its edges, a 
proof of the presence of manganese. 

Remark, Rutile from Karingbricka, oflen gives with the flux- 
es in the oxidating flame a chrome-green glass, and colors soda 
yellow, when fused with it in the oxidating flame. Oflen, on 
the contrary, the presence of chrome cannot be detected. It 
seems, therefore, to be an inconstant and varying ingredient in 
the mineral. 

Titanite^ Sphene^ a combination of titanate and silicate of 
lime, in not yet accurately determined proportions. 

* For the genf.r al behavior of titanic acid in the salts of the titanates, stf 
page 62. I t9L was u^^ ^^^ ^1^ ^^^^ ^^ ^^is and the following divisions 1 
shall notice th6MiiiHn behavior of the substance under consideration ooif 
when there is some discrepancy which deserves notice. 
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Alone in the matraas it gives off a smalt amount of water^ 
rhich, Iteiwever, seems to be only hygrometiic moisture. TI19 
roUow variety undei^oes no chuige ; the brown turns yellow, 
nt retains the same degree of transparency. A variety from 
Pngaill, in inland, exhibits the same phenomena of light as 
Ae glassy Gadolinite, but far less intensely. 

(kk charcoal, or in the forceps, it fuses on the edges with 
d^t intumescence to a dark glass. The unfused portion re- 
HMdns light yellow and semi-transparent. 

h dissolves tolerably readily with borax, to a transparent, yel- 
low glass, which becomes darker with a larger quantity of the 
9mj ; the characteristic color of titanium cannot, however, be 
olMalned with borax. 

It is slowly dissolved by salt of phosphorus ; the undissolved 
portion becomes milk-white. In a strong reducing flame the 
color of titanium appears, but more readily if tin be added. If 
the blast be continued for a long time, the bead becomes opa- 
lescent while cooling. 

It dissolves with soda to an opaque glass, which cannot be 
rendered transparent by any proportion of the flux. On cooling, 
its reaction is characteristic of the oxide of titanium. With 
a large portion of soda it sinks into the charcoal, and iron can 
be obtained by reduction. 

TUanate of xiramia^ yttria, protoxides of cerium^ manga* 
sen and iron^ lime and other bases. Polymignite, from Fred- 
rikswam. 

In the matrass it does not give off water. On charcoal it 
^uidergoes no change in color or lustre, neither does it fuse. 

With borax it dissolves readily to a glass colored by iron, 
^Mch, with a larger portion of the assay, acquires the property 
of becoming opaque by flaming, when it generally acquires a 
obbr inclining to brownish-yellow. With a still larger quanti- 
ty it becomes opaque on cooling. With tin the bead takes a 
■"oddish tinge, inclining to yellow. 

It is not easily dissolved by salt of phosphorus ; the glass has 
i reddish tinge in the reducing flame, which color is not chang- 
ed by the addition of tin. 

It is decomposed by soda, and becomes greyish-red, but does 
^ fuse ; on platina foil it exhibits traces of manganese. 

TUanate of zirconia^ with protoxide of cerium^ lime^ and 
protoxide of iron. Aeschynite, from M iask in the Ural Mts. 

Alone in the matrass it gives off water, without changing its 
^pearance. In the open tube it gives evident traces of fluoric 
lUiid. 

Oq charcoal or in the forceps it puffs up as it begins to be 
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ignited, enlarges in all diieetkxw, especially in the direction of 
tlie fibres, bends to one side, remains smooth on the surfiu^e, 
becomes rusQr-yellow, and fuses on its extreme edges to a black 

It is readily diasolTed, and in large quantity, by borax ; the 
glass is dark yellow, both in the ozi£iting and reducing flame ; 
1) becomes ofmque by flaming, and with a large porticm of the 
assay, of itself; with tin, the borax glass becomes transparent 
and blood-red after it is perfectly cold. 

It is readily dissolved by salt of phosphorus; The glass is 
colorless and transparent With a large quantity of the assay 
it becomes pale yellow, and as long as it remains hot dark 
yellow ; it deposits a white, undissolved substance. In the re- 
ducing flame it acquires, especially with the aid of tin, a dirty 
dark brown color, which, if the operation of reduction is suc- 
cessful, changes to a clear color of the protoxide of titanium. 

It is decomposed by soda, without fusing; a rusty-yellow 
mass remains. A few globules of tin are obtained by reduc- 
tion ; it gives no trace of manganese on platina foiL 

Titanate of xircania^ toith two4h%rds siUeaie of lime, mag' 
nesia, and the protoxide of iron. Oerstedine, from Arendal. 

Alone in the matrass it gives off water, without changing its 
appearance externally. It is infusible. 

Borax dissolves it exceedingly slowly. The undissolved por- 
tion is milk-white, the glass is colorless. If pulverized, it dis- 
solves much more readily, without leaving a residuum. 

Its behavior with salt of phosphorus is the same. With tin, 
the reaction of titanium can be sometimes obtained ; sometimes, 
or rather, generally, the attempt does not succeed ; why, I am 
imable to say. The glass treated with tin becomes, after being 
strongly heated, opaque, white and crystalline, on cooling. 

With soda on platina it does not dissolve ; the fused soda is 
yellowish, and after cooling, white, inclining to green. On 
charcoal, the soda sinks into the charcoal, and leaves a greyish- 
yellow slag. By reduction, traces of tin are obtained. 

Titanate of the protoxide of iron, at various degrees of satu- 
ration, Crichtonite, Menaccanite, Nigrine, Iserine, Bmenite, 
Volcanic iron, Iron sand, and in general all varieties of mag- 
netic iron ore with a vitreous fracture. 

Alone it remains unchanged *and infusible. With the fluxes 
it behaves like the pure protoxide of iron ; but if it is dissolved 
in salt of phosphorus, and the glass reduced, after the color of 
the protoxide of iron has disappeared, a more or less deep shade 
of red makes its appearance, which is deepest at the last instant 
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of cooling. The depth of the color gives an idea of the amount 
of titanic acid present. The addition of tin brings out the 
duuracteristic color of titanium, if the amount present is con- 
nderable. If the quantity of titanium is small, the color disap- 
pears after fusion with tin. (See above, the reaction of the 
copde of titanium.) With soda on platina foil, several varieties 
pre tmces of nmnganese. 

Renuark. If the same experiments be made with an oxide of 
inm which does not contain titanium, it often happens that the 
reduced glass, when cold, has a tinge of yellow or red, so that 
ao inexperienced person who expects to obtain a perfectly col- 
isAesa glass, may be led to suspect the presence of a small 
amount of titanium. As long, however, as the reaction is in- 
decisive, this is no reason to suspect the presence of titanium. 



Tantalic acid, and salts of the tantalates. 
One'third tantalate of lime and yttria, mixed with a little 

'tan- 
' Ca3 j 

tetee, from Ytterby. 



Y3 ) ... 

tangstate of the protoxide of iron, a , > Ta, Dark yttro- 



One-third tantalaie of lime and yttria^ with a considerahle 
pumtity of one-third tungstate of the protoxide of iron^ 

Ta 

... Black yttro'tantalite^ from Finbo, Ytterby, and 



Pe3 
K&rarfvet; and 



Y») ... 

iiim, ." > Ta, 



One-third tantalute ofyttria and oxide of uranium 

Yettow yttro'tantalite^ from Ytterby and Finbo. 

These various yttro-tantalites behave before the blowpipe as 
follows : 

Alone in the matrass they give off water and become yellow, 
if they were black at first. Some become spotted with black, 
which spots do not undergo farther change. By ignition they 
become white, and the glass is attacked above the assay. 
The water colors Brazil-wood paper yellow at first, and then 
bleaches it. 

In the forceps or on charcoal they are infusible. 



JfiD BBBMIQB or mWKlATrfl BSrOWi THB BLOWFin. 



Biofttz 4iaM>Wei tihem to aa almost colodeoi ffism^ which, on 
the additioQ of more of Iho flux, bocomoaof itaelf opaqiMu 

They ore dissolTod by salt of phoophonu, aad at fiiat ^xxile 
4d tantalium lemains undiasolTed as a white skeleton, hut Wkh 
a strong beat this is also dissolred. Hie black jrttro-tBolafile 
£rom Ytterby ffives a glass which is fiiintly tipged with woBe-nd 
in a strong reducing £ime after cooling, which is caused by the* 
nresence of tungsten. The dark and £e yeUow imrieties fkom 
X tterby become faintly hut beautifully green aa codling, itom 
the presence of uranium. The ytbro-tsntalile fioom Finbo and 
K&rarfvet givesadeepcokurof iron, which conceabtikechaiao^ 
teristic color of the uranium. 

They are decomposed l^ soda without dissolving Qniplaliiia 
foil they exhibit traces of manganese. By leductioa with soda 
and borax traces of tin are obtained. The variety firom FinbOi 
however, contains so much iron, that tin cannot be detected in 
this way. 

TantdUUe ofyttriay protoxide of cerium and xircoma. Ffr* 
gutoniUy from Kikertaursak, not &r from .Gape Faiewell in 

Greenland. Y» Ta, Ce* Ta, Zi^ Ta. 
Alone (m charcoal it gives off water, first becaming ^daik, 

and then pale, yellow. It cannot be fused on charcoal. 

It is dissolved by borax with difficulty ; the ^ass is yellow as 
loDg as it remains warm. The undissolved portion is white. 
The saturated glass can be rendered opaque, with a tinge of 
dirty yellowish-red, by flaming. 

It is slowly dissolved by salt of phosphorus ; the undissolved 
portion is white. The glass is yellow in the oxidating flame 
and colorless in the reducing flame, or if fully satumted it in- 
clines to red ; in this case it can easily be rendered opaque by 
flaming or on cooling, which is not the case with a moderate 
quantity of the assay. 

Fused with tin, the glass of the s^lt of phosphorus .does not 
become colored, but the undissolved portion inclmes to flesh-red. 

It is decomposed, without dissolving, by soda, and leaves a 
reddish slag. 

Numerous globules of tin are obtained by reduction. 

TantdLaie of lime, protoxides of cerium, manganese and iron, 
.and oxide of uranium, with a small amount of titanic acid, 
oxide of tin and fiuor. Pyrochlore, from Fredriksvl^m, 
JNforway. 

Alone it becomes clear brownish-yellow, retains its lustre, 
and fuses with difliculty to a dark brown, slaggy mass. 

It dissolves perfectly with borax to, a transparent glass, which 
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reddish-yellow in the oxidating flame, and which can easily 
D Tendered opaque by flaming. If a large pro{>ortion of the 
nineral be employed, the bead is converted of itself into a 
rhite enamel on cooling. In the reducing flame a dark red 
wad is obtained like that of ferriferous titanic acid, which can 
je converted into a light, greyish-blue enamel, often with stripes 
3f clear blue, by flaming. 

In the salt of phosphorus it dissolves perfectly, eflervescing 
Kt first In the oxidating flame the bead is yellow as long as it 
remains hot, but on cooling, generally grass-green. In the 
reducing flame this fine green is gradually converted into a 
dirty color, and after it has been subjected to the reducing 
flame for a short time, a bead is obtained, which has a deep 
led color inclining to violet, like that given by iron containing 
titanic acid. This color can be driven ofl* in the oxidating 
flame, and the bead has then a fine grass-green color, like that 
given by uranium, if the heat be not too long continued. With 
soda on platina foil it gives traces of manganese. 

Neutral tantoLate of the protoxides of iron and manganese^ 
VeTvL+Mn Ta, Kimito-tantaliU. 

Alone it is entirely unchangeable. 

It is gradually and perfectly dissolved by borax. The glass 
bdicates only iron by its color, but it can be rendered greyish- 
white by flaming, at a certain degree of saturation, and it be- 
comes of -itself opaque on cooling, if still more fully saturated. 
The glass has while transparent a faint bottle-green color. 

It is slowly dissolved by salt of phosphorus, and shows only 
fte color of iron ; the glass does not become red on cooling 
after being heated in the reducing flame, which proves the 
ibsence of tungstic acid. 

With soda on platina foil it exhibits traces of manganese. 
(Xi charcoal, with the addition of a little borax, which di»- 
lolves the tantaliferous combination and prevents die reduction 
of the iron, tin is obtained by reduction in the usual way. 

Neutral tantalate of the protoxides of iron and manganese 
suited vfith the stannate of the same bases^ 



Mn ) f Ta ^. ^ 

■^ r { o ' Pf^nbO'tantmite, 

re I I Sn 



^ Behaves like the variety from Finland, but gives a con- 
siderable quantity of tin by reduction in the usual way. b 

16 



in wmwwutm ov 



feemt t» cqbIiSb an uBeertam amoiHiA of tm^asd BOtaieflpee)- 
nem are eridentlj onlj tantaliferoot oodde of tin. The fnth 
enee of tantaliuin eaa alwajrt be detected bjr its mtopeahy of 
giTiiiff with bomz a gUm more or leas ftintlj tmged with iresi 
which can be rendered eiMunel-like by flanung. 

Nemhrdl UmUHaU ofKmey proiondei tffiron cad angyaagig, 
19M tw^g«<a<e» and «liamate« of lAs j»Me tof^ 

Mn ) ( $a 

Ga ) C 8n 

Alone it remuns unchanged. 

With borez it behavee like the prece^g. 

With salt of phosphoms it is slowly diasdhed ; iki the (ttj- 
dating flame, with me chancteristic color of iron ; in the'ied- 
dncing flame, it acquires a red color, which djeepena on cooiSng, 
and indicates ihe presence of tunoBten. The addflion of tm 
does not change this color, or produce the green cdor which is 
obtained with pure tungsten. 

With soda it behaves like the preceding, hot gifiBa ^ ittger 
quantity of tin by reduction with soda and honou 



Thpo'tkirds UaUdUae of ihit protoxides of irom imd wumgik- 
nese^ 

Fe" ) — 

• , > Ta* , BodenmaiS'tantaJlite. 



Abne it remains unchanged^ 

It is leadUy dissolved by borax to a black or deep brooM^ 
almost opaque, bottle-green glass, which cannot be rendered 
q>aque by flaming, ui&ss colored so deeply by iron as to be 
opaque; this ciiciHEastaace distbguishea llM basic frtalitl» 
firom the neutral. 

It is slowly dissolved by salt of pho^orus to a ^aas deeply 
colored by iron, in which it is not possible to detect a trace of 
tungsten. 

With soda it gives on platina foil traces of manganese. 
With soda and borax it gives by reduction traces of tin. 

Addition. Tantalite from Haddam, in Connecticut. 

Behaves with borax like the variety from Bodenmais, and 
with salt of phosphorus like that from Broddbo, and seems to 
be a basic tungstenifbrous tantalite. 
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Oxide oftantalium combined with the protoxides of iron and 
manganese^ 

Fe 

• } Ta^, Tantalite vnth citmamon-'hroum streaky from Ei- 
Mn 



I ta2, 



mito. 

Alone it undergoes no change. 

It is so slowly dissolved by borax that it appears to be inso- 
luble ; but if the finely levigated powder be employed, it dis- 
solves gradually, although it requires long and strong heating. 
The glass is not colored by peroxide of iron, but retains the 
dark-green color characteristic of the protoxide as long as any 
portion of the assay remains undissolved. This behavior de- 
pends on the insolubility of the oxide of tantalium in borax, as 
well as on its proper^ of acquiring a higher degree of oxidation, 
80 that it dissolves, and the peroxide of iron formed in the oper- 
ation is reduced to the state of protoxide. 

It is more readily dissolved by the salt of phosphorus, and be- 
haves in this respect like the Kimito-tantalite. 

It is decomposed by soda without being dissolved ; by reduc- 
tion in the usual manner it gives tin, and on platina foil the 
reaction of manganese. 

Oxides of Aittimont. 

••• 

Oxide of antimony <t Sb, White asUimonyj behaves exactly 

like the artificially prepared oxide (page 60). 

... ftf 

Oxysulphuret of antimony^ Sb -f- ^^ Sb, Red antimony^ (Roth- 

spiesglanzerz,) behaves like the sulphuret of antimony (page 

106). 

Antimonious acid, fib, formed from sulphuret of antimony. 

Alone in the matrass it gives off water, cuid is, therefore, 
hydrous antimonious acid. On charcoal it is not reduced, but it 
coats the charcoal with a trifling deposit of antimony. With 
soda it is reduced to the metallic state. When the globules 
collect and volatilize, it can be seen whether the acid is pure 
or not 

TuNGSTic Acid and Salts of the Tungstates.* 

_ ... 

T\mg8Hc acid, W, from Connecticut, behaves exactly like 

the artificially prepared tungstic acid. 

* The general behaTior of tnnflrstic acid ia tiie lalta of the tmgstates will 
bt fbond CO page 67. 



) 



184 BSHATIOS OF MIHBKALS BSFOBB THB BLOWFIPB. 

• ••• 

Jkmgstate of lime^ Ca W, (Schwerstein.) 

Alone in the matrass it suffers no change. On charcoal it 
fuses on its thin edges, at a high temperature, to a semi-trans- 
parent glass. It is readily dissolved by borax to a trans{>arent 
glass which quickly becomes opaque, milk-white and crystal- 
fine ; it does not become colored by the reducing flame, even 
with the addition of tin. 

It is readily dissolved by salt of phosphorus to a glass which 
is transparent and colorless in the exterior flame ; in the interior 
flame the glass is green, as long as it remains hot, and has a 
fine blue color on cooling. If tin be added, the glass acquires 
a deeper color and becomes green. If the blast be continued 
for a long time, and a suflicient quantity of tin be added, the 
tungsten is precipitated, and finally only a faint greenish tinge 
remains. 

With soda it forms a swollen, white slag, rounded on the 
edges. 

Tangstite of the protoxides of iron and manganese^ 



Fe ) •• 

V W, Wolfram. 



Mn 

Alone in the matrass it sometimes decrepitates and gives off 
a little moisture. On charcoal it can be fused, by a strong 
heat, to a globule, of which the surface is a collection of tolera- 
bly large, foliated, iron-grey crystals, having a metallic lustre. 
If only a portion of the assay is fused the surface is but slightly 
crystalline. 

It is somewhat readily dissolved by borax, and gives the 
color of iron, but so that no conclusion can be made as to the 
presence of tungstic acid from the play of colors. 

It is readily dissolved by the salt of phosphorus. In the oxi- 
dating flame the bead is colored by iron only, but in the re- 
ducing flame it becomes deep red. With a very trifling quantity 
of the mineral it becomes opaque, so that only a minute amount 
is required to produce a distinct reaction. If tin be added and 
the whole heated for a moment, the color becomes green. This 
succeeds better when the color is not too intense, since in this 
case it is generally so dark as to render the glass opaque. If 
the assay be heated for a sufficient length of time in a strong 
reducing flame, the tungsten is entirely reduced by the tin, and 
the green color disappears and leaves a faint red, which after- 
wards undergoes no farther change. 

It is dissolved by soda on platina foil and crumbles. The 
soda exhibits on its edges the color of manganese. On char- 
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eoal it b readily reduced to tung^ate <tf irOD, which can be 
aeptialad by washuig. 

Remark. Wolfram has sometimes the property of decrepi- 
tating strongly and exfoliating. It is then generally covered 
with a yellow, earthy, rather hard crust This crust, which 
might easily be mistaken for tungstic acid, is arseniate of iron, 
and wolfram itself gives, when treated in the reducing flame, a 
strong odor of arsenic. 

• ... 

nmgstate of lead, Pb W, from Zinnwald. 

Akme on charcoal it fuses and gives off fumes of lead, leav* 
iBg a dark, crystalline bead, which looks metallic, but gives a 
fi^ht grey powder. 

It is dissolved by borax in the outer flame, without color. In 
the interior flame it acquires a yellowish tint, and becomes grey 
and opaque as it cools. With a stronger heat the lead is vola- 
tilized, and the bead becomes transparent and dark red after 
cooling, as if from pure tungstic acid. 

With the salt of phosphorus it dissolves in the exterior flame 
to a colorless glass ; in die interior flame it is transparent and 
blue, but the color is not so pure as that which pure tungstic 
acid gives. If a larger quantity be added the glass acquires a 
greenish tinge, and finally becomes opaque. 

With soda it gives a quantity of globules of lead. 

Vanadate of lead, from Matlock, decrepitates in the matrass, 
%iid fuses with difliculty on platina foil. The platina becomes 
Coated with a thui crust of fused salt, which surrounds the still 
Unmelted, slaggy mass. 

On chareoal it fuses to a bead, which is soon absorbed by 
the charcoal, leaving globules of lead on the surface. The 
l«ad can be entirely volatilized. 

Borax gives on platina a transparent glass, which is dark 
yellow while hot, and coloriess when cold. On chareoal a 
greenish glass and globules of lead are obtained. 

Salt of phosphorus dissolves it on platina to a dark yellow 
glass, which when cold is light yellow. In the reducing flame 
the color is deeper, and acquires a greenish tint on cooling. On 
ohareoal a green glass is obtained. 

Soda dissolves it on platina to a clear yellow liquid, which 
x^esembles fused oxide of lead, after cooling. On charcoal 
Vanadate of soda is obtained, which sinks into the charcoal, 
leaving globules of lead on the surface. The charcoal con- 
taining soda does not give on silver traces of sulphur. 

16* 
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With salt of phosphorus and oxide of copper the flame b 
not colored, as it would generally be if chlorine was present 

With boracic acid and iron distinct traces of the presence of 
phosphoric acid are obtained. 

Basic vanadate of lead with basic Maride of lead^ ilrom 
Zimapan. (Pb« V, Pb C + 2 Pb.) 

It behaves like the preceding, with this difference, that it 
emits a strong odor of arsenic when treated with soda on (^ 
ooal. With boracic acid and iron, on the contrary, it does not 
give a phosphuret of iron. Neither can the presence of chlo- 
rine be detected by the salt of phosphorus and oxide of copper* 






MoLTBDic Acid and its Salts. 



••• 
Molyhdic acid^ Mo, from Bispberg. 

The yellow coating on the sulphuret of molybdena, behaves 
like pure molyhdic acid, but when treated with soda it is ab- 
sorbed by the charcoal, and leaves oxide of iron on the surface. 

• ■•• 
Molyhdate of lead^ Pb Mo, (Gelbbleierz,) from Bleiberg. 

Alone it decrepitates violently and acquires a daricer yellow 
color, which disappears again on cooling. On charcoal it fuses 
and sinks into the charcoal, leaving a quantity of reduced lead 
on the surface. If the sulxstance absorbed by the charcoal be 
collected and washed, a mixture of malleable globules of lead 
and of metallic molybdena, or molyhdate of lead, is obtained ; 
the latter has a metallic lustre, but is not malleable or fusible. 

It is readily dissolved by borax in the exterior flame into a 
slightly colored glass. In the interior flame a transparent gla^ 
is obtained, which becomes suddenly dark and opaque as it 
cools. If flattened in the forceps it is seen to have a brownish 
color. 

It is readily dissolved by salt of phosphorus. A small 
quantity of the assay gives a greenish glass, like that obtained 
with molyhdic acid alone. With a larger portion, a black 
opaque glass is obtained. 

It is dissolved by soda, and the mass sinks into the charcoal) 
leaving reduced leieui on the surface. 
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Oxides of Chbome and Salts of the Chromates.* 

••• 

Sesquioxide of chrome^ €r, Chrome ochre^ a mechanical 

••• 

mixture of Or with quartz and transition rocks, from the Dept 
Saone et Loire, in France. 

Alone it loses its color and becomes almost white ; it does not 
fuse, but exhibits a slaggy surface, which, under the micro- 
scope, looks as if it were made up of vitrified and infusible 
particles. 

The oxide of chrome is taken up by borax, and the bead has 
a fine green color. The* fragment of mineral becomes white, 
and dissolves with difficulty. 

It is quite as difficultly dissolved by the salt of phosphorus. 
The glass, with an equal quantity of the mineral, is less strongly 
colored than the borax glass. 

It is dissolved by soda, but with difficulty, and a large 
quantity of soda is requisite. The glass is, even while fused, 
opaque, and on cooling has the appearance of a dirty, greyish- 
green enamel. 

Remark. The chrome ochre from Elfdalen, which, in all 
probability, occurs in a spathic albite, behaves in the same 
manner, with only such diiference as is caused by the nature 
of the gangue. In the same way behaves the chromiferous 
day of Martanberg, with this exception, that the whole mass 
fuses, in a strong heat, to a black slag. 

WoIkonskoUe^ a basic silicate of alumina, oxide of chrome 
and peroxide of iron, from Perm. 

In the matrass it gives oiF a large quantity of water. The 
green color inclines to brown. 

In the forceps it exhibits on the extreme edges traces of a 
slag, bursts upon the surface, becomes brown, and does not 
fine. 

Borax and salt of phosphorus dissolve it very imperfectly, 
with the play of colors of the oxide of chrome. The undis- 
solved portion is black. 

With soda it fuses on charcoal to a bead with effervescence. 
The bead when cool is spotted with green and yellow. On 
platina it gives chromate of soda, which liquefies, and leaves 
an undissolved dark red mass. 

* For the geDeral behavior of chromic acid in the salts of the chromates, 
Ne page 68. 
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Comhinaiion of the sesquioxide of chrome and the protoxide 

«• ••• 

of iron^ F €r, sometimes mixed with more or less of the 
^lucninate of the protoxide of iron, 






••• ••< 



» and sometimes oxidized to VeGr^ Chromic tron, 

firom various localities. 

Alone it undergoes no change, except that the varieties, 
which were not originally attractable by the magnet, become 
so when heated in the reducing flame. 

It is slowly hut perfectly dissolved by borax and the salt oC 
phosphorus. The color of the iron, which Taries in the ex- 
terior and interior flames, appears only while the assay is hot, 
and when it disappears on cooling, the fine green color of the 
oxide of chrome makes its appearance. This is more distinct 
when the assay is treated in the reducing flame, and is most 
beautiful when it is fused with tin. 

It is not attacked by soda, and does not color that flux when 

fused with it on platina foil. By reduction on charcoal, iron is 

obtained. 

. ... 
Chromate oflead^ Pb Or, (Rothbleierz,) from Siberia. 

Alone it decrepitates, and splits in the direction of the crys- 
talline structure, acquires a deeper color, which disappears on 
cooling, fuses on charcoal and spreads itself out, while the 
inferior portion is reduced, giving fumes and the flame of lead. 
The upper portion is a dark mass, which gives a reddish-brown 
powder, and which cannot be made green by heating. 

It is readily dissolved by borax. A small quantity of the 
assay colors the glass green ; a larger portion gives a green 
glass, but so filled with dark colored particles diat it appears 
opaque. In the reducing flame it acquires a darker color, and 
has, afler cooling, the appearance of a greenish-grey enamel. 

It is readily dissolved by salt of phosphorus to a fine green 
glass. With a larger quantity of the flux it becomes, on cool- 
ing, opaque and grey, or greyish-green. 

With soda on charcoal it gives a globule of lead, and the 
mass sinks into the charcoal. On platina it gives, in the oxi- 
dating flame, a dark yellow, fused mass, which becomes lighter 
on cooling. In the reducing flame the fused mass is green. 

One-third chromate of the oxides of lead and copper. 

Cu' C> + 2 Pb' Cr% Vauquelinite, from Siberia. 

Alone in the matrass it does not give off water. On clla^ 
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oal it swells up a little and then fuses, with violent frothing, 
D a dark grey bead, having a metallic lustre, and in which 
mall globules of reduced metal are seen. The greater por- 
ioo of the bead remains unaltered, even in the strongest re- 
lucing flame. 

Borax dissolves a small quantity of the mineral with efler- 
rescence to a green glass, which, treated in the exterior flame, 
remains transparent af\er cooling, but after being strongly 
bested in the reducing flame, after cooling it becomes red, 
Dpaque red, or quite black, according to the quantity of the 
mineral in the bead. The red color, which is occasioned by 
eopper, is still more distinct if tin be added. If a large quan- 
tity of the mineral be added at once, the glass becomes black 
immediately. 

ItB behavior with the salt of phosphorus is the same. 

It is dissolved by soda with efiervescence. On the platina 
wire it gives in the oxidating flame a transparent, green glass, 
which becomes yellow and opaque on cooling. If a drop of 
water be added it acquires a yellow color from the alkaline 
chromate. It is absorbed by charcoal, and gives, after wash- 
ing, metallic lead. 



BoEActc Acid and Salts of the Borates.* 

• ... . 

Boracic acidj B + 3 H, from Sasso in Tuscany. (Moistened 

with water and placed on Brazil-wood paper, it discharges its 
color after half an hour. Moistened with alcohol, it colors 
turmeric paper brown.) 

Alone on charcoal it fuses to a transparent glass. If it con- 
tains sulphate of lime, the bead becomes opaque as it cools. 

.... . 

Biborate of soda^ Na B^ -|- 10 H, mixed with a combustible 

orsanic substance, Tincal. 

It pufls up like borax, becomes carbonized, smells burnt, and 

fuses to a beapl. With fluor spar and bisulphate of potash it 

colors the flame around and before the powder beautifully 

green, which is also the case with all the minerals mentioned 

under this division. 

Bwrate of magnesia, Mg" B* = Mg B^ + 2 Mg B, Boradte^ 
fiom Liineberg. 

* For the general reaction of boracic acid in the salts of the borateSj see 
page 86. 
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Alone in the matrass it remains unchaaf^ On charcoal r 
fttses and swells ; it is difficalt to obtain a transparent head : 
it crystallizes on cooling, so that the whole surftu^ becomes 
covered with acicular crystals. The glass is yellowish while 
hot, but becomes white and opaque on cooling. 

It is readily dissolved by borax to a transparent gtaas coloied 
by iron. 

Salt oi phosphorus dissolves it readily to a transparent glass, 
which can be rendered opaque by flaming, and which, with a 
larger quantity of the assay, becomes opaque of itself on cool- 
ing. 

It is dissolved by soda. If exactly the proper quantity of 
this flux is used, so that a transparent glass is obtained, it crys* 
tallizes with large facets on cooling, quite as beautifully as 
the phosf^iate of lead. With a larger portion of soda a trans- 
parent glass is obtained, which is no longer crystalline, and in 
reality is nothing more than a solution of magnesia in glass of 
borax. 

. • . » . ... 
Borate of lime toUh borate of magnesia^ Ca? B* -|- Mg B^-f~ 

18 H, Hydroboracite^ from the Caucasus. 

In the matrass it gives off a large quantity of water, and be- 
comes milk-white. 

In the forceps it fuses with slight intumescence to a transpa- 
rent glass. 

It gives readily with borax and salt of phosphorus a trans- 
parent glass. 

With a little soda, it gives a transparent glass. With more, 
the bead becomes milk-white and crystalline as it congeals. 
With still more, it spreads out on the charcoal, and becomes 
white and crystalline as it cools. 

Borate and bisilicate of lime, Ca^ sV + 3 Ca B + 3 H,( C S* 
-{• C B^-\- Aq), DathoUte, and 

Ca^ Si* + Ca B + 6 H, (CS* + C 5' 4- 2 Aq), BotryoUu, 
both from Arendal, behave alike, and in the following manner: 

Alone in the matrass they give ofl* water. On charcoal they 
•well up a little, like borax, and fuse to a transparent glass, 
which is colorless, faint rose-red, or iron-green, according to 
the degree of purity and color of the assay. 

They are readily dissolved by borax to a transparent glass, 
which is either colorless, or tinged with the above-mentioned 
colors. 

They are dissolved by salt of phosphorus, leaving a siliceous 
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eletoQ ; a larger quantity of the assay gives a gliasa which 
becomes opaque, and, finally, enamel-white. 

With a small quantity of soda they dissolve to a transparent 
glass. With more, the glass becomes opaque on cooling ; 
with still more, the whole is absorbed by the charcoal. 

With gypsum they fuse, but less readily than fluor spar ; the 
bead remains transparent after cooling. 

With the solution of cobalt an opaque, blue glass is ob- 
tained. 

Silicates of seneral hasesy toith one or more loraUs tn 
trifling quantity y in regard to which it is not known how far 
tkiy exist in the mineral as essential ingredients. 



••• ••• 



Tourmaline^ K, L, Na, Mg, Fe, Al, Si, B. 
a. Potash tourmaline^ Schorl, 

th Black towmaliney from Karingbricka. 

Alone in the matrass it does not give off water. On char- 
coal it fuses, and swells up considerably, becoming white. The 
swollen mass fuses with difficulty to a semi-transparent bead of 
a ffreyish-yellow color. 

It is readily dissolved by borax, with effervescence, to a 
ttansparent glass, which exhibits a faint tinge of iron while it 
femains hot 

It is readily dissolved by borax with considerable efier- 
Tetcence ; it leaves a skeleton of silica, and the bead becomes 
o^leseent. 

It forms with soda with great difficulty a very infusible glass, 
irhich becomes still more infusible on the addition of more soda. 

fi^ Black tourmaline^ from Bovey in England. 
Alone it swells up, and then collapses into a black, infusible, 
riaggy mass. It behaves with the fluxes like the preceding) 

y. Green tourmaline^ from Brazil. 

Alone it inturaesces, becomes black and vitreous, without 
fusing entirely,, and gives, after being strongly heated, a 
grounded, yellowish, blebby slag. 

It is dissolved by Ixhux with considerable facility ; at first it 
^flfervesces a little. The glass is slightly tinged by iron, and 
^rtate globules remain undissolved and swim about in it for a 
liong. time. 

It behaves like the preceding variety with salt of phosphorus. 

Tha same is true with soda, except that it sometimes gives 
^ more fusiUe glass. On platiaa foil it does not exhibit traces 
^ manganese. 
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b. Lilhia (ami soda) taurmalime^ RuhelKte, ToMnmaUme 

a. Rtd and light green variety. 

Alone it becomes milk white, swells up, and becomes frac- 
tured transversely ; it does not fuse, but becomes slaggy on the 
surface. 

With borax it eflervesces a little at first, then becomes milk- 
white, and dissolves slowly and difficultly to a transparent, 
colorless glass. 

With salt of phosphorus it efiervesces slightly, becomes milk- 
white, remains entire, dissolves slowly and with difficulty, the 
fragment gradually diminishing in size ; the glass is opalescent 
on cooling. 

With soda it fuses with the greatest difficulty to an opaque 
glass. On platina foil it becomes dark green. 

/9. Light hluCj finely radiated variety. 

Alone it swells up a little and becomes white, but does not 
fuse, but becomes slaggy on the surface and blebby in the inte- 
rior, where the heat is the strongest 

It is dissolved by borax with considerable ^cility, especially 
if a small quantity of the mineral is employed ; it effervesces. 
The g1as(js is transparent. 

It swells up with efiervescence in salt of phosphorus, and the 
silica skeleton becomes divided. A large portion of it redis- 
solves. The bead becomes opalescent on cooling. 

With soda it forms a dark glass, of which the fusibility is 
diminished, but not destroyed, by a larger quantity of soda. On 
platina foil it exhibits traces of manganese. 

y. Dark blue variety in large crystals .^ Indicolite. 

Alone it swells up exceedingly, especially longitudinally, so 
that it acquires nearly three times its former length, till it bends 
on one side and curls together ; it becomes black and slaggy. 

It behaves like the preceding variety with the fluxes. 

Remark, The varieties described under p and y seem to be 
a mixture of lithia tourmaline with potash tourmaline. 



• • • • • • 



Axinite^ Ca, Fe, Mn, Al, Si, B, (Thumerstein,) from Dau- 
phiny. 

Alone it fuses with intumescence, and readily, to a dark 
green glass, which in the exterior flame is rendered black by 
superoxide of manganese. 

It is readily dissolved by borax. The glass is colored with 
iron, but can be made in the exterior flame to take an impure 
ametliystine tinge. 
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It is decomposed by the salt of phosphorus like the other 
varieties. 

It becomes green with soda at first, and then fuses to a black 
glass, which has an almost metallic lustre. 

On platina foil it gives decided traces of manganese. 

TuBNEB asserts that he obtained a flame tinged green by 
bomcic acid, by the aid of sulphate qf ammonia and fluor-spar. 

Cabbonic Acid and the Cabbonates. 

Carbonate of soda, Na C + 10 H, and Na» C' + 4 H, Soda 
«L]id Trona, exhibit the usual reaction of soda used as a flux. 
"Hie presence of the alkalies is determined as described on 
page 48-50. 

Carbonate o/*5ary<a,BaC, Witherite, see bar3rta, page 50. 

. .. 
Carbonate of strontian, SrC, Strontianite^ see page 51. 

. .. 
Carbonate of lime, Ca C. 

a. Calcareous spar. 

Alone in the matrass it does not give off water. On charcoal 
it becomes caustic, and emits a peculiar light, as soon as the 
carbonic acid has been entirely driven off*. It becomes heated 
^ith water, and has an alkal'me reaction on reddened litmus- 
paper. Calcareous spar containing iron and manganese black- 
ens by burning. It behaves with the fluxes, in which it dis- 
Bolves with effervescence, like pure lime. The varieties con- 
taining iron and manganese give a colored glass. 

b. Arragonite. 
Alone in the matrass it does not change at first, even at a 

temperature far above the boiling-point of water, but near a 
ired heat it swells up, and crumbles to a white, coarse and light 
powder, while a small quantity of water collects in the neck of 
the matrass, but less than is obtained from many minerals 
which contain only water of decrepitation. It behaves like the 
preceding variety with the fluxes. 

. ... ... . 

Carbonate of soda and lime, Ca C + Na C -f- 6 H, Gay^ 
I^ssUe, from Lagunilla near Menda, in America. 
^ Alone in the matrass it decrepitates slightly, gives off* con- 
riderable water, and has an alkaline taste and reaction on test 
paper. 

With the fluxes it behaves like carbonate of lime. 
17 
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CarhmaU of hmyla md lim^ BaC + 6a C, BarocaleUe^ 
firom Cumberiand. 

Al<me in the matrim it mTes off moistiire. In the fexceps 
or on chaicoal it does not nise, but htuns alkaline^ and when 
moistened with water and placed on silTer (oil, it pres a ettdn 
of salphnret of silvec, which is daikercdoied when the xeddiah 
incrustation <m certain ciystals has not been lemored before 
heating the mineiaL 

It is readily dissolyed b^ borax with strong eflSnrescence. 
The glass acquires, cm cooling, a hyacinth color (due to hepar), 
which can be driven off by heating in the oxidating flune. 

When the borax bead has taken up an equal Tdume of the 
mineral, it becomes opaque on cooliiuur. 

Salt of phosphorus dissolves it rea£ly and in I&i»e qnandty 
with effervescence, to a transparent glass, which becomes 
opaque on the addition of a very large quantity of the mineraL 

It is decomposed by soda ; the greater portkm is absorbed 
by the chaicoal, but a brownishpyellow uag leouuMk The 
mass is slij^tly hepatic 

• •• 

Carlonaie of magnesia^ Mg C. 

a. Magnesia siorUe, from Hoboken, and 

b. Magnetite^ from various localities. 

Alone in the matrass it 3rie]ds little or no water. Osl char* 
coal it cracks a little and shrivels together ; afterwards it has 
an alkaline reaction on moistened test-paper. 

With borax, salt of phosphorus, soda and the solution of 

cobalt, it behaves like magnesia. 

. •• • 

c. Hydrous crystaUixed carbonate of magnesia^ MgC -|- 6 H, 
from Hoboken, yields water when heated in the matrass, and 
behaves in general like the preceding varieties vrith the fluxes. 

Carbonate of lime and magnesia^ Ga C -|- Mg C, also 

> C, Bitter spar^ behaves before the blowpipe exactly like 
Mg) 

carbonate of lime without magnesia. 

. .. 
Carbonate of the protoxide of manganese^ Mn C, mixed with 

Ca C and Fe C, from Freiberg. 

Alone in the matrass it yields water and decrepitates violent- 
ly. More strongly heated the carbonic acid is driven off, and 
me assay acquires a greenish-grey color, which is due to the 
manganese. In a matrass with a large bulb, or on charcoal, it 
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|8 blackened by the oxidation of the protoxide. In the reduc- 
ing flame on charcoal it becomes dark brown, and then reacts 
on Brazil-wood paper on account of the caustic lime which it 
contains. It then behaves with the fluxes like the oxide of 
xnaoganese contammated by iron. 

. .. 

Carhanate of the protoxide of tron, Fe C, generally mixed 

• •• • •• 

"with Ca C + Mn C, Spathic iron^ Brown spar. 

Heated in the matrass it yields no water. Some kinds de- 
crepitate violently. Very gently heated it bums brown and 
gives a protoxide of iron, which is strongly attracted by the 
magnet 

. .. 
Carbonaie of zinc^ Zn C, Calamine^ (Galmei.) 

Alone it gives off no water, but bums enamel-white, and 
then behaves like pure oxide of zinc. 

Remark. When this mineral contains cadmium it deposits a 
dark yellow or red ring on charcoal, when first acted on by 
the reducing flame. This is best seen after the charcoal has 
become entirely cold. (See oxide of cadmium, page 68.) 

. ... 

One'half carbonate of zinc with hydrate of zinc^ Zn C H + 

2ZnH, Zinc hloom^ (Zinkbliithe,) from Bleiberg and East 
India. 

Alone in the matrass it yields no water, and behaves like the 
Qiide of zinc. It can be volatilized by continued heating in 
the reducing flame, and then gives a small slaggy residuum, 
^^h, tested by the fluxes, is found to contain iron. 

(Jarhonate of zinc and copper^ from Siberia. 

Alone in the matrass it gives off water and changes from 
green to black ; it gives with the fluxes the reaction of copper, 
out the beads are rendered opaque on cooling by oxide of 

The process of reduction with soda gives a grain of copper, 
^d the coal becomes coated with fumes of zinc. 

• •• ^^ 

Carbonate of the protoxide of cerium^ Ce C, from Bastnas, 
near Riddarhyttan. It also contains the oxides of lantanium 
and didymium. 

Alone in the matrass it gives off moisture and bums brown- 
tth-yellow. With the fluxes it gives the reaction of the oxide 
of cerium. 

Carbonate of lead^ Pb C, White lead^ (Weissbleierz,) from 
ilttonmoor. 
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It behaves like pare cndde of lead, except that it decrepi- 
tates Tiolently, and that its white color is changed to yellow \j 
the action <^ heat 

• • • M 

Neutral earbonaU and hydrate of copper^ Ca H-f-^CoC, 
ATntrite^ (Kupferlasur,) from Chessy, Maguska, and o^r lo- 
calities, and 

■ •• • 
One-half carbonate of copper^ Cu' C + H, Malachite. Both 

behave alike. In the matrass they yield water and become 

black. On charcoal they first fuse, and then become reduced 

to metallic copper ; they behave like pure oxide of copper. 



Absenioits Acid and the Abseniates. 

Arsenious acid^ As, White arsenic behaves as described od 

page 55. 

.. .. 

Arseniate of lime, Ca* As + 6 H, and Ca' As + 4 H,PA<r- 
macolite^ Haidingerite. 

Alone in the matrass it yields a large quantity of water, 
which has not an acid reaction ; arsenious acid does not sub- 
lime. The assay loses its transparency like an efilorescent 
salt, but retains its form. In the forceps, if heated in the ex- 
terior flame, it fuses to a white enamel ; but on charcoal, in 
the interior flame, it emits the odor of arsenic, and fuses more 
readily to a semi- translucent globule, which sometimes has a 
color inclining to blue, if the pharmacolite, as is often the case, 
is mixed with arseniate of cobalt. 

With borax and salt of phosphorus it behaves like lime or 
the salts of lime and the volatile acids, but as it dissolves it 
emits a strong odor of arsenic. 

It is decomposed by soda, emitting copious fumes of arsenic, 
and lime remains on the charcoal. 

Arseniate of the protoxide of iron, 

a. Scorodite, from Graul near Schwarzenberg ; its formula 
is not yet known. 

Alone in the matrass it first gives oflT water and becomes 
whitish-grey or yellowish. At a higher temperature it gives 
off* white arsenic, which sublimes in small, white, brilliant crys- 
tals ; the residuum becomes black. After cooling it is spotted 
with dark green and red, but gives a light greyish-yellow pow- 
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der. On charcoal it emits copious fumes of arsenic, and fuses 
in the reducing flame to a grey slag with a metallic lustre, 
which is attracted by the magnet, and dissolved by the fluxes, 
with which it gives the chuacteristic reaction of iron, while 
the glass emits a strong arsenical odor. 

b. Neutral araeniate of the protoxide of iron with haste 



• a .. 

• •. ••* ... 



arsemate of the peroxide of iron^ Fe* As +2 Fe As -}- 12 H, 
from Antonio Pareira, near Villa Rica in Brazil. 

In the matrass it gives off water and becomes yellow, with- 
out changing its form. At a higher temperature it does not 
yield a sublimate of arsenious acid. With the fluxes it be- 
haves like the preceding. 



.. .. 

... ••• ••* 



c. Cubeore^ (Wiirfelerz,) Fe'As + Fe»As«-f 18H, from 
Cornwall. 

Alone in the matrass it yields water and becomes red. With 
a stronger heat it yields little or no white arsenic, pufls up a lit- 
tle, becomes red on coolings suid gives a red powder. On 
charcoal and with the fluxes it behaves like scorodite. 



... 



Basic arseniate of cobalt^ Co' As -f- 6 H, Cobalt bhom^ 
(Eobaltbluthe,) from Schneeberg. 

Alone in the matrass it yields water and acquires a darker 
color, but gives no sublimate. 

On charcoal it fumes strongly, emits an arsenical odor, and 
ibses in a strong reducing flame to arseniuret of cobalt. 

With the fluxes it gives a blue glass. 

Arsenite of cobaUy (pulverulent,) from Schneeberg. 

It yields when heated in the matrass or open tube a large 
quantity of arsenious acid, and then behaves like the prece- 
ding. 

. ... . 

One-half arseniate of nickel^ Ni' As -|- 9 H, Nickel ochre^ 

from Allemont, (in powder, color white inclining to green.) 

Alone in the matrass it yields water and acquires a darker 
color. 

On charcoal it smells strongly of arsenic, and can be fused 
m the exterior flame to a metallic globule containing arsenic. 

With the fluxes it behaves like oxide of nickel, but gives ev- 
idence of the presence of a large amount of cobalt when the 
glass is reduced. 

of copper^ various specimens from ComwalL The 
17 • 
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analyBes <^ dns miiieTal are not yet lofliciBiitly aocnxtite to 
allow of its fimnula being calculated. 

Araeniate of copper behaves in general nidi tihe fluxes 13» 
the oxide of copper, but smells strong^ of arMnic when ig« 
nited, and gives on reducticm, either akme or with soda, a 
white, brittle, metallic globule. 

a. The greyish-green variety, in capilkury crystals, when 
treated alone in the nmtrass, yields no water and undergoes no 
change. On charcoal at the moment of decomposition it is re- 
duced with detonaticm, and is absorbed by the charcoel, whm 
a white, metallic gram is obtained, which becomes red on cool- 
ing. The red cw>r is due to a tUn envelope of the r^ omde 
of copper ; the grain is white in the interior, and cracks under 
the hammer. 

b. The dark green, crystallized variety behaves neariy in the 
same manner, but, if carefully examined, it will be seen to 
have deposited a fused slag around the reduc^ grain of metal; 
if lead be added, and the fused metal be thrown off fiom the 
charcoal after the dag has congealed, and this dag (which 
readily remains spread out upon me sut&ce of the charcoal) 
be fused again, phosphate of lead is obtained, which is white, 
and crvstaliizes at the moment of congelation. . 

c. The green, compact, internally slighdy Uebby variety, 
behaves in the same way, but gives with lead a larger quantity 
of the phosphate. 

d. The beautiful, light-blue, crystallized variety, yields a 
large quantity of water when heated in the matrass, fuses im- 
perfectly, and is not reduced with detonation, but leaves a 
slaggy mass, in which white, metallic globules are seen. It 
does not give traces of iron with the fluxes. 

Remark. The last mentioned variety conteiins, therefore, 
besides oxide of copper, still another base, which cannot be re- 
duced, and which consists, according to Count Wachtmeister, 

«• a. 

of 8 per cent, of alumina. A portion of As is replaced by P. 



Phosphoric Acid and the Phosphates.* 

One-Tudf phosphate ofyttria^ Y^ P, from Lindesness, in Nor- 
way. 

'*' For the common test for phosphoric acid in all the phosphates, see 
page 84. 
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In the mati^ it yields no water, and does not fuse on char- 
coal. 

It is slowly dissolved by borax to a colorless glass, which is 
rendered milk-white by flaming, and with a larger quantity it 
becomes opaque on cooling. 

It is very slowly dissolved by the salt of phosphorus, by 
which it is distinguished from the phosphate of lime. The 
glass is colorless. 

It is decomposed by soda with effervescence into a light grey, 
infosibl^^ag. 

With, ,l|5)racic acid and iron it gives, like all the other salts 
of the ^jj^osphates here described, a regulus of phosphuret of 
iron. :. ' 

OnC'lialf phosphate of the protoxides of manganese and iron^ 
• ■». • ... 
Mn* P 4" Fe* P, from Limoges. 

Alone in the matrass it yields a little water, which has an 
acid reaction on litmus paper, and tinges Brazil-wood paper 
yellow. It does not attack the glass. If treated in the open 
tube, however, it gives faint traces of fluoric acid. The water 
deposited in the tube does not react on Brazil-wood paper. 
On charcoal it fuses very readily and with strong effervescence 
to a black bead having a metallic lustre, which is strongly at- 
tracted by the magnet. 

It is readily dissolved by borax. In the oxidating flame it 
exhibits traces of msuaganese, and in the reducing flame, of 
iron. 

It is very readily dissolved by the salt of phosphorus. It 
hardly exhibits any other color than that of iron ; however, by 
long oxidation at a low red heat a faint trace of the character- 
istic color of manganese may be obtained. 

It is not dissolved by soda on charcoal, but gives by reduc- 
tion a large quantity of iron. On platina foil it has the usual 
reaction of manganese. 

• • •• • 

One-half phosphate of the protoxide of iron^ Fe^ P -}- 6 H, 
Pe^ P -}- H» Mid other varieties. 

Alone in the matrass it gives off a large amount of water, 
intumesces, and becomes spotted with grey and red. On char- 
coal it swells up, burns red, and then fuses very readily to a 
steel-grey bead, which has a metallic lustre. With borax suad 
salt of phosphorus it behaves like the peroxide of iron. 

With soda on charcoal it gives in the reducing flame mag- 
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nedc grains of iron. On platina foil it does not give traces of 
manganese. 

Basic phosphate of copper. 

•• ... • 

a. From Ehrenbreitstein, Cu' P -|- 5 H, and 

b. FromLibethen, Cu' P + 2 H. 

Alone it does not color the flame ; it crumbles to powder 
when rapidly heated, but remains entire if gradually wanned ; 
it becomes black and fuses, retaining its dark color and forming 
a bead, in which a small globule of metallic copper is visible. 
This globule of copper emits a brilliant light, or flashes, at the 
moment of its congelation, as is the case with gold or silver, 
if not perfectly purified. 

With salt of phosphorus and borax it behaves like pure oxide 
of copper. 

Its behavior with soda is peculiar. A small quantity of that 
flux gives a liquid bead. If more soda be added, the mass in* 
tumesces for a moment, but then fuses again ; and thus, each 
time that a fresh portion of soda is added, it swells up in the 
same way before fusing, till at last it forms a swollen, infusible 
mass. With a very large amount of soda the saline mass is 
absorbed by the charcoal, leaving the copper on the surface. 

The most characteristic reaction of this salt is obtained by 
adding a quantity of metallic lead about equal in volume to the 
fused assay. The mass is then to be fused in an intense flame, 
by which all the copper is separated in the metallic form, and 
around the metallic bead a fused mass of phosphate of lead is 
obtained, which crystallizes on cooling. If, after the flux has 
congealed, the more fusible metal containing lead be removed, 
and the flux be then remelted, the bead acquires a globular 
shape, and the crystalline facets are considerably larger. 

Basic phosphate of alumina. 



• • • • I 



a. Wavellite, Al F^ + 3 Al' P' + W\ from Barnstaple, Am- 
berg in der Pfalz, Bohemia. 

Alone in the matrass it yields water ; the last drops are acid, 
and gelatinous with silica ; they tinge Brazil-wood paper yellow. 
The glass after being allowed to dry becomes clouded by a 
deposition of silica. A ring of silica deposits above the assay, 
when it is ignited. 

On charcoal it swells up, loses its crystalline form, and be- 
comes snow-white. 

With borax, salt of phosphorus and soda it behaves like purs 
alumina. 



BEHAYIOS OF KINBSALS BSFOBB THB BLOWPIFB. 201 



•• •• 
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). Lazvlite^ Al* P, with Mg* P and Fe* P, in various propor- 

is, from Rodelgraben and Krieglach.* 

ilone in the matrass it gives off water, and loses its color, 

)q charcoal it intumesces, and acquires a blebby, vitreous 

«arance where the heat is the strongest, but does not fuse. 

k)rax dissolves it into a transparent, colorless glass. 

Vith salt of phosphorus it becomes transparent on the edges, 

I gradually fuses to a transparent, colorless glass. 

I^ith soda it intumesces, but does not dissolve or fuse. 

I^ith the solution of cobalt it gives a fine blue. 

. Calaite^ Turquoise^ from Persia. A mixture of phosphate 
ilumina with phosphate of lime and silica, colored green or 
snish-blue by carbonate of copper and hydrate of the oxide 
jopper.t 

done in the matrass it gives off water, flies in pieces and 
repitates violently, even if very slowly heated. The water 
s not react on Brazil-wood paper. The splintered mass is 
:k. 

)n charcoal or in the forceps it becomes brown in the inte- 
flame, and tinges the point of the flame green. It does 
fuse, but acquires a vitreous appearance on the surface, 
ire the heat is most intense. 

t is readily dissolved by borax to a transparent glass, which 
ibits the color of iron while it remains hot, but after cooling 
I faint copper-green in the exterior flame, and cloudy-red in 
mterior flame, especially if tin has been added, 
t is readily and entirely dissolved by salt of phosphorus into 
ansparent glass, which gives the same play of colors as the 
ax glass. 

iVith soda it first intumesces, and then gradually dissolves to 
3mi-transparent glass, which is colored by iron. With more 
a it becomes infusible, and if still more be added a large 
utity of copper is obtained by reduction. 

The blue mineral from Vorau differs somewhat from this in its hehavior. 
tomesces considerably more, and finally crumbles to powder. It shows 
igns of fusion, nor does it ^ive a blue color with the solution of cobalt till 
IS undergone fusion, when it has a blue color inclining to red. 

I vsed for this examination a blue, reniform and a green turquoise ; the 
r was Sfiven me by M. Stran^ways, as a specimen oi genuine calaite ; it 
Bd perfectly with the description of that mineral. It was a thin layer, en- 
wd in a grey, clayey mass. As this specimen gave before the blowpipe 
e of phosphoric acid, I analyzed it in the moist way, and found in it pbos- 
s of alumina, phosphate of lime, silica, peroxide of iron and oxide of cop- 
It follows, therefore, that John's assertion, that calaite is a hydrate of 
ina, is incorrect. 



i 



2n BHUfioB OF mnamsss bdobb im Bumma. 

Bade phfipkaU of dbtrnma and iJlMo, wSauA with fiooridas 
of Ae «une bases, AmblygonUe^ firom Chandorf in Saxony. 

Alone in the matrass it yields a litde water, which, if the 
heat be intense, is acid and attacks the glass. On chaicoal it 
fiises Teryieadily to a transparent glass, which becomes opaque 
when it congeals. Accoraing to PLATnnEB the presence of 
lithia in this mineral can be detected by the color of the flame. 

It n readily dissolved by borax in any proportion to a trans- 
parent, colorless glass. 

It is instantly dissolved into a transparent g^ss, without leav* 
inga residuum, by salt of phosphorus. 

With a little soda it fuses ; with more, it intumeseea and be- 
comes infbrible. 

Phosphate of Uthia with lime, magnesia, protoxida sf iron 
and protoxide of manganese. Tetraphyline, (Perowaldn) firom 
Keiti-Tsmmela. 

It gives water in the n»trasB, without undergcang any changs* 

In the forceps it fuses with the greatest mcility to a UiMk 
glass, which is attracted by the magnet 

With borax and salt of phosphorus it combines with eflfarvss- 
cence ; the resulting {^lass is colored by iron* 

With soda on ch{U!^^)al it forms a black slag ; the soda is ab- 
sorbed. 

With soda on platina it tinges the pmnt of the flame with the 
usual lilac color of lithia. The platina acquires a yellow stain, 
which cannot be removed by washing with water. The soda 
becomes intensely green. 

With boracic acid and iron it gives a liquid regulus. 

Hetepozite, from the dept. de la haute Vienne, France, be- 
haves in all respects like the preceding. 

Threefourths phosphate of the oxide of uranium and lime^ 



••• ••• 



CaP + 2UP+8H. A small portion of Ca is replaced by 

Ba, Uranite, from Autun. 

Alone in the matrass it yields water, and becomes straw-yel- 
low and opaque. On charcoal it fuses, with considerable eier- 
vescence, to a black button, which has a crystalline surface. 

It is readily dissolved by borax and salt of phosphorus to a 
transparent glass, which is dark yellow in the oxidating flame, 
and acquires a fine green color in the reducing flame. 

It is not dissolved by soda, but forms a yellow, infusible slag. 

Threefourths phosphate of the oxides of uranium and coj^ 
per, Cu P 4- 2 U P + 8 H, ChdcoliU, from Cornwall, behaves 
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le the preceding, but gives with salt of phosphorus and tin the 
yaction of the protoxide of copper, and a button of copper by 
aduction with soda. This is sometimes white from the presence 
f arsenic, which can also be recognized by its smell during the 
fperation. 

Silicates with Phosphates. 



••• 



Sordawalite^ probably a mixture of Mg^ P -|- 2 H, with a 
niioeral, whose composition may be represented by 

T^ J. +.„.?* (MS^4'2fS^ + 3AS^),Gcom8oT' 
2 (Fe^ Si^ + Al Si^) ^ ^^^J *^ -r *» -«* •^ ;» "«"* "^^ 

iawala in Finland. 

Alone in the matrass it yields a large quantity of water, which 
\mB not an acid reaction. On charcoal it fuses, without intu- 
meecence, to a black bead, which in the reducing flame ac- 
({oires a grey, metallic lustre. 

It is readily dissolved by borax, and gives a glass colored 
peen by iron. 

It is decomposed by salt of phosphorus, and leaves a siliceous 
skeleton. 

With a little soda it can be fused to a black bead ; with 
more it swells up and gives a rough slag. On platina foil it 
does not indicate the presence of mangsmese. 

With boracic acid and iron I could not obtain a phosphuret 
of iron. 

SuLPHUBiG Acid and the Sulphates.* 

SidphaU of soda^ Na S + 10 H, Glmiher's sak. 

Afoine in the matrass it fuses in its water of crystallizati<m, 
^lieh can be distilled off. The dry salt fuses on charcoal, and 
ii absorbed and converted into hepar. 

If fused with soda it is absorbed by the charcoal, by which 
k is distinguished from salts with earthy bases. 

. ... . ... 

Sufyhate of lime and soda^ Na S -|- Ca S, GlmtherUe^ from 

yStmbia in Spain. 

Alone in the matrass it decrepitates with violence and gives 
tvery little water ; at a low red heat it fuses to a transparent 
^M, from which nothing is volatilized. On charcoal the first 

* For tho geaenl test of the preeeaoe of eolpluinc acid, tee page tl. 
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actum of the heat whitena it { it then ftnea to a tranapare nt 
bead, which becomes opaque on cooting. In the reducinff flame 
it congeala and becomes hepatic. The sulphuret of aodium is 
absorbed, and the lime remains on the sor£ause as a while 
globule. 

It is dissolved by borax with strong e£br?e8cence ; the mass 
is absorbed by the charcoaL 

It is dissolved by salt of phosphorus with efl er r e aeence, and 
gives a milk-white glass. 

With fluor spar it fuses like gypsum. 

It is decomposed by soda ; me hepade mass is abaoibed by 

the charcoal, and lime remains on the surfiuse. 

• ••• _. . 
SidphaU of haryta^ Ba S, Heavy spar* 

The crystallized specimens decrepitate very violeiitly; it 

fuses with great difficulty, or only becomes rounded fofk the 

edgps, so that it can be distinguished from sulphate of strootian 

by its very slight degree of msibility. In the interior flame it 

is reduced to sulphuret of barium, which, when moistened, 

smelb slightly hepatic, and tastes strongly hepatic. It behaves, 

in general, like sulphate of strontian, with this difibience, that 

when tested with hydrochloric acid and alcohol, it does not 

tinge the flame red. 

With fiuor spar it fuses like gypsum. 

• ••• 
Sulphate of strontian^ Sr S, CehsHne. 

Crystallized varieties decrepitate. On charcoal it fuses in 
the exterior flame to a milk-white bead, which, when treated 
in the interior flame, spreads out on the surface of the coal, 
and decomposes, becomes infusible, leaving a hepatic mass, 
which on cooling smells slightly of rotten eggs if gently breathed 
upon, and has a pungent and hepatic taste. On platina foil, 
when in this state, it is mostly dissolved by hydrochloric acid ; 
if this solution be evaporated to dryness, the salt scraped off 
and placed upon a narrow, wedge-shaped strip of paper, and 
then moistened with alcohol and set on fire, the flame is tinged 
red as it comes in contact with the salt. This reaction is so 
distinct, that it may even be observed with heavy spar contain- 
ing strontian. 

It is dissolved by borax to a transparent glass, which becomes 
yellow or brown on cooling ; if a larger quantity of the assay 
be employed, it becomes opaque. • 

It behaves with salt of phosphorus like strontian. 

With soda it intumesces, is decomposed, becomes absorbed 
by the charcoal, and gives a strongly hepatic mass. With soda 
and silica it gives the usual glass colored by hepar. 
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With fluor spar it fuses to a transparent glass, which becomes 
lamel-white on cooling. 

SulpTuUe of lime^ Gypsum. 

• ••• 

a. Anhydrous gypsum^ CaB^ Anhydrite. 

Alone in the matrass it yields no water, or only a trace. 

In the forceps it fuses with difficulty in the oxidating flame 
o a white enamel. 

On charcoal it is decomposed by a strong reducing flame, 
md then has an alkaline reaction on test paper, and a hepatic 
imell when moistened. 

It dissolves with borax with effervescence, and gives a trans- 
Mirent glass, which becomes yellow or dark yellow on cooling. 
{ more gypsum be added, the bead becomes brown smd 
ipaque on cooling. 

With the remaining fluxes it behaves like pure lime. 

With fluor spar it fuses readily to a transparent bead, which 
becomes enamel-white on cooling, and, if the blowing be long 
wntinued, it swells up and becomes infusible. 

The following points serve to distinguish gypsum from sul- 
phate of baryta and sulphate of strontian : a, the softness of 
;ypsum ; 5, its greater degree of fusibility than that of sulphate 
)f baryta ; and c, that when treated on charcoal, and saturated 
rith hydrochloric acid, it does not impart a decided red color 
90 the flame. 

• ••• • 

b. Hydrous gypsum^ Ca S 4~ ^ H. 

Alone in the matrass it yields water, smd becomes milk- 
^lute ; it then behaves like the preceding. 

• • • • • 

SulpJuUe of magnesia^ Mg S -{- 7 H, Epsom salt^ from Cal- 
itayud in Spain. 

Alone in the matrass it yields a large qusmtity of water, 
irhich has not an alkaline reaction. The salt fuses, and then 
Qndergoes no farther change at the temperature at which glass 
naelts. A drop of water heats and consolidates it. If the salt, 
Jeprived of its water, be heated on charcoal or in the forceps 
it fuses again. On charcoal, at a certain temperature, it sud- 
denly emits a brilliant light, which lasts as long as the blowing 
is continued. The mass then becomes infusible, being de- 
prived of its sulphuric acid. If placed on moist Brazil-wood 
paper, or reddened litmus paper, it colors both blue. 

With borax and salt of phosphorus it behaves like mag> 
neaa. 

18 
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With soda it intiimetoefl, but does not fiise ; tlio maMi when 
moistened has a hepatic odor. 

With the solution of cobalt it g^ves a beautiful, but faint, 

rose-red color. 

• .•• • ••• • 

Sulphate of potash^ lime^ and majgnesia, KS-^-Mg S-|-3Ga 

... . 

S -|- 2 H, Polyhalitey from Ischl in Austria. 

Alone in the matrass it jrields water, and its color becomes 
paler ; on charcoal it fuses to an opaque, reddish bead, which, 
when treated in the inner flame, congeals, becomes wlute, and 
looks like a hollow crust ; it then has a saline and slightly 
hepatic taste. 

It is readily dissolved by borax with strong efiervescence, 
and gives, after being heated for some time, a transparent glass, 
which becomes clear deep red on cooling. If a lal^ quanti^ 
of the assay be added, the glass becomes opaque on coding. 

It is dissolved by salt of phosphorus to a coUnrleBs, transpa- 
rent glass. A large quantity of Ihe assay can be added befbre 
the ^aas becomes opaque. 

It is decomposed by soda and g^ves an earthy mass, which 
becomes yellow in the reducing, flame by the admixture of 
hepar. 

With fluor spar it fuses to an opaque bead. 

Sulphate of tine, Zn S + 7 H, White vitrioly finom Fafalan. 

Alone in the matrass it yields water. Mixed with charcoal 
powder and heated, it gives a large quantity of sulphurous 
acid, and imparts to a glass of soda and silica, if fused with 
it, the color of hepar. 

With the fluxes it behaves like oxide oi zinc, but at the 
same time exhibits traces of iron. 

Sulphates of iron, .... 

a. Sulphate of the protoxide of iron^ Fe S -f- 6 H, Chreefi 
vitriol. Copperas. . . ... 

b. Red vitriol, Fe' S'^ + 3 F S=^ + 36 H, mixed with Mg S, 
from Insjo Sankning, in the Fahlim mines. 

c. Vitriol ochre, Fe^ S + 6 H. 

... ... • 

d. Sulphate of the peroxide of iron, Fe S^ -|- 9 H, Coquim' 
bite, from Copiapo in Chili. 

e. Lamellar basic sulphate of the peroxide of iron, Fe* S* 
-|- 18 H, Yellow copperas, from Copiapo. 

• • . rr. 

f. Radiated basic sulphate of the peroxide of iron, Fe S' + 

10 H, from Copiapo. 
These varieties have all the common property of yielding 
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water when heated in the matraas, and disengaging sulphurous 
acid when ignited, which latter can he recognized hy its smell 
and its reaction on moistened Brazil-wood paper. The ignited 
ubstance hehaves with the fluxes like pure oxide of iron. If 
the oxide of iron he treated with soda hefore all the sulphuric 
acid has been driven off, yellow metallic grains of magnetic 
iioa pyrites are obtained by reduction. If the oxide of iron 
eontains so small an amount of sulphuric acid, that its presence 
cannot be recognized by driving it off in the form of sulphur- 
008 acid in the usual way, it can be detected by treating the 
oxide of iron with soda on platina foil, and fusing the melted 
mass which runs from the assay with glass ; if the assay con- 
tains sulphuric acid, a hepatic color is obtained. 

Basic sulphate and arseniate of the peroxide of iron. Iron 
ikUeTy (Klaproth's Eisenpecherz,) from Freiberg. 

Alone in the matrass it yields a large quantity of water. At 
alow red heat it disengages sulphurous acid, which can be re- 
cognized by its smell, and by its property of blackening Brazil- 
wood paper. It does not yield a sublimate. On charcoal it 
brinks together, emits white, dense fumes, and smells strongly 
and for a long time of arsenic. In other respects it behaves 
like the preceding. 

If it be dissolved in salt of phosphorus, and the glass be then 
beated in the reducing flame till all the arsenic has been driven 
oS^ the bead becomes colored red by the protoxide of copper 
Ijr the addition of tin. If the tin be added before all the ar- 
lemc has been volatilized, the bead becomes black while cool- 
ing, and the reaction of copper cannot be obtained by heating 
it again* 

Sulphate of cobalt Mg S -f 3 Co S + 28 H, Cobalt vitriol, 
6om Biber. 

Ill the matrass it first yields water, and aflerwards, if strongly 

ignited, sulphurous acid, especially if a little charcoal powder 

be added. 

With the fluxes it behaves like the oxide of cobalt. 

..>. . .... 

Sulphate of copper^ neutral and basic, Cu S -j- 5 H, and Cu' S, 
Bhte vitriol. 

It loses its color and yields water when ignited. The neu- 
tral salt becomes white, the basic black ; sulphuric acid is de- 
tected in both, by pulverizing the roasted assay and mixing it 
with charcoal powder, and then heating it in a tube closed at 
wie end ; ijj this way sulphurous acid is formed in large quan- 
tity, which can be recognized by its peculiar smell, as well as 
^ its action on a piece of BrazU-wood paper inserted into the 
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tube* The reaction is quite distiQct^ eyen when a piece of the 
basic sulphate of copper no larger than a pin-bead is em- 
ployed. 

• ••• 

Suiphate of lead^ Pb S, Lead viiriol^ Anglente^ firom 
Anglesea. 

It decrepitates and fuses on charcoal in the exterior flame 
to a transparent bead, which becomes milk-white as it congeals. 
In the reducing flame it is reduced with efienrescence to a 
button of lead. 

With borax, salt of phosphorus, and soda it behaves like the 
oxide of lead. 

With a glass of soda and silica it gives, on cooling, a hepatic 
color. 

SuIpTuUe and carbonate of lead^ from Leadhills. 

The specimen was kindly furnished me by Count BoTnuroir, 
from the private collection of the king of France. It is de- 
scribed under the name of ^^Plomb carbonat6 rhomboidal^* in 
Bournon's Catalogue de la collection mineralogique particu- 
lidre du Soi, Paris, 1817, page 843, 344. ' 

Alone on charcoal it first intumesces a litde, and becomes 
yellow ; but on cooling it becomes white again. It is reduced 
to metallic lead either with or without the addition of soda. 

With a glass of silica and soda it gives a hepatic c<dor, 

exactly like sulphate of lead.* 

. .•« ••• ••• . 

Sulphate of alumina and potash^ K S + Al S^ -f- 24 H, Alum, 

On charcoal it fuses, puffs up, and yields water. ^The dry 
mass gives sulphurous acid when heated to ignition, but no 
sublimate. The residuum behaves with the fluxes like alumina. 

Basic sulphate of alumina and potash^ Alum stone^ from 
Tolfa, Mont d'Or, Siberia, and other localities. 

Alone in the matrass it first yields water, and afterwards, at 
a higher temperature, a sublimate, which is soluble in water. 
This is sulphate of ammonia. The crystallized varieties de- 
crepitate and crack with the greatest violence, crumbling to a 
fine powder, like diaspore. 

On charcoal in a strong heat it shrivels up, but does not fuse. 

It is dissolved by borax to a transparent, colorless glass. 

Salt of phosphorus dissolves it tolerably readily, leaving a 
semi-transparent, siliceous skeleton. The glass does not be- 
come opalescent on cooling. 

It does not fuse with soda. 

It acquires a fine blue color with the solution of cobalt. 

* This mineral dissolves in nitric acid with effervescence, and leaves a 
white powder, which is sulphate of lead. 
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Sulphate of alumina and ammonia^ N H* S -|- Al S*' -j- 24 H, 
jmmonia alum, from Tschermig in Bohemia. 

Alone in the matrass it yields water, and puffs up ; after- 
rards sulphate of ammonia sublimes, which is mostly dissolved 
y the water, while sulphurous acid is disengaged. The sub- 
tance which remains after ignition behaves like pure alumina. 

Mixed to a paste with soda and gently heated on platina foil, 
t emits a perceptible ammoniacal odor. 

Neutral sulphate of alumina^ from Copiapo, AIS^ -j- 18 H. 

In the matrass it yields water, and puffs up like alum. 

With the fluxes it behaves like alumina. If the strongly ig- 
dted swollen mass be intimately mixed with charcoal and 
trongly heated in the reducing flame, it gives on silver foil the 
eaction of hepar. 

With the solution of cobalt a blue color is obtained, which is 

pndered dingy by oxide of iron. 

•.. ... . 

On&'ihird sulphate ofalumina^ Al S -|- 9 H, Aluminite^ Hal' 

Ue. 

Alone in the matrass it yields a very large quantity of water, 
nd afterwards at a low red heat, sulphurous acid, which can 
e recognized by its smell and by its action on Brazil-wood 
•per. 

On charcoal and with the fluxes it behaves like alumina. 
?be aluminite from Newhaven gives a few flocks of silica, 
rhen dissolved in salt of phosphorus. 

^ffi the solution of cobalt it gives a fine blue. 

Basic sulphate of the oxide of uranium, from Joachimsthal. 

Alone in the matrass it yields water and becomes brown. 

With the fluxes it behaves like oxide of uranium. 

It is decomposed by soda and leaves a yellowish-brown slag 
m the charcoal ; the soda moistened with water blackens silver. 

A greenish vcuriety gives a button .of copper by reduction with 
loda, and traces of the protoxide of copper, if its solution in the 
Kuxes be treated with tin. 

SiucATEs OF Soda, Lime and Alumina, combined with 

Sulphates. 

Idqns lazuli, a fragment of a very pure specimen, having a 
natural cleavage, furnished me by M. CoBDittR. 

Alone in the matrass it yields water, without changing its 
ippearance or losing its transparency. On charcoal it fuses 
ibwly to a white glass, which is shaded with blue when the 
18* 
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bead first begins to liquefy ; this color, however, entirely disap- 
pears on farther heating. The mineral becomes spotted with 
blue, and close by the fused portion, dark green. The lapis 
lazuli which is destitute of a foliated structure fuses more readi- 
ly, with slight intumescence. 

Borax dissolves it with constant effervescence to a transpa- 
rent, colorless glass. The fragment, as it lies in the bead before 
dissolving, gives out a stronger light than the glass itself. 

It is completely dissolved by salt of phosphorus, with con- 
stant effervescence and with the same phenomena of light, into 
into a colorless glass, without leaving a siliceous skeleton ; the 
glass becomes clouded on cooling. 

It is imperfectly dissolved by soda into an opaque, greyish- 
green glass, which becomes red on cooling, indicating the for- 
mation of hepar. A larger addition of soda has no other effect 
than to render the glass more soluble in water ; it then ^ves a 
stain of sulphur on silver foil.. 

Hauyne^ from Italy, and Nosian^ from the lake of Laach. 

Alone in the matrass they yield no water. On charcoal they 
lose their color and fuse to a blebby glass. 

With borax they dissolve with effervescence to a transparent 
glass, which becomes yellow on cooling, as if gypsum were 
present in the mmeral. The saturated glass becomes opaque 
on cooling. 

They are dissolved by salt of phosphorus with effervescence^ 
and leave a siliceous skeleton. The glass is opalescent. 

They are slowly attacked by soda, and give only on the ex- 
treme edges a vitreous slag, which on cooling becomes tinge 
with the usual red color of hepar. 



COMBINATIONS OF .HALOGEN SUBSTANCES. 

Chlorides.* 

Chloride of sodium, Na ^l. Common salt. 
Alone in the matrass it decrepitates and yields water, 
charcoal it fuses and is absorbed by the charcoal, at the sam 
time emitting fumes. On platina foil it fuses to a transpare 
mass, which becoAes opaque on coolinff. 

It fuses on platina foil without becommg clouded. 

* For the general test for the detection of chlorine in the chlorides, 
page 82. 
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Chloride of ammonium, N H* 01, Sal ammoniac. 

In the matrass it sublimes, without previously fusing, and 

without leaving any residuum. 

Mixed to a paste with soda and water and heated on platina 

foil, it smells strongly of ammonia. 

Chloride of lead^ Pb €1, Cotunnite^ from Vesuvius. 
In the matrass it does not yield water. On charcoal it fuses 
readily, spreads upon the surface, and gives off fumes. 
With soda it gives a quantity of globules of lead. 

Basic chloride of lead, Pb 01 -|- 2 Pb, from Mendiff. 

It decrepitates slightly, fuses readily, and becomes after cool- 
ing yellower than it was at first. When ignited it is easily 
reduced to metallic lead, while acid vapors are disengaged. 

Basic chloride of copper, Cu €1 + 3 Cu -j- 4 H, Muriate of 
copper^ Atacamite, in the form of sand, and compact, from 
Chili. 

Alone it tinges the flame intensely blue with greenish edges, 
and a red coating is deposited upon the charcoal, which colors 
the flame blue, when directed upon the surface of the support. 
It fuses, is reduced, and gives a button of copper surrounded 
by a slag. The pulverulent mineral gives more slag than the 
compact variety. The glass exhibits, in addition to the reaction 
of copper, that of iron, which is best observed in the reduced 
glass, before the color of the copper becomes evident by cool- 

With the fluxes it behaves like oxide of copper. 

Chloride of silver, Ag -Gl, Horn siher. 

Alone on charcoal it fuses to a bead, which varies in color, 
according to the purity of the assay, from pearl-grey to brown, 
ot is even black and slaggy. In the reducing flame it is gradu- 
ally converted into metallic silver, and finally leaves a button 
Qf pure silver. 

Chloride of mercury, Hg CI, Horn quicksilver, (Homerz,) 
ft\)m Almaden. 

On charcoal it volatilizes entirely, with the exception of por- 
ttcns of the gangue which it may contain. 

In the matrass it gives a white sublimate. 

With soda in the matrass it gives an abundance of globules 
^C mercury. 
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Silicates with Chlorides. 

Sodalite, 

Naei+3A1 



••• • •• 



a. Sodalite from Vesuvius, ^ ^^^,^. ^ ^ ^^ g. ^ . 

Alone in the matrass it gives no trace of water. On charcoal 
it undergoes no change, but if the heat be very intense it be- 
comes rounded on the edges, without pufiing up or bubbling, 
and retains its transparency. 

Borax dissolves it in trifling quantity, and with the greatest 
difficulty, to a transparent, colorless glass. 

It does not intumesce with salt of phosphorus ; it is slondy 
dissolved, without being decomposed. The glass is opalescent 
on cooling. 

With a small quantity of soda it forms a transparent glass, 
which surrounds the undissolved portion. A larger quantity of 
soda decomposes the mineral, which then swells up and be- 
comes infusible. If still more soda be added it fuses to an 
opaque, colorless glass. 

With the solution of cobalt it becomes blue on the fused 
edges. 

b. Sodalite^ from Greenland. 

Alone in the matrass it yields water ; the mineral, however, 
undergoes no change in appearance, and does not lose its 
transparency. On charcoal it fuses with strong intumescence 
and bubbling, and gives an uneven, but colorless glass. 

With borax it behaves like the preceding. 

It is very slowly decomposed by salt of phosphorus; after 
blowing for some time it can be observed, that the mineral 
has acquired a siliceous appearance on its edges. The glass 
is opalescent on cooling. 

It gives a glass with soda, with far greater difiiculty than the 
variety from Vesuvius. The bead is opaque. 

With the solution of cobalt it becomes blue on the fused 
edges. 

FeOP + Fe H* . - 

Pyrosmalite^ . , • •••.„ , • ••• , from the iron mines of 

4 (Fe^ Sr + Mn^ Sr) 

Nordmark. 

Alone in the matrass it first yields water, and afterwards, at 
a higher temperature, a yellow substance, which dissolves into 

* This formula is exactly the result of Abftedson's analysis. 



I 
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yellow drops with the portion of water last given off. These 
drops redden litmus paper, and have an astringent taste. 
They are chloride of iron. On charcoal it gives, when gently 
heated, a faint acid smell ; it fuses readily to a smooth, hrilliant, 
iron-grey head. 

It dissolves with horax with the usual tinge of iron. 
It is less readily taken up by the salt of phosphorus ; it re- 
mains for some time as a dark substance in the glass. It is 
finally dissolved, and acquires the characteristic color of iron, 
leaving a minutely divided siliceous skeleton. With saltpetre 
the glass exhibits strong traces of manganese. 

It has the characteristic reaction of manganese when treated 
with soda on platina foil. On charcoal it gives a black glass, 
which when treated with more soda is absorbed by the char- 
coal. 

If a small fragment of pyrosmalite be placed in contact 

with a solution of the oxide of copper in salt of phosphorus, 

and both be heated at the same time, a light blue ring is 

formed around the bead, as is the case with hydrochloric acid ; 

lasts, however, but an instant. 



?Te 






Tu>0'thirds silicate of soda^ lime^ protoxides of iron and 
manganese and zirconia with chloride of sodium^ which ac- 
cording to Steomeyee's analysis may give the following for- 
nula: 



{ 



Na Ol \ ••• ••• ••• 

Na'Si + FeSi 






or the following empirical formula : 

Na ei + 3 ( CiSf -f JVS + jFS + ZrSy Eudialyte. 

P^ In the matrass it yields a small quantity of moisture. It 

Swes readily on charcoal to a greenish-grey glass. 
^^ it is readily dissolved by borax, and gives a glass faintly 
tbffed by iron, which cannot be rendered opaque by flaming. 

It is readily decomposed by salt of phosphorus ; the siliceous 
Aeleton swells up so that the bead generally loses its spherical 
«bape. This circumstance serves to distinguish it from the 
gwnet, which it otherwise strongly resembles. 

It gives with soda a glass, which is very difficultly liquefi- 
ible; with more soda it is absorbed by the charcoal. On pla- 
ftia foil it gives the reaction of manganese. 



fise 



lies 



esiit 



* In this formula, the oxygen of the oxide of manganese is reckoned with 
uat of the oxide of iron. 
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Phosfhatzs with Chloudbs. 

Phosphate of lime wiik ddoride of ealfimm, the latter oAen 

replaced fay fluoride of calcium, Ca €1 -f- 3 Ca' P, Apatite, 

a. Moroxite, from Arendal and P^irg^ 

Alone it remains unchanged, but in thin laminae, at a very 
high temperature, it can be fu^d on the edges to a cdorless, 
translucent glass ; it is, howeyer, one of the most difficultly 
fusible minerals. 

It is slowly dissolyed by borax to a tranqiarent gjass, wbich 
can be rendered milk-white by flaming, and which with a ^ 
faugpr quantity of the assay becomes c^paque on cooling. 

It is dissolved in lai^ quantity by the salt of phoq>lionK to -. 
a transparent glass, which, when nearly saturated, becomes -] 
opaque on cooling, and acquires a crystsdline appearance, less 
distinct, however, than that of phosphate of lead. If folly : 
saturated it hardens to a milk-white bead, without crystaHioe 
&cets. 

With soda it swells up with eflTervescence, the soda is ab- 
sorbed by the charcoal, and leaves a white mass. 

It is very slowly dissolved by boracic acid, but gives with 
metallic iron a regulus of phosphuret of iron. 

b. Radiated phosphate of lime^ Phosphorite^ firom Estre- 
madura ; it gives in the matrass a little water, and fuses, rather 
more readily than the preceding, to a white enamel. In gen- 
eral, its behavior is the same as that of the preceding. 

c. Phosphate of lime^ from mammoth's teeth, (dug up near 
Kannstadt.) 

In the matrass it shrivels up and gives a lai^e quantity of 
water. 

On charcoal it blackens on the edges, where the flame acts 
on it ; it does not fuse, but becomes semi-transparent and 
rounded on the edges, where the heat is most intense. It be- 
haves in other respects like the preceding. 

Phosphate of the oxide of lead vnth chloride of lead^ Pb€l 

• • • 

-f- 3 Pb^ P, Pyromorphite^ (Griinbleierz.) 

Alone on charcoal it fuses in the exterior flame, the globule 
crystallizes, and becomes dark colored on cooling. Treated 
in the interior flame, it emits fumes of lead, the flame is tinged 
with blue, and the globule on cooling crystallizes with large 
facets of a pearly- white color and lustre. At the moment of 
crystallizing, the bead becomes slightly red hot. 
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With borax, salt of phosphorus and soda it behaves like the 
oxide of lead. 

With boracic acid and iron it gives phosphuret of iron and 
Dtetallic lead, which can be separated from each other after 
the phosphuret of iron becomes hardened, and while the lead is 
still liquid. The lead does not give a button of silver when 
cupelled on bone ashes. 

Plumho-resimte, Pb^ P with Al H% in variable proportions, 
Bleigummi,^ from Huelgoat. 

Alone in the matrass it flies in pieces violently, and gives a 
uge quantity of water ; carefully heated on charcoal it be- 
omes milk-white, swells up like a zeolite, and softens if strong- 
f heated, but cannot be entirely fused. 

It is readily dissolved by borax to a transparent glass. 

The same is true with salt of phosphorus. With a large 
roportion of the assay the bead becomes opaque on cooling. 

It is not dissolved by soda, but globules of lead make their 
ppearance on all sides. 

With boracic acid and iron it gives a fused phosphuret of 
ran. 

With the solution of cobalt it gives a fine blue. 



Abseniates with a CHLOEinS. 
Arseniate of the oxide of lead with chloride of lead^ Pb 01 



• ■ 

• • • 



+• 3 Pb As, from Johann-Georgenstadt and Cornwall. 

Alone on charcoal it fuses slowly, and then becomes instant- 
ly reduced to a quantity of globules of metallic lead, emitting 
Copious fumes and the odor of arsenic. With the fluxes it be- 
Wes like the oxide of lead, with this difference, that the glass 
emits fumes of arsenic. 

If a crystal of arseniate of lead be held in the forceps, and 
extreme end of it fused in the exterior flame, the fused 
portion crystallizes like phosphate of lead. The fused sub- 
Jlance, however, must not touch the platina, since in that case 
it flows out and destroys the metal. The fused mass flows out 
in the same way upon glass. 

Hemark. Arseniate of lead, containing phosphate of lead, is 
ix)t perfectly reduced, but leaves the phosphate as a fused, 
aystallized bead. Phosphate of lead contaminated with the 
neniate gives metallic lead, and smells of arsenic when fused 
Q the reducing flame. 
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Casbonate with a Chloride. 

Carbonate of the oxide of lead with chloride of lead^ Pb €1 
+ Pb C, from Matlock, behaves like basic chloride of lead. 

Fluorides.* 

Fluoride of calcium^ Ca F, Fhwr spar. 

Alone in the matrass it often phosphoresces when gently 
heated, emitting in the dark a greenish light. At a high 
temperature it decrepitates strongly, and gives a very little 
water. It can be fused on charcoal to an opaque bead. 

It is dissolved hy borax and salt of phosphorus with the 
greatest facility to a transparent glass, which at a certain de- 
gree of saturation becomes opaque. 

With a certain portion of soda it dissolves and gives a trans- 
parent glass, which becomes opaque when it hardens, or if 
heated for a long time ; with a large quantity of soda it is con- 
verted into a difficultly fusible enamel, which remains on the 
charcoal, while the excess of the flux is absorbed. 

With gypsum, heavy spar or sulphate of strontian it fuses 
readily to a transparent bead, which becomes opaque on cool- 
ing. See gypsum. 

Fluoride of calcium with fluorides of yttrium and ceriMy 
Ca F, Y F, Ce F, in variable proportions, Yttro-cerite. 

a. Yttro-cerite^ from Finbo. 

Alone in the matrass it yields water, which has a burnt 
smell. The dark colored variety loses its color and becomes 
white. On charcoal it does not fuse, but on the addition of 
gypsum it fuses to a bead, which does not become transparent 
at any temperature. 

With borax, salt of phosphorus, and soda it behaves li^® 
fluor spar ; the glass is, however, yellow in the oxidating flaK^® 
as long as it remains hot ; it becomes opaque sooner than tb® 
glass given by fluor spar. 

b. Yttro-cerite, from Broddbo. 

It decrepitates slightly, does not fuse, and becomes first milJ^' 
white and then brick-red, but difierent portions of its surfaX^5 
are unequally colored. It does not fuse with gypsum, and ^ 
behaves in general like fluoride of cerium, of which it co^* 
tains a large proportion intermixed. 

* For the method of detecting fluoric acid, see page 83. 
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fluoride of cerium^ Ce F, mixed with €e P, from Finbo, 
Bioddbo and Bastnas. 

a. Neutraly from the two first localities. 

Alone in the matrass it yields water, and if raised to the 
ffieltiiig-point of glass, the glass becomes corroded at a little 
distance from the assay. The water given off tinges Brazil- 
wood paper yellow. The assay changes from a yellowish 
color to white in the operation. If heated in an open tube, 
into which the flame is directed, the interior of the tube is at- 
tacked, and is rendered opaque by the deposition of silica, 
rhe assay becomes dark yellow. 

On charcoal it does not fuse ; its color becomes, however, 
Kxmewhat darker. 

With borax and salt of phosphorus it behaves like the oxide 
il cerium. It is not dissolved by soda, but it divides and 
rwells up ; the soda is absorbed by the charcoal, and leaves a 
^y mass on the surface. 

b. Banc, from Finbo, Oe P + 3 Oe H. 

On charcoal its color is changed by the heat, and it appears 
ilmost black, at a low red heat ; on cooling, however, it be- 
somes dark brown, clear red, and finally dark yellow. These 
Bhanges of color serve to distinguish it from the neutral varie- 
^, in which no such changes take place. It does not fuse. 
With the fluxes it behaves, in genersd, like the preceding, ex- 
cept that it is not divided by soda, but remains whole, unless 
strongly heated for a long time. 

• . 

Fluate of cerium, 6e P' + Ce -j- 4 H, from Bastnas. 

Alone in the matrass it gives a little moisture, without 
dianging its appearance. On charcoal it does not fuse, but 
>ecomes opaque when gently heated. It acquires a dark color, 
md undergoes the same changes of color as the preceding. 

Heated in the open tube by directing the flame into the tube, 
t Aves a strong reaction of fluoric acid. 

It is dissolved by borax and salt of phosphorus like the pre- 
ceding. 

It does not crumble in pieces with soda, neither does it in- 
Umesce or fuse. 

Remark, This seems to be a basic salt, perhaps wtth less 
'Xcess of base than the preceding variety. 

Fluoride of cerium with fluoride of yttrium, Ce P, YP, 
^luate of yttria with fluate of cerium, from Finbo ; generally 
^ earthy mechanical mixture of the two, which also contains 
^lica, either in the form of a silicate, or merely intermixed. 

19 
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It behaves like the neutral fluate of cerium, with this difibr- 
ence, that a large quantity of it must be added to the borax 
glass before it can be rendered opaque by flaming. The more 
siliciferous earthy varieties give with soda a coherent, slaggj 
mass, which is not changed by a further addition of soda. 

Fluoride of sodium toith Jhioride of aluminium^ 3 NaF + 
Al F*, Cryolite^ from Greenland. 

Alone in the matrass it yields a little water and decrepitates, 
without losing its transparency. If heated in the open tube 
by directing the flame within the tube, it corrodes fiie glass 
strongly, and the moisture which collects in the tube reacts 
like fluoric acid. On charcoal it fuses to a transparent bead, 
which becomes opaque on cooling. If the heat be continued 
for some time, it spreads out on tSe surface, the fluate of soda 
is absorbed by the charcoal, and a crust of alumina remains. 

It is dissolved by borax, readily and in large quantity, to a 
transparent glass, which becomes milk-white on cooling. It 
behaves in die same way with the salt of phosphorus. Tbe 
bead has sometimes a slight reddish tinge from a small quantity 
of copper in the minerals 

With soda it fuses to a transparent glass, which ^reads out 
on cooling, and becomes milk*white. 



Silicates with Fluorides. 

One-third silicate of magnesia with basic Jluoride oftnagne' 

sium, Mg P + 2 M g^ Si, Chondrodite, from Pargas, Aker and 
from America, Brucite, 

Alone in the matrass it bums black, but yields no water ; the 
black color is burnt off by heating it in the open air. Strongly 
heated in the open tube, it gives the reaction of fluoric acid. 

On charcoal it cannot be fused. The variety which contains 
iron becomes opaque and brownish, where the heat is strong^* 
The varieties containing a smaller proportion of iron, for i^' 

stance that from Aker, become milk-white. 

Borax dissolves it slowly, but perfectly, to a transparent glass? 
slightly tinged by iron. If the glass is saturated with the ass&J^ 
it can be rendered cloudy by flaming ; it does not become mil** 
white, but semi-transparent and crystalline. 
"^ It is tolerably readily dissolved by the salt of phosphoruSi 
leaving a semi-transparent siliceous skeleton ; the gla§s is trans- 
parent and colorless, but becomes opalescent on cooling. 

With a certain proportion of soda it forms a very difficultly 
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i^le, grey slag. With more it swells up and ]>ecomes infu* 

With the solution of cobalt it gives at a high temperature a 
feint red color, which, however, is not clear and beautiful, 
Chondrodite from Pargas gives a grejrish-green color, because 
the presence of iron prevents the action of tl^ oxide of cobalt 
on Vie magnesia. 

One-third silicate of alumina toith basic fluoride ofaluminu 

mi, 2 Al P« + 5 Al Si, Topaz, and 2 Al P^ + Al* S?, Pycnite* 

Alone in the matrass it remains unchanged, and does not give 
the least trace of fluoric acid, but if strongly heated in the open 
tobe according to the method proposed by Smithson, it gives 
Indications of the presence of this acid. On charcoal it is inf\i- 
able. The yellow topaz becomes pale rose-red when gently 
i^Hed, while the hydrated oxide of iron is converted into a 
simple oxide. This variety, as well as the transparent, colore 
less topaz, retains its transparency. If the heat be very intense, 
the lateral planes of the crystal become covered with numer- 
ous small bubbles, like hoar-frost; they cannot be distinctly 
seen without the aid of the microscope. The bubbles do not 
appear on the foliated cross-fracture, and they are not so easily 
noade to appear on the opaque topaz from Finbo and Broddbo ; 
but if the heat be sufiiciently strong, they can be obtained of 
considerable size, although they generally burst almost imme* 
diately after they first make their appearance. To succeed in 
this operation, a very intense heat is required, and only a very 
thin splinter of the mineral must be used. 

It is slowly dissolved by borax to a transparent glass. The 
tiansparent topaz becomes white and opaque before it dissolves. 

It is slowly dissolved by salt of phosphorus, leaving a siliceous 
^eleton ; the transparent bead becomes opalescent on cooling. 

It is slowly dissolved by soda and gives a blebby, colorless, 
^mi-transparent slag. With more soda it swells up and be- 
c^omes infusible. 

With the solution of co'balt it gives a blue color, which, how- 
ever, is not clear and beautiful. Turner states that he obtained 
Evidence of the presence of boracic acid in many varieties of 
^paz, by the aid of fluor spar and bisulphate of potash. 

RemarL To this class of combinations belong, in all proba- 
bility, amphibole, carpholite, and perhaps several others in which 
^0 fluor has as yet been discovered. Fluorides enter into 

* The formulas of the tooaz and pycnite were calculated from new analyses 
^ these minerals, fomishea by Prolessor Forch hammer. 
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combination Fith phosphates like chlorides, and probably 
Wavellite, amblygonite, and Wagnerite belong to this class. 

Leticophane, 2 Na F -|- Ca' Si^ -|-6^ Si', from Lamanskar, 
Norway. 

Alone on charcoal it fuses readily, without foaming, to a 
transparent globule, of which the color inclines to violet. The 
glass is rendered opaque by flaming, and cannot bo made trans- 
parent again without considerable difficulty. 

It is dissolved by borax with the utmost facility and in large 
quantity. The glass is transparent, and does not become opaque 
when flamed. 

It is readily dissolved by the salt of phosphorus. The glass 
becomes opalescent on cooling. With salt of phosphorus in the 
tube, it gives the usual evidence of the presence of fluor. 

With a small amount of soda it givoa a transparent glass. 
With more, it spreads over the surface of the charcoal. 

With soda on ptalina foil it exhibits traces of mangaoese. 



SUPPLEMENT. 



Honey stone^ Mellite^ Mellate of alumina. 

Alone in the matrass it yields water, whitens, and hecomes 
transparent If ignited it becomes carbonized, without emit- 
ting any perceptible burnt odor, and without ooloring the water 
given off, or acquiring an acid or alkaline reaction. Choi char- 
coal it becomes black, ignites, and bums white if the heat is 
sufficient, at the same time shrivelling up strongly. It behaves 
like pure alumina. 

ChiaatoUte^ Made^ firom Brittany. 

Alone it yields a little water, without changing its appear- 
ance. It bums white, but does not fuse. The pulverized 
mineral can be fUsed to a slag on the thinnest edge9 of the 
mass. 

It is very slowly acted on by borax, even if pulverized. 

Salt of phosphoms seems to have little or no action on it, 
but the bead remains clear, colorless, and transparent. If, 
however, the finely pulverized mineral be added gradually, 
&e first porti<nis are dissolved without a residuum ; but it very 
soon ceases to be dissolved. 

It is decomposed by soda and swells up, but does not fuse or 
become converted into a slag. 

It becomes blue with the solution of cobalt, but the color is 
dark and dingy ; the color is finer in proportion to the purity 
of the specimen examined. 

Remark, The reaction of the chiastolite proves it to be a 
silicate of alumina, and in all probability a subsilicate. I 
must, however, add, that some varieties of chiastolite are prin- 
cipally composed of magnesia. These are easily distinguished 
by their softness from the variety of which the behavior is 
here described. 

19* 



SYSTEMATIC ARRANGEBfEMT 

OF THX 

OnOlZED MINEBAUS 

ACCORDING TO TBEIE BEHAYIOK BEFOSS THB BL O W FIFK . 



When the nature of a mineral is to he determined by its 
behavior before the blowpipe, the external chaxacteis not being 
sufficiently distinct for that purpose, it is important, eq>ecially 
for young mineralogists, that some arrangement should be 
contrived, Inr which the number of species, with which the 
mineral under examination is to be compared, should be di- 
minished so as to be as small as possible. I have endeavored 
to form such a systematic arrangement, which, although de- 
ficient in many respects, will not be without use. I have con- 
ndered, especially, three properties of minerals ; namely, 
fusibili^, intumescence, and behavior with soda. The prin- 
cipal divisions depend on the two former properties, the sub- 
divisions on the latter. 
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1. Injusibk MinerdU. 



aas 





Giye with a small quan- 
tity of soda a bead, 




rith soda a bead. 


Giye a slag only with 




but form a slag with 


soda. 




more. 




E 


Phenakite 


Oxides of iron 


latolite 


Picrosmine 


Oxides of manganese 


^rite 


Oliyine 


Oxide of tin (is re- 


«chisolite 


Cerite 


duced) 


use 


Kyanite 


Hydrate of alumina 


lay 


Talc 


Hydrate of magnesia 


e 


Gadolinite 


Spinel 


hylUte 


Lithia tourmaline 


Gahnite 


inskoite 




Worthite 

Precious galmei 

Pitchblende 

Zircon 

Thorite 

Andalusite 


\ 




Staurotide 

Gehlenite 

Chlorite spar 

AUophane 

Cymophane 

Polymignite 

Aeschynite 

Oerstedine 

Titanate of iron 

Yttro-tantalite 

Tantalite 

Chrome ochre 

Uwarowite 

Chromic iron 

Carbonates of earths 

and metals 
Basic phosphate of 

yttria 
Basic phosphate of 

alumma 
Basic phosphate of 

lime 
Sulphate of iron 
Sulphate of alumina 
Alnminite 
Alum stone 
Fluoride of cerium 
Tttro-cerite 
Topaz 
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3. Minerab vMeft eoi ie /kted to beads. 





G&if« with a SHdl qjmm- 
tity of soda a bcMi, 


Fuse with soda to a bead. 




with mora a skf. 


ThevediteB 


Okenite 


Spodomene 


Pectolite 


Soda-«podiiiii0De 


Red silicate of maa- 


Labradorite 


ganese 


Scapolite 


Black silicate of man- 


Sodalhe (from Green- 
land) 


ganese 
Idocrase 


Elaeolhe 


BCanganesian garnet 


BCka from piimhiTe 


Orthite 


limestone 


Pyrorthite 


Black tak 


Amblygonite 


Acmite 


Soidawalite 


Crocidolite 


Sodalite 


LieTiite 


Fluorspar 


Cronstedtite 




Gramet 




Cerine 


Give with soda a 


Helvine 


reguline metal. 


Gradolinite {torn Ka- 


Tongstate of lead 


rarfvet) 


Molybdate of lead 


Boracic acid 


Vanadate of lead 


Tincal 


Chromate of lead 


Boracite 


Vauquelinite 


Hydroboracite 


Cobalt bloom 


Datholite 


Nickel bloom 


Botryolite 


Phosphate of copper 


Axinite 


Sulphate of lead 


Lapis lazuli 


Chloride of lead 


Eudialyte 


Chloride of silver 


Pyrosmalite 




Cryolite 





Gm a 



slas only 
sooa. 



HI 



Brericite 

Amphodelite 

Chlorite 

Fahlonite 
Pyrope 

Soapstone 

Red dichroite 

Pyrargillite 

Potash tonrmaliDe 
(black) 

Wolfram 

Phaimaoolite 

ScoTodite 

Cube ore 

Tetraphyline 

Hetepozite 

Uranite 

Phosphate of iron 
Sulphate of strond^ 

Sulphate of magnet 

Polyhalite 

Haoyne 



Minerals which can he fused only on their edges. 
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I soda a liquid 
bead. 


Give with a small quan- 
tity of soda a bquid 
bead, but with more a 
slag. 


Give a slag only with 
soda. 


16 


Table spar 




Stilpnosiderite 


t 


Diallage 




Plumbo-resinite 


/ 


Hypersthene 




Serpentine 


16 
6 


Epidote 
Zoisite 




Silicate of manganese , 
from Piedmont 

Mica, from granite 

Pimelite 

Pinite 

Bine dicbroite 


(from Vesu- 






Carpholite 
Sphene 


. 


• 




Pyrochlore 
Wolfram 

Soda tonrmaline 
(green) 

Laznlite 

Heavy spar 

Gypsum 



4. MimerdU which iniumesee. 



Fu6 to a bead. 


Beeome daggy on the 
edges. 


Infosible. 


The zeolites 


Epidote 


Gradolinite, some 


Onkosiiie 


Zoisite 


lieties 


Boracite 


Green tourmaline 


Idthia-tourmallQe 


HydiobonMite 


Lazolite 


Aeschynite 


Datholite 


Plnmbo-resinite 


Pyrophyllite 


BotryoMte 


Granite mica 


Alum 


Axinite 


Hornblende 


Sulphate of ahmi 


Black silicate of man- 


Endase 




ganese 


Sphene 




Lithia-spodamene 


* 




Sci^lite 






Rlaeolito 






Idocrase 






Cerine 






Orthite 







BEHAVIOR OF URINARY CALCULI BEFORE THE 

BLOWPIPE. 



It is highly important to medical men to be able to determine 
the nature of the urinary calculi of patients who apply to tlicm 
for relief in such cases. Their composition is nu)re readily 
ascertained than is generally supposed, since the blowpipe gives 
reiy simple and sufficiently accurate resultEs and the use of tliis 
iostrument does not require a greater degree of chemical 
knowledge than every physician ought to possess. I will thoro* 
fore describe the following varieties of calculi. 



1. Ueic Acib Calcxtli. 



Alone on charcoal or cm platinafoil they become oarbouizod, 
fume, and emit an org^c smell ; in the exterior fiaino they 
gradually diminish in size, and towards the end of tlie oporutiou 
they bum with increased light When the blast is discoutiuuod^ 
they still c<mtinue to glow, and at last leave a very slight Uracu 
of a white ash, which is strongly alkaline. 

Since other combustible substances may easily bo mistaken 
for uric acid, the operation must be performed in the moist way, 
as follows : a small quantity of the calculus, say -j^ of a (jniin, 
must be placed on a small strip of glass or platina foil, moisten- 
ed with a few drops of nitric acid, and heated over the flame of 
le spirit-lamp. The uric acid dissolves with efiervesccnce, 
aod the mass must then be carefully dried so as not to become 
bomt, and then heated for an instant, when the mass acquires 
» fine red color. If the quantity of uric acid in the assay is 
frifling, the latter often becomes black, without acquiring a tinge 
of red. The experiment must then be repeated, and when the 
A)lution in nitric acid is dry, it must be laid aside and allowed 
^ cool perfectly ; the glass must then be inverted over a little 
Rustic ammonia, which is then to be heated ; as soon as the 
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• 

vapor of the ammonia reaches the dried substance, it becomes 
beautifully red.* The same thing may be observed, thougli 
the color is less striking, if the dried substance be softened with 
diluted ammonia. 

It often happens that calculi contain a mixture of uric acid 
with earthy phosphates. They then carbonize and consume, 
leaving a considerable residuum, which is not alkaline or solu- 
ble in water. Treated with nitric acid and afterwards with am* 
monia, they give the fine red color characteristic of uric acid. 
The remaining ash is either phosphate of lime, or phosphate of 
magnesia, or a mixture of both. 

2. Urate of Soda Calcttli. 

This substance, which rarely occurs inr urinary calculi, is 
often contained in the hard excrescences which form around 
'Jthe joints of gouty patients. 

Alone on charcoal they blacken, emit a burnt organic odor, 
and leave a grey, strongly alkaline substance, which can be * 
fused to a glass with silica. If the calculus contains earthy 
salts, as is usually the case, the glass becomes white, or greyish 
and opaque. 

3. Urate of Ammonia Calculi. 

They behave before the blowpipe like the uric acid calculi. 
Treated with a drop of caustic potash, they give, when slightly 
warmed, a strong smell of ammonia. Care must be taken not 
to confound this with the slight ammoniacal odor which almost 
all organic substances develope when treated with potash. 
These calculi often contain a quantity of urate of soda. 

4. Phosphate of Lime Calculi. 

Alone on charcoal they blacken, emit the odor of burning 
organic matter, and finally burn white. They do not fuse. 
Their behavior resembles in general that of phosphate of lime* 

They are proved not to consist of silica, by swelling up with 
soda and not fusing to a glass, as well as by giving a regulus 
of phosphuret of iron, when dissolved in boracic acid and fused 
with iron. 

* This method of testing by ammonia was discovered by Professor h^°' 
sen of Copenhagen, who thus proved the existence of uric acid in the eioretioD« 
of animals of the lowest classes. 
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5. Ammoniacal Phosphate of Magnesia Calculi. 

Heated alone on platina foil they smell strongly of salts of 
urtshom, blacken, swell up, and bum greyish-white if the 
iat be increased. They fuse readily to a greyish-white, en- 
nel-like bead. 

They give a transparent glass with borax and salt of phos- 
horus, which with a large qucuatity of the assay becomes 
lilk-white on cooling. 

With soda they fuse to a white, swollen slag, which becomes 
ifusible on the addition of more soda. 

With boracic acid and iron they give readily a regulus of 
hosphuret of iron. 

With nitrate of cobalt they give a dark red glass. 

. Calculi composed of the Phosphates of Lime and Mag- 
nesia. ( Calculi fusihiles. ) 

These are recognized by the slight ammonical odor which 
tey emit, which arises principally from the destruction of 
rganic matter in the calculus. They fuse far more readily 
lan any others to an enamel-white bead, which does not be- 
ome red with the oxide of cobalt, but brownish-black. 

. Calculi composed of Oxalate of Lime. ( Calculi morir 

formes.) 

Alone they smell of urine when first heated. The more 
longly crystalline varieties become duller and lighter colored, 
iter being slightly heated, the residuum effervesces with a 
>w drops of nitric acid, and after being strongly heated on 
barcoal caustic lime remains ; this has an alkaline reaction on 
Hidened litmus paper, and generally crumbles to powder when 
ioistened. This is not the case, however, if the calculus con- 
ins at the same time phosphate of lime. 

8. Calculi containing Silica. 

They leave after ignition a greyish, infusible, and sometimes 
aggy ash, which, when mixed with soda, slowly dissolves to a 
K)re or less transparent glass. 

9. Cystic Oxide Calculi. 

These behave before the blowpipe very much like calculi 
>niposed of uric acid ; they do not fuse, but take fire readily 
20 
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tuid burn with a bluish -green fleme, emitting a strongly at 
smell of a peculiar character, somewhat resembling that 
cyanogen, They leave an ash which is nol alkaline, ai 
which fuses in a strong heat lo a greyish-white mass. 

They are distinguished from uric acid calculi by the sm' 
which they emit when burning, and by nol giving a red co' 
with nitric acid. 

Remark. 1 have not had an opportunity of examining t 
calculi composed of a peculiar substance, discovered by 1A& 
CET, which he calls xanthic oxide. 
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INDEX TO PART II. 
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Acmite, 152 

Actioolite, asbestiform, 154 

&hynite, 177 

Agalmatolite, 128 

Alalite, 156 

Albite, ^ 138 

Allochroite, 164 

Allophane, 171 

Almandine, 165 

Alum, 208 

Alum stone, 208 

Alumina and aluminates, 119 
' , and ammonia, sul- 
phate of, 209 
, and glucina, sili- 
cate of, 171 
, and oxide of copper, 
basic silicate of, 171 
and peroxide of 
iron, basic sili- 
cate of, 170 
and potash, sal- 
phate of, 208 
and protoxide of 
iron, basic sili- 
cate of, 170 
, hydrate of, 119 
, mellate of, 221 

, phosphate of, 200 

, silicates of, 128, 129 

, sulphates of, 209 

Ahminite, 209 

Amalgam, natiye, 92 

Amblygonite, • 202 

Ammonia alum, 209 

Ammonium, chloride of, 211 
Amphibole, 153 

— — , non-aluminifer- 
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ous, 



-, aluminifeKons, 



153 
155 



Amphigene, 


139 


Amphodelite, 


142 


Analcime, 


133 


Anatase, 


176 


Andalusite, 


129, 144 


Anglesite, 


208 


Anhydrite, 


205 


Anorthite, 


144 


Anthosiderite, 


126 


Anthracite, 


98 


Anthophyllite, 


167 


Antimonious acid. 


183 



Antimony and antimoniurets, 95 

, arsenical, '^ 97 

, native, 95 

, oxides of, 183 

— ■• , oxysulphuret of, 183 

, plumose, 109 

, sulphuret of, 108 

Apatite, 214 

Aphrodite, 123 

Aplome, 163 
Apophyllite, 132, 135 

Arragonite, 193 

Arsenic and arseniurets, 96 

Arsenical glance, 113 

Arsenic, columnar, 97 

, native, 96 

-, sulphurets of, 112 

, white, 196 

Arsenio-sulphurets, 114 
Arsenious acid, 196 
Arsenious acid *and arse- 
mates, 196 
Arsenikglanz, 113 
Arseniknickel, 96 
Arsenikspiesglanz, 97 
Arsenik, st&ngliches, 97 
Asbestos, 154 
AtacamitCy 211 



Axinite, 193 

Azorhey 196 

Bamlite, 129 

Barocalcite, 194 

Baryta, carbonate of, 193 

, and lime, carbonate 

of, 194 

, sulphate of, 204 

Baryt-harmotome, 134 

Baolite, 136 

Berthierite, 108 

Beryl, 171 

Biamuth, oxide of, 117 

— — , sulpharet of, 105 

, telluret of, 92 

Bitter spar, 194* 

BUttererz, 94 

Bleiglanz, 103 

Bleigummi, 215 

Blende, 100 

Bodeomais-tantalite , 1 82 

Bog iron ore, 1 18 

Boracic acid and borates, 189 

Boracite,^ 189 

Bortlangerite, 109 

Botryolite, 190 

Bournunite, 110 

Brevicite, 136 

Brewsterite, 134 

Broddbo garnet, 165 

Broddbo-tantalite, 182 

Brown spar, 195 

Brucite, 218 

Buntkupfererz, 102 

Byssolite, 154 

Calamine, 195 

Calaite, 201 

Calcareous spar, 193 

Calcium, florid e of, 216 
Calculi, ammoniacal phos. of 

magnesia, 229 

, containing silica, 229 

, cystic oxide, 229 

, fusibiles, 229 

, moriformes, 229 

, oxalate of lime, 229 

, phosphate of lime, 228 

, phosphate of lime 

and magnesia, 229 
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Calenli, uric aeid, 237 

, orate of ammoniay SS8 

, orate of soda, SS8 

, zanthie oxide, 230 

Caporciaiiitey 133 

Carbon, 97 

Carbonic acid and carbo- 
nates, 193 
Camelian, 131 
CarphoUte, 169 
Celestine, 304 
Cerine, 476 
Cerite, 196 
Cerium, fluoride of, 317 

, fluate of, 317 

, carbonate of th6 

protoxide of, 
, silicate, 



Chabasie, 

Chalcedony, 

Chalcolite, 

Charcoal, mineral, 

Cluastolite, 

Chlorite, 

Chlorite spar, 

Chloritoid, 

ChlorophiEite, 

Chlorospinel, 

Chondrodite, 

Chrome ochre, 

, oxides of. 



195 
175 
138 
181 

808 
97 
139,881 
149 
170 
170 
137 
130 
318 
187 
187 



iron. 



Chromic acid and chromates, 187 

188 
173 
138 
107 
108 
108 
163 
130 
97 
197 



Chrysoberyl, 
Chrysocolla, 
Cinnabar, crystallized, 

, mealy, 

, hepatic. 

Cinnamon stone. 
Clay, varieties of. 
Cobalt, arsenical, 

, arseniate of, 

, arsenio-sulphuret of, iH 



arsenite of, 

, earthy, 

, testaceous, 

, sulphuret of, 

, sulphate of, 

Cobalt bloom, 
Cobalt vitriol, 
Cologne earth, 



197 
118 
97 
101 
307 
197 
307 
130 



ar«enial« of, 


197 




carbonates of, 


1S6 


Fahlera, , 


chloride of. 


911 


FahlnD garnet, 


f'^Tt 


110 


Fahl unite. 


muriate of, 


311 


FahluDite, hard. 


oxides of. 


116 


Feldspar, 


phosphate of. 


200 


Ferguson ite, 


pyrites. 


102 


Fibrolile, 




103 


Finbo garnet. 


BDlphate of, 


S07 


Tinbn-iiintalite, 


variegated. 


102 


Fluorspar, 


Tilreoua, 


102 


Franklioite, 


-St 


206 


FuUer'a earth, 




108 






IIB 


Gadolinite, 




311 


eahnite, 




178 


Galena, 


ita. 


152 


Galmei, 


Itiie, 


169 


Garnet, 




218 


gUS"' . 




197 




173 


Gelbbteierz, 




162 


Geocranite, 
Gibbsite, 


g 


190 


Gigantolite, 




1&8 






US 




3) 


168 


GlaMrz, 


-.red. 


168 


Glanberiie, 




166 


Glauber's salt, 




127 


Glncina, silicate of. 




140 


GmeUnite, 




139 


Grammatite, 


weiasgultigera, 


Itl 


Graphite, 

Grauspiesgknzera, 


lite. 


134 


Griinbleiera, 


,he^, 


907 


Gypsum, anhydrou 


its, 


140 
141 


Gypsum, hydrous, 


calamJDe, 


134 


aaikies, 




171 


aidingeriie. 


lite. 


110 


aUite, 




160 


anvne, 




161 


aTneQotdit, 




134 


eary spar, 


lit, 


306 


edenbergite, 




J61 


elvine, 




163 


etepomte. 




99 


Healandite, 




173 


Hiidiigerite, 



Eodialyte, 



iSeX 


SSI 


LanliU, 


l55, 156 


Ltnmoniie, 134, 


Homen, « 


Sll 




Horn qnicltBtlver, 


an 


and copper, seleniuiet 


Honi siWer, 


911 


of, 


Hornstono, 


ISI 


Lead and meicarT.aeleDioret 


Hyacinth, 


131 


of. 


Hjdroboiacite, 


idO 


, arseniate of, with chlo- 


Hydtophite, 


134 


ride of lead. 


Hyperethene, 


168 


, chloride of, 


Mocme, 


lei 


, cbromate of. 




169 


, molybdau of, 

.oiideeof, 


Bmeniu, 


178 


iDdicolite, 


193 




loUw. 


166 


chloride, 


Iridosmine, 


es 


, seleniuret of. 


Iron, arsenime of, 


197 


, anlphate of, 




>tof, 114 


-■•t'*""' •"'""■ 




101 




196 


, Bulphuret of. 


, hydrate of, 


118 


, telluret of. 


, oiideo of. 


116 


, tungatate of, 


, phospbutei of, 


199 


, vanadate of, 


, pytitea. 


10] 


vitriol. 




306 




; suiphate and ar 


leniate 


Lepidocr^cite, 


of. 


207 


Lepidohte, 


lion eand. 


178 


Leucile, 


Iron ainter, 


207 


Leucophane, 


laerine. 


173 


Licht-wci^giilligerz, 
Lievrile, 




109 


Lignite, 


Jenite, 


159 


Lime, atseniate of. 


Xieselmalachile, 


138 


, silicates of, 131, 


Kilbrickuniie, 


109 


.sulphate of. 




181 


, lungslale of, 




101 


Lime-harmolome, 


Kotilenblende, 


97 




Koupholite, 


135 


Loboile, 


Krahlite, 


137 




Kupferglaa, 


103 , Macle, 


Kupferkiea, 


102 : Magnesia, ajuminate of. 


Kupferlaaur, 


196 , boraie of, 


Kapferminganera, 


in; , carbonate of. 


Kapfernickel, 


96 , hydrate of. 


Kyaniie, 


139 , silicates of, 




1 , sulphate of. 


Labradoiite, 


139 Magnesia mirble. 


Lapis taiuli, 


309 


Magnesiie, 
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PAGB 

tic iron pyrites, 10 1 

tic oxide of iron, 116 

tkies, 101 

lite, 196 
)lite, 156, 157 

,nese, carbonate of, 194 

, cupreous, 117 

, hydrate of, 117 

, oxides of, 115 

, silicates of, 125 
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Orpiment, 118 

Orthite, 176 

Oxides of eleQtro-negative Bab- 
stances, 1 17 
Okenite, 132 
Olivine, 124 
Oxides of electro-positive met- 
als, 1 15 
Oxysulphuret of antimony, 183 



inglanz, 


99 


Palladium, native. 




91 


inkiesel, schwarzer, 


125 Paranthine, 




139 


3haum, 


122 Pargasite, 




156 


ite. 


139 


Pectolite, 




135 


ite. 


163 


Petalite, 




137 


3 
■'J 


221 


Pharmaeolite, 




196 


canite, 


178 


Phenakite, 




128 


ry, chloride of. 


211 


Phosphates with chlorides. 


214 


— , sulphuret of, 


107 


Phosphoric acid and 


phos- 




5, 


133 


phates. 




198 


te. 


133 


Phosphorite, 




214 


5^pe» 


133 


Picrophyll, 




123 


1, native electro-posi- 




Picrosmine, 




123 


) 


91 


Pimelite, 




148 


144 


-146 


Pinite, 




149 


kel, 


114 


Pistacite, 




160 


dena, sulphuret of, 


112 


Pitchblende, 




127 


die acid and molyb- 




Plagionite, 




109 


s, 


186 


Pleonaste, 




130 


dite, 


123 


Plumbo-resinite, 




316 


ite, 


214 


Polybasite, 




111 


yrite, 


111 


Poly halite, 
Polymignite, 




206 
177 


3rz, 


106 


Praseolite, 




151 


3 ore, 


106 


Prehnite, 


134 


, 135 


:line, 


141 


Pycnite, 




319 


, anlimonial, 


96 


Pyrallolite, 




133 


-, arseniate of, 


197 


Pyrargillite, 




143 


-, arsenical. 


96 


Pyrochlore, 




180 


-, arsenio-sulphuretof, 


115 


Pyromorphite, 




314 


-, sulphuret of. 


102 


Pyrope, 




166 


-, sulphuret and antimo- 


Pyrophyllite, 




169 


niuret of. 


102 


Pyrorthite, 




175 


glanz, 


115 


Pyrosmalite, 




213 


[ ochre, 


197 


Pyroxene, 


156- 


-158 


spiesglanzerz, 


102 








e, 


178 


Quartz, 




131 


h 


210 


Realgar, 




113 


1 


118 


Rhatizite, 




129 


dine, 


178 


RomanzoTite, 




164 



386 
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Rosite, 142 

Rothbleierz, 188 

Rothbraunsteinerz, 125 

Rothgulden, 111 

Rothoffite, 164 

Robellite, 192 

Rabinspath, 125 

Ruby, 119 

RutUe, 176 

Salite. 156 

Sal ammoniac, 211 

Salts, arseniates, 196 

, borates, 189 

— , carbonates, 193 

, chromates, 187 

, molybdates, 186 

, phosphates, 198 

, sulphates, 203 

, tantalates, 179 

, titanates, 176 

— , tungstates, 183 

Sapphire, 119 

Saphird'eau, 168 

Saponite, 167 

Scapolite, 139 

Scherbenkobalt, 97 

Schorl, 191 

Schrifterz, 95 

Schwarzerz, 1 10 

Schwerstein, 184 

Scolezite, 134 

anhydrous, 144 

Scorodite, 196 
Serpentine, 123, 124 

Silberkupferglanz, 107 

Silberspiesglanz, 95 

Silica and silicates, 121 

Silver, antimonial, 95* 

, arsenio-sulphurous sul- 

phuretof, 113 

, chloride of, 211 

, sulphuret of, 107 

, telluret of, 94 

and copper, sulphuret of, 94 
Soapstone, 122, 167 

Soda, 193 

, biborate of, 189 

, carbonate of, 193 

, sulphate of, 203 

Soda-spodumene, -y ^139 



Sodalite, 

Sodium, chloride of, 

Sordawalite, 

Spathic iron, 

Speiskobalt, 

Sphene, 

S piesglanzsilber , 

Spinel, 

Spodumene, 

Sprodglaserz, 

Staurotide, 

Steinheilite, 

Stilbite, 

Stilpnosiderite, 

Strontian, carbonate of, 

, sulphate of, 

Strontianite, 
Sulphur and sulphurets. 
Sulphur, native. 
Sulphuric acid and su 



Table spar, 

Talc, 147, 

Tantalic acid and tantalates, 

Tantalite, 183, 

Telesie, 
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Prom the Jowmal qf the PrcmJdm JruiUute, AprU, IStt. 

" To adapt Phillips's Treatise to the Use of the American reads 
necessary to add largely to the localities cited, as also to introdnoa tki 
oos new species, with tneir analyses and forms of crystals. Aa thai 
which hare been made by Mr. Alger, make up hair of the nnmber i 
of the entire work, it might with propriety hare been published as n 
work, based on Allan's late edition. A perfect system of classifying: 
has never yet, it is admitted bjr all, been attained; but the editwhai 
that order of arrangement, which common consent among scientific i 
acknowledged to be the best, and has given us the classmcation of i 
based on their chemical constituents. It is the praclical character o 
like this which gives it its value ; so that not the mere tyro, bnt the 
business who refers to it, may meet with the most ready information i 
nature and uses of the different minerals. His eye meets the inl 
terms, * Earthy Minerals,' ' Metalliferous Minerals,' etc., and he and 
at once the general nature of the species beneath. In the ' Table of 
Species,' he finds their atomic composition, their hardness, and specifii 
expressed in the simplest forms. Our conclusion as to the value of tl 
is substantiated by its immediate reception as a text book in colk 
schools, particularhr in Harvard University, and also by the high eon 
passed upon it by disinterested judges." 

.FVom the American Jowmal of Science, October, 1844. 

« In no part of Mr. Alger's Work, do his labors a}M>ear to better at 
than in the numerous and interesting items of infonnstion which 
broug[ht into his descriptions, evincing a minute acquaintance with i 
both m the closet and the field. The extensive enlargement of this p> 
work, must have required great labor, and in general evinces diserii 
and judgment. The descriptions of species are given with fullness, a 
able remarks are added respecting the uses of such as are employe 
arts. The long lists of American localities, render it a convenient 
the field ; and the completeness of the information given, relalit 
chemical, physical, and economical characters of minerals, makes i1 
a valuiU)le text book for the lecture room." 

jFVom tfie Boston Daily Advertiser, 

" Mr. Alger might have omitted the name of Mr. Phillips from 
with little injustice, for his work is almost a new one. By his impoi 
rections, and very valuable and extensive additions, he has brought t 
tise quite up to the present state of the science. For an Anierican s 
has the adaitional value of being particularly full and precise in re 
our own minerals. It is indeed honorable to our country to have pr 
work which has already been called, by European critics of the higne 
ing, the best work on the subject in the English language. 

" The sections on the use of the Blowpipe, the action of acids, and 
cess of cupellation, although very brief, contain all ihat a beginnei 
fascinating study needs to Know ; and are cxcpJJent introductions to t) 
works referred to. On the subject of cirstallography, this book is q 
equalled. It contains all of any worth tabe found in earlier works, 
the latest theories so far as they have been sufl5.Q»ftjfifty matured tc 
scientific value ; and the materials arc arranged and presented with 
ness and precision which show that t>e author is no mere copyist or < 
but a thorough master of his subje^^. Wbiile this work will be us 
necessary to the most skilful minentit/giiit, it is written with so m' 
plicitjr, and the descriptions of the minerals and their localities, and 
to which they have been applied, are so full of interest, that it will 
at once the most useful and the most agreeable assistant ever offen 
student in mineralogy." 
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